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PREFACE 



H AVING been asked by the Government Iifdia to prepare 
an ImperialJDiotionarf of the Ifidian Economic Pro¬ 
ducts, I early resolved tq make Mr. J. S. Gamble’s admirable 


“Manual of Indian Timbers” the standard of all matters rel^ 
ting to Forestry. 


Mr. F. B. Manson, the officer s*nt to thq Calcutta Interna¬ 
tional Exhibition in charge *oi the Forest Departiftenl Collec 

tions, offered to prepare his Catalogue uniform with the published 

* 

parts of the present series, so that it might be utilized in the 
dictionary. Having obtainech th£*consent of Mr. Gamble, tni^ 
Catalogue was further prepared as an abstract, alphabetically 
arranged, of his “ Manual of Timbers.” It has incorporated nu¬ 
merous corrections and additions received from Mr. Gamble and 
other distinguished authorities. For the convenience of persons 
consulting Mr Gamble’s Manual or inspecting his original collec¬ 
tion, the experimental numbers embossed upon the blocks of 
wood have been reprinted. But as these cannot be regarded 
as Catalogue numbers (the: same species of wood often having 
niciiy numbers indicating the experiments performed to deter¬ 
mine weight and durability), the marginal numbers are those 
printed on the labels attached to the collection now exhibited. 


From my personal knowledge of the accuracy q£ Mr. Manson's 
work, I have little doubt Part VII will| prove a most valuable 
addition to the series of the “ Economic Products of India.” 


GEORGE WATT. 
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FOREST SECTION. 

- «-.— 

Part VII.—Timbers. 


ABELIA. 

ibel a tnflora, R Btown, Cairipoiuce.® 

Vem. Adti, fi ikianar, Trans Inim s Lhctabuta Jhfi m Banlakhnru 
iimt.tr, ( hj> NAb Dal t if ,, kit s , Ravi , Zban^, mat*bani r lem 
tutjlj Munri g ^aiti in uki, Ki m vun 

A large shiub, met with in Safcdkoh and the Suhman Range, 
Nortn-W t st Himalay i between 4,000 and 10,000 ftet 

Wood hard, close and even-grained Weight 65 lbs per cubic foot 
Not used 

lbs. 

H 2937 Naldehi a, Simla, 7,500 feet . . .65 

ABIES. 

)ies dumosa, Loudon, CoNirFRiE 
The Indian Hemiock Spruce. 

Vern .—Chang ithai>i dh ip, thmgia , thirty ant sula, Neial, Tangshtng. 
Bhuiia, nadung chemdang, Lepcha 

A large tree met with m North-East Kumaun, Nepal, afhd Sikkim 
between 8,000 and 10,500 feet 

Wood, soft, with a slight pinkish tinge Weight 27 to 2g lbs per 
cubic foct 

^Jsed in Sikkim for shingles It is suitable for planking and rough 
n J'e. I he bark is also used for roofing * 

Q lbs. 

377 Phallaloong ridge, Darjeeling, 10,000 feet zi 

968. Chumbi Valley, Tibet, about 10,000 feet 29 


ABIES. 
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ABIE. 

3 


Abies Smithiana, Forbes. 

The Himalayan Sp’rike. 

Vern.— Wesfia, bajAr,' Afg. ; Kachal, kachan, Ha^ar^, Kashmir; 
Reioari, ban ludar, ymgal, salla, sard, kduli, rot, wig, rtio, bang re, 
krok, Pb. Himalaya; Tos, Ravi; Rau, raiang, re, Su tlej ; Rai, 
Iaunsar; Kandre, re, rhdi, rdo, khutrau, ritilla, rdgha, morinda, 
kaifffkilu, G arhwal, Kumaun ; Sehshing, Bhutia. 

A lofty free mfct with in the»North-Wetf Himalaya between 7,000 and 
11,000 feet; in Sikkim and Bhutan in the irfner valleys between 7.800 and 
10,000 feet; and in the mountains o£ Afghanistan, Kafiristan and (Silgit. 

Wood white, with a reddish or brown tinge, a little harder than thr't 
of A. Webbiana. The inner belt of annual rings soft and spongy. 
Weight on an average of 30 lbs. per cubic foot. 

+ The wdbd is extensively used locally, e. g., in Simla, for packing- 
cases, rough furniture %nd planking, and sometimes for shingles. It 
cra#kles and Sends out sparks in burning, besides burning away very 


q»ickfy, but it is much used for charcoal. 

H 3165. Dungagalli, Hazara, 7,000 feet 
H 775. Kalat6p Forest, Dalhousie, 7,000 feet 
H 3. Mahasu Forest, Simla, 8,000 feet 

11 t3. ,, j) ^ M 33 . • I 

H 43 - S3 I? »1 S3 S3 ’ ’ 

1 U 2896. Nagkanda, Simla, 9,000 feet 
H 3032. Hattu Forest, Simla, 9,000 feet (young tree)r 
H 420. Mohna Block, Dcoban Forest, 8,000 leet . 

E 965 sent by Dr. Schlich from the Chuifcbi Valley, 
Sikkim and Bhutan, from about 9,000 to 10,000 feet, 


lbs. 

• 31 

. 28 r 
* • 3 ^ 

• 32 

• • • • 

• 39 
. 26 

Tibet, between 
is a species of 


* Abies closely allied to A. Smithiana, the structure of the wood is ideniical, 

A. Webbiana, Limll. 

The Himalayan Silver Fir. 

Vern. — Pa ludar, rcivari, Jhelam ; Bddar, b&dar, lung, Kashmir ; Dhiinu, 
nig, rail, pe, re, salle, sara, Chamba ; Tos, Kulu ; Spun, pun, krok, 
■ kalrei, Kunawar; Bharda , thanera, Shali ; Burla, pindrau, pindrai, 
Hattu; KAdrom Matiyana; Burul, barra, buldu, Biiajjj; Kalrai, 
satrai, chur, KotkAI ; Raho, row, rhilrow, kilaunta, Chor 9 Morinda, 
JaunSak ; Ragha, rao ragha, ransla, raisalla, Kumaun; Wuman, 
Byans ; Gobria sulah, Nepal ; Dumshing, 15 Him A. 

A lofty evergreen tree, met with in the Himalaya, from the Indus to 
Bhutan; in the North-Western Himalaya, between 7,000 and 13,000 
feet; in the inner ranges of Sikkim and Bhutan, between 9,000 rid 
13,000 ffet; in the outer ranges it does not descent? below 10,000 

Wood white, sofr. The inner zone of each annual ring is s^i v 1 
spongy. Weight aoout 29 lbs. per cubic foot. > & 

The wood is not durable when exposed to the weather, but see. 
last well as shingles in Sikkim, whehce it is sometimes exported to ‘ c „-t 
for roofing. At Murree shingles are said to last eight to ten years, 
in Kulu three to six. In Kunawar and Lahoul it is much used for c 


struction. 

H *934 
H. 

H 
H 
. H 
H 
E 

i 


Hazara, 7,000 feet 

774. Kalatop Forest, Dalhousie, 7,500 feet 

on 1 Hattu, Simla, 9,000 feet 
3°3i* y 


65 - 

421. 

359 - 

2437 - 

964. 


Nagkanda, Simla, 9,000 feet , 

Thona Block, Deoban Forest, 8,000 feet 
Sandukpho, Darjeeling, 11,500 feet 

19 99 99 

Chumbi Valley, Tibet, 10,000 feet 


12 


lbs. 

29 


2 J* 
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ACACIA. 

Acacia arabica, Wt ' lld ., Leguminosje. 

• Vefn.— Kikar, Pb. j Babbar, babh&la, kali kikar, SlND; Rdma-kdtd, Bom. ; 
Babul, babur, Hind; Bdbld Beng. ; Gabur bahar, Sontbalj Bahold, 
Mal. (s. p.); Karuvelum, Tam.; Tima nellatuma, Gobli, kar¬ 
ri] dli, Kan. ~ ■ ■ 

A moderate sized treq, wild probably in Sind) Rajjilitana, Guzerat, 
and the Northern Decean; common everywhere throughout the plains 
®f India. e 

Sapwood large, whitish; heartwood pinkish-white, turning reddish- 
brown on exposure, hard, mottled with dark streaks. It consist! 
of darker and lighter coloured bands of an equal width. Weightabout 
54 lbs. * 

It is very durable if well seasoned.^ Used extensively for wheels, 
well curbs, sugar and oil-presses, rice-pounders, agricultural incitements 
and tool handles. In Sind it is largely used for boat-builefing,* rafters 
and for fuel, also occasionally for railway sleepers. 


P 

A 

P 

P 

c 

D 


1198. Madhopur, Punjab 
8yp. Multan . 

1379. Miani Forest, Sind 
440. Ajmere . 

843, Amraoti, Berar 
1051. Salem, Madras 


No. 1. Salem Collection 


lbs. 

58 

56 
• • • 

S6 

50 


ACAtt 

I 

5 f 


A. Catechu, Wind . 

Catechu, Cutch ; Cachore, Fr. 

Syn.— A. Sundra Bed dome. Mimosa Su-ndra, Roxb. 

Vem. — Khair, kalha. Hind., Dec. ; Khayer, kuth , Beng. ; Khoira , koir } 
Ass.; Kashukatti, vodalai, karangalli, bagd, wodalinr, kashu, katti, 
ivothalav, Tam. ; Podala-manu, kanrhu, Sandra, nalla xandra, Tel. ; 
Kachu, Kan. ; Khair, Sans. ; Sha, Burm ; Khoiru, Up.iya ; Kagli, Kan.'; 
Khaderi, Khaira, Bom. ; Rathihiri, ClNGH. 

’A moderate sized, gregarious, thorny, deciduous tree, common in 
most parts of India and Burma, extending in the Sub-Himalayan tract 
westwards to the Indus. Mr. d. W. Oliver reports that trees 70 to 80feet 
high, with a girth of 8 to 9 feet, are not uncommon in the north Tharra- 
waddy Reserves. 

Sapwood yellowish white; heartwood either dark or light red, 
extremely hard. The wood seasons well, takes a fin» polish and is 
extremely durable. It is not attacked by whitfc-ants or by teredo. It is 
used for rice pestles, oil and sugarcane crushers, agricultural implements, 
bows, spear and sword handles and wheelwrights’ work. In Burma it is 
used for house posts, and very largely used as fjrewood for the steamers 
of the Irrawaddy Flotilla. In Northern India it is used for charcoal, 
and is one of the best woods for that purpose. It has been found good 
for railway sleeper:,, and it is probably only the smallness of the tree and 
the consequent waste in cutting up that has prevented its more general 
use. 


H 938. 

Hazara, Punjab 



lbs. 

• • *»• 

P 604. 

Kangra „ 


• 

• 54 

P 1196. 

Madhopur, Punjab 


• 

• 63 

P 98. 

Sutlej Valley, Punjab 


• 

■, -63 

P 455 - 

Ajmere 



*|> MS 

O 255. 

A I 

Garhwal (1868) 

• 

• 

• 53 

3 


6 
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V^luabl| for cart-wheels, sugar-cane crashers, Persian water-wheels 
and agricultural implements. * ' 

% • lbs, f 

• P 164. Hoshiarpur (J.i. Stewart, 1866) ■ . . 72 

P 944. Gujerat 68 

P 945, Jj^ultan 67 

* 15 Acacia pennata, Willd. • *. 

Syn.— Mimosa pennata, Roxb. 

* * Vern. — Agla, anal, Kumaunj sembi, sami. Bomb. ; Biswul, Hind, jt" 

• Kundaru, Kol. ; Avar, Kharwar; Undaru, Sonthal j Gurwa, Mal. 

(S.P.) j Arfu, Nepal ; Tol rik, Lepcha ; Sooyit, Burm. 

/A large ^limbing shrub, found in Oudh, Kumaun, Nepal, Eastern 
Bengal, Burma and South India. 

Wood porous, moderattly hard. Weight 50 lbs. per cubic foot. 

* • lbs. 

m E 476. Balasun Forest, Darjeeling Terai . 

E 2358. Sivoke „ „ „ . 50 


16 „ A. planifrons, W. fe* A. # 

Thi Umbrella T^orn-.* 


Vam.— Sale, sal, Tel. 

A small gregarious tree of South India. 0 

Wood hard and strong; heartwood red, sapwood white. 

Used for agricultural implements, and fuel. 

D 3662. Coimbatore, Madras. 

40 

r jy A. Slllha. Kurz in Brand For. FI. 187. 

Syn. — Mimosa soma, Roxb. 

Vern. — Sai-kanta, Beng. ; Kumtia, PERTABGARH ; Dhaula khejra (white 
acacia), Banswara •, G or ado, Mandevi; Sonhairi, Dangs ; Telia sandra, 
Tel. 

A medium sized tree with white bark and downy branchlets ; found 
in Bengal, Behar Western Peninsular, Ava and Ceylon. 

The wood of the following specimens (which probably belong to this 
species) resembles that of Acacia Catechu, but has smaller anu more 
numerous pores, and finer and more numerous medallary lays. 

lbs. l£ t v 

C i3o8 % Gumsur (Khoiru) . . . • * • *75 ' 

C 1310; „ (^eme). 7 ° 

18 A. Sundra, DC. ^ 

Vern .—Sandra Nalla, Sandra, Tel. ; Karangalli, bdgd, Tam. 

Found in the Western Peninsula, Ceylon, and Burma. 

The Flora of British India remarks : “ This is scarcely more than 
variety of A. Catechu, from which it differs in its fewer leaflets ” an 
«total absence of pubescence,” and in “the dark-brown colour of it. 

brancWets^od dark _ red} rat h e r close-grained, durable, very heavy, not 
attacked by insects. 

xp A, vera, Willd. 

•• Found in Egypt, Arabia, and Northern Africa. 

• f It- prodvjes the true gum-arabic. 

• (i Specimens wanted .) 


6 
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ACER. 


* ACER. . . . . . 

• * 

Acer caesium. Wall. Sapindacead. •« 

The Maple. • 

Vein.— Trekhan, iarkhana, tilpattar, mandar, kauri , kalindra , salima » 
kanzal, Pb. ; Kanshin, Tibet ; Jerimu, shumanjra, Simla ; Kilu, Ku- 
MAUN. » 

i | • # 

A large deciduous tree, found in the North-\yest Himalaya from the 
Indus to Nepal, between 7,000 and 11,000 feet. , 

• Wood white, close-grained, less mottled than' that of A. caudatum, 
soft to moderately hard; annual rings distinct. Weight about 40 lbs. per 1 
cubic foot. 

Scarcely used. Drinking cups are sometimes mad% of it bj^he 
Tibetans. 

* . lbs. 

H 33. Matiydna, Simla, 7,000 feet .... *40 
H 915. Hazara, Punjab, 7,000 ,, . . . . 41 • 

H 290?! } Nagkanda, Simla, 9,000 „ . 

H 431. Deoban, Jaunsar, 8,000 „ . . . .40 

* « • # 

A. Campbellii, Hook,/, and Th. 

Vem. —£abashi, Ngi j ai, ; Daorn, yatli, Lepcha. Kilok, BHUTiAf 
A large deciduous tree found in the Sikkim Himalaya, above 7,000 
feet. The chief Mapltfcof the North-East Himalaya. 

Wood greyish white, moderately hard, shining, close-grained An¬ 
nual rings marked by a thin line. 

It is extensively used for planking and for tea-boxes. I^repfts.<* 
duces freely either by seed or by coppice, and plays an important part 
in the regeneration of the hill forests. 

Weight 38 lbs. per cubic foot. 

lbs. 

E 436. Rangbul, Darjeeling, 7,000 feet . . .37 

E 2337. „ „ „ ... 40 

E 686. Sepoydura, Darjeeling, 5,500 feet . . .37 

A. caudatum, Wall. 

Vem.— Kanela, kandaru, kanjara, Simla ; Khansing , kabashi, Nepal ; 
Yalishin, Biiutia. 

A moderate sized deciduous tree, met with in the Himalaya from the 
Chenan to Bhutan, between 7,000 to 11,000 feet. * 

Wood white, with a faint pink tinge, shinv, compact, moderately 
hard, sometimes with small masses of heartwoc* near the centre. An¬ 
nual rings distinct. Weight 43 lbs. per cubic foot. 

lbs. 

H 27. Matiyana, Simla, 7,000 feet . \ . .45 

H 41. Mahasu, „ 8,000 „ . . .44 

H 74. Kalashi, „ 6,000 „ . . .41 

H 3007. Nagkanda „ 9,000 „ . . *. ... 

A. Hookeri, Miq. 

Vem. —Lai kabashi, Nepal ; Pali, Lepcha. 

A deciduous tree, found in Sikkim and Bhutan, above 7,000 feet. 

t nts with copper-coloured foliage are not uncommon about Darjeeling*. 
Wood grey. Weight 37 lbs. per cubic foot. 

• lb*. 

E 2338. Rangbul, Darjeeling, 7,500 feet . . . ^7 
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ACEk. 


■*$ 


/ 


26 


27 


28 


J* 




'•/" . 

Acer Ijsevig;atum, JFa//. • 

Veni. Saslentfi, cherauni, thali kaSashi, Nepal ; Tungnyok, Lepcha. 

A deciduous tree, fouhd in the Himalaya from the Jfemna eastwards 
, to Bhutan, between 5,000 and 9,000 feet, in the Khasia Hills and in 
Tenassenm. 

Wood wfcite, shining, hard, close-grained. Weight 43 lbs. per cubic 
foot. • . 

Used for planking and tea-boxes. * 1 

E 684. Sepoydura, Darjeeling, 5,500 feet . . , 43 * • c 

A. oblongum, Wall. 

. Vern.— Mark, Pb. ; Mharengala, patangalia, kirmoli, N.-W. P.• Pugila 

A- bu£mpata, Nepal. 

A moderate sized deciduous tree, found in the Himalaya from the 
Jheluip eastwards to Bhutan, up to 6,000 feet. 

1 Wood light-reddish-brown, moderately hard,, close-grained. Annual 
rings faintly marked. Weight 45 lbs. per cubic foot. 

Used for agricultural implements, and drinking cups. 

H 221. Garhwal (1868) . . . ,45 

H 2944. Sutlej Valley, n'ear Suni, 3.000 feet . ... 

A. pictlfm, Thunb. 

Vern.— Kilpattar , frekhan, tarkkana, kakru , kanzal, kanjar, jerimu 
laur, Pb. ; Kancheli, N.-W. P.j Dhadonjrq, Simla; Mandar, Chenar! 
A moderate-sized tree, found in the Outer and Middle Himalaya from 
^ the Indus to Assam, between 4,000 and 9,000 feet. 

JVood white, soft to moderately hard, close-grained. The commonest 
Maple of the North-West Himalaya. Weight 41 lbs. per cubic foot. 

It is used for construction of ploughs, bedsteads, and poles to carry 
loads. Tibetan drinking cups are made of the knotty excrescences. 3 

lbs. 

H 931. Hazasa, Punjab, 8,000 feet . . . - 41 

H 3008. Nagkanda, Simla, 9,000 „ . . . '. i-i 

H 432. Deoban, Jaunsar, 7,000 „ . . j 3 g 

A. sikkimense, Miq. 

Vern.— Palegnyok, Lepcha. 

A small tree, found in the hills of Sikkim and in Bhutan, rfkm 7000 
to 9,000 feet, and in the Mishmi Hills. , '* 

Woockshining, grey; annual rings distinct. Weight 37 lbs. 

E 3102. Darje/ing, 7,000 feet.37 

A. Thomsoni, Miq. 

Syn.—A. villosum, Wall, Var. Hook (FI. Ind., i, 605.) 

Vern.— Kabashi, Nepal. 

A laige tree, found, in the Hills of Sikkim and in Bhutan, above 4,000 
feet. 

Wood greyish-white, soft. Weight 44 lbs. per cubic foot. 

E 3103. Darjeeling, 5,000 feet.44 

A. villosum, Wall. 

Vern.— Karendera, Simla. 
largg deciduous tree, found in the North-West Himalaya frof, the 
* Jhelum to Nepal, between 7,000 and 9,000 feet. ' 

8 
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- • 




Wood white , moderately hard , close - garined , beautifully mottled and* 
shining j annual rings distinct. Weight 38 lbs. per cubic foot. 

Not ijsec^ * 

^ Iba. 

H 62. Nagkanda, Simla, 8,ooo feet .... 38 

H 3006.> 

H 2899.5 ' * ** 

H 167. Kangra (1^66) « 

ACROCARPUS. 

Acrocarpus fraxinifolius, Wight., Leguminosje. 0 ± 

Vem.— Mandania, Nepal; Mad ling, Lepcha. ; Mallav kone, Tinnetolly ; 

Kilingi, Burghers j Hantige, belanj # havulige, Kan. 

A lofty deciduous tree, found in the Hills of the fiastern Jdimalaya 
down to Chittagong, ascending to 4,000 feet, and in South Indi£ and 
Burma. 

Sapvood white; heartwood light-red, moderately hard. Weight 
•39 lbs. per cubic foot. 

It is u.«ed by planters in Darjeeling fog tea-boxes and planking, in 
the Wynaad for building and furniture, and in Coorg for shingles. 


E 667.* Lama Gumba Forest, Darjeeling 
D. 1085. Madur% Madras . 


lbs. 

39 

39 


ADANSONIA. 

Adansonia digitata, Linn ., Malvaceae. 

The Baobab Tree or the Monkey Bread Tree of Africa. 

Vem.— G (rrakhachincha, gorakha-amli. Bomb.; Gorakvmli, HtND. ; Kalp- 
brishk, Aj mere, Delhi ; Haihi-khatyan, Dec. j Anai-kuiiya-roy, Papa- 
rapulia, 1'am. ; Hujed, Arab. 

This is probably the biggest and the longest-lived tree in the world 

It has been found thirty feet in diameter. Cultivated in some parts 
of India to a small extent; deserves to be extended. Introduced from 
tropical Africa. 

The wood is light, soft and porous, made into rafts to support fisher¬ 
men in tanks. SThe fruits are used as floats. {Brandis.) 


ADENANTHERA. 


I 


Adenanthera pavonina, Linn., Leguminosje* 

Red Wood or Red Sandal Wood. 

Vem . — Rakta-chandan, ranjana, Beng. ; Ani kundimani , Tam. ; Bandi 
gurivenda, Tel. ; Manjati, Mal. ; Thorlaganj, Mar. ; Valm, thorlagoonj. 
Bomb.; Manjadi, Kan.; Madaieya, Cingh. ; Gung., Magh ; Yviaygyee 
Hurm. ; Rechedi, And. 

A large, deciduous tree met with in Bengal, South India, and Bur 
ma; sometimes called Red Sandal Wood. 

Heartwood red, hard, close-grained, durable and strong. 

The wood is used in South India for house-building and cabinet 
faking purposes, and gives a red dye. __ * 

•Iba. 

B 523. Andaman Islands . . . . . 36 


111a j 

l 

Kk 

V 


ADEN/ 

THEl 


30 


i I 

k 


31 


32 
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* c . ADHATODA. 

© * 

Adhatoda Vasicsf, 'Necs, Acanthacba. 

Syn. — Justicia Adhato»a, Linn. 

Vern.— Arusd, Hind. ; Bakas, vasuka, Beng. ; Bkekkar, Jhelum ; Basiifi, 
Bea»t„ Bchkar, Salt Range; Tor a bujja, Trans-Inlhjs ; Basham<*- 
arii.% Kumaun ; Arus, Sans.; Basung, Urtya ; Adhatoda t, Tam! ; 
Adasara, Tel. ; Teeshes, Hag A ; Kath* file si, Nepal. 

A small, sub-herbaccous bush, often gregarious, found everywhere in 
Bengal, and in the Sub-Himalayan tract, ascending to 4,000 feet \ 
altitude. 

Wood white, moderately hard. 
f It is use$ for gunpowder charcoal and for brick-burning. 

H 2943. Sutlej Vajley, Simla, 3,000 feet. 


' ADINA. 

Adina cordifolia, Hook.f. and Bth., Rubiace.®. 

Syn.—N auclea cordifolia, Rozb. (FI. Ind., i., 5 14.) ‘ 

Veni.— Haldu, hardu%, karaht, c Hind. ; Bangka, keli-kadam, petfuria, 
da-kom, Beng. ; Kurumba, komba, Sanko, Kol ; Kardm , Santai.i ; Bara 
+kuram, Mal. (S. P.J; Karam, Nepal; Tikkoe, Bai-iraich and Gonda ; 
llardu, paspu, kurmi, Gond ; Holonda , Uriya.; Shf.ngdong, Garo ; 
Roghu , Ass. ; Manjakadambc, Tam. ; Bandar it, d udagu, paspu kadambe, 
Tel.; Hedde, yeitega, pettc^a, arsanatega, yettada, ahuait. Kan.; 
Hedti, Mar. ; Kolong, Cingh. ; Thaing, Magii ; Hnaubrng , Burm. 

A large deciduous tree, found in the Sub-Himalayan tract from the 
Jumcia eastwards, ascending to 3,000 feel, and throughout the moister re¬ 
gions of India and Burma. 

Wood yellow, moderately hard, even-grained. No heartwood, no 
annual rings. It seasons well, takes a good polish, and is durable, hut 
somewhat liable to warp and crack. Weight 40 to 50 lbs. 

It is good for turning, and is extensively employed in construction, 
for furniture, agricultural implements, opium boxes, writing tablet^, gun 
stocks, combs and occasionally for dug-out canoes. 

IbH. 

O 215. Garhwal (1868) . . . . . -43 

O 2994. „ (1874) . # 

O 1491. Kheri, Oudh . . . • .48 

O 340. Gorakhpur . . . . * , . , 41 

C 8£5- Bairagarh Reserve, Berar . . . .48 

C 2988. Jubbulpore (1863).43 

C 1136. Ahirfl’Reserve, Central Provinces . . .44 

C 1245. Gumsur, Madras . . . . -49 

E 2387. Bamunpoki, Darjeeling Terai . . . 50 

B 2538. Burnla (1862).43 

No. 35. Salem Collection.40 

C 3543. Khurda Forests, Orissa . . . . 43 

C 3685. Palamow, Chutia Nagpore (1882) . 44 

A. sessilifolia, Hook.f. and Bth. 

Syn.—N auclea sessilifolia, Roxb.; Nauclea sericea. Wall. 

Vern.— Kum, Beng. ; Kumkoi, Chakma ; Thaing, Magh ; Teingala, 
thilpayoung, BuRM. Of 

. A small* tree of Chittagong and Burma. f 

T*h® woo-I^K hard, yellow-brown. Weight 55 lbs. V» 

Used in Chittagong for building purposes and firewood. In Clfjtta- 






JTimfyrs. 


[Part ^ 


iEGLE. 


gong it is perhaps the only* gregarious tree, being commqply fqund on 
flat places on the banks of riverS. * m . 

, . « lbs# 

E 1391. Chittagong . . • « • • • -53 

B 2537. Burma (1862).56 

B 3 ( ^ 9 * »» *» ..... . 56 

E 3694. Chittagong (1882) . . . . . 58 


■r * 

fxj,g r; ' ,1 itis rotundifolia, Roxo., Plumbaginej:. . 

A small evergreen treelet, found in the tidal forests of the Sunder- 
Da.o.s Chittagong, Arracan, Burma and the Andaman Islands. ± 

"'’’C structure of the wood is very curious, resembling that ofthe 
Me -cotyledons. It consists of > soft pitny substani*; with scattered 
m.\. pore-bearing wood resembling the nbro-vascular bundles but yuite 
'Mina in charactei. 

lbs. 

E 3^44. Sundarbans ....... 

JEGICgRAST • 

Egiceras corjiiculata, Blanco, M^rsinsl*. * 

Syn .— M. majus, Gaertn ioxb., FI. Jnd., Hi, tjo.) 

Vern.— Hal-J, khalgki, Deng. Bootayet, Burm. Kdnjld, chaweer, Sind. 

A small evergreen tree, met with in. the coast forests and tidal creeks 
of the Western Coast, Beng. 1 , Burma and the .* ndaman Islands. 

Wood hard, close-grained. N annual rings. Weight 40 lbs. • 

Used tor firewood ar^ for native huts in Jessore. 

E 406. Sundarbans.40 

iEGLE. 

Egle Marmelos, Corr., -.utaceas. 

The Bael or Bel Fruit Tree. 

Vern, Bel, Hind. ; Bela, Beng. ; Sriphal, Sans. 5 Lohagasi, Kol. ; 
Auretpaug Magh. ; Vilva-pasham, Tam. ; Bela, bila, bilva, Katoree, 
Sind. ; Maredu, Tel.; Maika, mahaka, Gond ; Bela, Kurku : 
Bilapatri, ^Can. ; Okshit, Burm. 

A small tree, found in cultivation all over India j {flows in Sub- 
Hirnalayan forests from the Jhelum eastward,|in Central and South 
India, and in Burma. * 

Wood yellowish white, hard, with a strong aromatic scent when 
tresh cut ; no heartwood, not durable, readily eaten by insects. Weight 
40 to 50 lbs. ( Brandis) ; Wallich gives 49 ; our specimens average 57 lbs. 

Used in construction, for the pestles of oil and sugar-mills, naves and 
other parts of carts, and for agricultural implements. , 

T> A • lbs * 

P 441. Ajmere . 

O 248. Garhwal (1868).57 

O 268. „ ,, ...... 60 

C 1176. Ahiri Reserve, Central Provinces . . .52 

•C 2785. Melghat, Berar.62 

wE 2486. Calcutta . . . . * ...... 

IE 638. Goalpara, Assam.* 

■B 564. Prome, Burma . . . , . .60 


AEGIALITIS. 
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AlLANV 

THUS. 

39 


40 


. ( , ^SCULUS. 

iEsCUluS indica,'Coleir., Sapindaces. 

The Indian Hors^-chestnut. 

Vem. — Torjaga, Trans-Indus ; Hdne, hanuddn , Kashmir j Bankhor, 
gugu, kanor, pdnkar. Hind. 

A largfl free^deciduous found in the North-West Himalaya, between 
4,000 and io,ooo feet, from tile Indus to “Nepal. 

Wood white, tfcith a pinkish tinge, soft, close-grained. Weight 
34 lbs. per cubic foot. . ^ 

It is used for building, water troughs, platters, packing-cases and 
tea-boxes. The Tibet drinking cups are sometimes made of it. 


H 31. Matiyana, Simla, 7,000 feet 
H 166. <Kangra, Punjab (1866( . 
r H 936. Hazara, Punjab 

H 776. Kalatop, Punjab, 7,000 feet 


lbs. 

34 

35 
34 


M. punduana, Wall. 

Syn. — /E. assamica, Griff. ^K^rs, 286.) 

Vem. — CherinangrtfN epal; Kunkirkola, ekuhea, Ass.; Dingri, Duars; 
Bolnawak, Garo. 

A moderate-sized, deciduous tree, found in Northern Bengal, in the 
Khasia Hills, Assam and Burma, ascending to 4,000 feet. 

Wood white, soft, close-grained. Weight* 36 lbs. per cubic foot. 
Rarely used. 

lbs. 

©E 3139. Buxa Reserve, Western Duars . . *36 

AFZELIA. 


41 


Afzelia bijuga, A. Gray, Leguminos#. 

Vem. — Shomidul, hinga, Beng.; Pynkado, iBiirm., in the Andamans; 

Pirijdd. dsagundd. And. 

A moderate-sized evergreen tree, found in the Sundarbans of Bengal, 
Andaman Islands, and the Malay Archipelago. 

Sapwood white, moderately hard, relatively large in young trees. 
Heart-wood reddish-brown, hard, close-grained. Weight, yoimf* wood, 
36 to 42 lbs.; old wood, 45 to 49 lbs. ( Brandis , Memorandum on Anda¬ 
man Woods, 1874, Nos. 12 and 13, gives 50 lbs.) 

A valuable wood, used in the Andamans for bridge and house¬ 
building. £ 


lbs. 

E 403. Sundarbans.36 

E 415. ...... 42 

B 315. Burma (1867) ( Kohbeng) . . . .49 

B 524. Andaman Islands . . . . >45 

B 2C09. „ „ (1866) . . .48 


42 


AI LA NTH US. 

Ailanthus excelsa, Roxb., Simarubea. 

Vem. — Aria, Mevwar ; Maha rukh. Hind., Mar. ; Mahajtim, IJkiv'A ; 
Qkorkaram , Pai.amow ; Peru pee, Tam., Pedu, pey, pedddty Tel.; 
c G. Vmi - kawat , Ukiya. 

A,large tree, often planted in Central and Southern India. 





Tim£ 


ers. 


[Part v| 


Wood soft, white. Structure similar to that of A. malabfljica. 
Weight 28 lbs. per cubic foot. • • * 

Used f to ipake floats for fishing, sword handle^ 'spear sheaths and 
catamarans. ' 

• lbs. 


ALBJZZIA 


C 2784. Melghdt, Berar . . . . . .... 

No. 4. Salem Collection.. 28 

C 3449. Betlah Reservjy Palamow « . . *. 

Ailanthus malabarica, DC. * 

* Vem.— Peru ., Tam., Tel. ; Dhtip, baga-dhup, gogul-dhup, Kan. : Manda- 

dupa, Hassan.; MdtHpal, Anamalais ; Kambalu, walbiling, Cingh. 

A large deciduous tree, abundant in the Western Gh&ts ; rare in Pegu. 
Often planted in South India for ornament. • ^ 

Wood white, very soft and spongy. Weight 23 lbs. per cubic foot. 
Not used. • 

Tbs. • 

W 746. South Kanara ...... 23 


43 

• V 


ALANGIlJMr # 

Alangium Lamarckii, Thwaites , Cornaceje. m 

Syn.— A«exapetalum ,Roxb.(Fl. Jnd., it, 502) ; A decapetalum, Lam 
(Kurs, i , S 4 $.) 

Vem.— Akola, tkailtt, Hmn.j Kal/i akold ankolt*. Bomb Akar-kanta, 
bagh ankurd, Beng. ; Dela, SoNTHAL.; K/mri, Mal. (Sp.); Ankol, Kol. ; 
Ankula , dolanku, Ukiya; alangi, Tam, ; Urgu, kudagu, Tel. ; Ankola. 

Kan.; Uru, Gond. ' # • ,; '~ 

A deciduous shrub or small tree, met with in the S ub-H imalayan tract 
from the Ganges eastwards, in Oudh, Bengal, and Central and South 
India. 

Sapwood light-yellow; heartwood brown, hard, close and even- 
grained. Weight 49 to 56 lbs. 

It is used for pestles for oil-mills, wooden cattle-bells, and other pur¬ 
poses, and is valuable for fuel. 

C 31 f6. Chanda, Central Provinces 

D 1082. North Arcot, Madras 

C 3466 Saranda Forests, Chota-Nagpore 

C 3564. Khurdha Forests, Orisa 


Jbs. 

• 56 
. 49 

. 42 


44 




ALBIZZIA. i 
Albizzia amara, Boivin ., Leguminosje. 

Syn.—A. amara and A. Wightij, Grah. (Beddome , 61, xcvtj; Mimosa 

amara and M. pulchella, Roxb. (FI. Ind., ii, 5 48 .) 

Vem •— Lallei, Dec. ; Lulai, Bomb. ; Thuringi, wunja, suranji, shekram, 
Tam.; Naliarenga, shekrani, sikkai, narlingi, Tel. ; WusM, Madura 
(Madras); Belkhambi, Kan., Kadsige, Coorg; Oosulay, Mal. 

A moderate-sized deciduous tree met with in South India and the 
Dekkan. 

Sapwood large; heartwood purplish-brown, beautifully mottled, ex- 
.trapeJy hard, with alternate, concentric, light and dark bands. 

Skinner, No. 1,gives the weight at 70 lbs.; our specimens weigh 61 
to ft lbs. Skinner also gives P=i284, and says ; " Tne wogp is strong, 
fibftus and stiff, close-grained, hard and durable, superior to SA 1 and 

' 13 


45 


.* 
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teak in transverse strength and direct <*>hesive power j also that it is 
lisefi for *the beams of natiVe, houses,and carts, the wood of the crooked 
branches for ploughs.” Beddome says it is a good fuel, and is exten¬ 
sively used for the locomotives at Salem and Bangalord. 

• lba. 




I 


D 1052, Salem, Madras.61 

No, 6. • Salem Collection.62 

Albizzia Julibrissip, Boivin. 

Pink Siris. 

Syn.— Mimosa Kalkora, Roxb. {FI. Ind., ii, 547 (/”)• 

Vem . — Sirin, kurmru, surangru, shirsh, shishi, b&na, tanddi, mathirshi , 
brind, Pb. ; Lai siris, baraulia, barau, bhokra, Hind, ; Kalkora (?), 
<\ BLng. 

A moderate sized deciduous tree, met with in the Himalaya, from 
the Indus tfi Sikkim, ascending to 5,000 feet. 

* Sapwood large; heartwood dark-brown, almost black in old trees; 
beautifully mottled, shining. Annual rings distinctly marked by a sharp 
line. Weight 43 to 52 lbs. per cubic foot. 

Used to make furniture. t 

€ lbs. 

H 97. Sutlej Valley* Sirrtla* 4,000 feet . . .52 

H 152. Sainj, Simla, 4,000 feet . . . . .43 


47 


A. Lebbek, Benih. * 

The Siris Tree. • 

Syn. —Acacia Sirissa, Roxb. 

0 a Vem. — Siris, sirin, sirar, kalsii, tantia, garso, Hind. ; Sirisha, Beng. ; 

• Tinia , Uriya ; Harreri, Panch Mehals; Vaghe, kot vaghe, Tam.; 

Dirasan, darskana, kat vage, pedda duchirram, Tel. ; Kal baghi, 
bengka, Kan. ; Chichola, Mar. ; Sirasa, suree, Sind.; Kokoh, Burn. ; 
Bey mad a, gachodd, And. 

A large spreading tree, found wild or cultivated in most parts of 
India; grows in the Sub-Himalayan tract from the Indus eastward, 
in Bengal, Burma, and Central and South India. 

Sapwood large, white; heartwood dark-brown, hard, shining, mot¬ 
tled, with deeper coloured longitudinal streaks. The annual rings in 
trees grown in the Punjab are marked by a distinct line. Weight 40 to 
60 lbs. per cubic foot. It seasons, works and polishes well, and is fairly 
durable. # * 

It is used for sugarcane crushers, oil-mills, furniture, well curbs and 
wheel-wf'rk; in South India for boats. In the Andamans, where trees of 
large size are procurable, it is used for building, but more usually for 
house-posts. It i^often grown as an avenue tree, but its roots do not 
penetrate very deep. It grows easily from cuttings. 

lbs. 


P 1193 - 
P 96. 
P 881. 
P *468. 
W 728. 
W 748. 
W 751. 
B 1453- 
.B 2208. 
No. f 8i. 
C 3 S 6 f«* 
c C 3567. 


Madhopur, Punjab .... 
Bhajji, Sutlej Valley, 3,000 feet 

Multan. 

Ajmere ...... 

South Kanara. 

» »» ..... 

Prome, Burma. 

Andaman Islands..... 
Ceylon Collection (marked Acada spedosa) 
Khurdha Forests, Orissa 

» »» » ... 


( A 


47 

43 


49 

55 

41 

5i 


44 

48 
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Albizzia lucida, Benth, • 

Syn.—M imosa lucida, Roxb • (7*7, /*•?.,«, 54*) * * 

Vera *—Sil boroi, Beng. ; Tapria-sins, Nepal j N&faem, Lepcha; Mess - 
guch, Ass . ; Gunhi, Magh j 7'Aaw/Aa^ Burm. 

A large deciduous tree, met with in Eastern Bengal and Burma. 
Heartwood hard, brown, with dark streaks and alternating dark and 
light coloured, concentric bands. Weight average solbs^gpr. cubic foot. 
It is hard and good, .but not us«d. 

* lbs. 

. *E 660. Bamunpokri, Darjeeling Terai . . . 55 

E 677* « »> »» ... 61 

A. odoratissima, Benth. # 

Syn.— Mimosa odoratissima, Roxb. {FI. hid., ii, 546.) ** 

Vem. — Lasrin, karmbru, polach, Pb. j Sir is, siran, bfcanir, bersa, bds, 
bassein, bansa, Hind.; Chichwa, chichola, yerjoohetta, Gond ; 
Chichora, Kurku ; Tinia, Uriya : Pandrai, KoL; Gar&o, KharWar; 
Laokri, Mechi ; Kali harreri, Panch Mehals; Tedong, Lepcha; 
Jnti-koroi , Ass; Koroi, Cachar ; Ral-thuringi , bar vagke, bihoara, 
solomanim, sela vaniai, Tam. ; Shin dug a, chindu, telsu, yerruchinta, 
barn vage, Tel. ; Pullibaghi, billawar, Kan. ; Borhi, chichua, chi- 
ckafida. Mar. ; Siras, Bomb .pHgore a toga, CiNG. ; Thitmagyi, Burm. 
A large deciduous tree, met with in the Sub-Himalayan tract from 
the Indus eastwards, ascending to 3,000 feet, in Bengal, Burma, and 
^C entral and South India. 

Sapwood large, white; heartwood dark-brown with darker streaks; 
very hard. Dark, narrow, concentric bands (annu&l rings ?), alternating 
with bands of lighter colour. It seasons, works and polishes well, and is 
fairly durable. Weight 42 to 60 lbs. per cubic foot. 

It is used for wheels, oil-mills and furniture. * 


ALBIZZIA 

’ 4 &* 


P 3223. 
O 205. 
O 219. 
C 184. 
C XI22. 
C 2748. 
E 2360. 
W 725. 
W 1189. 
D 1084. 
B 290. 
B 3121. 
B 1427. 
B 2231. 
No. 8. 


Nagpahar Forests, Ajmere 
Garhw'al (1868) 

M J> • m • * 

Mandla, Central Provinces (1870) 
Ahiri Reserve, Central Provinces 
Moharli Reserve, Central Provinces 
Bamunpokri, Darjeeling Terai 
South Kanara 


99 99 

North Arcot . 
Burma (1867) 

» (1862) 

» • • 
Andamans (1866) 
Salem Collection 


A. procera, Benth. 

Syn.— Mimosa elata, Roxb. {FI. Ind., ii, 546.) 

Vern.— Safed siris, gurar, karra, karo, karanji, gurbari, *gurkdr, baro, 
karolu, garso. Hind, j Karattu, kini, kinai kilai, kili, iihiri. Bom. : Sitto 
siris, Nepal ; Takmur, Lepcha ; Koroi, Beng., Ass. ; Kill, GAro ; 
Sarapatn, Uriya ; Passerginni, Gond ; Kinni, BhI l. ; Gurar, Mar. ; 
Konda vaghe, Tam. ; Pedda patseru, tella sopara, tella, chmdagu, 
, Tel. ; Chikul, Kan.j Choi, Magh. ; Seet, Burm. ; Burdd, And. 


*5 
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. jsapwood large, yellowislj-white, not durable; heartwood hard, brown, 
shining, foith alternate belts of darker and lighter colour. The wood 
is straight and eVSn-grained, seasons well, and the heartwood is ^durable. 
Weight 26 to 60 lbs. per cybic foot. 


casionally for tea-boxes and f6r charcoal, for which it is found to be very 
good. * 


O 220. 
O 3004. 
C 2746. 
E 2361. 
E 949. 

E e i263. 
E 2194. 
E 1955- 
B 329. 
B 811. 
B 2527. 
B 506. 
B 1 518. 
B 2247. 


Garhwal (1868) 

(1873) 

Jamui Forest, Berar (sapwood) 
Bamunpokp, Darjeeling Terai 
Eastern Duars, Assam . 
Tezpiir, Assam 

Nowgong, Assam . . . 

Chittagong . 

Burma (1867) 


„ (1&S2) * 

Andaman Islands 


(1866) 


Albizzia Stipulate, Boivin. 

, . Syn. — Mimosa stipulacea, Roxb. (FI., Jnd., it, 545.) 

* Vern. — Oe, oi, sirtn, shir ska, kasir, Pb. ; Siran, kanujera, pattia, gam- 
sundra. Hind, ; Chapun, keri scrum, Kol.j Bunsobri, Mechi. ; Kala 
sir is, Nepal ; Singriang, Lepcha ; Sow, Ass.; Selcho, Garo ; Chakua, 
atnluki, Beng. ; Kat turanji, Tam. ; Konda chiragu, chindaga, Tel. ; 
Udala, Bomb.; Kal bag hi, hote baghi, Kan. ; Facial, Cingh. ; Pokoh, 
Magh. ; Boomai- ea, Bukm. 

A large, deciduous, fast-growing tree, met with in the Sub-Himalayan 
tract from the Indus eastwards, ascending to 4,000 feet; in Oudh, 
Bengal, Burma, and South India. 

Sapwood large, white; heartwood brown, generally not durable, 
soft, shining. Weight 25 to 45 lbs. per cubic foot. ^ 

It is said by Beddome, probably quoting Skinner, to be used for 
building and for naves of wheels. Kurz says it is good for cabinet 
work, fuaniture and similar purposes. Brandis ’ Burma List , 1862, 
No. 27, says it is prized for cart-wheels and for the bells of cattle. In 
Bengal it has beenf'tried for tea-boxes, for which purpose it will pro¬ 
bably suit well; also for charcoal. Said to be much in use in South 
Kanara. 


H 603. Kangra, Punjab .... 

O 217. Garhwal (1868) .... 

C 2989. Jubbulpore, Central Provinces (1863) 
E 647. Bamunpokri, Darjeeling Terai 
E 2362. „ „ 

E 788. Kamrup, Assam 

E 1956. Chittagong . 

B 800. Burma . 

B 252^^-. „ (1866) . 

B‘2221. Andaman Islands (1866) 

l6 
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ALL0PHYLI1US. 

Alloph^lluS Cobbe, Bl., Sapindaceae. % 

Syn.- Ornitrophe Cobbe, WiUd. (Roxb . FI., Ind., ii, 368 ); Schmi- 
uxlia (Cobbe) Beddome, Ixxiii. 

Vem.— Thaukjot, Burst. * • 

A deciduous shrub of Eastern Bengal, South India, Burma and the 
Andaman Islands. 

. Wood grey, soft. 

• lb*. 

B 1988. Andaman Islands (Kurz, 1866) . .40 

• * 

ALNUS. 

Alrus nepalensis, D. Don., Betulaceje. 

The Nepal Alder. 

• Vern.— Kohi, Pb. ; Udesh, Kumaun ; Udts, utis, Nepal; Koval, Lkp- 

CHA, * • 1 4 

A large and tall, sparsely-branched, deciduous tree, whose leaves soon 
beiome completely perforated by insects. It occurs from the Wavi east¬ 
ward, betu ce» 3,000 and 9,000 feet in altitude, to the Khasia and Naga 
Hills. 

Wood similar to tlfet of A. nitida, but the pores are fewer and 
somewhat larger, and the broad medullary rays are very broad and 
very numerous. # * 

It is used for tea-boxes in Darjeeling. 

lbs. 

H 83. The Glen, Simla, 6,000 feet . . . .28 

E 356. Tukdah Forest, Darjeeling, 5,000 feet . . 27 

E 2406. „ ,, „ „ . . . ... 

“A, nitida, Endl. 

Vem. — Skrol, saroli, saw Hi, rikunra, chdmb, pidk, kunsa, mu, kosh, 
chapu, rajatt, kundask, Pb. ; Paya, udesh, Kumaun. ; Giro, Afg. 

A large tree, met with in the Punjab Himalaya, ascending to 9,000 
feet. 

Wood reddish-white, soft, close and even-grained, tough to cut; 
annual rings distinctly marked by harder wood near the inner edge of 
each ring. 

It is used for bedsteads and for the hooked sticks of rope bridges. 

lb*. 

• f • . 28 

• • . . 31 


H 119. Va/iri Rupi, 6,000 feet . 
H 147. Sainj, Simla, 4,000 feet. 


AISJSODj 

.PHNE. 

■ 

5 * 


ALSEODAPHNE. 

Alseodaphne, Sp. Laurace*. 

Vem.— D<rwki poma. Ass. 

A tree met with in Assam. 

1 Wood soft, red, even-grained. Used for boats, furniture! and build- 


\ 


633. Eastern Duars, Assam 


lbs. 

32 




54 


55 
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•56 


57 


58 


ALSTON I A. 

Alstonla scholaris, R. Be., Apocynace2e. 

Vem ■ — Chatman, chatinn, Bengj Satiun, ckatiun, satwtn, saint. Hind.; 
Ckhqtnia, Sonthal and Mal. ifS. Pj: Chatin, bontudu, Kol ; Chha- 
tieena, Uriva; Chatiwan, Nepal; Purbo, Lepcha; Batiana, Ass. j 
Satwin, Mar. j Sattnif Cachar ; Palp, modrase, Tam. j Eda-kula, pala 
garuda, Tel. ; Mukampala, Mal.; JanthaUa, Kan; Rookattana, 
Cingh.; Chaile, chalain, Magh ; Let-top, toungmayobeng, BurM. 

A tall evergreen tree, found in the Sub-Himalayan tract from Jie 
Jumna eastwards, ascending to 3,000 feet, in Bengal, Burma, and South 
India, 

Wood'white, soft, even-grained, seasons badly, and soon gets mouldy 
and discoloured. It is "not durable, but is easily worked. Weight 
abouf, 28 Ibs.^per cubic foot. 

It is used for boxes, furniture, scabbards, coffins and other purposes, 
and is made into blackboards in Burma. It is used occasionally in Dar¬ 
jeeling, Assam and Cachar for tea-boxes. 

lbs. 

E 577. Khookloong Forest,..Darjeeling Terai . . 28 

E 718. Chittagong..28 

E«l270. Lakhimpur, Assam ..... 31 

W 863. South Kanara ...... 28 

No. 75. Ceylon Collection .... .26 


" c ALTINGIA. 

Altingia excelsa, Noronha, Hamamelide.®. 

Vem.— Jutili, Ass.; Nantayop, Burm. 

A lofty deciduous tree, met with in Assam andTenasserim. 

Wood soft, reddish-grey with lighter streaks. Annual rings marked 
by a narrow belt of firm wood without pores. Weight 46 lbs. per cubic 
foot. 

Used in Assam for building and ordinary domestic purposes. 

lbs. 

E 1269. Lakhimpur, Assam . . . .46 

B 2704. Brought from Tavoy by Dr. Wallich in 1828. 

Resembles this in structure . . . *8 


f 


AMOORA. 


Amoora cucullata, Roxb. Meliace® . 

Syn.—A nuersonia CUCULLATA, Roxb. ( FI . Ind ,, ii , 212 ). 

Veen .— Amur , latmi , natmi , Beng. ; Thitnee , Burm. 

A moderate sized evergreen tree, met with in the coasts of Bengal 
and Burma. 

Wood red, hard, close-grained, but apt to split. Weight 44 lbs. 
per cubic foot. 

Used for posts and other purposes in Lower Bengal, and for firewood 
in the Supdarbans. 

A • 

ET 414* Sundarbans ....... 

E 3697. Sundarbans (1882) ..... 

• 18 •/. 1 . 


v 
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Amoora decandra, Hiem. 

Mem.*—Tang aruk, Lepcha. 

A tree found in the Eastern Himalaya, from 2,000 to 6,000 feet. 
Wood pinkish-white, hard. 

E 3392. Lebong, Darjeeling, 5,500 feet. • » 

A. Rohituka, w. and A. • 

^ • Syn.— Andersonia Rohituka, Roxb. (FI. Ind., ii, 213). 


Vena .— Rohituka, Sans, j Harm harra, karin kkana. Hind. ; Sikru, Kol. j 

C~L '-rt.TTMi . A.'i—. D_W.T_ _ 



An evergreen tree met with in Oudh, Assam, Northein and Eastern 
Bengal, Western Ghats, and Burma. • # 

Wood reddish, close and even-grained, hard. The concentric bands 
in this species are remarkable, as they are absent from the two other 
snecies. Average weight 40^5 lbs. per cubic foot. 

• Good, but little used. In Chittagong canoes are sometimes made of it, 


• • 


O 1362. Gonda, Oudh 
E 2331. R^angwa, Darjeeling, 6,000 feet 
E 1261. Tezpur, Assam 
E 711. Chittagong* .... 


lbs. 

42 

36 

39 

45 


A. spectabilis, Miq. . 

Vem.— Amari, -i 4 ss. 

An evergreen tree, found in the Eastern moist zone, in Assam and 
Burma. 

Wood red, hard, close-grained; durable, and takes a good polish. 
Weight 48 lbs. per cubic foot. 

Used for boat-building and furniture in Assam. 

lbs. 

E 1255. Tezpur, Assam. 49 

E 2*92. Nowgong, Assam..48 


ANACARDIUM. 

Anacardium occidental, Linn., Anacardiace& 

Cashew Nut. 

Vern.— Hijli-bdddm, Beng. j Kaju, Hind.; Mundiri, kottai, kolamava, 
Tam. ; Jidi mamidi, Tel. ; Jidi, kempu geru, Kan. ; Thee-noh thavet 
Burm. 

A tree, 30 to 40 feet; originally introduced from South*America, 
now established in the coast forests of India, Chittagong, Tenasserim, 
and the Andaman Islands, and over South India. 

Wood red, moderately hard, close-grained. Weight 38 lbs. per cubic 
foot. _ 

. Used for packing cases in Burma, for boat-building and charcoal. 

ji mm! "»• ’ 

P 2227 ••••«•>., 38 

6 2229. Andamans (1866). .-39 
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’ * ANDRACHkE. 

Andrachne cordifolia, Mull., Arg ., Euphorbiace.®. 

Vem. —Kurkni, gurgtHi, Jheiam; Bersu, Chenab; Barotri, madare, 
Ravi ; Mitkar, chirmutti, pin, Beas; Tsatin, Sutlej. 

A smallchrub, met with in North-West Himalaya, from the Indus 
to Nepal,Ascending to 8,ooo feet. 

Wood white, moderately hard, close-grained. Weight 45 lbs. per 
cubic foot. 

IllK/' 

H 2945. Jander, Sutlej Valley, 3,500 feet . . .45 

* * ANISOPHYLLEA. 

Anisophyllea zeylanica, Bentk., Rhisophore®. 

• vem. — Wellipyanne, Cingh. 

A tree of the southern and central parts of Ceylon ascending 1,500 
feet. 


Wood greyish-brown, moderately hard. 
No. 96. Ceylon C&llectioft \ 

ANOGEISSUS. 


Ills. 

35 


Anogeissus acuminata, Wall., Combretace®. 

Syn.—C onocarpus acuminata, Roxb. 

Vem. —Chakwa, Beng. ; Gara hesel, pandri, pansi, Kol ; Panrhi, past, 
Uriya ; Numma, Tam ; Pachi manu, panchman, paunchinan, bucha 
karum, pashi, pansi, Tel.; Phds, Mar.; Saikamehhia, thekri napay, 
Magh ; Yung, sehoong, Arracan; Yungben, Burm. ; Phassi, Mar. 

A large, deciduous tree, met with in some districts of Bengal, Orissa, 
South India, Chittagong, and Burma. 

Wood grey, sometimes yellowish-grey with a greenish tinge, shinirg, 
in structure moderately hard, resembling that of Anogeissus latifolia. 

It warps and cracks in seasoning, and is not very durable, especially 
where exposed to water. Weight 57 lbs. per cubic foot. 

Used in Burma and in Madras for building. Roxburgh says it is 
durable if kept dry, but soon decays if exposed to wet. 

lbs, 

C 1143. Ahiri Reserve, Central Provinces , . 57 

B 33(.’4. Burma (1862).. 

B 3095. Prome, Burma . . , . 

The Central (Provinces and Burma woods correspond exactly in 
structure. 

bs. 

C 3462. Saranda forests, Chutia Nagpur . 

A. latifolia, Wall. 

Syn.—C onocarpus latifolia, Roxb. (FI. lnd., it., 442.) 

Vem. — Dkaura, dhauri, dhau, dhdwa, dhavta, dohu, bakla, bakli, Hind. ; 
G6lra, goldia, dhaukra, dhokri, dau, Raj.; Khardhdwa, Banda; 
Vellay naga, namme, verkali, Tam.; Chvriman, sheriman, yetta- 
tna, tirman, yella maddi, Tel.; Dohu, dhobu, Uriya ; Hesel, Kol. and 
Sonthal .; Dhau, Mal. ('S. P.J; Dhdon, dhamora, dhaunda, dandua, 
dhavada, Mar. ; Dinduga, dindlu, bejalu, dindal, Kan. ; Arma,yertna, 
Gond.; Dhavta, Baigas ; Dkaundak, Bh il ; Dhaura, Kurku ; Daavtoo, . 

l A large tree, met with in the Sub-Himalayah tract from the Ravi 
eastwards, ascending to 3,000 feet, in Central and South India. * 

20 • f 1 f* 



Timbers. 


[Part VjT, 


. ANONA. 


Wood grey, hard, shining, smooth, with a small purplish-brown, 
irregularly shaped, extremely hard hearfwood. Sapwood* in young 
trees and .branches yellow. Annual rings marked* by darker lines. 
Weight about 65 lbs. per cubic foot. 

It is highly valued on account of its great strength and toughness, 
but it splits in seasoning and unless kept dry is not very durable. 

It is used for axe handles, poles for carrying loads, axte& in the con¬ 
struction of furniture, agricultural implements, and in ship-building. It 
has keen recommended for sleepers. Out of 18 sleepers which had lain 
seven to eight years on the Mysore State Railway there were found, 
'when taken up, four good, ten still serviceable, and four bad. It gives 
a good fuel and an excellent charcoal. 

lbs. 

P 446. Ajmere.*. ... ’• 

O 233. Garhwal (1868) . . . • . . .68 

O 2997. „ (1874).• . 64 

O 531. Dehra Dun . . . . . . . 02 • 

O 394. Oudh ........ 62 

C 2776. Melghat, Berar . . . . . -59 

*C 190. Mandla, Central Provinces (1870) . . *58 

C II2J. -Ahiri Reserve, Central^givince^ . . *63 

C 2744. Moharli Reserve, Central Provinces . . 55 

C 1244. Gumsur, Madras . . . . . . Qf> 

D 1282. Anamalai Hills, Madras . . . .56 

No. 21. Salem Collection ...... 69 

C 3562. Khurdha forests, Orissa. . . • . .62 

C 3684. Palamow, Chutia Nagpore (1882) . . . 56 

Anogeissus pendula, JSdgw. • * 

Syn.—C onocarpus Myrtipolia, Wall. 

Vem.— Dhau, dhaukra, kala dhaukra, MeywaR ; Kardahi , Hind. 

A small gregarious tree with pendulous branches, found in the arid 
and northern dry zones of Rajputana, Malwa plateau, as far as the Ner- 
budda, in Nimar, Mandla District, and on the Nerbudda (?) 

Wood hard, yellowish-white, with a small, irregular, blackish-purple 
heartwood. Weight 59 lbs. per cubic foot. 

It coppices well, but the wood is not in general use. 

P 454. Ajmere. 


ANONA. • 

Anona reticulata, Linn., Anonaceje. * 

The Bullock’s Heart. 

Vem. — Nona, Beng. j Ramaphala, Bomb.; Ramstla, Tam. 

A small tree, common everywhere ; wild apparently in some districts, 
but chiefly met with in cultivation. 

Skinner, No. 14, gives 40 lbs. as the weight per cubic foot. * 

A. squamosa, Linn. 

Custard Apple. 

. Vera. — Sharifa, sitaphal. Hind.; Ala, luna, Bkng.; Mondalkon, Sonthal ; 

Sirpha, Mac. j Sit a, Tam. j Sitapundu, Tel. ; Alta, Mal., Cingh.; 
Auaa, Burm. I 

A small tree, the Sweet-sop of the West Indies, naturaffS&d in Bengal, 
the Worth-West Provinces and Burma. 
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Wood soft, close-grained. Weight 46 lbs. per cubic foot. 

[ <■ () 

B 2317. Myanoung, Burma . .46 


ANTHOCEPHALUS. 

Anthocepfesilus Cadamba, Bth. and Hook./., Rubiac^e. 

Syn.— Nauclea Cadamba, Roxb. (Pi. Ind., i, 512; Beddome, t, 35); 
Sarcocephalus Cadauba (Kura, it, 63.) 

Vern — Kaddam, karam. Hind., Beng. ; Bol-kadam, Chittagong j Sa.iko, 
Kol. ; Pandur, Lepcha ; Kodum , Mechi j Roghu, Ass.; Kadambo, 
Uriya; Vella cadamba, Tam.; Kadambe, rudrak-shamba, Tel. ;Heltrga 
arsanatega, Mysore ; Kadam, Mar. ; Kadda vailu, kadaga, kadwal, 
c ’ Ran.; Halamba, ClNGH. ; Maoo, sanyepang, Magh ; Maoo, niaooka- 

doon, Burm. 

A large'deciduous tree, wild in Northern and Eastern Bengal, 
Pegu r and the Western Coast ; cultivated in Northern India. 

Wood white, with a yellowish tinge, soft, even-grained. Weight 
about 40 lbs. per cubic foot. 

It is used for building ; in Assam, Cachar and occasionally in 
Darjeeling for tea-boxes. Cunningham (1854) says that it is used for 
beams and rafters on'account of its cheapness and lightness, and that it 
is gQod for joiner’s work, but that it is a brittle wood. 

> lbs. 

E 650. Rakti Forest, Darjeeling Terai . . .40 


E 650. 

R 3153 - 
E 3144. 
E 1435 . 
B 2535 - 
E 3280. 


Pajikabari, Darjeeling (dampji 
Julpigori, Bengal 
Assam .... 
Burma (1862) 


ANTIDESMA. 


Antidesma Bunias, Spreng., Euphorbiace.®. 

Vern .—Himal chert, Nepal ; Kantjer, Lepcha. 

A small tree of North and East Bengal. South India, and Tenasserim. 
E 2430. Chenga Forest, Darjeeling Terai. Weight 46 lbs. 

A diandrum, Tulasne. 

Syn. — Stilaco DIANDRA, Roxb. t % 

Vern.— Amli, aviari, sarskoti, gur-mussureya, '' ban-mussureya, dhakkt, 
*HlND. ; Malta, Beng. ; Mata, ara , Sonthalj Amtua sag, Mal. (S. P.) 
A small tree formed in Garhwal, Kumaun, Oudh, Bengal, South 
India and Burmafcommmon in the hill forests of the Sonthal Pergunnahs. 

Wood pinkish-grey, hard, close-grained. Weight 41 lbs. per cubic 
foot. 

lbs. 

O 1308. Gonda, Oudh.42 

011464. Baraich, Oudh.40 

A. Ghaesembilla, Gaertn. 

Syn. — A. pubescens, WUld., and A. paniculatum, Roxb. CPI. Ind., tit, 
769, 77 °-) 

Vern, _ KhAdijamb, limtod, Beng.; Umtod, Hazaribagh ; mata sure, 

Kol. ; Pulsur, polari, jana-pa-laseru, pollai, Tel. j Jondri, Mar. j 
T Byaitsin, Burm. ; Boo-ambilla, Cingh. 

, iA srifeU deciduous tree, met with in Nepal, Oudh, Bengal, Burma, 
Chanda district, and South India. . 

22 i. I 
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Wood red, with darker coloured heartwood, smooth, hard, clbse and 
even-grained. Weight 49 Ids. jper cu^ic*foot. , • • 

0 t tbs. 

G 1161. Ahiri Reserve, Central Provinces . ... 46 
B 2246. Andaman Islands (1866) • . . . >53 

Antidesma Menasu, Mull. Arg. 

Vern. — Kumbyung, tungcher, Lepcha ; Kin-pa-lin, BuA% 

A small tree, found in«Sikhim, Kh<ftia Hills, Burma and the Anda¬ 
man Islands. > 

• * Wood red, structure similar to that of A* Ghaesembilla, but the pores 
. smaller and the medullary rays finer. Weight 52 lbs. per cubic foot. 

lbs. 

E 2431. Chenga Forest, Darjeeling . . . • . 52 # 

APOROSA. 


,'AQUIL 
, KIA. 


74 


t • 

c 


Aporosa dioica, Mull. Arg., Euphorbiace.®:. 

Syn. —A. Roxburghii, Baill ; Alnus dioica, Roxb .; Lepidostachys 
" Roxburghii ; Wall. 

Ven u--*Kokra, Beng. ; Sanpau, ^ 3^0 ; Tapprengjan, Magh, 

A tree of North and East Bengal and Burma. 

This tree has by botanists been identified as the s^me which 
yields in tht? West Indies the Coco-wood of commerce. The Indian 
plant should be carefully examined to ascertain if the wood obtained 
from it is of equally "good quality with that obtained from the West 
Indies. A specimen of commercial Coco-wood bears the number 2925. 
It is a dark-brown, very hard, close-grained wood with white sapw&x 1 
weighing 79 lbs. per cubic foot. • 


75 


AQUILARIA. 

Aquilaria Agallocha, Roxb., Thymeljeace.®. 

Calambac, Agallochum or Aloe-wood or Eagle-wood. 

Vern. — Ugdr, agar, Hind., Beng. j Ayaloogi, ayuloogin, yellanjooi, Arab. } 
Ayaloor-chee , oud, oud-kindee, Pers. ; Hindtagara, Bomb. ; Sasi, Ass.; 
Akyau, Bukm. ; Kayu, garu, Malay ; Nwahmi, Siam j Nyaw-chah , 
Chinese j Kihay, sinnah, Cingh. 

A large evergreen tree of Sylhet and Tenasserim; distributed to the 
Malay Peninsula and Archipelago. 

Wood white, soft, even-grained, scented when fresl*cut. Weight 
about 25 lbs. per cubic foot. In the interior of old trees are found 
irregular masses of harder and darker coloured wood, which constitute 
the famous Eagle-wood of commerce, called Kaya garu by the Malays, 
and Akyau by the Burmese. ( Uguru Sans.). 

It appears that the Akyau is the most impoftant forest produce of 
the forests of South Tenasserim and the Mergui Archipelago. It is 
found in fragments of various shapes and sizes in the centre of the tree 
and usually, if not always, where some former injury has b£en received. 
To collect it the trees are felled and allowed to rot for about three years 
in the forest, when they are again visited, the tree cut into fragments, 
and the odoriferous wood cut out. Mr. Lee says that most usually the 
Akyau s found in the sap wood. 

E 951. Golaghat, Assam . 

B 1948. Tavoy. 

B 2485 

\ 
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. . araucaria. 

Araucaria Cunnmghamii, Ait. ■ • 

A large and handsome evergreen tree of Australia (Queensland), 
occasionally planted for ornament in Calcutta. 

Wood soft, light yellow, perishable. 

E 37?o. From a tree Ijlown down in 1881 in the R. B. Gardens, 


Calcutta. 


ARDISIA. 

77 Ardlsia crifcpa, DC., Myrsine*. 

Syn. — A. Crenulata* Vent. 
t Vern.— Chamlani, Nepal; Denyok, Lepcha. 

A small erect shrub, met with in Eastern Himalaya, from 4,000 to 
8,000 feet, and at Martaban at similar elevations. 

Wood white, moderately hard. Very common undergrowth in the hill 
_ forests. 

* E 3315. Pugraingb&ng, Ddrjfceling, 6,000 feet. 

78 A. humilis, Vahl. # 

Syn. -A. solanacea, Roxb. {in Gamble, Willd.) 

'Vtm.—Banjajn, Beng.; Bisi, Mal. (S. P.); Kudna, Uriva ; Conda-mayir, 
Tel.; Kantena, mayaravsa, C. P.; Badina gidda, Mysore ; Gyengmaope, 
Bukm. 

—■ « c \ small shrub met with throughout India ascending to altitude 
- 5,000 feet. 

Wood grey, moderately hard. 

| C 3463. Bandgaon Ghfit, Chutia Nagpur. 

79 ] A. involucrata, Kurz. 

Vera. Denyok , Lepcha. 

A small shrub, 3 to 6 feet, with yellow corky bark, altitude 2,000 to 
5,000 feet, in Sikkim. 

Wood pinkish-white with small scanty pores and broad white wavy 
medullary rays. 

E 3350. Sivoke Hills, Darjeeling (1,500 feet.) 

80 A. paniculftta, Roxb. 

A small tree of the Khasia Hills and of Chittagong with handsome 
pink flowers. Thegbark is thin, greyish-brown, and the wood pinkish 
white, with small pores radially disposed between the short, broad, wavy 
medullary rays. 

E 3367. Kasaldng Reserve, Chittagong. 


• ARECA. 

81 Areca Catechu, Linn., Palm*. 

The Areca Nut or Betel Palm. 

Vera. — Supari, Hind. ; Gua, Beng. ; Poka, oka, vaka, Tel. ; Camugu, 
4 paku, Tam. ; Adike, Kan. ; Supari, Bom.; Adaka, cavugu, Mal. ; Pumai, 

Chngh. ; Kviam-thee-beng, Burm. ; Ah-bid-dah , ah-put-rud-dah. And. 

." Cultivated throughout Tropical India. 

One of the most elegant of Indian palms, with a thin straight stem 

24 ' / 
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and crown of leaves like arrows stuck in the ground. The spathg which • 
covers the flowering axis may be usetWor" paper-making. • 

A tall.tree, attaining ioo feet in height, with 3 . blender, cylindrical, 
annulate stem, the inner part of which generally hollow. Vascular 
bundles brown, forming a hard rind on the outside of the stem. Weight* 
57 lbs. per cubic foot. 

Used for furniture trenails, bows, spear handles, anfi Jor scaffolding 
poles in Ceylon. . • 

' • lbs. 

. ’K 419. Sundarhans .......... 

• W 769. South Kanara ......... 

No. 73. Ceylon Collection ..57 

Areca gracilis, Roxb. • • 

Syn. —PlNANGA GRACILIS, KurB. * 

Vem. —Gua supari, ramgua, Beng. ; Khur, Lepcha ; flanga, Ass. 

A slender-stemmed palm, often gregarious, found in undergrdtoths ' 
(f damp forests in Sikkim, Assam, Eastern Bengal and Burma. 

It is used for native huts and roofing in Assam. The outer portion 
is hard and closely packed in fibro-vascular bundles ; the inner is soft 
as the cane shrinks in drying. • • f 

E. 3425. Dalingkote, British Bhutan. 


. ARGYREIA. 

w 9 

Argyreia speciosa, Sweet , Convolvulacfje. 

The Elephant Creeper. 

Syn.— Lettsomia nervosa, Roxb . ( Ft . Ind . i . 488 ). 

Vern .—Samudra soka , Bom. 

An extensive climber, found from Assam to Belgaum and Mysore, 
frequent in Bengal. 

Stems stout, white-tomentose. 


ARTEMISIA. 

Artemisia vulgaris, Linn., Composite. 

Wormwood, fleabank. 

Vtm.—Naga, naga-dona , dona. Hind., Beng. j Titapat, P'JpPAL. 

A gregarious shrub, coming up on old cultivations between 3,000 and 
6,000 feet in the Sikkim Hills, and often coverilarge tracts of land 
until killed down by the tree growth which succeeds it. 

Wood grey, hard. 

Its ashes when burnt are considered to give a* good manure for culti¬ 
vation. 

E 2857. Tukdah Forest, Darjeeling, 5,000 feet. 


ARTOCARPUS. 

Artocarpus Chaplasha, Roxb. ( F,l Ind., iff, 525.) Urticaceje. 

, Vern. —Chap lash, chaplis, Beng. ; Lut-ter, Nepal. ; Chram, Garo. ; Sam, 

Ass. j Cham, Cachak. ; Patti, toponi, Magh. j Toungpeinpnai, Burm. ; 
Kaita-da, And. 

A lofty deciduous tree, met with in Eastern Bengal,'ffurma*and the 
Andaman Islands. 
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86 


87 


88 


"Wood yellow to brown, moderately hgrd, even-grained, rough, dur¬ 
able* seasons well. It seemS t(a get harder and heavier as it gets older; 
two specimens irftrft the Andaman Islands cut in 1866 and stored since 
then in Calcutta give respectively 4 6 and 52 lbs., and SkinnSr gives 
63 lbs., but this is probably'a mistake. 

It is much used for canoes; in Sikkim and Assam for planking, tea- 
boxes and furniture. 

Khool^oong Forest, Darjeeling Terai 
Eastern Duars, Assam 
Kamrup, Assam 
Nowgong „ 

Chittagong 
Burma (1862) 

Tavoy (Wallich, 1828) 

*»»(*» »> ) 

Andaman Islands, (1866) 


E 

E 

E 

E 

E 

B 

B 

B 


587- 

629. 

2301. 

2186. 

721. 

255f- 

2693. 

2683. 


B *2204. 
B 2211. 
B 2289. 
B 512. 

B 2499. 


li 

W 


•(Ijome, 1874, Nos 


(young) 


4 and 5) 


l 


lbf. 

30 
32* 
33 
35 
33 
39 
37 

32 
52 

33 
46 

34 

3 1 
48 


Artocarpus hirsuta, Lamk. 

Vern. — Ayni, anjalli, aiyanepela, Tam. ; Aini, ansjeifl, Mal. ; Hrbalsu, 
heb, halasu, hesswa, hessain, Kan.; Hebalsu, pat-phanas, ran-phanas. 
Mar. • • 

A lofty evergreen tree of the forests of the Western Gh&ts, ascend¬ 
er ng to 4,000 feet. 

"Wood hard to very hard, yellowish-brown, durable, seasons well. 
Weight about 35 lbs. per cubic foot. 

Much used on the western coast for house and ship building, furni¬ 
ture and other purposes. 

lbs. 

D 1090. Madura, Madras.32 ^ 

W 1219. North Kanara.31 

W 744. South „.39 

W 758. Il ll •••••■ 41 
This last specimen differs by having very short, moderately broad, 
medullary rays and pores in irregular patches of soft texture; it may 
possibly be A. Lakoocha. ¥ 

W. 1^)8. South Kanara (saplings.) * 


A. incisa, Linn. 

The bread fruit Tree of the South Sea 
India, Ceylon, and Burma. 


Islands : cultivated in 


'me 

o h 

Soutv 


A. integrifoHa, Linn. 

The Jack Fruit Tree. 

Vern. — Kanthal, kathal, Hjnd., Beng. j Kantar, Sonthal, Poros, Kol j 
Panasa, Uriya, Tel. ; Phands. Mar., Bom. ; Pilla, Tam. ; Halsu, heb- 
helsu, halsina, Kan.; Teprong, Garo; Peingnai, Burm. ; Cos, Cinuh. 
A large tree, cultivated throughout India, except in the northern¬ 
most part. Wild in the mountain forests of the Western Ghctts, ascend¬ 
ing to 4,000 feet. ( Beddome .) s 

Hearftvood yellow or rich yellowish-brown, darkening on exposure, 
comj^ict, etten-grained, moderately hard, seasons well, and takes a fine 
. polish. Weight about 40 lbs. p<*r cubic foot. 
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[Part. 


It is largely used for carpentry, boxes and furniture, and is exported 
to Europe for cabinet work, turning and"brush-backs. * 


€ 598 . 
E 2444. 
W 756. 
B 806. 
No. 9. 
No. 10. 


Darjeeling Terai (young tree) 
Siliguri, Bengal . • 

South Kanara 
Tharrawaddi, Burma 
Salem Collection 
Ceylon 




]bs. 

38 

41 

43 
30 

42 

44 


ftrtocarpus Lakoocha, JRoxb. 

Vera. — Tiun, dheu, daheo, Pb. ; Dahu, dhau, barhal, lakuch. Hind, j Lorn, 
Bom. ; Dkdo, Kumaun; Deph&l, dehua , Beng. ; Dao, Sonthai., Kol. ; 
Dowa, chama, chamba, Ass.; Dawn, Cachar j Barr dr* Nepal; Kamnma 
regu, laku-chamma, nakka-renu , Te®. ; Myouklouk, Bukm. ; Cauna- 
gona , Cinch. • 

A large tree met with in the outer Hills of Kumaun, Sikkim, Eastern 
Bengal, Burma, and in the evergreen forests of the Western Gh&ts and 
Ceylon. 

Sapwood large, white, soft, perishable. Heartwood yellow, hard. 
It seasons well, takes a good polish. Weight 30 to 50 lbs. per cubic foot. 
Used for furniture and canoes? * ^ 

lbs. 

E 2445. Siliguri, Bengal . . . . . «e 48 

E 794. * Kamrup, Assam . .... 36 

E 1402. Chittagong.43 

W 740. South Kanara 
B 810. Rangoon Division, Burma 
B 2553. Burma (1862) 

No. 67. Ceylon Collection (marked Atrocarpus, sp. 

Patta-dcl .) .... 


ARUH 

.NAR1 


Vern. 


47 

30 

W 


34 


A. nobilis, Thw. ( Enum ., 262.') 

Vern.— Del, aludel, Cingh. 

A large tree of Ceylon. 

Heartwood shining, moderately hard ; pores filled with a white sub¬ 
stance giving the wood an elegant mottled appearance. 

Used for canoes and furniture. 


No. 2. 
No. 21. 


Ceylon Collection marked A, pubescens 


ARUNDINARIA., 


lbs. 

51 

40 


* Arundinaria falcata, Nees, Gramineje. 

* • 

Himalayan Bamboo. 

Veto. — Nirgal, nigal , nngal , nagre, narri, garri, gero;H\m>.; Spidg, gur- 
7 va, spikso , pitso, Kunawar ; Kviei, Tibet; Prang, 1JJ.-W. P. j Tilt 
nigala, Nepal ; Prongnok, Lf.pcha. 

Met with from the Ravi to Bhutan, above 4,500 feet in altitude 
in the western, but descending nearly to the plains in the Eastern, 
Himalaya. 

m Stems 6 to 10 feet high, strong, annual j used for roofing and 
baskets. 

H 132. Kulu. * , 


! 3427J Darjeeling - 


*9 


90 


91 
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.94 
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97 
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99 


Arundihariaf Griffithiana, Mmro. . 

Met with in th& Khasia Hills.. m 

Stems 4 to 6 feet high^ mtemodes woolly, sometimes prickly. 

A. Hookerianj, Munro. 

Vem. Vtaong, prong, Lepcha ; Singkam, Nepal. 

A bamboo, with jtems 12 15 feet m height, common about Dum- 

song. Has handsome glaucous green stems the nodes maiked by a 
bluish ring. The leaves have conspicuous liansvei sc veins. * « 

A. intermedia, Munro. 

• Met with in Sikkim, from 7,000 to 8,000 feet; stem from about 6 to 
8 feet. . * 

A. ktfasiana, Munro. 

VeTQ.— Namlang, Khasia. 

Met with in Khasia Hills; stem from 8 to 12 feet. 

A. racemosa, Munro. x * * 

Ve^p ,—Pummoon, Lfpcha; Pai-htoo, moling, Nepal; Mvooma, Bmrm. 
A bamboo, 2 to 4 feet high, with bluish rough intcinrdes, occu.ring 
in Sikkim and Nepal, above 6,000 feet. 

It is extensively esed for making mats, roohftg, 8cc. 

% £ Darjeeling. 

A. Wightiana, Nus. 
btem 6 to 1 2 feet. 


ATALANTIA. 

Atalantia missionis, Ohv , Kutace^. 

Syn.— Limonia missionsis. Wall. 

Veto. — Pambv.ru., ClNGH. 

A small tree of South India and Ceylon. * 

Wood yellowish-white, sometimes valienated, moderately hard, close- 
grained. rfnnual rings marked by a white line and a belt of more 
numerous pores Weight 48 lbs per cubic fool. 

Used for furmturafrand cabinet work. 

lbs. 

No 66 Ceylon Collection..48 

A. monOphyUa, Correa. 

Vera? —Nargum, Uriya; Ara-an nim, Tel. ; Katyalu, Tam. ; Makhur, 
Mar. 

A large shrub or small tree of East Bengal, South India and Ce>lon. 
Wood yellow, very ha r d and close-grained. Weight 65 lbs. per cubic 
foot Numerous w hite con 'entric lines at varying distances. 
Recommended by Kurz as a substitute for box-wood. 

. \ 


4 10. Salem Collection 4 

C. 3515. Khurdha forests, \f -issa. 

■>* \, 


lbs. 

65 
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’aUCUBA. 


Aucufta himalaica, Hook.f and Th„ £ornaceje. 

Vern. — Phul amphi , Nepal j Singna, tapatkyer , Lepcha. 

A small tree of Sikkim Himalaya, between 5,000 an^ 9,000 feet. 
Wood black when fresh cut, becoming lighter-coloured on exposure, 
hard and close-grained. ^Weight 55 lbs. per cubic foot. { 

tbs. 

* ' E 2383. Rangbul Forest, Darjeeling, 7,000 feet . . . 55 

E 3327. Kangirum „ „ 6,000 „ .. 


BACCA 

REA. 

* 

• 100 


averrhoa! 

Averrhoa Carambola, Linn., Geraniaceal. 

Vera .— Karmal, Hind.; Kdmrdngd, Beng. ; Soungyak, BuRM. j Kha- 
maraka, karamara. Bom.; Khamrak, Dec.; Tamarta, Tam ; Karo- 
monga, Tel. 

A small tree with sensitive leaflets, 15 A 20feet in height; a native 
of Ceylon and the Moluccas, but now extensively cultivated in India for 
its apples, which when stewed are very palateable. * 

Wood ligVit red, hard, close-grained. Weight about 40 lbs. 

Home says it is us#d in the Sunderbans tor building purposes and 
furniture. * 


AVICENNIA. 


Avicennia officinalis, Linn., Verbenaceje. 

Vern. — Bani, Beng. ; Mada, nalla mada, Tel.; Thame, BuRM. 

A shrub or small tree, met with in the Salt marshes, coast and tidal 
forests of India, Burma, and the Andaman Islands. 

Wood grey, with a darker heartwood, hard, heavy, consisting of 
numerous, narrow, well marked, concentric layers. Weight 58 lbs. per 
cubic foot. 

It is very brittle : used in India only for firewood. Major Ford says 
it is used for mills for husking paddy, rice-pounders, and oil-mills in 
the Andamans.* 

F. 398. Sundarbans .... 

B 2284. Andaman Islands . . . • 


1 us. 

* 58 

• 58 
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BACCAUREA. 

Baccaurea sapida, Mull. Arg., Euphorbiacej:/ 

Syn.—PlERARDIA SAPIDA, if ox*. (Fl.lnd., 11,254.) 

Vern.— Lutco, Hind.; Lutqua, CwuvsRjJCala bogoti, Nepal; Latechu, 
Ass.; Kali, kuki, Kan. ; Kanaeo, Butumg Kanaieu, Maghi. ; Humbling, 
. Lepcha. 

A small or moderate sized evergrej 
and the Andaman Islands. 

Wood greyish-brown, soft, liabl^ 6 split badly. Weight about 42 lbs. 
per cubic foot. 

V 



i, met with in Bengal, Burma 


103 


2 g 
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X04 


X05 


X06 


10 7 


E 1265. Tezpur, Assam 0 
B 2552. BUirna (1862) 

B 3145. A Magayee, Burma . 
® 3*46* ¥ 11 ,, • 

B 2686. Tavoy ( Wallich , 1828) 
B 272p.« „ „ 


lbs. 

42 

44 

42 

43 
41 
41 


BALANITES. 

Balanites Roxburghii, Planch , Simarubfjr. 

Syn.— fXlMENIA .EUYPTIACA, Roxb. (FI. Ind., IT, 2$3.) 

Vein.— Htngu, ingup hwgol, hingota, Hind.Ij G art ah , Gond; Gari, 
rtngri, jTel. ; Nanjunda, Tam. ; Hmgan, Mar. 

A srfiall tree of the drier parts of India and Burma. 

Wood yellowish-white, moderately hard, no heartwood, no annual 
rings. Weight 48 lbs. per cubic foot. 

It is used tor walking-sticks and for fuel. 


P. 450. Ajmere .... 

C.» 1171. Ahiri Reserve, Central Provinces 


lbs. 

48 


BALSAMODENDRON. 

BaLartiodendron Mukul, Hook., Burseraceae. 

Gum Gugal. 

Vera.— Guggul, mukul, ranghan turb, Beng., Hind., and Dec. j GAgal, 
SlNDI. 

A small tree of the arid rones of Sind, Kattiawar, Rajputana, and 
Khandesh. 

Wood soft, white. Weight 20 lbs. per cubic foot. 

Not used. 

lbs. 

P 448. Ajmere • • • Ml 

P 2919. Rajputana.20 

P 3238. Dewair, Ajmere • • • Ml 


BAMBUSA. * 

Bambusa affinis, Jllunro, Gramine.®. 

Bamboo. 

Vera.— Theeshe, thaikwa, Burm. 

Focr.. ti-wijliJ'lartaban and said by Munro to be scandent, by Kur* to 
be small and tuk, d, and 15 to 20 feet high. 

B, arundinacea, Relz. {Roxb., FI. Ind., it, 19T.) 

Bamboo. 

Vera. — Magar, ndl, t v? Bans, katiang. Hind.; Katanga, Kol j Wah" 
kanteh, Garo; BanStc^ Chittagong ; Mand gay. Bom .; Kati mad nr, 
Gond ; Mang%i t Tam.; Tel.; Btdungulu, Kan.; Wa-nah, Mach ; 

Kya-kat-wa. Burm. \ 

Inhibits Central and South InVa, Burma, Dehra Dun, Toungoo, and 
'South Kanana. 










Ti\bers. 


[ Part 


i 


Stems 70 to 90 feet, spirifescent. Leaves small. This jbamboo i£ of 
good quality and strong, and is tlsed for 


O 1337. Dehra Dun. 

B 1319. Burma, 

W 1330. South Kanara. 


all purpose?. 


Bambusa Balcooa, Roxb. 

'Vern.—Balku, Beng.; *Betma, Cachar; Bara bafgtka, Ass. 

. A bamboo, with stems often 50 to 70 feet in height. This is the best 
•Bengal species for building and scaffolding. {Gamble.) 

Common in Bengal and Assam. 

E 1332, Sunderbuns. 

B. Brandisii, Munro. * # 

Syn. —Dendrocalamus Brandisii (Kure, ii, 560.) • 

Vera. — Ora, Beng. ; Turgu-wah, Magii ; Keyllowa, viabo, Burm. * 

A gigantic species met with in Chittagong and Burma up to 4,000 feet. 
Stems often becoming 126 feet high and 30 inches in circumference. 

E 3428. Chittagong Hill Tracts. 

B 1313, 1312. Toungoo* • * 

E 1327. Chittagong Hill Tracts. 

B. Falcon eri, * Munro (Brandis , 568.) 

Vern.— Chye, kag. • . 

Found in the North-West Himalaya. 

B. Khasiana, Munro. r 

Vern. — Tumar, KhAsia. 

Met with in the Khasia Hills. 

B. nutans, Wall . 

Vera. — Mahlbans, Nepal ; Mahlu, Lepcha; Ji,.shing, Bhutea; Bidhuli, 
tnukial. Ass.; Pickle, Sylhet. 

A most beautiful species, largely planted near villages in Nepal, 
Sikkim, Khasia Hills and Bhutan. 

O. 1338, Dehra Dun p 

B. orientalis, Nees. {Beddome , /, ccxxxi; South India.) 

B. pallida, Munro, 

Vera. — Burwal, bakkal, Cachar ; Usken, KhAsiiJ. 

A bamboo with stems about 50 feel j met with in Eastern Bengal and 
Assam. 

B. polymorpha, Munro (. Kurz , ii, 553.) 

Vera. — Kya-thoungwa, Burm. 

A Burmese bamboo. 

B. 1316, Toungoo* 

B # spinosa, Roxb. (II. Ind., ii, 198.) 

Vera .— Behor, Beng; Koto, Ass.; H^ikoit, Cachar; Yakatwa, Burm. 
(not given by Kura, or rather un^Ed with B. arundinacea, probably; a 
view in which Brandis concurs). 

A native of Bengal, Assam, and jfcrma. 


B AMBUS 
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Bambusa teres, Ham. . 

A native of Bpqgal and Assam. ' 

B. Tulda, Roxb. (FI. Ind., ii, 797.) ' 

Vem . —Hind.; Tulda, jama, mitenga, matela, Bfng.; Pepcsiman, 
Kol.; Makar, Mal. (S. P.) j Wahght, Garo ; Madaewah, Magh. j 
Ihe&ja, thoukwa, Burm. 

The common Bamboo of Bengal and Burma. The wood is strong 
and the halms are rsed for roofing and scaffolding, mats, and innu¬ 
merable other purposes. 

E. 1333. Sundarbans. ’ 

E. 1328. Chittagong. 

B. 1321, Toungoo. 

B'. vulgaris, Wendl. 

Vem.— I'ulluk, vansa kalaka. Bom. j Una, ClNGH. 

*. Stefns 20 to 50 feet, yellow or striped yellow and green. The leaves 
have well-marked transverse veins. Cultivated m India. 

BARRINGTONIA. 

Barringtonia acutangula, Gaertn., Myriaceac. 

^ern .— Jjal , samundar phut, pannidri, ingar. Hind, j liar, Monghye ; 
Htjal , samundar, Bfng. ; Sapiung, Kol. ; KivjaU>, Kitt/ara, Uriva ; 
JJendol, Ass. j Kanapa, batta, kurpa, kadamu, 1 el. j Piwar, Mak. ; 
Kyaitha, kyainee, Bukm. t 

A moderate sized evergreen tree, met with in the Sub-Himalayan 
tract from the Jumna eastwards, in Oudh, Bengal, Central and South 
TbSa. and Burma. 

Wood white, shining, warps in seasoning, moderately hard, even- 
grained, said to be durable. r l he radial section is beautilully mottled with 
the medullary rays, which appear as irregular plates. Weight 46 lbs. per 
cubic foot. 

It is used for boat-building, well-work, carts, rice-pounders and by 
cabinet-makers. Beddome says the wood turns black when buried 
in mud. 

lbs. 

C 1132. Ahiri Reserve, Central Provinces. , .... 

B 814. Burma ....... 46 

C 3470. Saranda Forests, Chota Nagpore. 

B. racemosa, Blume. 

VerA. — hamudra, cuddapah, Tam., Mal. ; Kyai-heng, Burm. 

A moderate sized evergreen tree found in the Western Coast, Anda¬ 
man Islands and Citylon. 

Wood white, very soft, porous. Weight 27 lbs. per cubic foot. 
Skinner, No. 21, gives 53 lbs. 

He says it is used for house and cart building, and that it has been 
triednf^f^^ay sleepers. ^ 

8*1993. Andaman Islands (Kurz, 1866) .. . .27 

V BASSIA. 

Rflggia butyracea, RoX^AFl. Ind., n, 527.) Sapotace*. t 

Vem.— Chiura, chai&rct^phulel, Kumaunj Cheuli, Oudh ; Pkalwara, 
Hind.; Churl, Nepal; Pel,yet,pote, Lepcha. 

A*deciduous tree of the Sub-W^malayan tract from Kumaun to Bhutan, 

■ between 1,500 and 4,500 feet. \ 

. 32 . / * 





Wood light-brown, hard.* Annual ring’s marked by a dark Jine. ' 
Weight 52 lbs. per cubic foot. • * . • * 

" lbs. 

*E 622. Bamunpokri, Darjeeling . # . . . 52 

\ * 

Bassia latifolia, Roxb. (Fl. Ind„ it, 526.) 

Vem •— Makwa, mowa, rraikua, Hind.; Mahwa,mahitla, ma%l, Beng.; Moha, I 
Uriva; Mandukum, Kol ; Mohul$ Bhumij and Mal. (S. P.); Matkom, 

, Sonthal j Illupi, elupa, kat illipi, Tam. ; fppi, yeppa, Tel. ; Maku, 
Baigas ; Jr up, irrip, irhu, Gond ; Mohu, Kurku ; Moho, Mas.; 
• Honge, Kan.; Poonam, Mal. j Quindah (the oil.) 

A large deciduous tree, indigenous in the forests of Central India; 
cultivated and self-sown throughout India. 

Sap wood large ; heartwood reddish-brown, from hard to very hatd. 
Annual rings indistinct. * 

The wood is not much used, as the tree is so prized fof its flowers that 
it is rarely felled j it has been tried for railway sleepers in the Central 
Provinces, and Beddome says it is used for the naves ot wheels, for door 
and window frames and panels, for furniture and country vessels. 
Mr. C. F. Manson describes this as being the most generally useful tree 
of the Sonthal Pergunnahs. . , 

lbs. 

O 2G6. Garhwal (1868).60 

O 1493. Khgri, Oudh.65 

II2969. Kumaun, 5,000 feet . . . . .66 

C 827. Bairagarh Reserve, Berar . • . .69 

C 2771. Melglut, Berar . 

C 1116. A hiri Reserve, Central Provinces . . .Co 

C 2731. Moharh Reserve, Central Provinces (young) . 52 

C 1243. Gumsur, Madras.63 

B. longifolia, Willd. (Roxb., Fl. Ind, it, 52 \) 

Vern — Kat illupi, elupa. Tam ; Jppi, yeppa, pinna, Tel j Hippe, Kan. ; 
Ellupi, Mal. ; Mee, Cingh. 

A large evergreen tree, met with in South India and Ceylon. 
Heaitwood red, moderately haid, close-grained. Weight 61 lbs. per 
cubit toot. 

Beddome says it is very flexible and durable; that it is valued 
lor ship’s k(els, iortienails and for planking below the water line; and 
that it is used lor carts, furniture and bridge construction. 

• lbs. 

No. 53. Ceylon Collection .• 61 

Basket and wicker-work, list of woody plants u*ed for. 


BAUHINIA. 125 

Bauhinia anguina, Roxb., Leguminosje. ^ 0 *'. 

The Snake Climber. 

"Vem.—Nag-pit, Syliiet ; Naiwilli, Nepal ; J^atungrungrik. L. 

A curious conduphcately bent climber ofJyKrth and East Bengal 
phittagong, Martaban and South India. * 

Its "bark is used in rope-making, and tbirwood is soft and porous. The % 
stems are bent generally >n alternate Jolds and with a straight thi.k • 
margin. M . 

E 482. Darjeeling Terai. 
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Bauhinia jnacrostachya, Wall. 

Vein.— Gu*da-gilla. 

An extensive climber, found in the forests of Sylhet and Assam. 

The bark yields a strong fibre. 

B. malabaqpa, Roxb., (FI. Ind., ii, 321.) 

Ven£ — Amli, amlosa, Hind ; Karmai , Beng. ; Gourubati , Uriya ; Laba, 
Kol ; Amli Jaki, Nepal; Kattra, Ass.; Cheppura, basavana pdda, 
Kan; Amli, Mar.; Kundapula, dhondel, kangali, Gond; Ambotha, 
chapa, Kurkuj Pulla, dond-ur, puli shinta, pulhari, Tel. ; Apt a, 
Berar; Bwaygyin, Burm. 

A moderate sized deciduous tree, met with in the Sub-Himalayan tract 
from the Ganges to Assam, in Bengal, Burma, and South India. 

* Wood light-reddish b r own, with irregular masses of black or purplish 
wood near the centre; moderately hard. Numerous narrow wavy, 
white,.concentric bands of softer tissue alternate with bands of harder and 
rfed-coloured wood of equal width, in which the numerous, fine, uniform and 
equidistant medullary rays are distinctly visible. Weight about 48 lbs. 
per cubic foot. 

It is rarely used. 


C 1137. Ahiri Reserve. Central Provinces 
£ 2817. Melghat, Berar (sapwood) 

C 821. Bairagarh Reserve, Berar 
E 590. Khookloong Forest, Darjeeling Terai 
E 235. Bamunpokri, Darjeeling Terai . 
Burma (1862) 


lbs. 
* • • 
44 
47 
5i 


B 3203. 

Efrf&urpurea, Linn., (Roxb., hi. Ind., ii, 320.) 

Vent. — Koiral, kardr, karalli, gray, Pb. j Kolidr, kanidr, kandart, kh air wait 
kwillar, koilari, sona. Hind.; Khwairalo, Nepal ;Kachik, Lepcha; 
Deva, kanchan, rakta kancha, koiral, Beng; Butuju, Kol.; Koinar, 
Lohardugga; Singyara, Sonthal; Kundrow, Mal (S. P.) ; Kodwari, 
Gond; Kaliari, Kurku; Atmatti, Mar; Kanchan, Tel; Pedda are, 
mandareh, Tam ; Sardl, kanchivdla, Kan ; Mahalay kam, Burm. 

A moderate sized deciduous tree of the Sub-Himalayan tract from 
the Indus eastward. Central and South India and of Burma. 

Wood pinkish-white, turning dark-brown on exposure, moderately 
hard Weight 40 to 50 lbs. per cubic foot. 

Used for agricultural implements and in construction. 


P 

O 

O 

c 

c 

E 


* 53 * 



Sainj, Giri Valley, 3,000 feet 
Garhwal (1868) 

»* » * 

BaVagarh Reserve, Berar 
Melghat, Berar (sapwood) 
Khooklong Forest, Darjeeling Terai 


lbs. 

42 

50 
36 
■ 50 


isa. Lam. 

PARVI FLORA Vakl. 
maula^V*™’ 

n-r • . ’ .\ 1 rate. 

Ari, 


fern 


(Roxb,, FI. Ind., ti, 323.) 


taur, Pb. ; Kachndl, g&ridl, thaur, ashta, tnakkdna, 
1, Hind.; Dhondri, dnundera, Astra, bosha, Gond; 

d »< TVr ■ A xmart+lta 


Jhinja, 
seydra, 
manli, „„„ 

Mal. (S. P.)j 

A b u S i B ? IL; * 0 ssai \p%v™v- . 

thp ntTf deci ““ ous tree, mV/?f,t with in the Sub-Himalayan tract from 
and Centr^l^Suthlndfa .^ 110 S,0 °° ***’’ in ° udh ’ Ben g aJ » Burma * 
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arro, Tel; Ati, archi, areka, Tam.; Apt a, 
'anraj, Beng.; Kaimu, Kol; Gatonli , Oraon; Kat- 
and Lohardugga; Beriju, Sonthal; Ambru, 
'*ota, Uriya; Aupta, Kan.; Hpalan, Burm.; Amba 
! ■(JfuRKU. 


• © 
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Wood light-brown, hard,"with irregularly shaped masses 
>ured and harder wood near the centre. Wejgjit 40 £0 56 


coloured and harder wood near the 
cubic ^pot. 

Good, but not used. 


* BAUH1NIA 

• ' . 

of darker- 1 , 

56 fbs. per 


P 453. Ajmere. 

P 3216. Nagpahar, Ajmere . 

O 247. Garhwal (ig68) . $ . 

O 335. Gorakhpur (1868) . . . ' 

C 200. Mandla, Central Provinces (1869) 
C 1170. Ahiri Reserve, Central Provinces 
C 2770. Melghat, Berar (sapwood) 


Bauhinia retusa, Ham. (Roxb., Fi. Jnd., if, 322.) 

Vem. — Kural, Pb. ; Kandla, k anal la, ktiayral, gwayrtl, kanlqp , semla, 
Hind.; Lada, Kol.; Twar, Oraon ; Katman, Kharwar; T/taur, 
Gond; Kaitnu, Lohardugga ; Nirpa, Gond, Tel. ; Tevsar, Palamow. 

A moderate sized deciduous tree of the North-West Himalaya from 
the Beas eastwards, ascending to 4,500 feet, and of Central India. 

Wood reddish-white, with irregularly shapecj, darker masses near the 
centre, hard. Weight 58 lbs. per cuBic foot. 

Not used. lbs. 

8 532. Dehra Dun.58 

1160. Ahiri Reserve, Central Provinces . 

• • 

B. tomentosa, Linn. 

Vem. — Kacknar, Hind. 5 Kanchini, Tam. 

A shrub or small tree of South India. 

From the bark a fibre is prepared: 

B. Vahlii, IV. & A. 

Syn.—B. RACEMOSA, Vahl. {Roxb., FI. Ind., ii, 325.) 

Vem. — Taur, Pb. j Malghan , tnaljan, main, maurain, jallaur , Hind, j 
Sihar, mahalan, maul, C. P.; Borla, Nepal j Ckehur, Beng. j Join, 
Sonthal ; Lama , rung, Kol. ; Maulan , Kharwar ; Sungung rik, 
Lepchaj Shioli , Uriyaj Paur-bela, GoNDj Adda, Tam.; Chambolt, 
Dec. 

This is one of the most extensive, as it is the most abundant and most 
useful, of Indian cumbers. It is found all along the Low-er Himalayas 
from the Chenab eastward, in North and Central India, and Htenasserim. 

The wood is porous, in broad, irregularly broken concentric layers, 
alternating with red, juicy, bark-like tissue; the pith is cross-shaped. 
The foliage is very dense and the stems do great damage to the trees they 
climb over; it is very prevalent in sal forests, and in many provinces is 
being systematically cut out. 

Its uses are, perhaps, more numerous than those of any other forest 
plant; the strong cordage prepared from its baik is notor- 
tant. In the Kew Report for 1881, it is stated that theof* this plant 
and not those of Cochlospermum gossypiura are thgre used in the con¬ 
struction of the crude leaf-bellows in Sikkim. 'BKy are sewn together 
and used as plates, cups, rough table-cloths, u nVj puas and rain-caps; its 
pod is roasted and tne seeds eaten. J/P 

* P. 108. Sutlej. 

O. 544. Dehra Dun. 

|; 3954! } Dar i eelin s Terai - 
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Baifhinia variejjata, Linnf (Roxb., Fl. Ind., ii, 319). 

Vern. — Kachnar, koliar, kural, padrian, khwairal, gurial, guitar, barial. 
Hind. J Kurmang ^Mechi ; Bingya, Kol. ; Kundol, Bhumij ; Jingya . 
Sonthal ; Taki, Nepal ; Rha, Lepcha ; Rakta kanchan, Beng. ; Borara, 
Uriya; Segapu-munthari, Tam.; Kanchivala-do, Kan.; Bwaycheng, 
Bu§m. 

A moderate sized deciduous tree found in the Sub-Himalayan tract 
from the Indus eastwards, ani throughout‘the forests of India and Burma. 
Often planted for ornament. 

Wood grey, moderately hard, with irregular masses of darker knd 
harder wood in the centre. Weight 40 to 50 lbs. 

Used for agricultural implements. 


P 1200. MadhopVir, Punjab . 

C 8^3. Bairagarh Reserve, Berar . 

E 591. Khooklong Forest, Darjeeling Terai 
E 2351. Bamunpokri „ „ „ 

H 105. Bhajji, Punjab (3,000 feet). 


lbs. 

33 

48 

47 

39 


« * 
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BEAUMONTIA. 

Beaumontia grandiflora, Wall., Apocynaceje. 

Syn .—Echites grandiflora, Roxb. ( Fl. Ijid., ii, 14). 

Vern. — Barbari, Nepal. 

Is a large climber of East and North Bengal, with large showy lemon- 
^ffihite flowers. It is found from Nepal eastward to Sikkim, Sylhel, and 
Chittagong. 

A fibre is prepared from the young twigs. 


BEESHA. 

135 | Beesha Rheedii, Kunfh {Munro, 144 ; Beddome, ccxxxiv.) GraminEjE, 
A kind of bamboo met with in Malabar and Cochin; stems 16 feet 
high. 

*36 B. stridula, Munro. 

Vern ,—Batta, Cingh. • 

Met *ith in Bombay and Ceylon; stems 6 to 18 feet. ^ 

137 |B Travancoricaf Beddome. 

Vern. — Irul, Travancore. 

Met with in the Hills of Tinnevelly and Travancore, 3,000 to 5,500 
feet; stems 6 to 8 feet; densely gregarious. 




jBEILSCHMIEDIA. 

138 | Beilschmiedia Ra^irghiana, Nees, Lauracea. 

Syn. — Laurus buNcularis, Roxb. (Fl. Ind., ii, 311.) , 

Vern. — Konh&iah, Owui; Tarsing, Nepal; Kanyu, Lepcha; Tapchi , 
Garo; Serai-guti, /Hfi. ; Skatoobeng, Bukm. 

An evergreen tree found lfcvEastern Himalaya up to 8,000 feet, in East¬ 
ern Bengal, Burma and the A\ ^man Islands. 



Z'tf^ers. 
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Wood white, moderately hard, even-drained; heartwood with ned.and 
green streaks. Annual rings marked By sharp lings. Weight about 37 
lbs. pej cubic foot. 

It is used in Assam for boats ; in Darjiling for building, tea-boxes 
and other purposes. 


lbs. 

36 

39 

35 

3<S 


E 1258. Tezpur, Assam . . . . , 

E 1264. )i •» • 1 • • 

, E 700. Chuttockpur Forest, Darjeeling, 6,%oo feet 
. E 2419. Rangbul „ ♦ „ 7,000 „ 

These two last have less numerous pores. 

E 3593, Darjeeling. 

C E 1290; Vem. Dumbail, Cachar, weigly. . 

(.E 1292. Vera. Raun doln „ „ . 

Probably these specimens belong to the above or some allied £cnu% 


31 

32 


BERBERIS. 

Berberis angulosa, Wall., BerbeiSde^s. 

Vem. — Chutra, Nepal. 

A large erect shrub of the inner ranges of Nepal and Sikkim, above 
11,000 feet. 

Wood dark-grey or yffllowish-brown, hard. Weight about 50 lbs. per 
cubic foot. 

E 2862. Suburkum, Darjeeling, x 1,000 feet. ^ 

B. aristata, DC. 

Syn.—B. ANGUSTI FOLIA, Roxb. (FI. Ind., it, 183.) 

Vem. — Sum!A. simlu, kasmal, ckitra, Pb. , Tsema, Bhutia ; Chitra, 
Nepal ; Chotra, Hind. 

An erect spinous shrub of the outer Himalaya from the Sutlej to 
Bhutan; in the North-West Himalaya 6,000 feet to 10,000 feet; in Dar¬ 
jeeling above 10,000 feet; in the Western Ghats at high elevations,and in 
Ceylon. 

Wood yellow, hard. Weight 52 lbs. per cubic foot. 

Used for fuel. 

lbs. 

H 80. Simla, 7.000 feet.52 

H 2888. Nagkanda, Simla, 8,000 feet . . .*... 

H 3053. Mahasu, Simla, 8,000 feet . 

B. coriacea, n. Sp., Brandis. 4 

V era.— Kashmal, Simla. 

A large erect thorny shrub of the North-West Himalaya above 8,000 
feet; often forming alone or with other shrubs large extents ^uiujftngle, 
e.g., in the valley south of Nagkanda near Simla. “ • 

Wood yellow, moderately hard. Weight about k&Jm s. per cubic foot. 

Jr lbs, 

H 48. Nagkanda, Simla, 9,000 feet 
H 2894. „ „ 

H 3039. „ „ 

H 3041. „ „ 

H 3043. „ ,, 

H 3038. Matiyana, Simla, 8,o< Set 
H 3042. Hattu, Simla, 10,000 



55 

52 


BERBERIS 


139 


140 


141 
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151 


152 


Seldom used except for firewood and charcoal, for which purposes it is 
very good.* Experiments mad^ by Mr. Whitty with several kinds of 
wood fuel for the* Darjeeling-Himalayan Railway showed that,this was 
the best for locomotive purposes. 

* lbs. 

E 678. Bamunpokri, Darjeeling Terai . . .52 

« 

« 

c fllOTA. 

Biota orientalis, Endi., Conifer®. 

The Abor Vim. 

» Syn.—T huja orientalis, Linn. 

Indigenous in Japan a\id China; cultivated in Darjeeling. 

Wcjpd moderately hard.close-grained; heartwood dark-reddish-brown, 
the annual rings marked by darker colour. 

E 3414. 

BISCftOFFIA. 

Bischoffia javanca, BL 

Syn. — Andrachne trifoliata, Roxb. {FI. Ind., Hi, 72,9.) 

Vem. — Kein, korsa, irum. Hind,; Kainjal , Nepal; Sinong, Lepcha 
Taisoh, urwm, Mechi ; Urtam, Ass.; Bolzuru, Garo ; Jnki, Cachar 
Boke, Bom. ; 1 'hondi, Tam.; Govarnellu, Hassan; Modagerri vembu; 
Tinnevellv; Yagine (?) Burm. 

deciduous tree met with in Kumaun, Garhwal, Oudh, Gorakhpur, 
Bengal, South India and Burma. 

Weight 47! lbs. per cubic foot. 

Wood red, rough, moderately hard, with a small darker-coloured 
heartwood. 

In Assam it is esteemed one of the best timbers and used for bridges 
and other works of construction. Beddome says it is used by planters 
in the Nilgiris for building, and is sometimes called Red Cedar. 


O 1374. Gonda, Oudh .... 

• 

lbs. 

* 44 

E 654. Bamunpokri, Darjeeling Terai . 


• 53 

E 1257. Tezpur, Assam .... 


• 47 

E 2191. Nowgong, Assam 

1 

. 46 

E 2407. Calcutta (sapwood) . 

• 

•fc 36 


BIXA. 

Bixa Orellana, Linn., Bixine®. 

IJiinotto Dye. 

Vem. — Watkana, Hind., Bekg. j Jarat, Ass, ; Jafra, Tel. ; 
Kuragu-m?Auyfll, Tam.; Theedin , Burm.; Kuppa-mankala, ranga- 
mali ; Kau. Kesari, Sendri, Mar., Bom. 

A graceful shrub, wJ^* ,j andsome white or pinkish flowers and echinate 
red capsules; originally active of America, now largely cultivated i/i 
India for the red or orangeade obtained from the pulp which surrounds 
the seed. 

Wood pinkish-white, soft, eveVjgrained. 

. E 3401. Jalpiguri, Bengal, r ' 
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Boats, Canoes, and Ship-building— Woods used for. See 

djx. . * • 


Appkn- 


BCEHMERIA. 

Bcehmeria platyphylla, Don., Urticace^:. m 

Vern. — Gargela, Hind.; Kamli, Nepal. * 

4 large shrub or mall* tree met ^ith in the* outer Himalaya up to 
7,000 feet, in the Khsia Hills, East Bengal, South India, and Ceylon. 

* Wood moderately hard, reddish-Drown with occasional concentric | 
bands of darker and lighter colour. t 

E 3317. Darjeeling, 6,500 feet. 


B. rugulosa, Wedd. . 

Vem .—Geti, gainti, Hind.; Dor, Nepal; Sedeng, Lepcha. • a < 
A small tree met with in'Garhwal, Kumaun, Nepal, Sikkim and 
Bhntan. 

Wood red, moderately hard, even-grained, durable, seasons well. A 
nice wood, easy to cut and work. Weight 41 lbs. per cubic foot. 

It is used in Kumaun and Nlpal for making bowls; in Sikkim for 
milk-pails, churns and other dairy utensils. The Lepchas make cups, 
bowls and tobacco-boxes of it. 

lbs. 

O 324. Garhwaf (1868) . . ... *35 

O3000. „ (1874).44 

E 600. Khookloong Forest, Darjeeling Terai . .46 

E 2443. Mangwa, Tista Valley, Darjeeling, 3,000 feet 39 


BOMBAX. 

Bombax insigne, Wall., Malvaceae. 

Vem. — Semul, thula, Beng. ; Saitu , Magh. 

A large tree, trunk without prickles, met with in Chittagong, Burma, 
and the Andaman Islands. 

Structure similar to that of B. malabaricum, but pores smaller and 
more scanty. The wood is also more durable than that of B. malabaricum; 
the specimen frofh the Andamans had been 12 years in Calcutta in the 
rough, and was only slightly discoloured on being cut up. 

lbs. 

B 2215. Andaman Island {Major Ford, i8(%)) . . 31 

B. malabaricum, DC. 

Silk Cotton Tree, 

Syn.—B. heptaphyllum, Cav. {Roxb., FI. Ind., 'C 

Vem. — Simbal, Hazara; Shirlan , Sutlej ; Setmd^membal, semur, bagun, 
somr. Hind., Beng.j DU, Kol. ; Edel, SoNTMtL; Sitnur, Mal. (S. P.J; 
Bou.ro, Simuri, Uriya; Bolchu, panchu, G/mT; Sunglu, Lepcha ; Burga, 
burgu, buraga, Tel.; lllavam, pula, Bitrga, Kan.; Kaiu-imbul, 

Cingh.; Wallaiki, Gond; Katseori, JpAfvL; Lapaing, Magh.; Letpan, 
Burm. 

A very large deciduous tree, widg branches in whorls, spreading , 
horizontally, and stem with large buttnpses at base ; met with throughout *• 
India and Burma. m * 
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>BASSUS- 


157 


^he wood of old trees is very often a* dull red colour. Wood white 
when fresh cut, turning dark on exposure; very soft, perishable; no heart- 
wood ; no annual "rings. It is not durable, except under water when it 
lasts tolerably well. • 

It is used forplanking, flacking-cases and tea-boxes, toys, scabbards, 
fishing-floats, coffins, and tne lining of wells. In Bengal and Burma the 
trunk is often followed out to make canoes. 


t • 

P 466. Aj nitre. 

C 201. Mandla, Central Provinces (1871) 
C 1117. Chanda „ „ 

E 679. Bamunpokri, Darjeeling Terai 

E 2323* »> 1 » >» 

E 1232. # Sibsagar, Assam 
E 1432. Assam .... 

E 1961. Chittagong 
B 3117. Burma (1862) . 

No. 14. Salem Collection 
E 3606. Sivoke Forests, Darjeeling Terai. 
E 3676. Darjeeling Terai (18S2) . . 


lbs. 

32 

3 i 

23 

»7 

28 

20 

21 

24 
20 

19 


BORASSUS. ' 

Boa&ssus fiabelliformis, Linn., Palm m. 

The Palmyra Palm. 

Vem. — Til, tala, tar. Hind.; Tal, Beng. ; Potu tadi (the male tree), 
Penti, tadi (the female), Tel.; Panarn, pannie, Tam.; Pana, Mal. ; 
Tali, tale, Kan. ; Tal, Cingh. j Tad, Guz.; Htan, Burm. 

A tall palm with cylindrical stem, cultivated throughout tropical India, 
and beyond the tropics in Bengal, and the southern part oi the North- 
West Provinces. The young stems are covered with dry leaves or the 
lower part of petioles, while the old stems are marked with the hard, 
black, long and narrow scars of the fallen petioles. 

Centre soft, but not often hollow. Fibro-vascular bundles black, 
crowded in the outer portion of the stem ; if cut through at right angles 
they are oblong, generally with one large pore and a mass of cells at one 
ena. Outer wood hard, heavy, and durable. The hollowed-out stems 
are used as water pipes; and, split in half, for gutters and*open water 
channels. The hard outer wood is used for posts, rafters and other 
purposes. ^ 

lbs. 


Guzerat, Bombay 
Jessore, Bengal 
South Kanara 


^adras 

Prome, 

Myanou ng^urma 
Salem Colleci 
Ceylon CollectiV* 


42 

46 

5 * 

63 

25 

49 

3 i 

72 

65 


42 
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BOSWEKLrA. 

• • 

Boswellia serrata, Roxb., ex Colebr, inAsiat Res., ix, 379 /. S-> Bur- 

SERACEJE. • 

Indian Olibanum Trek. 

Syn.—B. thurifera, Roxb. ex-Flem .; B. thurifera/* {Colebr., as in 
Gamble's Manual tf Timbers) ;|Libanus thurifera, Colebr ; B. 
‘ GLABRA, Roxb. J • 

• ' Vem. — Salke, salei, saiga, Hind, jf Saleya, Lohardugga ; Saiga, Son- 
THAL; Luban, salat, Beng. j Ifungli, gugultt, k&ndrikam morada, 
Tam. ; Anduku, anduga, Guggtfr, dumsai, Kumaon ; Salla, bor-salei, 
ganga, Gond ; Parangi, Tel. ; Chittu, Kan. ; Salat, guggula, sala- 
phali, Bom. • 

A moderate sized, often gregarious tree* found in the intermediate, 
northern and southern dry zones, the Sub-Himalayan tract from the Sutlej 
to Nepal, and in the drier forests of Central and Southern India? • « 

Wood rough, white when fresh cut, darkening on exposure, moderately 
hard. It is not durable, but it has been reported that five sleepers made 
of it and soaked for some time in a tank filled with the leaves of Bahera 
(Terminalia belerica) and water an<J put down in June 1876 on the 
Holkar and Neemuch State Railway are still (1881) perfectly sound and 
good. ( Indore Forest Report, 1876-77, quoted in Indian Agriculturist of 
May 1878.) 

It is used for fuel and for making charcoal, which in Nimar is used 
for iron smelting. • , 

lbs. 

Nagpahar, Ajmere . . . . .... 

Ahiri Reserve, Central Provinces . . 36 of 

Melghat Forest, Berar . . . .28 

Palamow, Chutia Nag pore . . .28 


BOUEA. 


P 3215- 
C 1112. 
C 2780. 
C 3680. 


Bouea burmanica, Griff., Anacardiace^. 

Syn. — B. oppositifolia, Meissn. 5 {Kura, i, 306) ; Mangifera oppositi- 
folia, Roxb. ( FI. Ini, i, 640.) 

Vem .— Meriam, mayan, Burm. 

A moderate $ized evergreen tree met with in Burma and the Anda¬ 
man Islands. 

Wood grey, hard, with a dark-reddish-brown heartwood. Weight 55 
lbs. per cubic foot. 

It is not specially used, but is said by Roxburgh to be very durable. 

lbs. 

B 2213. Andamans (1866).55 

Boxwood, substitutes for. See Appendix under Tir - ' 




BRASSAIOPIf./ 

Srassaiopis mitis, C. B. Clarke, Ara ^Kczm. 

Vem. —Moqchini , Nepal ; SuntongJffje.vcuK. 

A small tree of Sikkim Himalayyabove 5,000. feet; common at Dar¬ 
jeeling. 

43 


BRASSAH 

.PIS. 


.158 


159 
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Wood soft, white, spongy. Weight 24 lbs. per cubic foot. 

• ‘ o t lbs. 

E 2382. Rangbul Forest, Darjeeling, 7,000 feet . 24 

Brassaiopis spedosa, Beene and Planch. 

Syn.—B. floribunda. Seem. 

Vem.—c 

A small free met with from Nepal to As^am and Chittagong. 
Wood white, soft*resemblim the preceding, 

E 3409. Darjeeling, 6,ocfo to 7,000 feet. 


« J3RIEDELIA. 

Briedelia montana, Willd., Euphorbiace^e. 

1 Vem.—Kargnalia, kkaja, geia, kusi. Hind; Geio, Nepal ; Kaisko, Ass 
Patenga, Tel. 

A moderate sized deciduous tree met with in the Sub-Himalayan tract 
from the Jhelam eastwards, ascending to 4,000 feet, in Oudh and in 
Bengal. . 

Wood grey, beautifully mottled; annual rings distinctly marked by 
darker and firmer wood on the outside of each ring. Weight 46 to 59 (?) 
lbs. per cubic foot. 

It is very similar to that of B. retusa, and might be used for the same 
purposes. . 

lbs. 

O 1375. Gonda, Oudh. 59 

C 199. Mandla, Central Provinces (1870) . . 46 

B. retusa, Spreng. 

Syn.—B. CRENULATA, Roxb., and B. spinosa, Willd. {Roxb., FI. Ind., Hi, 
734 , 735 .) 

Vem .—Pathor, mark, Pb. ; Kkaja, kassi, gavli, Hind.; Kkaraka, kaka, 
Kol ; Karika, Bhumij; Kanj, Kaji, Kharwar ; Kiij, Monghyr ; 
Kadurpala, gadruphala, Sonthal ; Lamkanu, Atmeke ; Angnera, 
Banswara ; Asana, Mar. ; Geio, Nepal ; Pengji, Lepcha ; Nanda, 
Rajbanshi ; Katakuchi, Meciii ; Kashi, Gako ; Kamkui, Chitta¬ 
gong ; Kasi, Uriva ; Mulu-vengay, kamanji, Tam. ; Koramau, dudi 
maddi, koramadi , duriaviadi, Tel. ; Kassei, Gond ; Karka, Kurku ; 
Giinjan, kati ain. Mar. , Bhil ; Asuna, goje, Kan. ; Adamarathu, 
Tinnevelly; Tseichyee, Burm. ; Katta kaala, Ongh. 

A large deciduous tree, with thorns on the bark gf young stems, 
found in the Sub-Himalayan tract, from the Chenab eastwards, ascend¬ 
ing to 3,600 feet, in Oudh, Bengal, Central and South India, and in Burma. 

Sapwood small; iCjartwoodgrey to olive-brown, close-grained, durable, 
seasons well, and is moderately hard; the annual rings marked by con¬ 
centric lines. It has a mottled grain and takes a beautiful polish. 

It is used for cattle-yokes, agricultural implements, carts, and building. 
It staifas'tTTNfcw’ader water. 


P 461.Ajtfi.es . 

O 259. Garhwv-f 1868) 

O 3001. „ \ 3m 174) 

O 1480. Kheri, Oucffl*. . 

O 347. Gorakhpur (1008) 

C 1174. Ahiri Reserve, Central Provinces 
C 840. Bairagarh Reserve Berar 
C 2763. Melghat, Berar 


lbs. 

48 

45 

43 

61 

47 

55 

63 

45 


44 
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ERA. 


E 645. Sepoydura, Darjeeling5,000 feet f 53 

e E 619. Bamunpokri, Darjeeling Terai . * . • 5 ® 

E 2428. „ ,, > 

B 3074. Burma (1862) ...... 40 

B 1431. Tharrawaddy Division, Burma . . . 56 

No. 43. Ceylon Collection (marked B. spinosa, Vefy) 

Kettekalea Cingh.) . . . . -44 

• No. 68. Ceylon Collection . I . • . . 38 

iSriedeUa stipularis, Bl. 

Syn.—B. scandens, Roxb. (FI. InS. iii. 736. 

Vern.— Courkssi, Uriya. Madlatah, nndergupa, Oudh ; Lilima, Nepal ; 
Dunkibura, Tel. ; Kihur , Kohi, Ass. £ Harinhara , Beng. j Sinma-no- 
pyin, Burm. 

A large straggling shrub, met with in the Sub-Him&layan jract from 
the Jumna to Sarba, ascending to altitude 2,000 feet; abundant ift the* 
Oudh forests, also in Bengal, Burma, South India, the Malayan Peninsula 
and Ceylon. 

Wood greyish-brown, moderately hard. 

It is used for fuel in the Sunde^b^ns. 

C. 3503. Khurdha forests, Onssa. 

B. tomentosa, Bl. 

Syn. —B. lancecefolia, Roxb. (FI. Ind., in, 737.) 

Vem. — Sibri, Nepal ; Mantel, Lepcha ; Sirai, ftiindri, Beng. 

A small evergreen tree met with in North-East Himalaya, ascending 
to 2,000 feel, in Eastern Bengal and in Burma, ^ 

Wood light-olive-brown, hard, close-grained. Weight 64 lbs. per cubic 
foot. 

lbs. 

E 1397. Chittagong.64 

C 3498. Dhalbhiim, Chutia Nagpur ...... I 




BROUSSONETIA. 
Broussonetia papyrifera, Vent ., Urticaceje. 

Vent. — Ma-laing, Burm. ; Aka kowto, kename koviao, Japan- 
A small tree, «said to be wild in the Martaban hills. 

Wood light-coloured, even-grained, not hard and not heavy. 

(Specimens wanted.) 


BRUGUIERA. 

Bruguiera gymnorhiza, Lam., Rhizophoreje. 

Syn.— B. Rheedii, BL , (Beddome , c.) ; Rhizoph«£&. gymnorhiza , Roxb. 
(FI. Ind ., it, 460.) Jr 

Vern .— Kakra , kankra , Beng. ; Byoo - bo , BurjJr 
A small evergreen tree of the shores and i- 4 lal creeks of India, Burma 
and the Andaman Islands. 

Heartwood small, red, extremely h\a*A. Weight 54 lbs. per cubic foot. 
It is used for firewood, house-pjBts, planks, and articles of native' 
furniture. y # 

lbs. 

• 54 

45 


E 412. Sundarbans 
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169 


B 2217 ) Are probably species of this genus. They were obtained 
B »22 j from the Andaman Jslands under the name of Garciuia 
*aYid Mallotus. 


BUCHANANIA. 

C, 

Buchanani£ latifolia, Roxb .. Anacardiaceje. 

Vern. — Ckirongi (the fruit?, Beng. ; Chirauli (the fruit) Ckirongi, Pb. j 
Pial, pay ala murid, k'cP.bhilawa, Garhwai.; Piar, paira, pirrah, 
Oudh ; Tarum, Kol. ; Pial, Bhumij ; Peea KharwaR; Par&p, 
SoNTHAL ; Charu, UriV: ; Achar, char, chironji (the fruit), C. P.; 
Saraka, herka, Gond j Td.ro, Kurku j Chirwari, Hyderabad; Mowdo, 
t or Katimango-marum Kat, mad, aima, Tam.; Chara, chinna moral, 

mrrrli, Tel.; Nuekul, murkalu, Kan. ; Sir, Bhil. ; Piyal, char oil. 
Bom.; lonepho, lunbo, lamboben, Burm. 

A t$ee, leafless only for a very short time ; found in the Sub-Himalayan 
tract from the Sutlej eastwards, ascending to 3,000 feet; throughout 
India and Burma. 

Wood greyish-brown, moderately hard with a small dark-coloured 
heartwood. It seasons well and is fairly durable if kept dry. Weight 30 
to 36 lbs. per cubic foot. 

It is used for boxes, bedsteads, bullock-yokes, doors, window frames, 
tables and the like. 


C 245. Garhwai (1868) 

C 1124. Ahiri Reserve, Central Provinces 
C 2751. Moharli „ „ „ 

C 2763. Melghat, Berar. 

C 1249. Gumsur, Madras 
C 3532. Khurdha Forest, Orissa 


lbs. 

35 
29 

36 

32 

34 


BUCKLANDIA. 

Bucklandia populnea, R. Br., Hamamelideje. 

Vent. — Pipli, Nepal ; Singliang, Lepcha ; Dingdah, Khasia. 

A large evergreen tree met with in the Eastern Himalaya, Khdsia 
Hills and hills of Martaban, from 3,000 to 8,000 feet. 

Wood greyish-brown, rough, moderately hard, close-grained, durable. 
Is very much used in Darjeeling for planking and door and window 
frames, and is in great demand. 4 


170 


E 699. Sepoydura Forest, Darjeeling, 5,500 feet 
E 2372. Raiyfbul „ „ 7,000 „ 

E 2373. ** »• »» » M 

E 3673. Darjeeling 6,500 ' „ 


lbs. 

41 

49 

46 

27 


e. ^ 




BUDDLEIA. 

Buddleia asiatica^ J-°ur., Loganiace*. 

Syn. —B. Neemd1 (Fi m Ind., i, 39 6.) 

Vern.— Bhati, dkat&^,shiuntra, Kumaun ; Bana, Simla; Ncwarpali, 
Nepal; Pondam, “’VLepcha; Nimda, budbhola, Chittagong 
Kyoungmce koo, Burmv 

A large evergreen shrub of tfl* Sub-Himalayan tract from the Indus 
eastwards, ascending to 4,000 fan, Bengal, Burma, South India; chiefly 
■ found in second growth forests, asserted village sites and savannahs. 


46 


i 





butea. 


Wood grey, moderately hard. Weight.44 lbs. per cubic foot. 

• * • lbs. 

H. 110. Sutlej Valley, Simla. 400 feet . • .* . .44. 

Buddleia Colvillei, Hook. f. and Th. • 

Vem. —Puri singbatti, Nepal j pya-shing, Bhutia. 

A small tree of the Eastern Himalaya, from 9,000 to A^oo feet. 

Wood reddish-brown, soft. 

I • lbs. 

# . E 2393. Tonglo, Darjeeling, |f>,ooo feet . . .35 

B. paniculata, Wall. / 

Syn.—B. crispa, Benth . 

Vem. —Spera wutta, Afg; Dholtu, ghtUfitt, sod her a, sudhari, 

Himalaya; Sinna, Nepal. 

A large evergreen shrub of the Himalaya, from the*Indus t$> Bhutan, 
ascending to 7,000 feet. • ' 

Wood white, moderately hard, close-grained. Weight 41 lbs. per 
cubic foot. 

lbs. 

H 158. Simla, 7,000 feet 41 

H 2882. Nagkanda, Simla, $,000 feet. 

PURSERA. Linn. 

Bursera serrata, Colehr., Burserace®. 

Vem. — Murtenga , Ass.; Tkadee - ben , Bukm. 

A large evergreen tree of the Eastern moist zone, of Bengal, Assam, 
Chittagong and Burma. 

Wood hard, sapwood light-brown, heartwood red, close-grained. • 
Weight 46 lbs. per cubic foot. 

Good for furniture. 

lbs. 

B 313. Burma (1867).46 

B 2225. Andamans (similar in structure, but wood 

lighter and softer) . . . • 37 


. BUTEA. 

Butea frondosa, JRoxb., Leguminos®. 

Vem .— Dhak, palas, kakria, kankrei, chichra, Hind. ; Chalcha, Bandel- 
KHand; Chiula, pur oh a, C. P, ; Palas, BENG4; Murut, Kol. j Murup, 
Sonthal -„Pharsa, Baigas ; Paras, faras, Behak; Palasi, bulyetira, 
Nepal ; Lahokung, Lepcha ; Palashu, Mechi ; Pordsu, Uriya; Murr, 
Gond ; Kurku ; Porasan, Tam.; Modugu, mohtu, Tel.; Muttuga, 
thoras, Kan.; Paras, Mar.; Gasskeala, calukeale, Cingh. ; Pouk, 
Burm. 

A moderate sized deciduous tree, found throughout ndia &nd]Burma, 
extending in the North-West Himalaya as far as t^jhelum. 

Wood dirty white, soft, not durable; no anm^Aings. 

It is said to be better under water, and so j- jused in North-West India 
.for well-curbs and piles. 

The charcoal from this plant was introduced by Dr. T. W. Sheppard, 
in 1874, for bleaching the morphia manufactured at the Opium Factory, 
Ghazipur. It was selected after a senes of experiments with thi; different 
forms of charcoal, its great advantage being its comparative freedom 
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from saline matter; it can on this account be employed without any 
- previous purification. Wood r charceal possesses feebler decolourizing 
powers than animal, but it had to be resorted to on account of the native 
prejudices against the use of bone charcoal. {Dr. Warden , Professor of 
Chemistry , Calcutta Medical College.) 

lbs. 

C37. Garhwal wood. 

C 1119. Ahiri Reserve, Central Provinces . . ... 

C 2759. tyloharli Rc\ erve. Central Provinces . 36. 

E 674. Rakti Fores'^ Darjeeling Terai . . 31 . f 

E 2345. Sivoke „ . „ „ 40 

Butea superba, Roxb. 

* Vern.— Baduri, Si ngrampUR ; Ckihunt, Monghvr ; Palasi, palasavela. 

Bom.; Ye l paras,’ Mar. ; Tige motku , Tel, ; Samur, Gond; Tunangt 
Kvruv ; Pounkway, Bukm. 

* Aif extensive climber, scarcely differing from the preceding except in 
habit. Found in the forests of the Konkan, Bengal, Orissa and Burma. 


BUXUS. 

*7 6 Buxus sempervirens, Linn., Euphorbiace^;. 

The Boxwood Tree. 

Syn.— YVallichiana, Baillon. 

Vern. —Shanda laghune , Arc.; Chikri, Kashmir; Papri, papar,paprang, 
shamshad, shuviaj, Ph. 

An evergreen shrub or small tree met with in the Suliman and Salt 
Ranges, North-West Himalaya, between 4,000 and 8,000 feet, in Bhutan 
about 6,000 to 7,000 feet; but scattered in different parts of the Himalaya, 
* chiefly on a calcareous soil and often in remote localities. 

Wood yellowish-white, hard, smooth, very close and even-grained. 
Annual rings distinctly marked by a narrow line without pores. Weight 
55 to 65 lbs. per cubic foot. 

It is estimated that the cost per cubic foot of boxwood delivered at 
Saharanpur from the Kelso forest would be Re. 1-8; its further cost by 
rail from Saharanpur to Bombay would be at least Re. 1-8 or total Rs. 3 
per cubic foot. Considering 1 cubic foot as weighing 60 lbs., we have the 
cost per ton as Rs. 112, which could only be just covered by receipts if the 
very best description of wood were sent down. There is consequently 
little likelihood of much trade in boxwood from the Himalayan forests. 

Rate of growth variable, generally very slow. p 

The uses of boxwood are well known. In Europe it is used for engrav¬ 
ing, turning, carving and mathematical instruments. In the Himalaya 
small boxes to contain butter, honey, tinder, snuff, &c., are made of it, and 
it is carved into combs. The leaves are poisonous to cattle, only goats 
eat them sparingly with impunity; they are used in the south of France 
as manure for vineyards. The boxwood to be used for engraving requires 
very careful ant^ lengthened seasoning; on this subject and on the other 
requisite charactvjs of boxwood for commercial purposes, the following 
extract from a lettef^ Messrs. J. Gardner and Sons, of Liverpool, to the 
Inspector-General of \jWests, dated April 3rd, 1877, will give informa¬ 
tion :— 

• “The value of boxwood at Bombay of suitable texture for the English market, 

of which latter we can judge from a few sample pieces, will depend principally upon 
/ the quality. 

“ Wood from 2 to 4 inches diameter is required to be free from splits or cracks 
■ otherwise, however free from knots and straight and round it may be, the valu^ 


k 






# ’’[Part 


would not exceed £i to £2 per t»n, whilst if free from splits, round and straight 
and with— , * • 

not exceeding one knot per foot in length} the va , ue wou , d •* babl C£to per ton, 
exceeding*! knot and not exceeding 2 knots >• . * *<£7-10 s.,, 

11 2 knots j, ,, 3 >» 3 • 11 

all knots or holes, counted as such, however small. 

“ Wood 4 inches and upwards in diameter is preferred with one split rather than 
sound or with more than one split j any splits after the first reducing the value on 
account of the additional waste in working tn< 


£ 

3 

3 • 

4-1 or. 


BUXDS. 


M Averaging per foot in length. 
• * (1 knot. 2 knots. 3 knots. 

J £ £ £ 

The value of round and") 4 to 5 inches diametCT . . 6 4-105. 3 

straight (1 split) aver- > 5 to 6 „ „ .9 6 3 • 

aging. ) 6 inches and upwards diameter. 12 9 4-1 or. 

“ If the splits are twisted more than 1 inch to the foot if email, finches if medium 
size, and 3 inches to the toot length if large, the value is reduced one-half. • 

“The above values will, of course, vary in accordance with the supply and fle- 
mand for the various sizes and qualities. 


very fine in the grain. , • 

“ It should be cut down in the winter, and, if possible, stored at once in airy 
wooden sheds, well protected from sun and rain, and not to have too much air through 
the sides of the shed, more especially for the wood under 4 inches diameter. 

“The boxwood also must not be piled upon the ground, but be well skidded 
under, so as to be kept quite fg;e from the effects of any damp from the soil. 

“ After the trees arc cut down, the longer they arc left expbsed the more danger 
is there afterwards of the wood splitting more than is absolutely necessary during the 
necessary seasoning before shipment to this country. 

“ If shipped green there is great danger of the wood sweating and becoming rtfil- 
dewed during transit, which causes the wood afterwards to dry light and of a defec¬ 
tive colour, and in fact rendering it of little value for commercial purposes. 

“ There is no occasion to strip the bark off, or to put cowdung or anything else 
upon the ends of the pieces to prevent their splitting. 

“ Boxwood is the nearest approach to ivory ot any wood known, and will there¬ 
fore probably gradually increase in value, as it, as well as ivory, becomes scarcer. It 
is now used very considerably in manufacturing concerns, but on account of its 
gradual advance in pru.< 1 uring the past few years, cheaper woods are in some 
instances being substituted. 

“ Small wood under 4 inches is used principally by flax-spinners for rollers and by 
turners for various purposes, rollers for rink skates, &c., &c., and if free from splits is 
of equal vatue with the larger wood. It is imported here as small as ii inches in 
diameter, but the most useful sizes are from 2^ to 3^ inches, and would, therefore, we 
suppose, be from 15 to or 40 years in growing, whilst larger wood would require 50 
years and upwards at least, perhaps we ought to say 100 years and upwards. It is 
used principally for shuttles for weaving silk, linen and cotton, and also for rule¬ 
making and wood engraving. Punch , The Illustrated London News, The Graphic , 
and all the first-class pictorial papers use large quantities of boxwood.” 

Messrs. Churchill and Sim, reporting on some boxwood sent to them 
for sale in 1880, and which fetched 21 shillings per cwt„ equivalent at 60 
lbs per cubic foot to ns. 1 d. or about Rs. 6 per cubic foot, say :— 

The pieces of boxwood were remarkably fine specimens, equal in quality to the 


which was a mistake, as in that operation much valuable wr id had been wasted, and 
when the bark is removed, a good protection to the log is- destroyed. In the present 
state of the boxwood trade, and considering the fact that the supplies which have been 
coming forward for some time past are deteriorating in quality, from the action of the 
• Turkish Government in closing the forests and from other causes, the probability of a 
supply of this wood from India is a matter of considerable importance. The usual 
run or this wood would not, however, fetch the high price of this picked sample. Tiic 
price realized cannot, however, be taken as any criterion, for whether supplies can be 
sent to this market, and sold at prices which will cover transit and freight, and then 
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leave a profit, is very doubtful. Could this wood be regularly placed on the market 
at a moderate figure, there is 'no reason why a trade ' " .. 


ie should not be developed in it.' 


H 930. Hazara, 7,000 feet 
H 165. Kangra (Steioart, 1866) 
H 168. Shahpur 


H 614 Kulu, 7,000 feet 
H 984. Kunawar 
H 990. 

H 38. 

H 77. 

M 29X4* J» »» 11 / t» •••••• 

H 424. Darua block, Deo an, North-Western Provinces, 6,800 
feet . . 


M • . • 1 

Kantru, Simla, 9 [ ooo feet 
Shali, Simla, 7,01k; feet 


t 


lbs. 

59 

58 

5 ® 

54 

f» 

57 . 


55 


• For a list of woods suggested as substitutes for boxwood see Appendix 
under Turnery. r 

Ifyrsonima iPulchira, DC. 

A tree of Mexico and South America. 

E 3719. Calcutta Botanical Gardens, (1879, Cyclone woods.) 


Cabinet-work. See Furniture in Appendix. 


178 
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CJESALPINIA. 

Caesalpinia Bonducella, Roxb., Leguminosje. 

* Vera. — Katkaranj , katkaleja, Hind, j Nat a, Beng. ; Bagni, Sonth \t. ; 

Akitmakit , Arab.; Khdvabe-tblis, Pers. ; Sagurghota, gaja, Bom.; 
Cajkai, Kan. ; Gechchaklay, Tam. ; Ka-lxendea, Burm. 

A common prickly shrub found all over in India. 
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C. coriaria, Willd. 

This is the American Divi-divi or American Sumach. See Divi- 
divi or Libi-dibl. 

The sinuous pods of this plant are used for tanning leather. 

Wood, weight 56 lbs. 

C. Sappan, Linn., Leguminosje. 

The Sappan Wood. 

Vtrn.—-Bakam, tairi. Hind., Guz., Beng.; Pat-anga, Tam., Bom.; 
Bakamu, bakapu, Tel.; Bokmo, Uriya; Pattang,* Mar.; Patanga , 
Kan. ; Teing nyet, Burm, 

A small thorny tree of the Eastern and Western Peninsula and 
Pegu, cultivated - in Central India in plantations., 

SapwoOd white, heartwood red. The wood takes a fine polish and 
does not warp or crack. 

Weight, according to Skinner, No. 33, 60lbs. per cubic foot; Wallich 
gives 61 lbs. 

lbs. 

C 3136. Moharli, Central Provinces (cultivated) (sapwood) 52 

C. sepiaria, Roxb. 

The Mysore Thorn. 

Vera. —Urn, uri, arlu, relu, kando, aila. Hind. ; Chillar, Mar. ; HoUigc, 
Kan.; Chillara, Bom. 

* A large climbling prickly bush on the Himalaya, and in Ceylon and 
Ava ascending to 4,000 feet in altitude. 
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CALAMUS. 

Makes an impenetrable fence placed for this purpose by Hyder Ali 
round fortified places. (Brandi!.) , • *” 

C 8460. Seranda Forests, Chutia Nagpur. 

• 

• • 

• 

• 

CALAMUS. 

• 

Calamus acanthospathus, Griff, j 

• • Met with in the Khdsia Hills. f 

182* 

C. andamanicus, Kurz. / 

Vem.— Chowdah, And. . 

Met with in the Andamans. 

i*C 

• 

C. arborescens, Griff (Kurz, ii, j/6), Palm/ , 

Vern.— Danoung, kyenbankyen, Burm. 

An erect cane met with in Pegu. 

B 1026. Toungoo, Burma. 

184 

a 

C. collinus, Gnff. • • 

An erect cane met with in the Khdsia Hills and in Upper Assam. 

185 

C. (Dcemonorops) Draco, Willd. 

Vera.— Dam-ul-akMtain, jaida rumi, hirada kkunh, Hind. 

It is a native of the Indian Archipelago. 

The drug is sold in dark-red, friable masses, from which a blood-red 
powder is obtained; often sold in the bazar in the interior of canes. 
This climber yields the Dragon’s-blood of the Indian Materia Medico. 

186 

C. erectus, Roxb. (FI. Ind., Hi, 77^.) 

Vera.— Suttgotta, Sylhft ; Tkeing, Burm. 

An erect cane of Sylhct, Chittagong and Pegu. 

&7 

C. extensus, Roxb. (FI. Ind., iii, 777.) 

Vera.— Dengullar , Sylhet. 

Met with in Sylhet. 

188 

C. fasdculatus, foxb. (II. Ind., Hi, 77P.) 

Vera.— Bara bet , Bfng. ; Kyeing-kha, BuRM. 

Met with in Bengal, Orissa, Chittagong, Burma and the Andamans. 

18P 

C. flagellum, Griff. « 

Vem.—Rabi bet, Nepal ; Reem, Lepcha ; Nagagola bet , Ass. 

Met with in Sikkim and Assam. 

190 

C. floribundus, Griff. 

Met with in Upper Assam. 

191 

C. gracilis, Roxb. (FI. Ind., Hi.) 

Vera. — Mapuri bet, Beng. ; Kraipang, Magh ; Mundi bet , Ass. 

• Met with in Assam and Chittagong. 

192 

• 

C. grandis, Griff. 

Syn. — Dcemonorops grandis, Kurt (Enum, so.) • 

Met with in the Andamans. 

M93 
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Calamus Gumba, Mart. * < . 

Vera. —Kyeihgnee, BuRM. 

Met with in Chittagong and Burma 
B 1031. Toungoo. 

C. Helferiaflus, Kurz («, 5 21; Enum., 39.) 

Met with in Tenasserim or the Andamans. 

C. humilis, Roxb. j 

An erect cane of Chittagoifc. 

C. hypoleucus, Kurz (ii, 323.) 

Syn.-— D(emonorops hypoleucus, Kurz {Enum., 29 ) 

RJet with«in Tenasserim. 

t 

C. Inermis, T. And. 

Vera.— b angri bet, Nepal; Brool, Lepcha. 

Furnishes the finest Alpenstocks. 

E 1016. Darjeeling, 1 • 

C. Jenkinsianus, Griff. 

Syn.— Cymbospathes Jenkinsianus, Gamble. 

Vem.—Goto pet, Ass. • 

Met with in the Sikkim Terai, the Duars and Assam. 

E 1018. Darjeeling. 

E 1300. ( Galbah ) Cachar. 

C. latifolius, Roxb. (FI. Ind., Hi, 775 -) 

Vem. Korak bet, Chittagong ; Sam, Magh ; Yamatha, feuRM. 

Met with in Chittagong Burma, and the Andamans. 

This cane is much used in Burma for tying timber in rafts, and 
making the cables which stretch across the r>ver at the Salween rope 
station. 

B 1001, 1003, 1027. Burma. 

E 1004. Chittagong. 

C. leptospadix, Griff. 

Vem ,—Dangri, bet, Nepal; Lat, Lepcha. 

Found in Sikkim and the Kh&sia Hills. 

C. longipes, Griffi 

Vem.— Gala bet, SuNDERBUNDS. 

Dr. King has identified this plant, proving the existence in India of a 
species hitherto supposed to be confined to Malaci a. 

E 1007 "Minderbuns. 

C. macracanthus, T. And. 

Vtm.—Phekopt bet , Nepal ; Ruebee , greem , Lepcha. 

E 1017. Darjeeling. 

t 

C. macrocarpus, Griff. 

Syn.—C. erectus, Roxb. 

An erect cane, met with in the Bhutan Duars. 
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CALAMUS 


Calamus Mastersianus, Qnff. 

Syn.—C. Guruba, Kurz. , ' 

Vem. — Sundi-bet, quabi-bet, Ass. 

E 1299. Cachar. 

C. mishmiensis, Griff. 

Met with in the Mishmi’Hills. 

C. montanus, T. And. , 

. Vem. —Gouri bet, Nepal; Rue, LepJha. * j 

Found in Sikkim and Bhutan. \Jelds the best cane for suspension 
bridges and dragging logs in Sikkim/ 

C. nutantiflorus, Griff. 

Met with in Assam. 

C. palustris, Griff. 

Syn.— C. latifolius, Kurz (», 518. j Enum., 34.) 

Met with in Mergui. 

C. paradoxus, Kurz (ii, $21 ; Enum., 40.) 

Met with in Martaban. • 

C. polygamus, Roxb. (Fi. Ind., m, 780.) 

Vem.—Hud&m, Chittagong. 

Met with in Chittagbng. . 

C. quinquenervius, Roxb. (Fl. Ind., Hi, 777.) 

Vem. — Hurnur-gullar, Sylhet. 

Met with in Sylhet. 

C. rotang, Linn 

The Rattan Cane. 

Syn.- C, Roxburghii, Griff . j 

Vem.— j Bed , Pkrs.»; Bit Cachibet, Beng., Hind. ; Pepa, prabba, C . P .; 
Perambu, Tam. j Beta mu, Tel. 

It is met with in Bengal, Assam, South India, and Burma. 

This is the species which yields the best Rattan Cane of commerce. 
Other species are, however, used as substitutes. It is split into strips 
and plaited or woyen into baskets, chairs, sofas, and carriages. It is 
twisted into ropes, or stretched entire across rivers, as the main supports 
of indigenous suspension bridges. 

C. Royleanus, Griff. 

Syn.— C. RorANG, Linn. * 

Met with in Dehra Dun and in Northern Bengal. 

C. schizospathus, Griff. 

Vtm.—Rong, Lepcha. 

An erect cane, native of Sikkim and the Khasia Hills. 

Stem about 2 inches in diameter with hard wood and c Iosely-packed 
fibro-vascular bundles j very close, as usual, towards the edge. 

C. tenuis, Roxb. (Fl. Ind., iii, 780.) 

Vem. —Bandhuri bet, Chittagong j Kring, Magh. ; Jalla bet. Ass, 

Met with in Assam, Sylhet, Chittagong and Pegu. 

E 3377- Sivoke Hills, Darjeeling. • 


53 


m ■ 



Part VII.] •. 

« 


Economic Products of India . 


I LUCAR- 

PA- i 

217' 7 ^ a ^ amus tigrinus, JSTurs .. , 

' Venl .— Lems^Bv rm.; Amdah, An f>. 

Found in Burma and the Andamans. 
B 1042. Andamans. * 


218 
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Vernacular names given to Canes sent to the Paris Exhibition, the scientific 
«,*■ names of which could not be determined. 

Persons who have the opportunity of doing so may find it possible 
to supply fresh specimens of t^jese plants along with leaves and fruits so 
as to admit of their identification. * 

From Chittagong were received Kerak jay at and golak ; the first is 
probably C. latifolius : from Assam Riphtn, ringer, risan, raidana, bent, 
• sowha bent, rangi, pakhori, hewka, charainari, lijai j from Cachar Jali, 
soondi, and gattah; frdm Burma, Theinkyeng, dyauthauhyeng, engk- 
yeng, toungkyeng, kyengbot, yanoung, khaboung; from South Kanara 
RethSt and nagabetha, and from the Andamans Boledah, jobetahdah, 
jobetah, and a palm called chardah. 


CALlCpPTERIS. 

Calicopteris floribunda, Lam., Combretace m. 

Syn. —Getonia floribunda, Roxb. FI. Jnd., ii, 428. 

Vein.— Kokoranj, C. P.; Bandi, murududu^ Tel. ; Marsada, boli, Mysore. 
A large climblhg shrub of Central and Southern India. 

Wood yellowish-white, moderately hard, with numerous broad medul¬ 
lary patches of soft, pith-like texture. 

Ills. 

C 2755. Moharli Reserve, Central Provinces . 45 


CALLICARPA. 

Callicarpa arborea, Roxb. (Fi. Ind., i, 390), Verbenace m. 

Vem. — Gkiwala, dera, shiwoali, Kumaun uBormala, Beng. ; Bundun,K ol ; 
Bogodi , gogdi. Kharwar j Boropatri, Uriya ; Dum Kotokoi, Sonthal • 
Scikrela, Mal, j Goehlo, Nepal.; Kodo, koeo; Mechi ; Suug-a, Lepcha- 
Doika, Rajbanshi ; Khoja, Ass. j Makanchi, Garo j Turmong, Magh ; 
Doung-sap-pyay, Burm. » 

A moderate sized tree with brownish, rough grey bark eft Kumaun, 
Oudh, Eastern Bengal and Burma ; chiefly in second growth forests. 

Wood grey, moderately hard, even-grained. Annual rings visible. 
Not used except Mr charcoal. 


597. Khookloong Forest, Darjeeling Terai . 

E 2398" } B amun P°k r *» Darjeeling Terai 
C 3 4 1 5- Seemah Reserve, Palamow, Chutia Nagpur. 


E 

E 


lbs. 

32 

35 


C. cana, Linn. 

Vern.— Arusha, Chittagong. 

A shrub of Bengal; common in forests and along roadsides in the 
Terai and Duars, extending probably southwards to the Ganges. 

Wood white, soft. Annual rings marked by a line of closer pores. 

E 3276. Dainah Reserve, Western Duars. 
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CALtlQOMJM. 

, • 

Calligomim polygo noides, Linn., Polygonacex. 

Vem. -Balanja, berwaja, tatuke, Trans-Hjdus ; .PActt, /Aifg, Pb. 

A slow-growing shrub of the arid zone of Sind, the Punjab and 
Rajputana, Afghanistan and Western Asia. • 

Most old stems are hollow. Heartwood reddish-brown, very hard. 
The .wood is chiefly used for fuel. Theibranches jmd twigs are used for 
the walls and roofs of huts. * 

; 

CALOPHYLLUM. 

Calophyllum inophyllum, Linn., Guttiferx. # 

The Alexandrian Laurel. * . 

Vem. —Sultana ckampa. Hind., Beng,; Poonang, Uriya; Pinnay, Tam. ; 
Puna, punas, Tel.; Wutna, pinekai, Kan.; Undi, Mar.; Surangi, 
undi, Sind ; Domba, Cingh. ; Ponguyet, Burm.j Bintangor, Mal. 

An evergreen tree, cultivated in the Western Peninsula, Orissa, South 
India, Ceylon, Burma, and the Andaman Islands. 

Wood reddish-brown, moderately hard, close-grained. Used for 
masts, spars, railway sleepers, machinery ( Kure ); also for cabinet 
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(Sibert.) 



lbs. 

w 733. 

South*Kanara . 

. • 

• 38 

B 2257. 

Andaman Islands (1866) 

• 

. . 45 

B 2258. 

fS 93 M 

• 

• 44 

B 2263. 

33 99 99 

• 

. . 26 


C. polyanthum, Wall. 

Vem.— Kandeb, Beng. ; Kironli, Nepal ; Sung Iyer, Lepcha. 

An evergreen tree of Northern and Eastern Bengal, the Khasia Hills, 
Chittagong and Burma, ascending to 5,000 feet. 

Structure the same as that of C. spectabile. Mr. Chester says it is 
used largely in Chittagong for masts, spars and rafters, and sometimes 
for small boat-building and canoes. 

lbs. 

E 1400. Chittagong . . . • • 44 

E 3692. „ Hill Tracts (1882) . . 42 

E 2490. *Chenga Forest, Darjeeling Terai . . 38 

E 2953. Chunbati, Darjeeling, 3,000 feet . . 30 

These last two have the same structure as C. polyanthum, but the 
wood has a dark-red colour. 

C. spectabile, Wilid. 

Syr. -C. Moonii, Wight ( Beddome , xxii.); C. amcenum. Wall in Paris 
Exhibition Catalogue j C. tbtrapetalum, Roxb. (FI. Jnd., it, 60S.) 

Vtm._ Panta-ka, kyandoo, Burm. ; Dakar tdladu. And. ; Lai chuni. 

Hind, (from Andamans.) 

A tall evergreen tree of Tenasserim and the Andaman Islands 
Wood lignt-red, shining, cross-grained, moderately hard. Is used for 
masts and spars ; also for plankinc, for which purpose it has lately been 
• used in building barracks in the Andamans. 

Andaman Islands 


B 525* 
B. 1992 
B 3197- 


(Kure, 1866) . 
(Home, 1874, No. 


14, Teeni) 


lbs 

39 
, 38 
39 
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Calophyllum tomentosum. Wights 

The PopN Spar Tree. 

_ e 

Sjfl.—C. ELATUM, Beddome (t, 2.) . 

Vem. — Poon, poone, Mal. ; Pongoo, Tam ; Siri poone kuvc, bobbi , Kan. 

A large, tall evergreen tree of the evergreen forests of the Western 
Coast from ^anara southwards. 

Structure the same as that of C spectabile. 

Yields the Poon spars of commerce, good spars often fetching large 
prices. It is also used for burning and bridge-work. 

p lbs. * 

W 762. South KanariL .... 32 

D 1279. Anamalai Hills . . . . 38 


226 

m 


C. Wightianum, Walk 

Syn.—C. DEcipiENs, Wight ( I.c ., 106.) 

^ CJcm.-dkalpoon, kull-ponne , Kan. ; Cheru pinnay, Tam. 

An evergreen tree, met within the Western Ghats from the Konkan 
to Travancore. 

Wood hard, red. Beddome says the timber is much esteemed and 
valuable for engineering purposes. 

*" » lbs. 

W 861. South Kanara.45 
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CALOTROPIS., 

Calotropis gigantea, B - Br ., Asclepiadeje. 

Vem. — Akandd, Beng. ; Maddr, ark, ah. Hind, ; Mdnddrd, akadd. 
Bom, ; Auk, Nepal; Yercum, Tam.,- Yerica, Mal.; Nella-jillcdu, 
yekka, jilledu chcttu, Tel.; Arka, pratdpasa. Sans.; Ushar, Arais. ; 
Kharak, Pers. ; Mayo-beng, Burm. 

A large shrub, found all over India in waste places and along the 
road sides. The fibre is exceedingly strong and good j the hairs from 
the seeds are largely used for stuffing pillows; the wood is used for 
making charcoal j and the root and the milky sap are regarded as 
valuable medicines. * 

CAMELIA. 

Camelia drupifera, Lour ., Ternstrcemiaceje. 

Syn.— C. Kissi, Wall. 

Vern.~ Kissi , hingua , Nepal ; Chashing , Bhutia, Lepcha. * 

A large evergreen shrub of the Eastern Himalaya, Assam and 
Khasia Hills, asuanding to 8,000 feet, of Tenasserim and the Anda¬ 
man Islands. 

Wood pink, moderately hard, close and even-grained. 

lbs. 

E 3111. Kalimpung, Darjeeling, 4,500 feet . 

E 3358. Sivoke Hills, Darjeeling, 1,500 feet . . 60 

C. Thea, Link. 

The China Tea Plant. 

Syn.—C. theifera; Griff {Hook, FI. Ind ., i , 292) (The Assam Tj^a 
Plant.) 

Vem. — Cha. 

\ shrub with thin grey bark, cultivated in many districts in India, 
especially in Kangra, Kulu, Dehra Dun, Kumaun, Darjeeling, the 
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. I CAPPARIS 


Western Duars, Assam, Cacjiar, Chittagong and Hazdribdgh, in North¬ 
ern India, as well as in the Nilgjri Hins afid Ceylon. • 

Wood grey, soft. • * 


O 3142. Dehra Dun 


lbs. 

• 56 


CANARiyM. 

C&narium bengalense, Roxb., BurIerace®. 

Vem. — Goguldhup, Nepal; Narofya, Lepcha; Tekreng, Garo; Bis- 
jang, dknna. Ass. \ 

A tall tree with straight cylindrical stem, of the eastern moist zone. 
Eastern Himalaya, Bengal and Burma. 

Wood shining, white when fresh cut, turning grey of\ exposure, soft, 
even-grained, does not warp, but decays readily. It is much esteemed 
in Bengal for tea-boxes, and also for shingles. 

lbs. 

E 703. Great Rangit Valley, Darjeeling, 3,500 feet . 28 
E 3592. Sukna Forest, Darjeeling Terai . . . 

C. strictum, Roxb. 

The Black Dammar Tree. 

Vem. — Kala dammttr, Hind., Heng., Guz. ; Karqpu, kongiliam, karafiu 
dammar, Tam.; Manda-dhufi, Kan.; Thelli , Mal. ; Nala rojan, 
Tel. 

A tall tree of South India. 


CAPPARIS. 

Capparis aphylla, Roth., Capparide®. 

Vem. — Kuril, P11.* Kiral, Sind; Kari, Bkhar. 

A small tree, found in the Punjab, Sind, Rajputana and the Dek- 
kan. 

Wood light-yellow, turning brown on exposure, shining, very hard 
and close-grained. Used for small beams and rafters in roofs, for 
the knees of boats, for oil-mills and agricultural implements; it makes a 
good firewood, and is not eaten by white-ants. 

lbs. 

P 444. Aj mere. 

P 892. Multan . . . . .* -53 

P 941. ,. .......... 

P 3056. 1, ^ * . . . . . .... 

C. grandis, Linn.f. 

Syn.— C. bisperma, Roxb, {FI. Tnd., it, $69.) 

Vem. — Guli, regguti, ragota, Tel. 

A small tree of the Chanda district and eastern part of the Dekkan, 
, the Eastern Gh&ts and Carnatic. 

Wood white, moderately hard. No heartwood, no annual rings; 
durable; much used by the natives in the Madras Presidency. 

Rib. 

C 1134- Ahiri, Central Provinces. 46 


• I 
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* 34 . , Capparis horrida, Linn./. , 

. Syn.*-C. ze^lanica, Roxb. {FI. Ini.., ii, sty.) 

0? Vem. — His, khrvila, Pb. ; Karralura, Oudh ; Adonda, Tel. ^ Katernx, 

. Gond ; Gitoran, AjMERE ; Bagnai, Monghvr ; Atanday, Tam. ; Oser- 

• via, Uriya. • 

A climbing thorny shrub, grows in most parts of India and Burma. 
Wood ^%llowish-white, moderately hard. Faint, wavy, concentric 
lines of soft tissue. 

• I Ityi. 

P 3244. Ajmere . %. 47 . 


P 3244. Ajmere . 1 . 
"jggj C. multiflora, Hook./, and TV 

Vem.— - Suntri . Nepal. * 


Vem. — Suntri , Nepal. * 

• A climbing thorny-shrub* of the Eastern Himalaya and Upper 
Burma. 

Wood white, moderately hard. 

1 • E 3349. Nagri, Darjeeling, 4,000 feet. 

236 c. olacifolia Hook./, and Th 

Vem. — Naski, hats, Nepal ; Jhenok, Lepcha. 

A thorny shrub of the Sub-»H imalayan tract from Nepal to Assam 
chiefly in the undergrowth of siss 5 forest, along rivers. 

Wood white, hard. 

lbs. 

E 3297. Balasun, Darjeeling Terai . . . .44 

237 C. sepiaria, Linn. * 

Vem. — Hi tin garna, Pb. ; Kanti kapali, Uriya. 

A shrub, growing in dry places in India and Burma. 

Wood white, hard. 

P 3242, Ajmere. 

C 3580, from Khurdha, Orissa, is this species. The wood resem¬ 
bles that of the Ajmere specimen, but the medullary rays 
are moderately broad and longer. 


CARALLIA. 

238 Carallia integerrima, DC., Rhizophoreje. 

Syll.—C. luclDA, Roxb. (FI. Ind., ii, 481; Kura, i, 451.) 

Vem. -Kierfia, Beng. ; Palamkat, Nepal ; Kujitekra, Ass. ; Karalli, 
Tel.; Attdipunar, Kan.; Punschi, Bom.; Dawata, CinI^h. ; Bya, 
Arracan ; Maneioga, Bukm. 

An evergreen tree with thin, dark-grey bark, found in the Eastern 
and Western moist zones, in Eastern Himalaya, Bengal, Burma, South 
India and the Andamans. 

Sapwood perishable; heartwood red, very hard, durable, works 
and polishes well. Used in South Kanara for furniture and cabinet¬ 
making, and in Burma for planking, furniture and rice-pounders. 

lbs. 

W 743. South Kanara.42 


W 743. 
B 308. 
B 816. 
B 2530. 
B 2210. 
B 1500. 
C 3482. 
*No. 19. 


Burma (1867) 

Burma . . . 

Burma (1862) 

Andaman Islands (1866) 
Burma 

Saranda Forest, Chutia Na; 
Ceylon Collection (marked \ 


ur . 

zeylanica) 
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No. 907. Ceylon Colleotion (Afr^ Adrian Mendis )— Vera. 

Ukbeiriye, Cingh., is probably C. "Calydna, J^enth. »The 
m wood is dark, in structure resembling C. idtegerriioa. 


CARAPA. . § 

Carapa moluccensis, Lam., Meliace®. 

*Syn.—C. obovata, Bl. ( Kura, i, 23 &); Xylocarpus Granatum, Kon. 

® Vem. — Poshur, pussur, dhundul, %eng. ; Kandalanga, Tam.} Pinla- 

young, Burm. 4 

A moderate sized evergreen tree the Coasts of Bengal, Malabar, 
Burma and Ceylon. ' _ • 

Wood white, turning red on exposure, hard. Weight about 45 to 
50 lbs. per cubic foot. » 

Used in Burma for house-posts, handles of tools and wheel spcfces. 
Captain Baker in May 1829, in Gleanings in Science, spoke of Pussur 
or Pussooah as being a jungle wood of a deep purple colour, extremely 
brittle and liable to warp. He said that native boats made of the best 
species last about three years, and tljat the wood, if of good quality, 
stands brackish water better than sal 


CABETA* 


E 402. Sundarbans 

lba. 

.... 41 

B 2514. Burma (1862) 

.... 4^ 

B 2239. Andaman*(1866) . 

. ■ 4 * 

E 3696. Sundarbans (1882) 

. . . • 49 


CAREYA. 

Carey a arborea, Roxb., Myrtace®. 

Vem.— Kumbi, kumbh, khutnbi. Hind. ; Pilu, Banda; Gumar, Mand- 
LA, BalaghAt ; Kumri, Chhindwara; Gummar, Gond; Boktok, 
Lepcha \ Dambel, Garo } Ayma, pailae, poota-tammi, Tam. ; Asunda, 
Kol ; Kum, Bh^mij ; Budd-durmi, buda darini, dudippi, Tel. } Gavul- 
du, Mysore ; Bambway, Burm. ; Kabooay, Taleing } Tagooyi, Karen ; 
Kahatte, ClNGH. 

A large deciduous tree, leaves turning red in the cold season, found 
in the Sub-Himalayan tract from the Jumna eastwards, in Bengal, Burma, 
Central and South India. Growth fast; a round in the Bengal Fruit 
Museum gave foirr rings per inch of radius. 

Sapwood whitish, large; heartwood dull red, sometimes claret- 
coloured, very dark in old trees, even-grained, beautifully mottled, 
seasons well, very durable, moderately hard. The specimens brought 
by Dr. Wallich from Tavoy in 1828, and tlfet brought from the 
Mishmi Hills by Dr, Griffith in 1836, were quite sound on being cut up, 
though they had been stored for 50 years in Calcutta. The wood 
is little used except for agricultural implements. It is being tried for 
railway sleepers on the Eastern Bengal and Northern Bengal State 
Railways, but the result of the experiment is not yet known. Kurz 
says it is used in Burma for gun-stocks, house-posts, planking, carts, 
furniture and cabinet-work. It stands well underwater. 

lba. 

, O 208. Garhwal (1868). 53 

O 228. n i, • ■ • • • * 53 

O 1479. Kheri, Oudh ...... 59 

C 1131. Ahiri Reserve, Central Provinces . . . ,58 

C 2747. Moharli Reserve „ „ (sapwood) . 37 

_ . 59 . 
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E 624. Rakti Forest, Darjeeling Terai 
E *378. Sivoke „ 1 „, „ 

E 1441. Mishmi Hills ( Griffith , 1836) 

B 2703. Tavoy ( Wallich , 1822) 

B2685. ,, ,, . 

g 2 7 «>. „ „ „ . 

B 2^S. Andaman Islands (i860) 

B 3 H 7 * » „ {Home, 1874) 

No. 41. Ceylon Collection 

l 


48 

51 

56 

'59 

56 

Si 

55 

56 
33 


CARISSA. 

Carissa Carandas, LHtn., Apocynace m. 

Vern .-— gau nda, karunda, garinga, karrond, timukhia, gotho, Hind, j 
• * Kurumia, karamcha, bainchi, Reno. ; Kendakeri, kerendo kvli, Uriya ; 

Karmurda, gANS. j Kalaka, Tam.; Kalivi Itaya, Tel. ; Kareki, heg- 
gerjige, Kan. 

A bush cultivated for its fruit in most parts of India; said to be wild 
in Oudh, Bengal, and South India. 

Wood white, hard, smooth,*clpse-grained. 


q 3569* ) Khurdha Foists, Orissa. 
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C. diffusa, Roxb. (FI. In i., i, 689.) 

Vern. — Karaunda, Hind. ; Kanuwdn, Oraon ; Anka knli, Uriya; Gan, 
garna, garinda , Pb. ; San karunda , Uriya j Wakoilu, Tel. 

A small, thorny, evergreen shrub, with light-grey bark. Wild in 
most parts of India, especially in the drier zones and in the plains of the 
Punjab, the Sub-H imalayan tract up to 4,000 feet, and in Trans-Indus 
territory; also on the coast of South Andaman. ( Kurz .) 

Wood hard, smooth, close-grained, said when very old (in Kangra) 
to be black and fragrant. {Brandts.) It is generally gregarious, often 
forming undergrowth in forests of Pinus longifolia, bamboo, and occa¬ 
sionally teak. It spreads rapidly in clearings, coppices freely, and makes 
an excellent fuel. It is used for turning and combs, and to make dry 
fences. 

P. 112. Bhajji, Simla, 4,000 feet. 

C. 3518. Khurdha Forests, Orissa. 

C. 3649. It kuri, Hazaribagh. 


CARPINUS. 

« 

Carpinus faginea, Lindl., Cupueifeiue. 

Vern. — Shirdsh, tmar, bijavwi, Pb. j Gish , N. W. P. 

A moderate sized tree of the Himalaya from the Beas eastward; 
altitude 4,000 to 7,000 feet. 

C. viminea, Wall. 

Vent. — Ckarkkri, kdi, Pb. ; Pumne, goria, chamkharak, N. W. P.; Chukissi, 
konikath, Nepal. 

A moderate sized tree of the Himalayas, from the Ravi eastwards, 
from S,ooo to 7,000 feet, often near water ; and of the Martaban Hills 
at 5,000 to 6,000 feet. 

Wood white, shining, no heartwood, warps in seasoning. The stem 

60 
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is irregular in section like that of tj|e European Hornbeam , which it 
much resembles both in bark amd woodj and in ggneral appearance. 
, * lbs. 

H 3098. Sipi, Simla, 6,500 feet . . . .50 


CASRAltIA 


Cart and Carriage-building— Woods used for. 


See Appendix. 


CARYOPTERIS. • 

Caryopteris Wallichiana, Schauer, J^erbenace*. 

Vem ,—Moni, tnohdni, Kumaun; Slkechin, Nepal. ; Malet, Lepcha. 

A large shrub with thin grey papery bark, peeling oft in vertical 
strips, met with on the Outer Himalaya, froifl the Indus to Bhutan, as¬ 
cending to 3,000 feet. * 

Wood dark-grey, moderately hard, with the scent of cherry Wood, 

Mis 

E 2402. Chunbati, Darjeeling, 2,000 feet . . 44 

E 3668. Rinkinpung, Br. Bhutan 3,000 feet. 
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CARYOTA. 

Caryota urens, Linn., Palmje. 

Vem.— Rungbong , Among, Lepcha j Bara flawar,’Ass .; Salopa, Uriya j 
Mhdr,mardi,mari, jirugi, Tel. j Conda-panna, crim-panna, utali-pan- 
na, Tam. ; Bhyni, beina, bagnt, Kan. j Bivh, Mar Shinida pana, 
Mal. ; Kitful, nepora, Cinuh. j Hlyrmban, Magh j Minho, BuKM. 

A beautiful palm, with smooth, annulated stem, met with in the 
forests of the western and eastern moist zones. On the Western Ghats 
it extends to near Mahableshwar. It is common in Burma, Bengal, 
and Orissa, ascending in Sikkim up to 5,000 feet. 

The outer part of the stem is hard and durable and the vascular 
bundles crowded, black, very large. The wood is strong and durable; it 
is used for agricultural*purposes, water conduits and buckets. 

lbs. 

E 2459. Chawa Jhora, Sivoke, Darjeeling . . 45 

No. 44. Ceylon Collection.71 
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CASEARIA. 

Casearia glomerata, Roxb. (fi . ind., a, 419), Camydace*. 

Vem.—Lurjur, Sylhet; Burgonli, Nepal; SugvSt, Lepcha. 

A large evergreen tree, found in Eastern Bengal, ascending to 6,000 
feet, and in Chitagong. 

Wood yellowish-white, moderately hard, rough. Used for budding, 
charcoal and occasionally for tea-boxes. 

lb*. 

E 691. Chuttockpur Forest, Darjeeling, 6,000 feet. 48 
E 2381. „ „ „ „ . 45 

C, graveolens, Dalzell . 

Vem. — Ckilla, ndro, katchera,pimpri. Hind. ; Rati, Kol ; Beri, Kharwar: 
Newt, Sonthal j Girchi , Gond j Reviat, Kurku. 

A small deciduous tree, found in the Sub-Himalayan tract from the 
Chenab eastwards, in Oudh and Central India. 
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Wood light-yellow, modera^ly hard/rough, even-grained } not used. 
The fruit'is use<j to poison 'fish. 

• n». 

O 240. Garhwal ^ x868).42 

O 271* n a . . • . . 4® 

O 1456. Bahraich, Oudh.49 

O 3990. Kheri, Oudh . 

Casearia tomentona, Roxh, (fi . lnd„ a, 421.) 

Vem.— Chilla, chilara, bairi , bhari, Hind ; Maun, Manbhum ; Men, wLsa, 
gan-gudu, Tel. j Lainjai massei, karei. Mar. ; Rare, Kol j Beri, Khak- 
war; Chorcho, Sonthal, 'Munburo’&uri, Mal. ; Girari, Uriya; Thun- 
dri, Gond ; Khesa, Kurkh. 

A small tree of the Jyib-Himalayan tract from the Indus eastwards, 
of Oudh, Eastern Bengal, and Central and South India. 

Wood yeKowish-white, moderately hard, rough, close-grained; used 
*to mike combs. 

lbs. 

Gonda, Oudh.... 


O 1363. 
O 3085. 
O 3089. 
C 1183. 
C 2802. 

c 3527- 


Kheri, Oudh , . . . 

Ahiri Reserve,‘Central Provinces 
Melghat, Berar (young) . 
Khurdha Forest, Orissa . 


41 


41 

38 

43 


CASSIA. 

250 | Cassia auriculata, Linn., Leguminos®. 

Vern. —Tar war, Hind.; Tangedu, tangar, Tel. j Avar ike, Kan. 

A shrub of Central and South India. 

251 | C. Fistula, Linn. 

The Indian Laburnum. 

Syn.—C athartocarpus Fistula, Pers. J 

Vera. — Amalias, Hind.; Alash, alt, hurangal, kidr, kanidr, Pb.; 
Raj-briksk, kitola, Kumaunj Chimkani, Sind.; Gurmala, Guz.; Sun- 
dali, bandarlati, Beng. ; Nunui, Sonthal; Sonawir, Mal; Hari, 
Kol; Dunrds, Kharwar; Sandari, Uriya ; Kitwdli, kitoli, itola, 
shimarra, sim, N.-W. P .; Warga, Oudh ; Jaggarwah, raila, hirojah, 
karkacha, C. P.; Raella, Baigas ; Jaggra, jugarua, kambar, rera, 
Gond ; Banag, bangru, Kurku ; Bahawah, baya, bawa, IVjgAR.; Raj- 
birij, Nepal; Sonalu, Garo; Bonurlati, bonurlauri, Palamow; 
Sunaru, Ass.; Bandolat, Cachar; Kone, sirikone , Tam ; Reylu, 
rela, suvarnam, konay , Tel.; Kaki, Tam.; Kakke, Kan.; Ahalla, 
Cingh. ; G.iooshway, gnoogyee, Burm. 

A moderate sized deciduous tree of the Sub-Himalayan tract, as¬ 
cending to 4,000 feet, and throughout India and Burma. 

Sapwood large, heartwood varying in color from grey or yellowish- 
red to brick-red, very hard to extremely hard. Sharp, thin, white, 
concentric lines which may possibly be annual rings. 

The wood is very durable, bat rarely of sufficiently large size for 
timber. It makes excellent posts, and is good for carts, agricultural 
implements and rice-pounders. 

ibs. 

P 101. Sutlej Valley, Punjab, 3,000 feet. 

P 437. Ajmere. 

.P 439 - „ 61 

O 244. Garhwal (1868).52 

62 
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333 * 
1154 . 

6 3544 * 
579 - 
2352 . 

783* 

W 864. 
D 2052. 
D 1076. 
B 2525. 
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E 
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56 

62 

62 

60 

62 

58 

73 

66 


Gorakhpur (1868) % 

Ahiri Reserve, Central Provinces . , 

Khurdha Forests, Orissa . . * 

Lohagarhi Forest, Darjeeling Terai 
Bamunpokri, Darjeeling Terai 
Kamrup, Assam 

South Kanara .... 

Mysore. . . 

North Arcot, Madras . . $ 

Burma (1862) . | . 

The difference between the wooa of this tree and that of Ougeinia 
dalbergioides consists in this, that in jhe former the patches of white soft 
tissue are continuous, forming belt?; whereas in Ougeinia they ase 
rhomboidal, pointed at the ends, and form interrupted belts. 

Cassia marginata, Roxb. ( Fi . Ind., a, • • . 

Syn.— C. Roxburgh!!, D.C. (Beddome, t, 180.) 

Vera. — Urimidi , uskiamen , Tel, j Ngoomee, Burm. j Ratoo-waa, Cingh. 

A small deciduous tree, with deeply cracked, brown bark, found 
in Madras, Ceylon and Burma (Thoungyeen forests). 

Heartwood light-brown, very hafa. The wood is well adapted for 
turning, naves of wheels and handles of tools. 


B 301. Burma (1862) 


lbs. 

59 


C. slamea, Lamk. 

Syn. — C. Florida, Vahl. (Beddome,'t., 179); Senna sumatrana,#<«£. 

(FI. Ind., ii, 341.) 

Vena,— Bead, manje konne, Tam.; Si me langadi, Kan. ; Waa, Cingh.; 

Maizalee, Burm. 

A moderate sized tree with smooth bark, found in South India, 
Burma and Ceylon. 

Sapwood whitish, rather large. Heartwood dark-brown, nearly 
black, very hard; very durable. Used in Burma for mallets, helves and 
walking-sticks ; in Seuth India it is little known, but 
one of the best kinds of fuel for locomotives in Ceylon. 


D 1080. North Arcot 
B 2526. Burma (1862) . . . 

B 2712. Tavoy (Wallich, 1828) 

E 37x0. R. B. Gardens, Calcutta (1881) 


it is considered 
(Beddome.) 
lbs. 

* • 58 

• 54 

• 52 

• • 45 


C. sp? 

Major Ford sent from the Andaman Island^ in 1866, a sample of 
a hard durable wood, olive-brown, with a structure very similar to that 
of Ougeinia dalbergioides. Evidently a common Andaman wood and 
known by the name of Gnoogyqe. 

lbs. 

B 2260. Andaman. 45 

B 2295. ..46 

C. timoriensis, DC, 

yjttn,—Arremene, Cingh. ; Toung maizalee, Burm. 

* A handsome, small, evergreen tree, met with in Burma and Ceylon. 

Wood dark-brown, nearly black. Structure resembling that of 
C. ft' nr »i* n ; used in Ceylon for building and furniture. 

•lbs. 

No. 4. Ceylon Collection.. • 57 
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Cassia Tora, Linn. ( 

The F(eti6 Cassia. , 

Vem. — Chakunda, Hirid. and Beng.j Tdnkald, kovariya, Bom.; Tarota, 
Dec.; Ushitrtagari, Tam.; Tagarisha chettu, Tel.; Dan-kywai, 
Bubm. ; Prabanatha, Sans. 

A greg^ious under-shrub, from I to 2 feet in height, found every¬ 
where in Bengal, widely spread and abundant throughout India. 

CASTANOPSIS. 

4 

Castanopsis indica, Alph. Df., Cupulifer.®. 

* Syn. — Castanea iridica, Roxb. (FI. Jnd., iHi, 643; Kurz, ii, 47(1)-, 

Quercus SERRATA, Roxb. ( 1 . c., 641, probably.) 

Vem. — Ba*j katus, Nepal ; Kashiordn, 'Lepcha ; Serang, Ass.; Cha- 
rang, Garo; Tailo, Cachar ; Nikari, gol-shingra, Sylhet. 


A moderate sized evergreen tree met with in Nepal, Eastern Bengal, 
Assam and Chittagong, ascending to 5,000 feet. 

Wood grey, hard. It splits well and is very largely used for shingles 
in Darjeeling. It coppices ty-eely, and is often pollarded and the 
branches burnt for manure. 


E 494. Dalka Jhar, Darjeeling Terai 
E 681. Khookloong Forest „ „ 

E 1254. Tfzpur, Assam . . .< 


lbs. 

43 
45 

44 
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C. rufescens, Hook.f and Th. 

Vern. —Dalne katus, Nepal ; Sirikishu, Lepcha j Hingori, Ass. 

A very large evergreen tree of Sikkim Himalaya, from 6,000 to 
9,000 feet. 

Wood grey, hard. Annual rings marked by narrow belts of firmer 
texture. It is used in Darjeeling for house-building, agricultural 
implements and other purposes, exactly as that of Quercus pachy- 
phylla, which it very closely resembles. It makes excellent shingles, and 
is more valuable as planking and posts wheiever exposed to w'ct than 
other species of this genus. 

ibs. 

E 354. Rangbul Forest, Darjeeling, 7,000 feet . . 47 

E 2457 * »» » ,» »» • • 45 

C. tribuloides, Alph. DC. 

Syn. — Castanea tribuloides, Kurz (ii, 480) ; Quercus ferox and Q. 
armata, Roxb. (FI. Jnd., Hi, 639, 640.) 

Vem. — Tutnari, katonj, Kumaun; Musre katus, kotur, chisi, maku, 

- shingali, NLpal ; Bar hingori, kanta singar. Ass.; Dingsaot, Khasia ; 
Singhara, Tipperah ; Kanta lal batana, Chittagong ; Kyansa, 
Burm. 

An evergreen tree, met with in South-East Kumaun, Nepal, Eastern 
Bengal, ascending from the plains to 6,000 feet, in Chittagong and hills 
in Burma, above 3,000 feet. 

Wood grey, moderately hard. Annual rings marked by darker 
lines. Used for planking, and is good and durable; also for shingles. 

The tree coppices admirably, and with C. indica, Quercus spicata and 
Engelhardtia should be grown wherever firewood and charcoal forests 
are required, as they often are by planters. 

lbs. 

. E 626. Dulka Jhar, Darjeeling Terai . . *32 

‘ E 495. Khookloong Forest, „ „ . . 39 
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CASTANOSPERM.U M. 

Castanoqpermum australe, A. Cunn., Leguminosje. 

The Moreton Bay Chestnut. • 

A tree of subtropical regions of Australia, occasionally planted for 
ornament. , 

Wood white, with a yellowish tinge, hard. "* 

E 3653 Bamanpokri, Darjeeling Terai (from a planted tree). 


CEJDfiELA 
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CASU ARINA. 

Casuarina equisetifolia, Forester , Ca^jarinace.®. 
The Beefwood of Australia. * 



Syn. —C. MIRJCATA, Roxb. 

'Vem.—Chouk, Tam. j Serva , Tel. ; Kdsrike, Mysore; ^Tinyti, JJurm.j 
Aru, Mal. 

A large evergreen tree, with leafless drooping branches, and branch- 
lets which are deciduous and perform the functions of leaves; found 
in the coasts of Chittagong, Burma, the Malay Archipelago, North 
Australia and Queensland; cultiva'j&d all over India, except in the 
north-western portion of the Punjab. 

Wood white, brown near the c ntre, very hard, cracks and splits. 
It is hard and heavy, and difficult to cut, and according to Skinner, 
No. 42, weighs 55 lbs. pei^cubic foot; our specimen gives 62 lbs. 

It has b n largely planted in North Arcot, South Arcot, Madras and 
other districts of the Madras Presidency for fuel, for which it is excellent, 
but it requires to be near the sea-coast and to have water at the roots, at 
least 10 feet from the surface of the ground. Trees planted in sandy 
soil often suffer much from drought the first two or three years, the tap¬ 
root then finds its way down to about 10 feet '.nd reaching water the 
tree begins to thrive. It is of course best near the sea, but fine trees 
may be seen in places in Northern India, especially at Saharanpur and 
Umballa. Casuarina seems to coppice well, and undoubtedly is, in 
suitable localities, and considering its extremely quick growth and the 
qualities of its wood, one of the most important trees we have for fuel 
and other plantations. 

lbs. 

E 2465. Calcutta ....... 62 


CEDRELA. 


Cedrela serrata, Foyle, Mfxiace®. 

Syn.—C. Toon a ; Roxb. (Hook, FI. Ind., i, 568, in part.) 

Vem ,—Drawi, dalli , dal, dauri, khishing, khinam, A..W. Him. 

A tree of the North-West Himalaya up to 8,000 feet. 

Heartwood light-red, even, but open-grained, fragrant. Annual 
rings distinctly marked by broad belts of numerous large pores. 

Wood used for the hoops for sieves and for bridges and for many 
purposes about Simla. The shoots and leaves are lopped for cattle 
fodder. 


« 


Dungagalli, Hazara, 6,000 feet . 

lbs. 

• • • • • 

Hazara, Punjab, 6,000 feet . 

. 3 S 

Murree, Punjab, 7,000 „ . 

. 29 

Saldn, Chamba, 5,000 „ . 

. 28 

Matiy&na, Simla, 7,000 „ . 

■ 3 » 

Deoban, Jaunsar, 5,500 „ . 

- 3 ° 

, 6 5 
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CEDRSLA .1 


In the Monograph of therfMellucem published in 1878 by Casimir de 
CandoHe, the species of Cedrela formerly grouped under the one head 
of Cedrela Toona, Roxb., have been separately described. . 

They are thus distinguished:— 

Ovary glabrous— 

Leaflets petioled . . . . C. Berata, Royle. 

leaflets subsessiie .C. glabra, C. de Cand. 


Ovary hairy— 

Leaflets aaite at the base 
Leaflets round at the b^e 


C. Toona, Roxb. 

C. microcaipa, C. de'Cdhd. 


In the Trees, Shrubs and. Climbers of the Darjeeling District, three 
varieties were spoken of and^eparated as follows :— 

No. 1. Deciduous; flowering March; fruiting June; bark grey-brown, smooth, 
exfoliating; found in the plains on low land. 

*io. 2 . Evtrgreen; flowering October-November; fruiting February and March; 

bark dark-brown, rough, not exfoliating; found in the lower hills 
up to 4,000 feet. 

No. 3. Evergreen; flowering June; fruiting November-December; bark light. 

reddish-brown, exfoliating in long flakes; found in the upper hills 
from 5,000 to 7,000 feet and of great size.” 


No. I is C. Toona, RoA>; No. 2 probably C. microcarpa, C. de 
Cand; No. 3 probably C. glabra, C. de Cand. It would, however, 
have probably been better to describe No. 1 as ‘deciduous in the cold 
season ’ and Nos. 2 and 3 as * deciduous in the rains/ There is perhaps 
a fifth species. ( , 

They may'also be distinguished as follows by the capsule:— 

Capsule smooth 4 ca P sule , round . • • C. Toona. 

v l » long, pointed , . C. microcarpa. 

Capsule covered with corky tubercles . . . C. glabra. 

Of the Northern Bengal specimens which we have examined, E 360 
and E 2333 will be C. glabra, while E 655, E 2332, E 3599, E 3619, and 
E 3623 will be C. microcarpa. Some of the Assam, Chittagong and 
Burma specimens are probably C. microcaipa. 

No. B 3378 from the Salween, 2,000 feet,, is probably C. multijuga, 
Kure, 22Q. —Vern. Toungdama, Burm.; Nee, Karkn (Trade name, 
like the other Toon-woods, Thtitktado.) It has a light, soft, pink wood, 
with the usual characteristic scent strongly perceptible, and structure 
resembling that of the other species of Toon, the pores being perhaps 
more scantily distributed. 

Weight, 35*s lbs. per cubic foot. * 

{Gamble’s Addenda.) 

263 Cedrela Toona, Roxb. 

The Toon or Indian Mahogany Tree ; Moulmkin cedar. 

Vern. — Turt, t&ni, lun, maha nttn, Hind. ; Tint, tin, lud, Beng. ; Malta 
limbu, Uriya; Mahlun, SatpuraS; Draw, Pb. ; T&ni, bobich, labsht, 
Nepal ; Simal, Lepcha ; Poma, henduri poma. Ass. ; Suit, mdli ,, 
Salem ; Kal kilingri, Nilgiris ; Sandani vembu, Tinnfvelly ; Tundu 
kempt gandaghei, Kan.; Nogi, belandi, CoORG; Deodari, kuruk. 
Mar.; Chikaao, tseetkado, Magh; Shuruzbed, Chakma; Thitkado, 
Burm. 

A large tree, about 50 to 60 feet in height, growing in the Sub-Hi¬ 
malaya in forests, Bengal, Burma and South India, ascending to 3,000 
feet in the North-West Himalaya and in Sikkim to 7,000 feet. 

Wood brick-red, soft, shining, even but open-grained, fragrant, 
seasons readily, does not split nor warp. Annual rings distinctly marked 
by a belt of large and numerous pores. 

66 
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It is durable and is ritrt eate^by. white-ants; it # is highly 
valued and universally used for furniture of all kinds, *and is also em¬ 
ployed «for door panels and carving. From Burma it is exported under 
the name of Motumein Cedar, and as such*is known in the English 
market. It there fetches about Rs. 65 per ton, the cost of cutting and 
delivery being Rs. 4.4, according to Major Seaton, ln^North-West 
India it is used for furniture, carvings and other purposes. *ln Bengal 
and Assam, it is the chief wood for making tea-boxes, but is getting 
scarce"on account of the heavy demand. .The Bhutifs use it for shingles 
slhd'for wood-carving; they also hollow it*out for rice pounders. It is, or 
rather used to be, for very large trees are now rather scarce, hollowed 
out for dug-out canoes in Bengal and Assam. In Bengal, Assam and 
Burma it grows to a very large size, trees 20 feet girth with a height of 
80 to 100 feet of clear stem being not uncommon in forests which have 
been only little worked like those in Dumsong and in sorpe parts of the 
Chittagong Hill Tracts. At page 91 of the Indian Forester, Vol. # i., the 
cubic contents of four trees in the Reyang Valley, Daijeeling, are given as 
an, 375, 720 and 400 cubic feet respectively; the third of these had a 
mean girth of 12 feet and a length of 80 feet, while the second had a girth 
of 20 feet. It is easily propagated from seed, but the seeds being very 
small and light, the seed-beds must b(?Sheltered till the seedlings have 
well come on. It also coppices freely. 

Iba. 

Madhopur, Punjab.35 

Simla, Puifjab . . . ... <37 

Sirmur, Punjab . . . . . .... 

Garhwal, 1868.36 

Mandla, Central Provinces, 1871 . . *37 

Tukdah, Darjeeling, 5,000 feet . . . 34 

Darjeeling, 6,000 feet.34. 

Bamunpokri, Darjeeling Terai . . *30 

Sukna, Darjeeling, 2,000 feet . . *36 

Kamrup, Assam. . . . . *44 

Tezpur, Assam . . . . . -34 

Sibsagai? Assam * . . . . 31 

Chittagong . . . . . ... 

Salem, Madras . . . . . -39 

South Kanara.29 

Burma, 1867 ...... 35 

Tharrawaddi, Burma . . . . .38 

Salem Collection . . . . . 35 

„ „ (marked Chick r assia tabularis) . 37 


CEDRUS. 

Cedms Deodara, Loudon , Conifers. 

Deodar, Himalayan Cedar. 

Syn.-— Pinus Deodara, Roxb. {FI. Ind.,iii, 6$i.) 

Vera. —Nakhtar Imanaa , Afg. ; Didr, deodar, dedwar, daddr, Hazara, 
Kashmir,Garhwal, Kumaun; Paludar, Hazara; Kelu, keoh, kilar , 
, kilei ; Chhnab to Jumna; Kelmang, Kunawar ; Giam , Tibet. 

A very large and tall tree, found in the North-West Himalaya, be- 
tween 4,000 and 10,000 feet, extending east to the Dauli river, a tribu¬ 
tary of the Alaknanda below the Niti Pass, in the mountains of Afghanis¬ 
tan and North Beluchistan. 


p 

1191. 

H 

8. 

H 

5 * 

O 

214. 

C 

177. 

E 

360. 

E 

2333 - 

E 

655 - 

E 

2332. 

E 

640. 

E 

1266. 

E 

1229. 

E 

712. 

D 

1054. 
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B 

272. 

B 

803. 

No. 18. 

No. 19. 
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Heart wood light-yellowi^?-brown,* scented, moderately hard. In 
each annual sripg the outer belt 6f firmer and darker coloured tissue is 
generally narrow, and the inner belt is not very soft but* in excep¬ 
tional cases and under certain conditions which have not yet 


aiutuae, tls rast-grown trees possess hard tissue in the spring wood. Me¬ 
dullary rays fine and very fine, unequal in width. No vertical resinous 
ducts, as in Pinrh, but the resin exudes from^cells which are not'visible to 
the naked eye. On the edg^of certain annual rings are frequently found 


tne wood is sometimes more'resmous. 

In common with most species of the Order, the Deodar has well 
marked annual rings which there is little, if any, reason to doubt, each 
« represent the growth of a year. More information has, perhaps, been 
collected on the subject of the rate of growth of Deodar than of any 
other species of Indian tree, though we have as yet no such complete 
series of trees of known age to deal with as were available at Nilambur 
for the question of the rate of growth of teak. The geographical range 
of Deodar, especially in altitude, is very wide, and this circumstance, < 
considering that some specimens may be obtained from sheltered places * 
in comparatively warm valleys, while others come from exposed and 
high situations, makes it doubtful whether much value can be attached 
to general deductions from data collected from many quarters, and 
whether it should not usually be the practice to take only for use in any 
forests, the experiments made on trees in that or neighbouring localities. 
But the experience we have hitherto gained is very valuable, and it will 
be best to put together the items of information available. In Brandis' 
Forest Flora of North- West and Central India , pp. 520 to 524, a large 
amount of information is collected, to which reference can be made. It 
is there stated that the Deodar forests may be classified in three great 
divisions, vis .:— 

1st.— 'Those in a dry climate in the vicinity of the arid zone of the 
inner Himalaya, having usually the age of trees 6 feet in girth 
above 140 years; 

2nd. —Those in the intermediatejranges and valleys, having 6 feet 
in girth for an age of between no and 140 years; 

3rd. —Those in the outer ranges under the full influence of the mon¬ 
soon and having the age of trees 6 feet in girth usually below 
no years. 

Deodar wood is extremely durable, being by far the most durable of 
the woods of the Himalayan Conifers. It is the chief timber of North- 
West India ana is used for all purposes of construction, for railway 
sleepers, bridges, and even for furniture and shingles. 

Rings per inch 

of raalns. lbs. 


rings. 


H 3058. 
H 3096. 


Chenab Forests . 

Siul Valley, Chamba. 

Ravi Forests 

Beas Forests (Kulu) . 

Sutlej Forests (Bussahir) 

Cheog Forest, Simla, 7,000 feet 
Mahasu Forest, Simla, 8,000 feet 


< 
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cei!astr\js; 


Celastrus emarginatus, Wind., Celastrine2e. 

Syn. —Gymnosporia emarginata, Roth. ( itook, FI. Jnd., i, 6 2T.) 
Vtnu—Bali bhains, Uriya, 

A thorny shrub of Orissa, South India and Ceylofl; common 
on dry laterite soils. 

Wood white, hard, in structure resembling that df C. Bpfapgnj?. 

• ’ C 3521. Khurda, Orissa. , 

C. oxyphylla, Wall. 

Syn.—GYMNOSPORiA acuminata, HoJ^f. {Hook, FI. Ind., i, 619.) 

Vern. — Phugong, Lepcha. • 

A large thorny shrub, found in the Sikkim Himalayas and Khasia 
Hills, up to 5,000 feet. • 

Wood white, hard, close-grained, with numerous white concentric 
bands, in structure resembling that of C. spinosus. 

E 3391. Lebong, Darjeeling, 5,500 feet. 

C. paniculatus, Willd. 4 , 

* Vern. —Mdl kakni, Oudh, Kumaun ; Kahundan, rangul, wahrangur, 

C. P. j Kujuri, Kol; Kujri, Sonthalj Chiron, Mal j Kanjunt, 
Bom. j Ruglim, Lepcha. 

A scandent shrub, with yellow, corky bark, found on the outer 
Himalaya from the Jhelufli to Assam, ascending to 4,000feet, in Eastern 
Bengal, Behar, South India and Burma. 

Wood pinkish-ye low, soft. lbs, 

E 2334. Tukdah, Darjeeling, 5,000 feet . . . 5 * 

C 3448. Barao and Reserve, Palamow, Chutia Nagpur ... 

C. senegalensis, Lam. 

Syn.—C. Montana, Roxb. {FI. Ind., i, 620) j Gymnosporia Montana, 
Lawson {Hook, FI. Ind., i, 621.) 

Vern. — Sherawane, Trans-Indus j Talkar, dajkar, mareila, Ungaro, 
khardi, Pb. ; BcfLkal, gajachinni, C. P.; Mdl, kangoni, Bom.; 
Danta, babur, Gond. ; Dhatti, Bhil ; Dharatti, yekal , Mar. ; Danti, 
dantdusi, pedda chintu, Tel. 

A tall spinescent shrub, inhabiting the northern dry and intermediate 
zones of North-West India, ascending to 4,000 feet. Central India and 
the drier parts of thp Peninsula. 

Wood pinkish-white, soft but close-grained; no heartwood; no 
annual rings; durable, but not used. _ lbs. 

C 1162. Ahiri Reserve, Central Provinces. 

C 2752. Moharli „ „ „ . . . 46 

C. spinosus, Royle. * 

Syn.—G ymnosporia Royleana, Wall (Hook, FI. Ind, i, 620.) 

Vern. — Dearal, Trans-Indus ; Kandu, kandidri, patahi, lei, phdpari, 
badlo, kadewar, Pb. ; Kira, bagriwdla darim, gw ala darim, 
N.-W. P. 

A thorny shrub of the outer North-West Himalaya. 

Wood lemon-coloured, hard and close-grained, with numerous white, 
concentric bands. It cuts like boxwood, for which it may become a 
substitute. It deserves attention as possibly suitable for carving and 
engraving. lbs * 

P 913. Salt Range, Punjab. 49 

P 2932. Suni, Simla, 3,000 feet..... 49 » 

H 2950. Sutlej Valley, Punjab, 3,000 feet . . . ••• 
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Celtis australis, Linn.^ Urticace.®. 

Vem.— Kharak, Simla, Kumaun ; Tagho, takhim, Afg. 

A moderate sized deciduous tree, found in the Suliman and Salt 
Ranges,*in the Himalayas from the Indus to Bhutan, ascending to 8,500 
feet, and in the Khasia Hills. 

Wood grey d* yellowish-grey, with irregular streaks of darker colour. 
It is tough and strong, and is used for oars, whip handles and- for 
other purposes requiring toughness and elasticity. The tree is largely 
planted about villages in -the North-West Himalaya for shade and 
fodder. / 

* . lbs. 

H ;j6, Julung, Simla, 5,000 feet . . . .47 

C. caucasica, Wiild. 

Vem ,—Batker, Pb. 

A moderate sized tree, found in Afghanistan, Beluchistan, Salt 
Range, Hazara and Kashmir. 

Wood light-yellow, hard tq. very hard. Structure resembling that of 
C. australis. 

lbs. 

H 932, Hszsrs • •••••• 44 

H 3169. Dungagalli, Hazara. 

« ** 

C. tetrandra, Roxb. (. Fl. Ind.,63.) 

Vem. — Ktimsum, sungsum, Lepcha ; Haktapafia, Ass. 

A tall tree of the outer Himalaya, from Kumaun eastwards, and the 
Western Ghats. 

Wood greyish-white, moderately hard. Used in Assam for planking 
and canoes. 

lbs. 

E 669. Bamunpokri Forest, Darjeeling Terai . 36 

E 707. Great Rangit Valley, Darjeeling . . 37 

C. Wightii, Planch. 

Vem.— Vella-thorasay, Tam. ; Tella-kdkd-mushti, Tel. 

A small evergreen tree erf the mountains of South India, and the 
Andaman Islands, 

Wood greyish-white, very hard, close-grained. Annual, rings indis¬ 
tinctly marked by a narrow belt without pores. * 

lbs. 

D 1089. Madura, Madras . . *53 

t 

CEPHALOSTACHYUM. 
Cephalostachyum capitatum, Munro , Graminej®. 

Vem..— Gobia, gopi, Nepal; Payong , Lepcha; Silt, sullea, Khasia. 

Found in Sikkim and the Khdsia Hills. 

This bamboo has stems 12 to 30 feet, thin, yellow, semi-scandent, 
strong, with long internodes of about 2$ feet; used for bows and arrows 
by the Lepchas. It is often gregarious. It flowered in Sikkim in 1874. 
(Gamble.) 

E 3429 } Dumsong, Darjeeling. 

7° - , 
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Cephalostachyum Iatifolium, Munke. 

A species with large leaves, foilnd in Bhutan. ( • * 

C. pallidum, Munro. 

Vem.—Beti, Ass. 

This bamboo has shrubby stems. It grows in the Misfcmi Hills and 
in Ava. • 


CERIOPS. 




C. pergracile, Munro. • 

• ' Vein. — Tiwma, kengwa, Burm. 

A bamboo of Burma; common in upper mixed forests; often gre 
garious. It has stems 40 to 50 feet. 

B 1317. Toungoo. • 
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CERATONIA. # • 

CeratOtlia siliqua, Linn., Leguminos.®. 

The Locust-tree ; the Carob tree ; Algaroba of Spain. 
Vera.— Khar nub, niibti (the pods), Pjfe 
A slow.growing evergreen tree, indigenous in Spain and Algeria, 
the eastern part of the Mediterranean region, and in Syria. 

Wood hard, heavy, excellent as fuel, and valued for cabinet work. 
{Brandis.) m 

No. 3266. Saharunpur. * 


278 


CERBERA. 

Cerbera odollam, Gaertn., Apocynea. 

Vem. — Dabur, dhakur, Beng. j Kada-md, katarali, Tam. ; Gon kadura , 
Cingh ; Ka-lviah, Burm. 

An evergreen tree of the coasts of India and Burma. 

Wood grey, very Soft, spongy. Annual rings marked by a sharp 
line. It is only occasionally used for firewood. 

E 400. Sundarbans.21’ 
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CERIOPS. 

Ceriops Candolleana, Arnott., Rhizophorea. 

Vera. — Kirrari, kirt, chauri, SlND. ; Goran, Beng. - m Madd, And. 

A small, evergVeen tree, met with on the muddy shores and tidal 
creeks of India and the Andaman Islands. 

Wood red, hard; used in Sind for the knees of boats and other pur¬ 
poses ; in Lower Bengal for house-posts and for firewood. 

B 1985. Andaman Islands ( Kurg, 1866) . . .63 

E 3700. Sundarbans. 

C. Roxburghiana, Amo//. 

Vem. — Gar an or Ghordn, Beng. ; Kapyaing, Burm. 

A large shrub of the coasts of Chittagong down to Tenasserim. 
{Kure.) « 

Weight of the wood, 46 lbs. per cubic foot. 
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CH^OCAftPUS. 


28? jChaetocarpuscastaneaecarpus, Thw., Evphorbiaceje. • 

- / Vetn,—JBulkokra, Be&g. ; Haddoka, Cingh. 

A moderate sized tree, found in the Khisia Hills, Eastern Bengal, 
Burma, t^C Andaman Islands, and Ceylon. 

Wood light-red, moderately hard, close-grained j used in Ceylon for 
building. «• 

, lbs. 

No, 34. Ceylon Collection (C. pungens). . . .55 


cCHICKRASSIA. 


283^ Chickrassia £abularis, Adr.Ju 

' The Chittagong Wood. 


Meliaceje 


Syn.— SwiETENIA CHICKRASSA, Roxb. 

Vera. — Chikrassi, Beng. ; Boga poma. Ass.; Aglay, agal, eleutharay, 
Tam. ; Madagari vembu, Tel. ; Ganti malle, Salem ; Dalmara, Kan. ; 
Pabba, Mar.; Main , Hyderabad; Saiphra, sey barasi, Magh; Che- 
garasi, Chakma; Yimmak,yengma, Burm.; Arrodah, And. 

A large 'ree, native of Eastern Bengal, South India, and Burma. 

Heartwood hard, varying from yellowish-brown to reddish-brown, 
with a beautiful satin lustre, seasons and works well; sapwood of a 
lighter colour. The wood is used for furniture and for carving. 

lbs. 

E 1260. Tezptir, Assam . . . . . .40 

E 2197. Nowgong, Assam . . . . . .45 

E 1401. Chittagong.49 

W 764. South Kanara ...... 43 

W1218. North Kanara.* 44 

B 2516. Burma (1862) ... . . 52 

E 3689. Chittagong ....... 55 

E 3678. Sukna Forest Depdt . ^. . . *54 

The last specimen is a wood of a light red lustrous colour, having 
the structure of Chickrassia tabularis, a tree, which has not as yet been 
described, from Sikkim. 

CHLOROXYLON. 

Chloroxylon Swietenia, DC., Meliaceje. 

Satin Wood. 

Syn.—SwiEit-NiA Chloroxylon, Roxb. (Ft. Ind., U, 400J 

Vera. — Behra, girya, behru, bihri, C. P.; Sengel, sali, Kol ; Bharhul, 
Karwar ; Bhira, Gond ; Bhirwa, Baigas; Mududad, Tam. ; Billu, 
bilgu, Tel. j Burns, puruih, Tam.; Behru, Ukiya ; Halda, bheria. 
Mar. ; Huragalu, Mysore ; Burute , mat burute, Cingh. 

A moderate sized deciduous tree, found in Central and South India, 
and Ceylon. 

Wood very hard, yellowish-brown, the inner wood of a darker colour, 
but no distinct heartwood, with a beautiful satiny lustre; seasons well. 
Annual rings distinct. 

It is used for agricultural implements, cart-building, furniture, 
and picture frames. In Madras it is prized for ploughs and oil- 
millr, and is found to stand well under water. It has been tried as a 
substitute for boxwood in engraving, but has not been found suitable; 
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it is however good for turning, 
work, and the backs of brushes 


mported into England for cabinet- 


C 1153 * Ahiri. Central Provinces . 

C 1412, Seoni, Central Provinces. • 
C 2742. Jamui, Berar . 

C 1239. Gumsur, Madras . 

C 1304* 33 33 • • 

C 3443. Seemah Reserve, Palamow. 

C 3572. Khurda Forests, Orissa . 

D 2926. Madras. 

D 1069. North Arcot . 

No. 20. Salem Collection . • . 

No 52' } Ceylon Collection . . ' 


CHONEMORPHA. 


lb*. 

54 

49 

52 

56 

56 

57 

61 

61 
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CIRC! 


Chonemorpha macrophylla, G. Don., Apocynfje. 

Syn. —Echites macrophylla, Ro$. 

Vern.— Gar bardero, Hind. ; Yokchiounrik. Lepcha. ; Harki, SyUhet. 

A large climber with milky sap, met with in North and East Bengal. 


CHRYSOPHYLLUM. * 

Chrysophyllum Roxburghii, G. Don., Meliaceje. 

The Star Apple. 

Syn.— C. ACUMINATUM, Roxb. {FI. Ind., i, 599.) 

Vern. — Petakara, Beng. ; Pithogarkh, Ass. ; Halt, Kan.; Tarsi, Mar. 
Lawulii, ClNGH. ; Thankya, Burm. 

An evergreen tree of Bengal, Burma, Western Ghats, and Ceylon. 
Wood white, close-grained, moderately hard. Pores small, in short 
radial lines between the numerous, very fine, medullary rays. It is used 
for building. 

lb*. 

No. 48. Ceylon Collection (called Sideroacylon, sp.) . 39 
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CINCHONA. 

Cinchona Calisaya, Weddell, Rubiace^;. 

Yellow B.ark. • 

Cultivated in Sikkim at moderate elevations. 

Wood reddish-grey, moderately hard, even-grained. Pores small, 
in short radial lines. Medullary rays fine, closely packed. 

It yields perhaps the most valuable of the Cinchona barks, rich in 
alkaloids, among which quinine forms half to four-fifths. 

g 3158* } R an gbi> Darjeeling, 3,700 feet. 
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C. officinalis, Linn. 

Loxa or Crown Bark. 

Cultivated at high elevations on the Nilgiris, in Ceylon, an$ in Sik¬ 
kim, but not extensively. 
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Wood yellowish-grey, simila^in structure 
bark is rifh in alkaloids, of “which more than 

E J 356. >• Rangbi, Darjeeling, 3,700 feet 
—- 3 ^ 59 * 3 , 

Cinchona succirubra, Pavon. 


to that of C. CaUsaya. 
one-half is quinine. 


Its 


REMARK. 

Cultivated on the Nilgiris and other hills of South India, at the 
plantations of Rartgbi and Poomong in Sikkim, on the hills ’east of 
Toungoo, in Burma, and in parts of the Satpura Range in Central Fndte. 

Wood yellow, moderately hard. Pores small in radial lines; me¬ 
dullary rays closely packed, fine and very fine. 

This species thrives at a lower elevation than the others, but is com¬ 
paratively poor in quinifle, though rich in cinchonine and cinchonidine. 
From this species is chiefly derived the ,f Cinchona Alkaloid,” which is 
, rtow largely rfianufactured at the Government Plantation of Rangbi. 

! 3?57 } Ran S b b Darjeeling, 3,700 feet. 
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CINNifcMOMUM. 

Cinnamomum glanduliferum, Meissn ., Laurace.®. 

The Nepal Camphor Wood. 

Vern.— Malligiri, marisgiri, Nepal ; Rohu\ Lepcha ; Gunserai, Mechi, 
Ass. ; Gundroi, Cachar. 


A large tree of South Himalaya from Kumaun eastwards, Assam, 
the Khdsia Hills, and Sylhet. 

Wood rough, pale-brown, highly scented, with a strong smell of 
camphor when fresh cut; has a certain lustre. It distantly resembles 
that of an Albizzla on a vertical section, but is rougher; it is soft to 
moderately hard, even-grained. It is durable, easily worked, is not 
touched by insects. Used in Assam for canoes and boat-building; 
in Sikkim for boxes, almirahs, and other articles, also for planking. It 
is bang tried for sleepers. 

* lbs. 


E 670. Dulka Jhar, Darjeeling Terai 
E 2413. Tista Valley, Darjeeling 
E 628. Eastern Duars, Assam . 

E 639. Kamrtip, Assam. 

E 2304. <>t, . . 

E 2187. Nowgong, Assam 


38 
37 

39 

3 * 

44 


C. obtusifolium, Nees. 

Syn.— Laurus C obtusifolia, Roxb. (FI. Ind., it, 30I.) 

Vern.— Teapot, ramteepat, kinton, Beng. ; Bara singoli, Nepal ; Nupsor, 
Lepcha. ; Patichanda, Ass. ; Dupatti, Mechi ; Krowai, Magh. ; Loo- 
lengkyau, Burm. 

An evergreen tree, with grey aromatic bark, quarter inch thick, of the 
outer North-East Himalaya, ascending to 7,000 feet, of Eastern Bengal, 
Burma, and the Andaman Islands. 

Wood reddish-grey, moderately hard, shining, mottled on a vertical 
section by the medullary rays, the pores containing a gummy substance 
which exudes copiously on the wood being wetted. 

lb*. 

E 498. Sukna Forest, Darjeeling Terai . . .44 

E 693. Sepoydura Forest, Darjeeling, 5,300 feet . 38 
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Cinnamomum pauciflorucn, Ne\ 

Vern.— Dinglatterdqp, KhXSIa. • • 

Met with in the Assam Valley, Khlsia Hills, abd Sylhet. . i 

Wood light-red, very aromatic, beautifully mottled on a radial sec- 
tion by the medullary rays j rough, hard. ' 

lbs. 

E 798. Khdsia Hills, 5,000 feet . . .•« . 39 

C. sp. 

• Vern. — Hmanthin, Burm. • 

• ’ Met with in South Tenasserim. 

Wood white with a pink tinge, shining, moderately hard, highly 
scented. It is plentiful at Tavoy and Mergui, where it is used for building. 

• lbs. 

B 1946. Tavoy ... f ... 43 
B 2482 ..36 

C. Sp., perhaps C. Parthenoxylon, Meissn. (Kurz, it, 289), ot Aporu- * 
la Neesiana, Bl: (Brandis, 383.) 

Vem.—Karaviay, Burm. 

Met with in South Tenasserim. 

Wood orange-brown, scented, jstoaerately hard, oily to the touch. It 
resembles the wood of C. glanduliferum in structure ; durable, used 
for house-building and shingles. 

« nn Ibg. 

B 1945. Tavoy.43 

B 2483. # . . 46 

C. sp. 

'Vtm.—Sinkozi, Burm. 

Met with in South Tenasserim; found by the late Mr. Lee in Mergui, 
but rather scarce. 

Wood red, soft, strongly scented. 

Ibs. 

B 1387. Tavoy. 4I 

o. ? 

• lbs. 

B 298. Burma (1867).24 

B 2691. ,, ,, ...... 4 ®" 

B 2695. n n ...... 39 

B 2719. (Tavoy Wallich,) .36 

The above wood specimens are all. Lauraceae and probably belong to 
this genus. They are light, soft, and aromatic. 

C. Tamala, Nees. 

Cassia Cinnamon. 

Syn.—C. alsifuorum, Nees (Wight, 14a); V. Cassia, Bl.-, (Kura, iij 

288) ; Laurus Cassia, Roxb. (FI. Ind., it, 297.) 

Vern. —■ Ddlchini, kirkiria, kikra, sinkamt, silkanti, Hind, j Chota sinkoli, 
Nepal; Nupsor, Lepcha; Dopatti, Ass. 

A -moderate sized evergreen tree of the Himalaya, occurs sparingly 
from the Indus to the Sutlej; common thence eastwards between 3,000 and 
7,800 feet, it. Eastern Bengal, Khasia Hills, and Burma. 

Wood reddish-grey, splits and warps, moderately hard, close-grained, 
slightly scented ■, not used. 

' lbs. 

H 937. Hazara, 4,000 feet.40 

H 3162. Dungagaili, Hazara, 4,000 feet. 

H 427. Bagiyar Forest, Jaunsar, 4,000 feet . , .35 

E 575. Sukna Forest, Darjeeling Terai . . . 42 
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CITRUS. 
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Citrus Aurantium, Linn., Rutace*. 

The Orange. f 

Vem .—Narangi, naringi , Hind. ; Kamla ntbu, Beng. j Suntala, Nepal ; 
Kit($U, Tam. ; Kit tali, Tel. 

Cultivated in most parts of India, especially in Sikkim and Sylhet. 
Wood yellowislwsvhite, moderately hard, close and even-grained. 

E 3371. Rajabhatkhawa, Western Duars. u 


C. decumana, Wiild. 

The Shaddock. 

Vein. —Batavi nebu,'$nahd mbit, chakotra. 

Introduced,into India from Java; cultivated in most tropical coun¬ 
ties. *. 


C. medica, Linn, Var. Limetta. 

The Citron, Lemon, Lime. 

Vem.— Bijaura, bora nimbu, Hind, j Begpura, korna nebu , lebu, nebu, 
Beng. ; Jambira, San s. •«» 

Wild in Burma, Chittagong, Sitakund Hill, Khasia, foot of the 
Himalaya, ascending to 4,000 feet, and in the hot valleys of the Sikkim, 
ascending to 4,000 feet. 

Wood white, mpderately hard. «• 

E 3348. Darjeeling, 


CLEISTANTHUS. 

Cleistanthus myrianthus, Kurz (», 370), Euphorbiace*. 

Vera. -Mo-man-tha, Burm. 

A moderate sized evergreen tree of the tropical forests of Burma and 
the Andaman Islands. 

Wood moderately hard, reddish-grey. 

lbs. 

B. 2474. Andamans ( Kure , 1866) . . . . 41 


CLEMATIS, Linn. 

Of this and the neighbouring genus, Naraveila, 22 species occur in 
India. They are distributed almost all over India: n are found in the 
North-West Himalayas, 14 in the Eastern Himalaya and KhSsia Hills, 
2 in Central India, 4 in the Dekkan, 4 on the Western Coast, and 10 in 
British Burma. 

The commonest kinds in the North West Himalaya are C. grata. 
Wall.; C. nutans, Royle, and C. Orientalia, Linn., with white or yellowish- 
white panicles of flowers; C. montana, Ham., with large while star¬ 
shaped flowers, and C. barbellata. Edgw., with dull purple ones, common 
in the hill forests; while C. Buchanania, DC., is conspicuous for its 
woolly leaves and large soft tomentose bell-shaped flowers. In the 
Eastern Himalaya this latter species is the most common, with G.grewiae 
flora, DC., covered all over with golden pubescence, and the beautiful 
pink-flowered C. Smiladfolia, Wall, C. gouriana, Roxb., and Naraveila 
zeylanica, DC., are common in Bengal, Central India, the Dekkan, and 
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cierof 


in Burma, where the second specierof Ifaravelia ( N. laurifolia, Wall.) 
is also found. • , » 

These climbers are all very ornamental, but ’they have little or no 
valvjs, though Kura says that the “ stems of the species from Burma 
while fresh are often used for ropes, and are very strong.” Mathieu, FI. 
For., p. 9, gives the weight at 24 to 36 lbs. per cubic fogt for C. Vitalba, 
Linn, the European Clematis or Traveller’s Joy. » 

Clematis barbellata, Edgew. {Hook. FI. Ind.+i. 3) Ranunculace®. 

• • A woody climber of the western temperate Himalaya, Garhwal and 
Kumaun. 

H 2852. Mahasu, Simla, 8,000 feet. 

H 3156. Theog, Simla, 7,000 feet. # 

C. Buchanatlia, DC. {Hook. Fl. Ind., i. 6; Kurz , i. i Gamble , i.) 

A large woody climber, occurs throughout the temperate Himalaya 
at 6,000 feet. 

H. 2838. Simla, 6,000 feet. 

C. grata, Wall. {Hook. Fl. Ind., i. 3.) 

V era.— Ghantiali, Hind. ■>* 

A climber of the sub-tropical and temperate Himalaya at 2,000 to 
3,000 feet. 

H 2820. Simla, 6,000 feet. 

• 

C. montana, Ham, {Hook. Fl. Ind., i. 2; Gamble.) 

Vem.— Ghantiali, Hind. 

- A woody climber of the temperate Himalaya, from the Indus to the 

Bramaputra, ascending to 12,000 feet, always above 8,500 in Sikkim, 
and of the Khasia hills above 4,000 feet. 

H 2851. Mahasu, Simla, 8,000 feet. 


CLERODENDRON. 

Clerodendron Colebrookianum, Wall ., Verbenace®. 

'Vcm.—Kadungbi, Lepcha. 

A small evergreen tree wtth silvery-grey bark of the Sikkim and 
Kh£sia Hills, 3,000 to6,000 feet. 

Wood grey, soft. 

lbs* 

E 2401. Tukdah Forest, Darjeeling, 5,000 feet . 29 


COCCULUS. 

Cocculus laurifolius, DC. Menispermace®. 

Syn. —Menisfermum laurifolium, Roxb. (Fl. Ind., Hi, Sis.) 

Vem.— Tilpare, kakra. Hind. 

A moderate sized evergreen tree of the outer Himalaya from the 
Ravi to Nepal, ascending to 5,000 feet 
Wood greyish-white, soft. 

lbs. 

H 2939. Near Suni, Sutlej Valley, 3,000 feet . . 42 

E 2466. Calcutta Botanic Gardens ... 4b 


COCCULUS 
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Cochlospermum Gossypium, Z>C., Bixinee. 

Syn.— Bombax Gossypium, (F/. Ind., Hi, i6p.) 

Vera. ■jfK&mbi, gabdi, ganiar galgal, gaugal, Hind.; Hupu, Kolj Gan- 

fam, Gond; Kontopalds, Uriya; Gungu, kong, kandu-gogu, Tel.;; 

anaku, kongilam, Tam. ; Hetta tovare, Kan. ; Chimaf&nji, Mal. ; 
Ganeri, Bhi<L ; Ganeri, gunglay , Mar. 

A small deciduous tree, with short, thick, spreading branches; grows 
in forests at the base of the North-Western Himalaya, from the Sutlej 
eastward, in Central India, Deccan, and Prome district, and in Burma; 
commonly planted near temples. 

It yields a clear white gum (Katira ), which, according to Baden- 
Powefl, is used in shoe-making. It may be used as a substitute for gum 
(ragacanth. There is very little demand for gums of these classes. 
Wood extremely soft, grey; no heartwood, 

lbs. 

C 1141. Ahiri Reserve, Central Provinces . . 17 


COCOS. 
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COCOS nudfera, Linn ., Palmje. 

The Coir or Cocoa-nut Fibre ; Porcupine wood. 

Vern.— Narel, nariyal. Hind, j Narakel, Beng. j Tenna, ienga, Tam. j 
Nari kadam tenkaia, kobbari, Tel. ; Thenpinna, kinghena, tenngina, 
Kan. ; Tenga, Mal. ; Pol, Cingh. j Ong , Burm. j Jadhirdah, And. 

A pinnate-leaved palm, with annulate, often curved stem; culti¬ 
vated throughout tropical India, particularly near the sea-coast. 

Outer wood close-grained, hard, and heavy. Vascular bundles black 
or dark-purple, closely packed in the outer part of the stem on horizontal 
section, circular or uniform, enclosing vessels and cells. 

The wood is commercially known as ‘ Porcupine wood ’ j it is used for 
rafters and ridge poles, house-posts and other building purposes j for 
spear handles, walking-sticks, and fancy work. 

lha. 


E 417. Sundarbuns ...... 40 

W 768. South Kanara . . . . *55 

W 868. „ .. k 

B 562. Burma ....... 52 

No. 72. Ceylon Collection . . . . *70 


COFFEA. 

Coffea arabica, Linn ., Rubiace*. 

Vern Bun (the berry), Kahwa (the same roasted and ground.) 

A shrub indigenous in Abyssinia and Soudan, cultivated, since the 
fifteenth century, in Arabia, and introduced thence to India. It has 
been cultivated in many parts of India, but on a large scale only in 
Mysore, Coorg, the Western Gh&ts, and Ceylon. It is occasionally 
found running wild in the forests. Growth moderate. 

Wqpd white, moderately hard, close-grained. Pores very fine and 
. extremely fine j medullary rays very fine, numerous, 
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COLEBROOtflA. . 

Colebrookia oppositifolia, Sm., Labiatje. 

Vera. — Skakardana, Trans-Indus; Phis bekkar, Salt Range ; DAss, 
sampni , Jhelamj SAdli, Chenab; DAss, Ravi j Brio#, basuti , Be AS; 
Barm era, SuTLE]; Dulshat, Kumaun ; DosAl, Nepal. • 

A shrub of the outer Himalaya, from the Indus to Bhutan, ascend¬ 
ing to 4,000 feet. • 

• ’ Wood greyish-white, moderately hard, close-grained. It is used 
for gunpowder charcoal, and the leaves applied to wounds and sores. 
(Stewart.) 

• lbs. 

H 3046. Below Komharsen, Sutlej Valley, 2,500 feet 46 

Construction and Railway purposes— Timbers Suitable, for. u See 

Appendix. 

Coppice woods —A list of. See Appendix. 


CORCHORUS. 

Corchorus capsularis, Linn., and c. olitorius, Linn., Tiuacm. 

The Jute or Pa^ Fibre. • 

The reeds or dried stems after the bark has been removed are used 
for a variety of purposes, and Royle says they are nearly as valuable 
to the cultivator as the fibre itself. They are straight, brittle, and 
readily combustible, and are largely consumed in the preparation of the 
charcoal used for gunpowder and in the manufacture of fire-works. 
They are also largely used as tinder in the preparation of native 
matches. They are formed into the large shady enclosures within which 
the betel-pepper leaf is cultivated; and from which was derived the 
idea of the modern ordhid-house. One of the most useful purposes to 
which the jute cane is put is the burning or charring of the hulls of 
native boats to destroy or expel the insects which may have commenced 
their depredations upon the timber. For this purpose the boat is 
raised to a certain height above the ground, and a few bundles of the 
jute canes are ignited below. Tied in bundles, they are also used for 
torch-light processions during the Lukhi Pujah; Europeans use them 
as pea-stakes. 

CORDIA. * 

Cordia fragrantissima, Kurt («, 207.), Boragine*. 

Vera.— Toungkalamet, Burm. 

A deciduous tree of Burma, chiefly in the hills of Martaban and 
Tenasserim. 

Wood moderately hard, reddish-brown with darker streaks, beauti¬ 
fully mottled, has a fragrant scent; should be better known. It has a 
.handsome grain, and its fresh, fragrant odour makes it very pleasant to 
use. Pieces sent to London for sale in 1878 realized £4-10 per ton. 

!b». 

B 285. Burma (1867). ..... 48, 

B 1428. Tharrawaddy, Burma . . . .,51 


COHMA. 


•312 
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314 
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315 ’' Cordia Macleodii, Hook.f and Th. • 

• Vero: — Dhengan, dhaman, dhdian, deman, dahi, dahipalds, dihgan, 

Hind, ; Renta, porponda, Kol j Bharmar, belaunan, Karwar ; 
„ Jugia, Sonthal Dhaiwan, Sattara ; Daimas, dhaim, bhoti, Mar. j 

• * Bot, Gond j Lauri kassamdr, Kurku; Gadru, Ajmere. 

A midding sized deciduous tree of Central and South India, and 
the Dekkag? 

. Heartwood light-brown, beautifully mottled with darker veins, even¬ 

grained, very hard* strong, tough, and elastic; seasons well and works 
easily. It is used for furniture, picture-frames, and other ornament'll 
work j also for fishing-rods, which are said to be excellent. It deserves 
to be better known and more used. 


P 3219. 
C i8o t 
r C 2985. 
C 831. 
c 3455- 


NagpaHUr, Ajmere . 

Mandla, Central Provinces (1870) 
Jubbulpore (1863) . 

Bairagarh Reserve, Berar. 

Betlah Reserve, Palamow. 


316 c. Myxa, Linn., 

Vem. — Lasora, bhokar, gondi. Hind.; Lasmara, Pb. ; Lesuri, giduri, 
Sindj Borla, baurala, Kumaun; Bohari , buhal, Beng. ; Embram, 
KoL; But, Sonthal j Boeri, Nepal; Nimat, Lepcha; Dobakari, 
Mechi; Gondi, Uriya; Vidi, verasu, Tam. ; Pedda boku, virgi, nak- 
kera, irki, iriki, Tel. ; Semar, goden, gondan, Mar.; Chotte, Kan.; 
Selte, Gond; Silu, Kurku ; Lasscri, Baigas; Lolu, ClNGH. ; Chaine, 
Magh ; Thanat, toung thanat, Burm. 

A moderate sized deciduous tree, met with in the Salt Range, sub- 
Himalayan tract, from the Chenab to Assam, ascending to 5,000 feet, 
the Khasia Hills, Bengal, Burma, Central and South India. 

1 Wood grey, moderately hard. In spite of its softness, it is fairly 

strong, and seasons well, but is readily attacked by insects. It is used 
for boat-building, well-curbs, gun-stocks, and agricultural implements ; 


in Bengal for canoes, 
excellent fuel. 


It might be tried for tea-boxes. It makes an 


O 250. Garhwal (1868) .... 

O 1376. Gonda, Oudh. 

C 1149- Ahiri Reserve, Central Provinces 
E 642. Rakti Forest, Darjeeling Terai. 

E 2394. Bamianpokri, Darjeeling Terai. 

E 714. Chittagong ..... 

B 2543. Birina (1862). 

No. 42. Salem Collection (marked Spondias mangi- 
fera). 


317 C. Rothii, Rom and Schult 

Syn.— C. angustifolia, Roxb. (FI. Ind. i. SOS.) 

Vem. — Gondi, gondni, gundi. Hind. ; Liar, lidi, Sind. ; Narvilli, Tam. 

A small tree of the dry zones of North-West and South India. 

• Wood grey, compact, hard. Used for fuel, in Sind for building, and 

in Cutch for agricultural implements. 

lbs. 

• P 449. Ajmere ....... 46 
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Cordia vestita, Hook./, and Tk. 

Syn.— Gynaion vestitum, DC.' ’ » * 

Vem.— Kimbi, kariik, Pb. ; Kim paimdn, pin, indak, chinta, ajdnta, 
bairula, hernia. Hind. a 

A small deciduous tree of the sub-Himalayan tract, from the Jhelum 
to the Sarda River, and of Oudh. 

The wood has the same structure and appearance a .3 that of C. 
Macleodii, except that the concentric lines are occasionally interrupted ; 
strong} used for wheel and well work. ' 

* * lbs. 

O 231. Garhwal (1868).52 


O 

O 


231. 

2908. 

3232- 


^ » (i 874 ) 

Dehra Dun 


S 3 


COR I ARIA. 

Coriaria nepalensis, Wall, Coriare x. 

Vera .— Masuri, makola. Hind. j Raselwa, archarru, pajerra, Simla: 

* Bhojinsi, Nepal. 

A deciduous shrub or small tree of the outer Himalaya from the 
Indus to Bhutan, ascending to 8,000 feet in the North-West and to 
11,000 feet in Sikkim. 

Wood grey, hard, beautifully mottled; no heartwood. It takes a good 
polish, and is very handsomely marked; it might be used for boxes 
and small articles. At present it is only used for firewood, and is often 
used as such about Simla. 


H 68. Mashobra, Simla, 7,000 feet. 
H 2853. Mahasu, „ 7,500 „ . 

H 2885. Nagkanda, „ 8,000 „ . 


lbs. 

48 

53 

41 


CORNUS. 

Comus capitata, Wall, Cornaceje. 

Syn. — BenThamia fragifera, Lindley. 

Vera. — Thammal, tharbal, tharwar, thesi, bamaur, bamora, Hind.; 
Tumb&k, Lepcha. 

A small deciduous tree of the Himalaya from the Beas to Bhutan, 
between 3,500 and 8,000 feet, and of Khdsia Hills. 

Wood whitish, with reddish-brown heartwood, warps in seasoning, 
very hard, close-grained. It is used only for firewood* 

lbs. 

H 78. Mashobra, Simla, 7,000 feet. 

H g4. Simla, 6,000 feet . . . . . •. 45 

E 3640 from Phallaloong Forest, Darjeeling, is either this ora new 
species very near it. The wood has a similar structure, 
but is whiter and warps less. 

C. macrophylla, Wall. 

Vem.— Kasir, kachtr, naleo, allian, haddu, harm, nang, kandara, kaksh, 
kachdr, kochan, kdgsha, ruchia. Hind. ; Patmoro , Nepal. 

A small tree of the Himalaya from the Indus to Bhutan, between 
3,000 and 8,000 feet. 

F 81 
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Wood pinkish-white, hard/close-gr^ained ; warps badly, and has an 
unpleasant scent; gives good gunpowder charcoal. 

" , lbs. 

H 84. The Glen, Simla, 6,000 feet . . . f 45 

H 924. Hazara, 6,000 feet . . . . >43 


322 Comus objonga, Wall. 

Vein. — Kagshi, Sutlej j Dab, Kunawarj Kasmol, bakdr, ban-bakur, 
• hold. Hind. 

A small tree Of the outer Himalaya from the Indus to Bhutan, between 
3,000 and 6,000 feet, of the Martaban Hills, Burma, between 4,Oocp and 
7,000 feet. ( Kurz .) 

Wood pinkish-white, hard, even-grained j warps and has an un¬ 
pleasant scent. . 

. ... lbs - 

H 150. Sainj, Giri Valley, 4,000 feet . . .46 

t <i 0 H 3094. Tarwa Fore'st, Julung, Simla, 4,000 feet. 


CORYLUS. 

323 Corylus Colurna, Linn., Cv-’ilifer^. 

Syn.—C. lacera, Wall. 

Vern. — Urni, Jhelam ; Wlnri, wiri, -warawi, wdriya, ihangi, thanknli, 
Kashmir and Chamba; Jangi, Chenar ; Shurli, skaroli, ban pulu, 
geh, ban dilla, Sutlej ; Kapasi, bkotia baddm, Kumaun. 

A moderate'sized tree of the North-West Himalaya, between 5,500 
and 10,000 feet. 

Wood pinkish-white, moderately hard. It is only used locally, but 
it is well grained and does not warp, and deserves to be better known, 
especially as many specimens shew a fine shining grain resembling 
( Bird’s-eye Maple. 

H 57. Nagkanda, Simla, 80,000 feet . . -37 

H 908. Upper Chenab.33 

H 3179- Dungagalli, Hazara. 

324 C. ferox, Wall. 

Vern. — Curri, Nepal ; Langura, Bhutia. 

A small tree of Nepal and Sikkim, 8,000 to 10,000 feet. 

Wood pinkish-white, moderately hard, even-grained. 

u lbs. 

E 376. Tonglo, Darjeeling, 9,000 feet . . .38 


„ CORYPHA. 

325 Corypha umbraculifera, Linn., Palm2e. 

The Talipat Palm. 

Vem.—Conda-pam, Tam; Bind, Kan.; Tala, Cingh. ; Pebeng, Burm. 

A tall tree of Ceylon and the Malabar Coast; cultivated in Bengal 
and Burma. 

Wood soft, with a hard rind composed of black vascular bundles. 
The vascular bundles in the centre of the stem are soft. 

* The tree often grows to a great size before flowering; one whose 

, measurements were given in the Indian Agriculturist for November 

1873 as flowering at Peradeniya, Ceylon, measured: height of stem 84 
feet, of flower panicle 21 feet, total 105 feet; girth at 3 feet from the 
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ground round the persistent bases the leaves 13 feet 9 inches,.at 21 
feet from the ground 8 feet 3 inches j age about 40 years. The leaves 
are very large, often 10 feet in diameter; they af & ma d§ into fans, 
mats, and umbrellas, and are used for writing on; as also are those of 
C. Taliera. * 

W 867. South Kanara. 

Kurz joins C. Taliera with this and C. elata.with C.^ebanga. 


CRATJE. 

GUS. 


. . COTONEASTER. 

Cotoneaster acuminata, Lindl., Rosacea. 

Vern. —Rid, rduns, rids, ruinish. Hind. 

A deciduous shrub of Himalaya, from thd» Beas to Sikkim, between 
4,500 and 10,000 feet. 

Wood hard, structure like that of C. badllaris. ’It is used to 
make walking-sticks like that of C badllaris. 

lba. 

H 120. Jalaori Pass, Kulu, 9,000 feet . . .64 

H 3013 } Nagkanda, Simla, 8,000 feet 

‘C. badllaris, Wall. 

Vera.— Ri,riu,lin, Idn, rau, redsh, risk, Pb. Hills; Ruinsh, Jaunsar 
Bawur. 

A small deciduous tree of the Salt Range abovp 1,500 feet, of the 
North-West Himalaya, from the Indus to the Sarda, between 5,000 and 
10,000 feet, of Sikkim and Bhutan. 

Wood white, turning light-red towards the centre, smooth, very hard, 
close and even-grained, but splits and warps much. It i used for 
making walking-sticks ; the “ Alpenstocks ” so’d at Simla are usually 
made of it. 

H 55. Nagkanda, Simla, 8,000 feet . . .61 


H 55 - 
H 2890. 
H 26. 
H 124. 
H 925. 
H 3177- 


Madhai, Simla, 6,000 feel . 
Kulu, about 7,000 feet 
Hazara ,, „ 

Dungagalli, Hazara, 7,000 feet. 


C. microphylla, Wall , 

Vern .—Kharis, luni, Kashmir j Garri, Kumaun. 

A small procumbent shrub of the Himalaya, from Kashmir to Bhutan, 
from 4,000 to 8,000 feet in the North-West and above 10,000 feet in 
Sikkim. Often planted foi ornament in England. 

Wood hard, similar to that of C. badllaris, butVith slightly larger 
pores. 

H 2823. Simla, 7,000 feet. 


CRATiEGUS. 

Crataegus crenulata, Roxb., Rosacea. 

Syn.— C. Pyracantha, Per soon. 

Vern.— Gingaru, gianru, Hind. 

A large spinescent shrub of the Himalaya, from the Sutlej to 
Bhutan, from 5,000 to 7,000 feet, descending in Kumaun to 2,500*feet. 
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Wood white, hard, very cl^e and ^ven-grained. 
W 296^ .NyneeTal . I 


lb*. 

48 




c 


CRATiEVA. 


Cratava feligiosaf, Forst ., Capparide.®, 

Syn.-— Capp^ris trifouata, Roxb.-, C. Roxburghii, Ham. ; C, Nurvala, 
Ham . 

Vern. — Brarna, bildsi, bila, biliana , Hind. ; Barun, tikto-shak., B^ng. ; 
Tailadu, bunboronda, Mechi ; Purbong, Lepcha, Vdyavarnd, 
bhdtavarnd, kddavarnd. Bom.; Maralingam, marvilingd, Tam.; 
Ntrvald, Kan., Mal. } t Ramla, karvian. Mar.; Uskia, usiki ulimidi, uru * 
matti , fella voofemara, Tel. ; Kadet, katat, Burm. 

A moderate sized, distorted tree, met with from the Ravi eastward to 
Bernal, Aslam, Central and South India, and Burma. 

Wood yellowish-white, when old turning light-brown, moderately 
hard, even-grained. Used for drums, models, writing-boards, combs 
and in turnery. 

lbs. 


P 3217. Nagpahar, Ajmere . . 

O 270. Garhwal ( 1860) . . . . -33 

O 3112. Dehra Dun . .... 47 

C 3115. Chanda, Central Provinces . . -45 

B 565. Prome, Burma. . . . . *43 

No. 23. Salem Collection . . . .44 


CRATOXYLON. 

Cratoxylon neriifolium, Kurz., Hypericineje, 

Vem.— Baibya , Burm. 

A moderate sized tree, found in Chittagong and Burma. 

Wood dark-grey, hard, close-grained. According to Kurz, it is used 
for building purposes, for ploughs, handles^ of chisels, hammers and 
other implements. 

lbs. 

B 312. Burma (1867) ...... 47 


CROTON. 

Croton argyratus, Bl., Euphorbiaceje. 

Vem.— Chonoo, Burm,; Talibdd, And. 

A moderate lized or small evergreen tree of Martaban, Tenasserim, 
and the Andaman Islands. 

Wood hard, yellow, close and even-grained, seasons well. It is wor¬ 
thy of notice. 

3 lbs. 

B 501. Andaman Islands.48 

B 515. ,1 »» ..... 46 

C. caudatus, Mull. Arg, 

Syn. —C. drupaceum, Roxb. ( FI . Ind., i it. 683-) 

Vent. • -Nan bhantur, Beng. ; Takchabrik, Lepcha ; Wusta, Uriya. 

J\. large straggling shrub of Bengal, Assam, Burma, and South India 
found chiefly on the banks of streams. 
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Timbers. 
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Wood white or yellowish-white, Jiard, close-grained. m Homp says it is 
used lor fuel. • 

E 3298. Sivoke, Darjeeling Terai. 

Croton oblongifolius, Roxb, s 

Vein. — Arjunna, Oudh ; Ach, Nepal ; Kurti, kotfya, kuti, Rol; Putri, 
Lohardugga; Gote, Sonthal; Kote,putol, Mal.; Burma, parskupi, 
■ Ass.; Bhutan kusam, Tel. ; Thitym, Burm. 


Lohardugga; Gote, Sonthal; Kote, putol, Mal.; Burma, parskupi, 
• Ass.; Bhutan kusam, Tel. ; Thitym, Burm. • 

# A- small tree found in the sub-Himalayan tract from Oudh east¬ 
ward, in South India, Burma and Ceylon. 

Wood whitish to yellow close-grained, moderately hard ; liable to 
crack in seasoning. 

B 3201. Burma (1862); Thityinkat is sdeposed to be this. 

C 3452, Chandwar Tori, Chutia Nagpur. 


CUP&gS- 

. .sus. 


CRYPTOMERIA. 

Cryptomeria japonica, Don., Conifer*. 

. Vern. — m 

A large tree of China and Japan, cultivated throughout the district 
of Darjeeling, and occasionally in other hill districts. 

Wood white, soft, with a brown, often almost black, heartwood; very 
uniform, with narrow bands of darker and firmer tissue at the edge of 
each annual ring. 

lbi. 

E 697. Rungbee, Darjeeling, 5,500 feet . . .21 

E 3615. Rangirum, Darjeeling, 7,000 feet. 

E 3679. „ 1, ,, ,, 


CUPRESSUS. 

Cupressus funebris, Endl., Conifer*. 

The Weeping Cypress. 

Vem.— Chandang, tchenden, Bhutia. 

A handsome tree with pendulous branches, and a fibrous brown 
bark, often planted yi Nepal, Sikkim and Bhutan near temples and 
monasteries, and in China. 

lbs. 

E 972. Darjeeling Hills, about 5,500 feet . . 34 

C. sempenrirens, Linn. • 

The Cypress. 

Vein.— Sara, sards, N.-W. India. 

A tall tree, cultivated in gardens in Afghanistan and North-West 
India, sometimes reaching 6 to 9 feet in girth, with 70 to 100 feet in 
height. 

Wood light-brown, close-grained, moderately hard to hard. It 
is very fragrant, with a strong, peculiar and pleasant scent. 

* It is exceedingly durable, jnd in the Levant and Greece is prized 
for trunks and boxes, the contents of which are proof against most insects. 
(Brandis.) 

_ . „ . _ , lbr 

O 3267. Saharanpur Gardens.• 37 
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Cupresstis torulosa, Don. 

Himalayan Cypress. 

Vem.— Devi-didr, Ravi ; Deodar, Kulu, Bhajji j Gulla, gulrai, kallain , 
Simla; Seauri, Jaunsar; Raisalla, sarai, Kumaun; Sarrd, surah- 
gf u, Tibet, 

A large tree growing on the outer ranges of North-West Himalaya, 
from Chamba to c Nepal, scattered, and in numerous isolated localities of 
sweater or less extent, chiefly on limestone, between 5,500 and 0,000 
Feet. 

Heartwood light-brown, with darker streaks, very fragrant, moder¬ 
ately hard. Has been much used at Naini Tal for building, and is some¬ 
times used for beamson th£ Ravi and Sutlej. In Kulu it is made into 
images, and is used for the poles which carry the sacred ark. It is often 


H 

3 °- 

Tika, Simla, 8,000 feet 

lbn. 

• 34 

H 

61. 

Kandru, Simla, 8,000 feet . 

. 42 

H 

771. 

Belj, near Bassu, Chamba, 7,000 feet . 

• 36 

H 

613. 

Kulu, 7,000 ^pet .... 

. 44 
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1 


340 


CYCAS. 

Cycas pectinata, Griff, Cycadace.®. 

Vem.— Thakal, Nepal. 

An evergreen, simple-stemmed, palm-like tree, found in Sikkim, 
Eastern Bengal, and Burma, often in sal or eng or pine forests. 

Wood yellowish-white, in narrow wedge-shaped plates arranged in 
nearly concentric rings and separated by white tissue, which, like the 
central pith, is full of starchy granules. 

lbs. 

E 2439. Chenga Forest, Darjeeling, 1,000 feet . . 54 

E 877. Balasun Forest, Darjeeling.Terai . . ... 


CYNOMETRA. 

Cynometra polyandra, Roxb., Leguminosje. 

Vera.— Ping, Cachar, Sylhet. * 

A large evergreen tree of the KhSsia Hills, Sylhet and Cachar. 
Wood light-red, hard, close-grained. Mann says it is very useful 
for scantlings, and makes good charcoal. 

Weight, 53® to 60 lbs. 

lbs. 

E 1276. Cachar ....... 60 


341 


C. ramiflora, Linn. 

Syn.—C. bijuga, Spanoghe. 

Vem.— Shingr, Beng. (as in Gamble); Irapu, Tam.; Mymeng, kabeng, 
Burm. ; Galmendora, Cingh. 

A large, evergreen tree of the Sunderbans, South India, and Burma, 
in tidal forests; frequent from Chittagong down to Tenasserim and 
the Andaman Islands. ( Kurz .) 

'Wood red, hard, close-grained. 

Chips of the wood give, in water, a purple dye. {Gamble.) Skinner 
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. ' CPART VJI 


1 * 


says that the wood is used fof house-building and carts. It is used in the 
Sunderbans for posts for native fiuts and for fuel. , * * 


E 


397. Sundarbans 


tbs. 

58 


DALBEfr 

tHA. 


DiEMIA. 

Dsmia extensa, R. Br., Asclepiadace^. 

Syn. — ASCLEPIAS ECH1NATA, Roxb . 

Vem. — Chagulbanti , Bf.Ng. ; Utarana , SlND. 

A common climber with a foetid Stent ;«met with throughout India, 
ascending to 3,000 feet. 


DALBERGIA. 

Dalbergia cultrata, Grah., Leguminosje. 

Vern — Yendike, Burm. — 

A moderate sixed tree of Burma. 

Wood purplish-black, with darker streaks, with harder wood than, but 
structure similar to that of, D. latifolia. 

It is used for wheels,* agricultural implements, Jiandles of dahs and 
spears, and especially for carvings. The sapwood is very perishable, but 
the heartwood extremely durable. 

• lbs. 

B 2521. Burma (1862) . . . . . .70 

B 2728. Nawing Forests, Prome (183. . .69 

B 2697. Tavoy ( Wallich , 1828) . . . .... 

D. foliacea, Wall. 

Vern. — Tatebiri, TfEPAL. 

A large straggling shrub, met with in the Eastern Himalaya and 

Burma. • , „ , , , . . 

Wood white, porous, with a small dark heartwood, in structure 
resembling that of D. stipulacea, except that the medullary rays are 
broader. • 

E 3274. Muraghat Reserve, Western Duars. 


%H2 

Ml 


343 


344 


D. lanceolaria, Linn. 

gyn,_D. frondosa, Roxb. (FI. Ind., in, 226 ; Bediome , Ixxxviii.) 

Yern. _ Takoli, bithaa, Hind, ; Chapot siris, Sonthal ; Ptri, Kol.; Bander , 

sins, Nepal; Barbat , parbaii, Banswarra; Gengfri, Panch MehalS; 
Harrdni, DharwaR; Nal valanga, Tam ; Pedda sopara,yerra patsaru, 
pasarganni, Tel. ; Dandous, kaurchi. Mar. 

A deciduous tree of the sub-Himalayan tract from the Jumna east¬ 
wards, ascending to 2,500 feet, and of Central and South India. 

Wood white, moderately hard; not durable; no heartwood. Beddome 
says the timber.is useful for building purposes. 

• IbB. 

C U44- Ahiri Reserve, Central Provinces . . 

E 618. Champasari Forest, Darjeeling Terai . . 3^ 

E 2346. Bamunpokri, Darjeeling Terai ... 44 
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DALBEB- 

gu: I '• 

-0 ' 1 Dal bergialatifolia, Roxb. (FI. Indtii. 221.) 

The Blackwood or Rosewood of Southern India. 

Vern. — Sitsal,' Beng., Nepal,Oudh ; Shisham, sistt, kalarukh,’ bhotbeula, 
siasui. Mar. ; Sissit, Guz.; Sirds, sissu, sirsa, stssa, Mandla ; RuU, 
Kol ; Ruzerap, Mechi ; Satsiyar, Sonthal; Stssa, Uriya ; Iti, eruvadi, 
Tam*.; Jitegi, yerugudu, jitangi, Tel.; JBiti, thodagatti, Kan.; Bko~ 
tut, BhiL ; Skris, Gond ; Serisso, Kurku. 

A deciduous tree, attaining a large size in South India, also found in 
Oudh, Eastern Bengal, and Central India. 

Sapwood yellow, small j heartwood extremely hard, dark-purple, with 
black longitudinal streaks; no distinct annual rings, but alternating con¬ 
centric belts of dark and light colour, which, however, run irregularly into 
each other. It coppices r well, is easily raised from seed, and reproduces 
well naturally. 

It is a valuable furniture wood, and is exported to Europe from the 
forests »'f Kanara and Malabar. Wood sent to London for sale in 1878 
fetched £13-10 s. per ton. It is also used for cart wheels, agricultural im¬ 
plements and for gun-carriages. It is good for carving and fancy work, and 
is used for the handles of knives, kukris and other arms. It has been used 
for sleepers. Nine sleepers which had been down seven to eight years on 
the Mysore State Railway were fvund to have, when taken up, five good, 
three still serviceable, and one bad. It has been grown in plantations in 
Malabar and Kanara. 
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p f 464- 

l 467- 
C I87. 
C 2984. 
C 1146. 
C 2732. 

c 955- 
C 1236. 
c 1303. 
C 3456. 
C 3522. 
D 1476. 
E 492. 
E 672. 
E 2348. 
W 1227. 
W 729. 

w 855. 

D 2044. 
D 1072. 
No. 24. 
E 3675- 
C 3682. 


jAjmere . . . • . 

Mandla, Central Provinces (1869) 
Jabalpur (1863) 

Ahiri Reserve, Central Provinces 
Moharli Reserve, Central Provinces 
Dangs Forests, Guzerat, Bombay 
Gumsdr, Madras . 

ft ft ... 

Saidope Preserve, Palamow 
Khurdha Forests, Orissa ». 
Anamalai Hills, Madras 
Khookloong Forest, Darjeeling Terai 
Bamunpokri, Darjeeling Terai 


North Kanara 
South „ 

»* »* • 

Mysore 
North Arcot . 

Salem Collection 
Darjeeling Terai 
Palamow, Chutia Nagpore 


lb*. 


46 

53 

58 

52 

53 

64 

64 

61 


5 ° 

60 

. 54 
* 55 
49 
54 
57 
62 

54 
52 


D. nigrescens, Kurz ( 7 . 346.) 

Vern. — Tkitsanweng, Burm. 
A moderate sized deciduous 
Burma. 

Wood light-grey, soft. 

B 291. Burma (1867) 

B 2522. „ (1862) 

Thdre is some doubt about the 
the absence'of concentric bands. 

• 88 


tree of the dry mixed forests of Upper 


identification of these 


lbs. - 

• 38 

• • 39 ' , 
species owing to 
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Dalbergia panlculata, Rox 9 . (FI. Ind , Hi. 227.) 

Vern.— Katsirsa, Oudh; Dhobein, dhohein , passi, fdtpuria* Hind. ; Sur- 
m teli, passi, Baigas; Patckalai, valange, r am. 7 Potrvm, porilla, pat- 
suru, toper, Tkl. ; Sondarra, sheodur* topia, Mar. ; Hasur guniri, 
pachdri, Kan.; Piangani, Mai., j Tapoukben, Burm. ; Padri, Gond, 
Bhil. ; Pkassi, Kurku. 

A large deciduous tree of the North-West Himalaya frSm the Jumna 
to Oudh, Central and South India (quoted by Kurz from Burma, but 
identifitation doubtful.) • 

• Wood yellowish or greyish-white, soft, perishable; no heartwood. 
Structure most remarkable, entirely different from that of other species of 
the genus: broad concentric masses of wood alternate with narrow, dark- 
coloured belts of a fibrous substance, resembling the inner bark. Planks 
cut out of old trees fall to pieces. Wood not durable and very subject to 
the attacks of insects. Beddome says it is used for building and other 
purposes. * # # 

lbs 

C 11x5. Ahiri Reserve, Central Provinces . . 32 

C 2928. Seoni, Central Provinces . . . .4.6 

D. SisSOO, Roxb. (FI . Ind., iii. 223 .)* 

The Sissoo. 

Vern • — Shisham, sisstt, sis sat, Hind.; Skewa, Pushtu; Tali, safedar, 
shin, nelkar, Ph. ; Sissdi, Oudh ; Ye tie, Tam. 

A large deciduous tree* of the sub-Himalayan tract from the Indus to 
Assam, ascending to 2,000 feet. Van Someren, in his List of Forest 
Trees of Mysore and Coorg, gives it as occurring under the Kanarese 
name biridt, but it is probably not indigenous in those provinces. 

Sapwood small, white; heartwood brown with darker longitudinal 
veins, close and even-grained, seasons weil, very hard. Annual rings not 
distinctly marked, alternating dark and light-coloured bands, which run 
into each other. 

The wood is very durable, seasons well, and does not warp or slip. It 
is highly esteemed for ^1 purposes where strength and elasticity are re¬ 
quired. Clifford says that “in strength it is only inferior to sal, while in 
many other useful qualities it surpasses it, and has the advantage of being 
lighter. For felloes and naves of wheels and carved work of every de¬ 
scription, for framings of carriages and similar work, it is unsurpassed by 
any other wood, owing to its fine seasoning and standing qualities.” It 
is extensively used for boat-building, carts, and carriages, agricultural 
implements, in construction, and especially for furniture. 

Formerly, it was more extensively used for gun-carriages than it can 
be at present, owing to the comparatively small supply. With regard to 
its durability and strength as a wood for wheels, Clifford says: “The 
wheels of our ordnance carriages have never failed, however arduous or 
lengthened the service has been on which they have been employed, of 
which no more striking example can be furnished than the campaign in 
Afghanistan, about the most trying country in the world for wheels. Some 
of our battfies served throughout the campaign, went to Bameean and 
even to the Hindoo Koosh ana came back again to India without a break¬ 
down, while Royal Artillery wheels, built of the very best materials Wool¬ 
wich could produce, specially for Indian service, almost fell to pieces after 
few months’ exposure and service on the plains of India.” 

It has been tried and found to be goed for sleepers, and Mr. Me- 
Master, in the Proceedings of the Institution of Civil Engineers, Vol. 
XXIII, 1863, says it will be really good for that purpose. 
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DAPHNE. 


It is much planted as an avenue treenail over India and in forest plan- 
ons in 4 he Punjab and Bengal. * 


tations 


P 145. Giri Vallfy, Punjab, 3,000 feet . 

P 884. Multan, „ . 

P 1205. Changa-Manga plantation (nine specimens) 
P 1347. Peraghaib and Saila plantations, Jhelum 
(eight specimens) . 

O 205. G#rhwal (1868) . 

O 357. Dehra Dun ...... 

O 1460. Bahraich, Oudh. 

O i486. Kheri, „. 

E 675. Rakti Forest^ Darjeeling Terai 
E 2347. Sukna* „ „ „ . . 

E 634. Eastern Duars, Assam .... 
% E 3588 1 . Darjeeling Terai ..... 
'£3709. R. B. Gardens, Calcutta (1881) . 


350 Dalbergia stipulacea, Roxb. ( Fi . /«</., m. 233.) 

Vem. —Tatebiri , Nep.iL; Garodosal , Mechi ; Tcn - nyok , Lepcha. 

A large climbing shrub of t^e Eastern Himalaya, ascending to 4,000 
feet, of Assam, Khasia Hills, Chittagong and Burma. 

Wood soft, greenish-grey; porous. 

lbs. 

E 574. Khookloong Forests, Darjeeling Terai . ... 

E 2349- Sivok „ „ * „ . 48 

35 1 D. volubilis, Roxb. 

Vem. — Bhatia , Kumaunj Birmunga , Sontiial ; Rongdi , Mal. 

A large climber, met with in the Central and East Himalaya. 

Wood light-brown, hard, very tough. 

Samples of undetermined woods supposed to belong to Dalbergia. 

B 2523. Burma ( Brandis , 1862). 

B 2230. Andaman Islands. 


DAPHNE. 

352 Daphne longifolia, Meisn., Thymelsace^ 

Vem.— Skedbarwa, Nepal. 

A shrub of Eastern Himalaya, the Khasia Hills,<and Eas#Bengal. 

The bark is used in the manufacture of Nepal paper. 

353 D. mucronata, Royie. 

Vem. — Lagh&ne , Afg. ; Pech, Sind ; Kutildl , kanthan, gandalum, shalan- 
gri, zosko, “king, mashur, swdna, jikri, dona, 'channi niggi, kdgsari, 
sind, kansian , sondi, Pb. 

A small evergreen shrub, of the Suliman Range, from 3,000 to 7,000 feet, 
and the Himalaya from 2,300 to 9,000 feet. 

Wood white, soft. It is used in Chamba to make gunpowder charcoal. 
H 2826. Cheog Forest, Simla, 7,000 feet. 

H 2828. Simla, 7,000 feet. 

354 D. papyracea, Wall. 

Vem.—Niggi, Pb. ; Set barAwa, satpAra, Hind; Balwa, Kumaun; 
• Gande , kaghuti, Nepal ; Dayshing, Bhutia. 

A ljirge shrub found on the Himalaya from near the Indus to Bhutan, 

■ between 3,qoo and 9,000 feet, and on the KhSsia Hills. 









'imbers. 


Wood white, moderately'hard. Flowers very sweet-scented. Bark* 
used to make Nepal and Bhutia paper, the commoner thin 'kind j also to 
make ropes for various purposes such as carrying ldads. 

• lbs. 

E 2408. Darjeeling, 7,000 feet .... 34 
E 3661. Darjeeling.. ... 


DEBRE6 

ASIA- 


. . DAPHNIDIUM. • 

Daphnidium elongatum, Nees, Lauraceje. 

Vem. —Paieli, pooalay, pkusri, Nepal ; Phamlet, Lepcha. j 

A large evergreen tree, found in th«? Sikl«m and Bhutan Himalaya, 
from 6,000 to 8,000 feet, and in the Khasia Hills. 

Wood yellow, turning olive-grey on exposure; moderately hard, even- 
grained, very pretty and worthy of attention. It is used fc# building, 1 
chiefly planking. 

lbs. 

E 362. Rangbul, Darjeeling, 7,000 feet . . 34 

E 2418. „ „ . 41 

* 

D. pulcherrimum, Nees. 

Vern.— Dabia, Hind.; Sisi, NF n AL ; Nupsor, Lepcha; Dingpingwai, 
Khasia, 

A large evergreen free of Kumaun, Nepal *yid Sikkim Himalaya, 
between 4,000 anu 9,000 feet, and of the Khasia Hills and Burma. 

Wood reddisli-white, moderately hard, even-grained. Structure 
similar to that of D. elongatum. Used for building cattle yokes and 
occasionally tea-bo :es. 

lbs. 

E. 368. Rangbul, Darjeeling, 7,000 feet . . 33 

E 2417. ,, tt » I, • ■ 4® 


* DEBREGEASIA. 

Debregeasia bicolar, Wedd., Urticaceje. 

Syn. —Uktica bicolor, Roxb. 

Vem. Khar mala , shakai, Afg. ; Chainchar, chain jli, antrer , sanddri, 

Jhelum ;‘Sansaru, suss, Chenab; Siam, talsiari, Ravi ; Pincho,prin, 
Sutlej ; Tashiari, Kumaun. 

A large shrub of the Salt Range and the North-West Himalaya, as¬ 
cending to altitude 5,000 feet. 

Wood soft and grey. . 

* lbs. 

H88. Bhajji, Simla, 4,000 feet.27 

D. leucophylla, Wedd. 

Syn. —Morocarpus Wallichianus, Miq. 

'VertL—Pdmnt, Nepal; Sendn, Lepcha. 

A small tree, erect or epiphytic, found in the North-East Himalaya up to 
# 7,000 feet, in the Khdsia Hills and down to the upper forests of the Pegu 
Yoma. 

Wood with the annual rings distinctly marked by a white line. A 
very pretty plant with round leaves of the purest white beneath. 
Fibre used sometimes for cordage. * 

E 3329. Darjeeling, 6,000 feet. 


91 • 




Economic Product £ of India. 


ENDRO- 

ALAMUS. 


Debregeasia longifolia, Wedd. 

n.— MoRdfc^RPUS LONGIFOL1US, Bl 

Vern.—Ta.hiat't, Nepal; Kamhyem, Lepcha; Capiee, Kan.; P-wot ehau- 
• bcng , Burm. 

A small tree, found in the North-East Himalaya up to 7,000 feet, 
in the Khasi^ Hills, South India, and Burinah; common on old cultivations. 
Heartwood. reddish-brown, hard , sapwood white. 

E. 3328. Darjeeling, 6,500 feet. 


DENDROCALAMUS. 

360 Dendrocalamus criticus, Kurz , Gramine.®. 

Found in Pegu, altitude 3,000 feet; stems 15 to 30 feet. 

' * 

361 D. giganteus, Mum a. 

Syn. -Bambusus gigantea, Wall. 

Vem — WakU, waya, Burm. 

Met with in Tenassenm ; stems tall, often 26 inches in girth. 

B. 1329. Moulmem. 

362 D. Gongispathus, Kw z. 

Vern — Waya, Burm. 

Stems 40 to 60 feet in height. 

B 1324. loungoo, Buima. 

363 D. Hamiltonii, Nees. 

Vern.— 1 ama, Nepal 5 Pao, Lepcha ; Pashing, Bhutia , Kokva, Bt ng. ; 
c Wah, Mucin, Wahnok a Garo 

The common bamboo of the Eastern Himalaya. 

The halms are latge, 3 to 6 inches diameter, rather hollow and not 
always straight, but they are used for every variety of purpose. 'I he bamboo 
grows gregariously, on hill-sides, up to 3,000 feet, and the stems are 40 to 
60 feet high. Ihey often grow low and tangled, instead of stiaight, and 
the bamboo may often be r cognised by this character and by the very 
thick shoots which grow out at the nodes. 


E I466. ] Bamunpokri 


364 D. Hookeri, Mumo. 

Vem.— Ussey, assey, denga, ukatang. Ass. 
Stems 50 feet in Hiight. 

365 D. membranaceus, Munro . 

* Vem.- Wa-yai, Burm. 

Stems 40 to co feet 

B 1315. Toungoo, Burma. 

366 D. Parishii, Munro. 

• P 114. Sutlej, Punjab. 

367 ‘ D. ServiceilS, Munro. 

Found on Parisnath, Chutia Nagpur. 
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Dendrocalamus strictus,«iV^. 

The Male Bamboo. * 

Syn. — Bambusa strict a, Roxb. 

Vem —Bans, bans kaban, bans khurd* kopar. Hind; Karail, Beng. ; 
Mathan, sarins', burumat, Koi. ; Bukhar, P\lamow; (for the 
Clump 0 Mdt, Sonthal ; Bas, udha, Bom.; Halbm, veddar, vadur, 
Gond ; Bhiru, Baigas ; Kark, Pandratol/ ; Kanka,TEV; Myitvwa, 
Bukm. 

Tfiis bamboo has often deciduous leaves; the stems are strong, elastic, 
Gnd nearly solid, 20 to too feet high. I'sed for spear handles, and all 
purposes of building and basket work. This species occasionally flowers 
gregariously, but generally single stems only or single clumps are found 
in flower. , 


DESMODI 
•Utf 

•368 


DERRIS. 

* i 

Derris robusta, Bth., Leguminos.®. 

Syn.- Dalbi-rgia Krowef, Roxb. (FI. Jnd., Hi, 229.) i 

Vern. — Mowhitta, Ass.; Bolkakaru, Garo ; Krowre, Sylhet; Gumbong, 
Magh. 

A deciduous tree of the outer Himalaya from the Ganges eastwards, 
Assam, Eastern Bengal, down to Pegu. 

Wood light-brown, hard. Roxburgh says it grows quickly to a large 
size. 

» __ lbs. 

E 786. Kamrup, Assam . . . " . *53 


DESMODIUM. 

Desmodium Cephalotes, Wall., Legum^os®. 

Syn. — Hedysarum Cephalotes and Umbei latum, Roxb. (FI. Ind.A 
tu, y 5 o.) 

Vern. -Bodlc kurd, Nepal; Manipk+yol, Lepcha; Chetenta, Tel. 

A shrub of the F.a^crn Himalaya, South India, and Burma. 

Wood yellowish, in structure resembling that of D. tilisefolium. 

E 3281. Dainah Reserve, Western Duars. 

D. floribundum, G. Don. 

Vern.— . 

A shrub met with throughout the Himalaya, up to 5.000 feet, and in 
the Khasia Hills. In Sikkim it is common in old cultivated lands at 3,000 
to 5,000 feet. 

E 3724 Kalimpung, Darjeeling, 4,000 feet. 

. tiliaefolium, G. Don. 

Vem. — Sambar, shamru, chamra, chamyar, chamkat, chamkil, martan, 
motha, gurshagal, pri, mardra, m&ss, mart, laber, Hind. « 

A large deciduous shrub of the Himalaya, from the Indus to Nepal, 
between 3,000 and 9,000 feet. 

Wood yellowish-brown, with a darker centre. 

lbi. 

. H 3184. Dungagalli, Hazara, 8.000 feet . 

H 51. Nagkanda, Simla, 7,000 feet . . . «. 

H 2934. Mahasu, Simla, 7,000 feet . . *53 

H 3019. Kotgarh, Simla, 7,000 feet (var. Argenteum, 

waii.) . 
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373 


'374 


375 


376 


377 


DEUTZIA. 

o « ' 

Deutzia COiymbo$a, Brown, Saxifrage®. e 

Vero .— Daloutchi, deufsch, bhujru, Simla. 

A shrub of the Himalaya, from the Sutlej to Bhutan, from 6,ooo to 
jo,ooo feet. t 

Wood, iffhite, soft,*even-grained. 

lbs. 

H. 2850. Mhhasu, Simla, 7,000 feet . . .46' 

H. 2898. Nagkanda, Simla, 8,000 feet.• . 

D. staminea, Brown. 

Vem. — Muneti, Kumaun ; Deutsch, Simla. 

A shrub of the Himalaya, from Kashmir to Bhutan, from 5,000 to 
8,000 feet. 

Wqpd white, soft j structure similar to that of D. coryrabosa. 

lbs. 

H 2819! ] Simla, 6,000 feet.43 

DICHOPSIS. 

Dichopsis Gutta, Bth. and Hook, f, Sapotace®. 

Syn. —Isonandra Gutta, Hook. 

Indigenous in Singapore and the Malay Archipelago. 

Yields the Gutta-percha of commerce, exported to Europe from 
Singapore and the Malay Archipelago. 

D. polyantha, Benth and Hook. f. 

Syn. —Bassia polyantha, -wall; Isonandra polyantha, Kura («. 119.) 
Vem.— Tali, Beng. ; Sill-kurta, Cachar ; Thainban, Magh. 

A moderate sized evergreen tree met with in Cachar, Chittagong, and 
Arracan. 

Wood red, hard, much valued in Cachar ■and Chittagong. Mann 
says it does not float, but he must refer to green wood. Major Lewin says 
it is used in Chittagong for making beds, tools, &c., and is sawn into boards 
for the Calcutta market. 

lb*. 

Cachar ..... 

Sylhet ..... 

Chittagong . . . 

Rinkheong Reserve, Chittagong 
Chittagong .... 


E 

E 

E 

E 

E 


1274. 

1494 - 

1952. 

3285. 

3691. 


$3 
• • • 
53 


52 


DICHROA. 


Dichroa Febrifuga, Lour., Saxifrage®. 

Syn.— Adamia cyanea. Wall, (#., 213.) 

Vem. — Basak, bansirk, Nepal ; Gebokanak, Lepcha ; Singnamuk, Bhutia. 
An evergreen shrub, common in the forests of the Eastern Himalaya, 
from Nepal to Bhutan and in the Khdsia Hills, above 4,000 feet. 

Wood white, moderately hard, with small pores and moderately broad, 
to very fine medullary rays. 

lb(. 

E. 2371, Darjeeling, 7,000 feet . . . .41 
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DICHRQSTACHYS. 

Dichrostachys cinerea, W. & A., Leguminos^ 

Syn.— Mimosa cinerea, Roxb. (FI. lnd.,*ii. s 6 r.) 

Vem. — Vurtuli, Hind ; Kunlai, kunrat, kkeri, Mhairwarra; Vadatalla, 
vadatara, Tam. j Velturu, yeltu, Tel.; S4gv.n1 kafip Mar., Gond; 
Andara, ClNGH. 

A thorny shrub or small tree of the dry, stony bills in South and Cen¬ 
tal. India, and of Rajputana. 

Heartwood red, extremely hard. Wood used for walking-sticks. 

lbs. 

No. 25. Salem Collection . . . # . . .79 

No. 3. Ceylon Collection (marked Vachellia far- 

nesiana).71 

P 3239. A j mere.S 

P 3229. Nagpahar, A j mere._ 


DILLENIA. 


,378 


DILLENIA. 

Dillenia aurea, Smith, Dhxeniace.®. 

Syn.— D. ornata. Wall. . 

Vem. — Chamaggai, Oudh ; Dheugr, Nepal; Byobben, Burm. 

A large tree of Nepal, Bengal, Burma, and the Andaman Islands. 
Wood grey, beautiiully mottled, hard, close-grained. It is not used. 

lbs. 

B 2502. Burma (1862) ... . . 49 

B 2253. Andaman Islands (1866) . , . .48 

D. indica, Linn. 

Syn — D. SPECIOSA, Tkvnb. (Roxb., FI. Ind„ it, 650 ; Beddome, t, 103.) 

Vern. — Chalta , Hind.; Chalta , hargesa, Beng. ; Chilta, Mongiiyr; 
Panpui, Garo; Phamsikol, Lepciia; Ramphal, Nepal; Otengah, Ass. ■ 
Rat, Oao, Ukiya ; Mothe karamala, Bom. ; Una, Tam. ; Una, pedda- 
kalinga, Tel. ; Bettakanagala, kadkanagula, Kan ; Syalxta, Mal. • 
Mata karmal. Mar. ; Hondapara, Cingh. ; Thaprv, chauralesi, Magh • 
Thabyoo, Bjjrm. ; Carllow, Talking. * .» 

A large evergreen tree of Bengal, Central and South India, and Burma; 
often planted for ornament. 

Wood red with white specks, close-grained; moderately hard. It is used 
to make helves and gunstocks, and in construction ; and is said to be du¬ 
rable under water.' It makes good firewood and charcoal. 


lbs. 

E 596. Khookloong Forest, Darjeeling Terai . . 40 

E 2310. Sivoke Forests, Darjeeling Terai ‘ . . 41 

E 1395. Chittagong.48 

B 2501. Burma.45 

B 2245 ........ 32 

B 2275 •••*.... 44 


Specimens supplied by Major Ford from the Andaman Islands (Lin 
gyan). May possibly be D. pilosa, Roxb. The wood is purplish-grey. 
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383 

384 


Dillenia pentajjyna, Roxb. {FI. 7 n<t., ii. 602.) 

Syn. 1 — D. aususta, Roxb. (1. c.) 

Vern. — Aggai, Oudh ; Kallai, C. P.; Karkoita, Beno. ; Agar, Monghyr ; 
Pashkouli , RajbaiJshi j Korkot, Sonthal and Oraon ; Korkota, Kol 
and Mal ; Suha ruk, Bori, C. P. j Tatri, Nepal ; Shukm, Lepcha j 
Akshr, Ass., Mechij Akichi, uchkai, Card; Rai, Uriya; Karamala-, 
BcM.; Rai, fiinnai, nai-tek, Tam.; Rawadan, chinnakalinga, Tel.; 
Kanagalu, Mar.; Mirchi, Baigas; Kallei, Gond; Male gem, Kurgj 
Machil, kaftega, kadkanagola. Ran.; Zambrun, Magh. ; ! Zimbyun, 
BuRM. t 

A deciduous* tree of Oudh, Bengal, Central and South India, and Burma. 
Wood rough, moderately hard, reddish-grey; apt to split, warp, and 
crack; strong, heavy, durable, handsomely marked on a vertical section 
by the darker-coloured medullary rays which appear as broad plates. 

It is used for construction, ship-building, rice-mills, and for charcoal 
which is of good quality The tree is often found with sAl. 

lbs. 

Khurdha Forests, Orissa . 

Gorakhpur (1868) .... 

Rakti Forest, Darjeeling Terai 
Sivoke, Darjeeling Terai 

Burma (1867) .... 

Promc, Burma .... 


C 

O 

E 

E 


357* • 
348- 
658. 
2311. 


41 

54 

45 

54 


B \ 302 
l 3°3 


B 557 - 


:) 


47 

38 


D. retusa, Thunb . t 

Vern. Godapara, Cingh. 

A tree met with in Ceylon, up to 2,000 feet. 

Wood resembling that of the other specieS; used for building. 

lbs. 

No. 29 Ceylon Collection.51 

DINOCHLOA. 

Dinochloa andamanica, Kurz, Gramine.®;. l 

Met with in the Andaman Islands; stems scandent up to 100 feet in 
height. 

D. Maclellandi, Kurz. 

Syn.— Bambusa Maclellandii, Munro . 

Vern — Wa-nway, Burm. 

A native of Burma; stems scandent, 60 to 100 feet. 

B 1320. Chittagong, Burma. 

DIOSPYROS. 
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Diospyros cordifolia, Willd., Ebenaceje. 

Syn. —D. Montana, Roxb. (part) (Brandis, 296 .) 

Vern. — Banyab, Beng. ; Vackana, kaka ulimera, Tel. ; Gyitbeng, Burm. 
A native of Bengal, South India and Burma. 

Wood reddish, moderately hard; useful for cabinet-work. 

lbs. 

E 715. Chittagong [Moishkanda, Bf.ng.; Chapraka, 

„ Magh).45 

B 2541. Burma (1862).49 
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Diospyros Ebenum, Konig* 

Ebony. * ^ * 

Vdhi. —Ebans abnus, tendu. Hind. j Kendhu, Uriyaj Arha, tumbi, sken -1 
gutan, kaka-tati, tai, Tam,; Tuki, TEL.f Karemara, Kan.; Tai, tendu, 
"abnus. Mar.; Mallali, Manjarabad; KaUwara, Cinch. 

A large tree of South India and Ceylon. # •- 

Wood grey, with irregularly-shaped masses of jet-black ebony near 
the centre, frequently with lighter-coloured streaks. Jt is used for inlaying 
and ornamental tumery.but the demand for it is not very great. 

lbs. 

W 731. South Kanara . . . . .61 

'W 75®* h » • • t • • ■ 7° 

No, 13. Ceylon Collection (marked Di<&pyros, sp.) . 71 

W 1207. South Kanara (saplings), 

D. ehretioides, Wall. • • 

Vem.— Ouk-chingsa, Burm. 

A large tree of Burma. 

Wood dark-grey, with darker streaks, moderately hard, even-grained; 
used for house-posts. „ 

■ lbs. 

B 1422. Tharrawaddi, Burma . . . . 54 

B 2542. Burma (1862).52 

D. Embryopteris, PersS 

Syn. —D. glutinosa, Roxb. (FI. Ind., ii, 533) ; Embryopteris glu- 
TINIFERA, Roxb. 

Vem. — Gab, makur-kendi, Beng., Hind. ; Kusi, Banda ; Rendu , Ass.; 
Gusvakendhu, Uriya; Tumbika, pani-chika, Tam.; Tuntil, tumika, 
Tel.; HoLle-tupra, Coorg; Kusharta, K«n.; Timberee, Cingh. 

An evergreen shrub or small tree, with dark-green foliage and long 
shining leaves, common throughout India and Burma, except the arid 
and dry zones in the Punjab and Sindh. 

Wood grey, moderately hard, close-grained. 

lbs. 

O 3161. Dehra Dun.*52 

C 3474* Saranda Forest, Chutia Nagpur. 

D. Kurzii, hiern. 

Andamanes£ Marble Wood. 

Vem.— Teakak, thitkya, Burm.; Pecka-da, And. 

An evergreen tree of the Andaman Islands. 

Wood handsome, streaked with black and grey; the grey wood hard; 
the black wood very *hard, with alternate streaks of black ebony and grey 
wood. The mass of ebony occupying the centre of the tree is large and 
very irregular in outline, and frequently encloses interrupted concentric 
belts of light-coloured wood. 

It is used for cabinet work and for walking sticks, and should be better 
known as a substitute for the Ceylon Calamander wood, which it resem¬ 
bles in appearance. It is said by Major Ford to be used in the Andamans 
for handles and sheaths of blades, and for furniture. Home’s surveys 
gave 224 trees or one tree per acre'; so it is pretty common. 


DIOSPY* 

R0§* 

386 


B 2203. 
B 2498. 
B 521. 


Andaman Islands (1866) 

„ „ (Home, 1874, No. 15) 
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c 


C 


392 


Diospyros Lotus, Linn. 

Vent. — Amluk, mal&k, Pb. * 

A middle sizefi tree with dark-brown or black tasselated bark, found in 
the Punjab Himalaya, in Hazara and Kashmir, from 2,500 to6,ooofeet, in 
Afghanistan, Beluchistan, extending to Southern Europe. ( Mathieu, Fl. 
For., b. 20<t) 

Wood grey, moderately hard, close-grained. 

The fruit is sweetish, and is eaten fresh or dried by the^ Afghans. 
Mathieu says that^n Southern France it is eaten when half-rotten like the 
Medlar. • * 

H 3183. Dungagalli, Hazara, 5,000 feet. 


D. melanoxylon, Roxb. (Fl, Ind., a. 530.) 

Syn.—D. WightIana, Beddome (t. 67) (including D. Tupru, Buck; 
D. exculpta. Ham. (Beddome, 166 ); and D. tomentosa, Roxb. (Fl. 
Ind., ii, 532.) 

f c Vem. — Tendu, kendu, temru, abnus. Hind.; Kcnd, kyou, Beng.j Tirilt 

kiril, Sonthal; Kend, Mal ; Tumri, tummer, tumki, Gond ; Tendu, 
Baigas. ; Tumri, temru, timburni, Mar. ; Tumbi, tumbali, karunthumb, 
Tam.; Tumi, tumki, tumida, timmurri, damddi, Tel.; Kendhu, 
Uriya ; Balai, Kan. 


A moderate sized tree, comwion throughout India, but not in Burma. 

Wood hard, of a light-pink colour, with irregular-shaped masses of 
black ebony in the centre. The ebony is jet black with purple streaks, 
extremely hard, pores and medullary rays difficult to distinguish. It is 
used for buildings, shoulder poles, and carriage: shafts, and the ebony for all 
purposes of fancy work, and carving 


P 170. 


P 469. 
O 1492. 
O 2981. 
C 828. 
ni3« 
2754 . 
1237. 

*3 OI> 
1302. 
2008. 
D 2045. 
No. 26. 
C 3683 


C 

c 

c 

c 

c 

D 


Hoshiarpur, Punjab ( Stewart, i 860 ), the 
specimen referred to at p. 137 of the 
Punjab Plants 
Ajmere 

Kheri, Oudh . 

Bahraich, Oudh 
Bairagarh Reserve, Berar 
Ahiri Reserve, Central Provinces 
Moharli Reserve, Central Provinces 
Gumsur, Madras 


Mysore 


lbs. 


69 

59 

55 

43 

53 


65 

77 

68 

73 

70 

82 

63 


Salem Collection . 

Palamow, Chutia Nagpur 

D. montana, Roxb. (Fl. Ind., ii. 538.) 

Vera. — Hirek, ketndu, temru, pasendu, Pb.; Tendu, dasdundu, lohari, 
bistend, Hind.; Makar-tendi, Banda; Pasend, BhuRTPur; Temru, 
MEYWAR; Ambia, Banswara; Hddru, Panch Mehals; Kanchan, 
kadal, pattewar, pat-wan, C.P. ; Muchi tanki, yerragoda, micha turn- 
murra, Tel.? Timru, timburni. Mar.; Goindu, kalagoindu, balkuniki, 
jagalagante, Kan. 

A moderate sized tree of most parts of India except Sindh, the 
Northern Punjab, and Burma. 

Wood yellowish-grey, soft, no heartwood, no annual rings. It is 
durable and would be good for furniture. 

lbs. 

C 192. Mandla, Central Provinces (1870) . . 47 

' C 1167. Ahiri Reserve, Central Provinces . . 44 
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Diospyros oocarpa, Thw. ( JSnum ., 180.) 

Vein.— Kadoembaireya. Cingh. • # 

A middle sized tree of the Konkan, Mysore and Ceylon. 

Wood purplish-brown, with black streaks,* moderately hard; a hand* 
some wood. 


Ibs. 

45 


lbs. 

50 

54 


No. 40. Ceylon Collection (marked Diospyffo, sp.) 

D. pyrrhocarpa, Miq. • 

• Vem .— Tay , Burm. • 

An evergreen tree of the Andaman Islands. 

Wood reddish-brown, moderately hard to hard. 

• 

B 1991. Andaman Islands ( Kurz , 1866) 

B 2244. „ „ (1866) 

D. quaesita, Thwaites ( Enum., rag.) * * 

The Calamander Wood. 

Vent. — Kaloomidereya , Cingh. 

A large tree of Ceylon. 

• Wood hard, consisting of irregular alternate layers of black ebony 
and greyish-brown wood. The most valuable ornamental wood in Ceylon; 
it is now scarce, but is much in demand. 

lbs. 

D 2923. S. India CJT Ceylon . . . t *53 

No. 12. Ceylon Collection (D. hirsuta) . . -57 

Indeterminatce. 

D. sp.? (Upilosa, Wall). 

1 uSa 

B 2232 ........ 61 

Vem.— Moong, Burm. 

The wood is hard, tom pact and close-grained, dark-purplish-grey 
with narrow streaks of jet-black ebony. 

lbs. 

B 1997. Andaman. 49 

A large tree collected by Kurz in 1866 with black wood; not identified. 

DIPTEROCARPUS. 

Dipterocarpus alatus, Roxb., Dipterocarpr®. 

Vem.— Garjan,. Beng. ; Kanyin, Burm. • 

A very large tree met with in Chittagong, Burma, and Andaman 
Islands. 

Sapwood white ; heartwood reddish-grey, moderately hard, smooth, 
mottled. It is used for house-building and canoes, but is not durable. 

lba. 

. 50 

• • 38 


B. 818. Burma .... 
B. 2243. Andamans (1866) (rather eaten) 


D. lSevis, Ham. 

Syn.—D. turbinatus. Hook (FI. Ind., i, 295* in part.) 
Vem. — Kanyin, kanyin-nee, Burm. 

A lofty tree of the tropical forests throughout Burma. 


'DIPTERO- 

CARPPS. 

*393 


394 


395 


396 


397 


398 


99 
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Sapwood white ; heartwood rough, reddish, soft j is rarely used, but is 
occasionally employed for planking ayid rafters. 

B 292. Burma (1867).4.3 

B 2506. „ (.1862).49 

D. indicus {Beddome, t. 94), Vern. Guga, alviarra, Kan., of the West¬ 
ern Gh&ts* Is referred to this or to D. turbinatus by Dyer. 

Dipterocarpus obtusifolius, Teym. 

Vera. — Kanyln-kok, Burm. ^ 

A large deciduous tree of the Eng forests of Prome and Martaban, 
ascending to 3,000 feet. 

Heartwood reddish-brown, rough, moderately hard. 

t - lbs. 

B. 3128. Kya-eng, Attaran Valley, Burma . . 59 

D. tuberculatus, Roxi. ( Fl . Ind., a. 614.) 

The Eng Tree. 

Syn.— D. grandiflorus, Wall. 

Vern. — Eng, Burm. j Sooahn, Taleing. 

A large deciduous gregarious tree, forming the “ Eng forests” of 
Burma, and Chittagong. 

Wood red, hard. It is very largely used in Burma for building, 
canoes, and house posts. 

lbs. 

B 2505. .Burma (1862) . . fc . .50 

B 306. „ (1867).52 

B 2480. >. .59 

D. turbinatus, Gaertn. f. 

The Garjan-oil Tree. 

Vern. — Gurjun, tiliyagurjun, Beng. ; Kanyoung, Magh. ; Kanyin nee, 
kanyin-wettoung, Burm. 

A lofty evergreen tree, found in Eastern Bengal, Chittagong, 
Burma, and the Andaman Islands. ► 

Wood rough, moderately hard; heartwood reddish-grey. It is used 
for house-building and for canoes in Burma. It yields a wood-oil or 
balsam. 


E 709. Chittagong . . . . . 

B 293. Burma (1867) . . . 

B 2216. Andaman Islands (Major Ford, 1866) 

B 2555. Burma (1862). 

E 3690. Chittagong Hill tracts (1882) 


lbs. 

49 

43 

52 

56 

51 


D. zeylanicus, i'hwaites (Enum., 33.) 

Veto. — Hord, Cingh. 

A large tree met with in Ceylon, up to 3,000 feet. 
Heartwood red, moderately hard. It is used for building. 

No. 37. Ceylon Collection .... 


Ibs. 

45 


4<>3 


DIVI-DIVI. 

Divi-divi or Libi-dibi. 

The seed pods of Caesalpinia coriaria, Willd.. LeguminosjE ; a tree 20 
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to 300 feet high, indigenous to the West Indies, Mexico, and Brazil, 
naturalised in the Madras and Bombay Presidencies, ^nd in the North- 
West Provinces. The pod may be known by its drying into the shape 
of the letter S. 

It grows freely in the Botanic Gardens, Calcutta, where seeds are distri¬ 
buted gratis to all applicants. • *• 


D0LI6HAN 

DRONE. 


DODON^EA. 

Dodonsea viscosa, Linn., Sapindaceje. 

Syn.—D. DIOICA, Roxb., and D. angtjstikolia, Linn. f. ( Roxb ., FI. 
Ind., ii, 256.) , • 

Vem, — Sanatta, mendru, ban mendu, Pb. ; Banderu; C. P.; Bandurgi, 
bandrike, Kan. 

An evergreen shrub, met with in the North-West Himalaya frq<n the 
plains up to 4,500 feet, in the Punjab, Sindh, South India, ascending to 
8,ocx) feet and attaining here the size of a small tree, in Burma, and 
planted throughout India for hedges. 

Sap wood white; heartwood extremely hard and close-grained, dark- 
. brown, with an irregular outline. It is used for engraving, turning, tool- 
’ handles and walking-sitcks, and the branches to support the earth of flat 
roofs. It is likely to be important in re-clothing denuded tracts like the 
Siwalik hills of Hoshiarpur. 

P. 894. Salt Range,# Punjab. . 


404 




DOLICHANDRONE. 

Dolichandrone falcata, Seem., Bignoniacea. 

Syn. — Spathodea falcata. Wall. ( Beddome , t, 71 ; Brandis, 350 ) ; Big 
nonia spathacea, Roxb. {FI. Ind., Hi, m3.) 

Vern. — Uriivar, Oudh ; Kanseri, MeywaR; Mendal, manehingi, Bans- 
waka ; Mersingi, Mar.; Udda, modi, Tel.; Mersingh, Bhil; Karan- 
jelo, Kurku ; Nir pongilant, Mal. 

A small deciduous tree, met with in Oudh, Rajputana, Central and 
South India. 

Wood whitish, hard, close and even-grained, seasons well, shining and 
glossy; no heartwood. Annual rings indistinct. It is used for building 
and agricultural purposes. 

' • lbs. 

C 1139. Ahiri Reserve, Central Provinces . . 42 

W 995. Sahyadri Ghats, Ahmednagar . . . 43 

D. Rheedii, Seem. 

Syn.— Spathodea Rheedii, Wall. • 

Vem. — Deyadanga, Cingh. ; Tkakootma, Burm. 

A small tree of Burma, Malabar, Ceylon, and the Andamans. 

Wood white, soft. 

lbs. 

B 2545. Burma (1862).32 

B 2252. Andaman Islands (1866) . . . , 39 

No. 18. Ceylon Collection . . . -23 

D. sfcipulata, Seem. * 

Syn. — Spathodea stipulata. Wall {Kura, ii, 234 ); Bignonia stipu- 
lata, Roxb. {FI. Ind., Hi. 108 .) , 

Vern. — Petthan, malwa, Burm. 

A moderate sized deciduous tree of Burma and the Andaman Islands. 
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,GA. ' 


408 


409 


410 


411 


C 


Heastwood»orange-red, beautifully mottled, hard, close-grained. The 
wood is used for Ikows, spear handles, oars, and paddles. Majpr Ford says 
it is a durable wood for house-posts, and makes good furniture. 

lbs. 

B < 2S44- Burma (1862).58 

B 2261. Andaman Islands (1866) . . . *54 


DOONA. 

Doona zeylanica, Thwaites, Dxpterocarpe^e. 

Vera .— Doon, Cingh. 

A large tree of the central provinces of Ceylon, 
i y eartwood the colour of sal, moderately hard. The wood is used for 

house-building. 

lbs. 

No. 25. Ceylon Collection ..... 29 


DRIMYCARPUS. 

Drimycarpus racemosus, Hook . f , Anacardiace^e. 

Syn. —Hol'igarna racemosa, Roxb. (FL Ind., ii. 82.) 

Vem. — Kagi, Nepal; Brong, Lepcha ; Telsur, Beng.; Amdali, Ass.; 

Chengane, sangaipru , sangryn, Magh ; Amjour, Sylhet. 

A large evergreen tree of the Eastern Himalaya from 2,000 to 6,000 
feet, the Khasia Hills and Sylhet to Chittagong and.Pegu. 

Wood greyish-yellow, hard, close-grained. Used occasionally in Assam 
for canoes and planking ; in Chittagong for boats, for which it is one of 
the woods most employed. Major Lewin says that boats 50 feet long 
and 9 feet in girth are sometimes cut. 

* lbs. 

E 722. Chittagong.61 


DRYOBALANOPS. 

t 

Dryobalanops Camphora, Colebr., Dipterocarpeje. 
A tree of Sumatra. 

It yields the camphor of commerce. 


DUABANGA. 

Duabanga sonneratioides, Buck., Luthrareje. 

Syn. — Lagerstromia grandiflora, Roxb. {FI. Ind. it., 503.) 

Vem. J 3andorhu.Ua, Beng. ; Lampatia, Nepal ; Dir, Lepcha ; Kochan, 
kokan. Ass.; Jaril-jhalna, Cachar ; Bondorkella, aching, bolchin, 
Garo ; Baichua, Magh. ; Myoukgnau, Burm. , 

A lofty deciduous tree, with light-brown bark, peeling off in thin flakes, 
a native ot Eastern Bengal, ascending to 3,000 feet, Assam, and Burma. 

Wood grey, often streaked with yellow, soft, seasons well, neither warps 
nor splits. Canoes cut out of it green are at once used, even when liable 
alternately to wet and the heat of the sun. Is used in Northern Bengal 
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and Assam very extensively for tga-boxes, for which purpose it is admir¬ 
ably fitted. It is also made into canoes and cattle troifghs. * 


E 3622. Kalimpung, Darjeeling, 2.006 feet 
E 652. Rakti Forest, Darjeeling Terai . 

E 2380. Sukna Forest, Darjeeling Terai ^ 

E 950. Eastern Duars, Assam 
.E 1230. Sibsagar, Assam 
e E 1436. Assam 
F. 128S. Cachar 
E 1499. Sylhet 
E 713. Chittagong 
B 807. Pegu 
B 1995. Andamans ( Kurz , 1866) (young tree) 

Durable woods. See Appendix. 


Ibs. 

32 

32 

32 

36 

29 

32 
■ • • 
3i 

30 
21 


DYSOXYLUM. 

Dysoxylum binectariferum, Hoot./., Meliaceje. 

Syn. —D. macrocarpum, Bl. (Beddome liv, t , 150); Guarea binectari 
fera, Roxh. (FI. Ind., ii, 240.) 

Vem.— Katongzu , L^pcha; Rangirata , Cachar j Borogatodhara, Ass. 

A large evergreen tree of Sikkim, ascending to %000 feet, of Assam, 
Khdsia Hills, Chittagong, and the Western Ghats. 

Wood reddish-giey, rough, and close-grained, hard; worthy of notice, 

lbs. 

E 644. Khyrbani Forest, Darjeeling ferai . . 44 

D. Hamiltonii, Hiern. 

Vem. — BauripJial, NEPAL; Gendelli pom a, bosuviya poma (Wall), Ass. • 
Bolaihin, Garo^ ’’ 

A large evergreen tree of the Darjeeling Terai, Assam and Sylhet. 
Wood red, hard, close-grained. 

Used in Assam for boats and planks ; said not to be durable. Hamilton 
says it is used for canoes. 

Ibs. 

E 1259. Tczfmr, Assam.47 

E 2189. Nowgong, Assam . ... 36 

D. procerum, Heim. 

Vem. — Diugofi,govorpongyota (Wall), Ass. # 

An evergreen tree of Assam, Khdsia Hills and Cachar to Pegu and 
Tenasserim, of Sikkim and Western Duars. 

Wood bright red, moderately hard; handsome and well deserving of 
more extensive notice. 

It is said by Hamilton to be used for canoes. 

lbs. 

E 631. Eastern Duars.40 

. E 1434. Assam . ...... 37 

E 3595. Randung Forest, Darjeeling Terai . . • ... 

B 2484 (44 lbs.), B 2250 (40 lbs.), and B 2255 (31 lbs.) from the 
Andaman Islands (1866) have been put under this species on 
account of their structure, although Dysoxylum fras not been* 
described from the Andamans. 
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IHBETIA. * 

• * 

* 

■ * t 

- ECHINOCARPUS. 

415 .' Echinocarpus dasycarpus, Benth., Siliace^:. 

Vem.— Gobria, Nepal, 

A Iarg^/ree of the* Eastern Himalaya, from 5,000 to 7,000 feet. 
(Hooker in Flora Inhica says: “ Sikkim at 2,000 feet,” but I have never 
seen it below 5,000 feet.— J. S. G.) 

Wood greyish-brown, soft; used for planking for tea-boxes and to 
make charcoal. * 

It is in considerable demand in Darjeeling. 

lbi. 

E. 694. ChuttocJ'pur,.Darjeeling, 6,000 feet . . 32 

EDGEWORTH IA. 

416 Edgeworthia Gardneri, Meisn., Thymeueaceje. 

Vem. — Kaghubi , aryiii , Nepal. 

A large elegant bush, almos&.leafless when covered with its cl-isters of 
yellow sweet-scented flowers. Found along the Himalaya from Nepal to 
Sikkim and Bhutan, and recently found plentiful on the mountains of 
Manipur, extending to the northern frontier of Burma. Between 4,000 
and 9,000 feet altitude. t 

Wood grey, light, soft, with little lustre. 

EHRETIA. 

4 tj Ehretia laevis, Roxb., Bokagineje. 

Vem. — Chamrdr , k6da , darur , dafranga , Hind.j Chumbul , Sind; Tambol , 
Banda j Mosonea ; Uriya ; Dotti . disti , gilchi , Gond ; Datrang , Mar. 
Paldatam , reddapul - mera , seregad , Tel. j Koppura , Kan. 

A moderate sized tree, found on the Sulintan Range, Punjab, sub- 
Himalayan tract, in Oudh, Bengal, Burma, the Andaman Islands, and 
Central and South India. 

Wood greyish-white, hard, tough, durable. 

It is used for agricultural implements and building. „The fruit is 
eaten as is also the inner bark in times of famine. . * 

lbs. 

O 257. Garhwal (1868).33 

C 1155* Ahiri Reserve, Central Provinces . . 38 

418 E. obtusifolia, Hochstetter. 

Vera.— 

A small shrub of the Salt Range in the Punjab, Sind, and Rajputana. 

Wood resembling in structure that of E. iaevis. 

P 3245. Ajmere. . 

(Specimens wanted.) 

419 E. Wallichiana, Hook./., and Th. 

Verp.— Boeri, dowari, Nepal, ; Kalet, Lepcha. * 

A large tree met with in the Darjeeling forests, from 2,000 to 7,000 
feet; sometims gregarious. 

Wood grey, moderately hard. Annual rings marked by light-co¬ 
loured belts. 
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It is used for building, fbr charcoal, and occasionally for making 
tea-boxes. * • 

• , l bB - 

E. 6go. Sepoydura Forest, Darjeeling, 5,500 feet . 33 
E. 3597. Darjeeling 6,000 feet . . . .... 

E. 3601. Darjeeling . . . . . . ... 


ELEOCAR- 

PUS. 


EL/EAGNUS. 

Elsagnus hortensis, M. Bieb., Eueagneje. 

Syn. —E. angustifolia, Linn, j E. Moorcroftii, Wall. 

Vern. — Sanjit, Apg., Sirshing, ? Shiu&k, N. W. P. 

A small tree of Ladak, Baltistan and Afghanistan; extending to the 
Mediterranean region. 

Sapwood narrow; heartwood dark-brown, porous, soft. * 

Used for fuel. Weight 36 to 41 lbs. per cubic foot. 

E, latifolia, Linn. 

Syn.— E. conferta, Roxb. 

Vem.— Ghim din, mijhaula, KUMAuk ; Jarila, Nepal. ; Guara, Beng.; 
Kamboong , Magh. 

A straggling evergreen shrub or small tree, found in the Himalaya, 
from Kumaun to Bhutan, Khasia Hills, Eastern Bengal, and South 
India. 

E 2407. Tukdah, Darjeeling, 5,000 feet . 

E. umbellate, Tkunb. 

Vern. — Ghiwdin, ghain, kankoli , bammcwa, Pb. 

A thorny, deciduous shrub, found in the Himalaya, from near 
Indus to Bhutan, between 3,000 and 10,000 feet. 

Wood white, hard, even-grained, warps in seasoning. 

H 71. Mashobnf, Simla, 7,000 feet ... 45 


lbs. 

• 45 


420 


421 


422 


ELJEOCARPUS. 

Elxocarpus lancfcaefolius, Roxb., Tiliaceje. 

Vern._ Bhadras, batrachi,, Nepal Shepkyew, Lepcha ; Sakalang, Ass. 

A large tree of the Eastern Himalaya from 6,000 to 8,000 feet; 
the Khasia Hills- Svlhet, and Tenasserim. 

Wood soft, light-brown. , . 

It is used for house-building, tea-boxes, and charcoal. 

lbs. 

E 358. Rangbul, Darjeeling, 7,000 feet . . .41 

E. robustus, Roxb. (Blume in Gamble .) 

Vem.—Jalpai, Sylhetj Bepari, batrachi, Nepal ; Chekio, Maghj Tan- 
magyee, Burm. 

. An ev ergreen tree of the Eastern Himalaya, ascending to 2,000 
feet, the Khdsia Hills, Eastern Bengal, Chittagong, Butma, and the 

Andaman Islands. . 

Wood white, shining, soft, even-grained. 

lbs. 

E 581. Khookloong Forest, Darjeeling Terai . 38 


423 


424 




>05 



Economic Products of India. 


?ART VII. ] ' s 


ENGEL¬ 

HARDTIA. 


425 


« 


EUEODE'NDRON. 


1 * 

Elseodendron glaucum, Pers., Celastrine.®. 

Syn. —E. paniculatum, W. & A. (E. Roxburghii, W. & A., in Gamble)’, 

NE^jRIJA DICHOTOMA, Roxb. 

Vera *— MirandiP, padriun, bakra, janwa, Pbj Bakra, shauria, ckauli, dabe- 
ri, mdmri, N.-W, P. j Chauri, metkur , Oudh j Ckikyeng , Lepcha ; Jam- 
rdsi, kala inukha, rohi, C. P. ; Dhakka, nisur, CrONDj Niru, Kurkuj 
Aran,, tamruj, Mar. j Bata karas, Bhil ; Karkava, irkuli, selupa,viri, 
Tam. ; Nirija, neradi, botanskam, kanemis, bootigi, Tel. : Bhutrakshi, 
Hyderabad; Bhutdpdla, chutayd, tdmaruja, nerrelu, ClNGH ; Miri, 
Neouri, Sonthal j Tonki, Mal. 

A tree of the Sub-Himalayan tract from the Ravi eastwards, of 
Central and South India. 

Wood moderately hard, even and close-grained, works and polishes 
well, light-brown, often with a red tinge j the outer wood white, but no 
distinct sapwood; no annual rings. It is often beautifully curled and 
flaked. 

It is used for cabinet work, combs and picture frames. 


O 235. Garhwal (i868)‘. 

O 2991. „ (1874) . . _ 

C 183. Mandla, Central Provinces (1870) 
C 1182. Ahiri Reserve, Central Provinces 
C 2781. Mplghat, Berar . . * . 

E. 2335. Bamunpokri, Darjeeling Terai . 
No. 63. Ceylon Collection 
P. 460. Ajmere. 


lbs. 

56 

48 
50 

55 

49 

57 

56 
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ELSCHOLTZIA. 

Elscholtzia polystachya, Benth., Labiat®. 

Vera. — Rangchari, mehndi, Jhelam ; Garddartappaddar , Chenab ; Duss, 
Ravi ; Pothi, Sutlej ; Bkangria, Kumaun. 

A shrub of the North-West Himalaya, from the Jhelam eastwards, 
and of the Khdsia Hills, from 6,000 to 10,000 feet. 

Wood grey, moderately hard, splits and cracks, and in seasoning 
separates ifito concentric masses. Annual rings distinctly marked 
by a belt of numerous and larger pores in the spring wood. Common 
in forest undergrowth, growng often to 10 or 12 feet high. 

lbs. 

H 2936! } Mahasu, Simla, 7,000 feet . ^ . .42 


427 


ENGELHARDTIA. 

Engelhardtia Colebrookiana, Lindl., Juglande®. 

Vern. —Timar rdkh , Pb. ; Mo-wa,gobar mowa, bodal mtma, mao, Kumaun ; 
Khusam, Banda. 

A small deciduous tree of the outer North-West Himalaya ascending 
to 6,500 feet; often gregarious. 

Wood grey with a reddish tinge, moderately hard, even-grained, 
seasons and polishes well, but is not durable. 

* lbs. 

H 241. Garhwal Hills (1868) . . . . 33 
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t 

Engelhardtia spicata, Bt. , 

Syn .—E. Roxburghiana, Lindl .; Juglans pteroc 5 cca, Roxb . 

Vem. — Silapoma , Hind.; Mama , mahua , Nepal fSuviak , Lepcha ; Solas , 
Beng. ; Rumgach , Ass. ; Bor - patta - jam , Cachar; Dinglaba , Khasia j 
Vakru , Garo. 

A large, handsome, deciduous tree, found in the Tei^i and outer hills 
of Eastern Himalaya up to 6,000 feet, in Chittagong and Burma. 

Character and structure of the wood similar to that of E. Colebrookiana, 
showing a beautiful grain on a radial section. » 

It is used in Sikkim for tea-boxes and building; in the Khfisia Hills 
and Cachar for planking and spoons. It does not warp. 

lbs. 

E 653. Bamunpokri, Darjeeling Terai . , .30 

E 687. Sepoydura Forest, Darjeeling, «j,ooo feet . 33 
E 2442. Chuttockpur Forest, Darjeeling, 6,000 feet. 36 

* 'i 

ENKIANTHUS. 

Enkianthus himaliacus, Hook./., and Th ., Ericaceje. 

Vera. — Choihu , Nepal. 

A small tree of Sikkim Himalaya, 10,000 to 12,000 feet. 

Wood white, moderately hard, even-grained. Growth slow, 40 rings 
per inch of radius. 

E 976. Chumbi Valley, Tibet, about 10,000 feet. 

E 3725. Tonglo, Darjeeling, 10,000 feet. 


ENTADA. 


Entada scandens, Bth., Leguminosae. 

Syn.—E. Purscetha, D C .; Mimosa scandens, Roxb. 

Vera. — Gilla, Beng.; Gcredi, Uriya; Pangra, Nepal; Taktokhyem, 
Lepcha; Gardal, Bom. ; Kovgnyin-nway, Biirm, 

A large climbed of the forests of Eastern Bengal, South India, 
Burma, and the Andaman Islands. 

Stems spirally twisted. Wood soft, fibrous, spongy. 

(Specimens wanted.) 

EPHEDRA. 

Ephedra Alte, c. A, Meyer , GNETACE2E. 

Vera. — Alte , Arab. ; Kuchan, nikki-kurkan, bra+ja, tandala , las tik, man - 
garwal , Pb. 

A gregarious shrub of the arid zone, in stony places in the Punjab 
and Sind. 

Bunches of the stem and branches sometimes used for cleaning 
brass dishes, 

(Specimens wanted.) 


E. vulgaris, Rich. 

Vem.—Asmdnia, budshur, cheusa, Pb. ; Khanda, khama, Kuna WAR ; Tse, 
tsapatt, trans, Ladak. 

A small rigid shrub of the inner arid North-West Himalaya. 

Wood whitish-yellow. Occasionally used as fuel. 

(Specimens wanted.) 


IOJ 


EPHEDR 
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ERIOBOTRYA. 


433 Eriobotrya bengalensis,#^-/-, Rosacea. 

Syn. — MESPILUS BENGALENESIS Roxb. i MESPILUS TINCTORtA, Don Prod. 

Nep. tl 

Vern .—her hung, Lepcha. 

* A small tree of the Eastern Himalaya, Sikkim, altitude 4,00a feet, 

of the Khdsia Hills, Chittagong and Ava. 

E 3664. ‘ 

(Specimens'jaanted.) 

434 E. dubia, Dene . 

Syn.—P hotinia dubia, Lindl. 

^ Vtm.—-Berkung, Lepcha. 

*' A sfnall tree of the North-East Himalaya, from 5,000 to 6,000 feet. 
Wood white, soft, even-grained. Weight 46 lbs. per cubic foot. 


435 




lbs. 

E 2365. Rangbul, Darjeeling, 7,000 feet. . .46 

E. elliptica, Lindl. 

Vem.—Mihul, mya, Nepal j Yelnyo , Lepcha. 

A moderate sized evergreen tree of Sikkim and Bhutan Himalaya, 
from 6,500 to 8,000 feet. 

Wood reddish-brown, compact, hard, apt to warp slightly ; it is good 
but not used. Weight 58 lbs. per cubic foot. 

lbs. 

E 366. Rangbul, Darjeeling, 7,000 feel. . .58 

E 3109. Darjeeling, 7,000 feet. 

E 3664. Darjeeling, 7,000 feet. 
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ERIODENDRON. 

1 

Eriodendron anfractuosum, DC., Malvaceje. 

The White Cotton Tree. 

Syn. —Bombax pentandrum, Roxb. 

Vetn. — Safed simal, srmbal,hatian, katan, huntem. Hind. ; Jjthwetsimul, 
Beng. ; llavarn , ellava maram, Tam ; Baruga, kadamft pur , Tel. j 
Shamirida, Mar.; Pania, Mal. ; Trubul, Cingh. 

A tall, deciduous tree of India and Burma, found throughout the 
hotter parts. 

Wood soft. Weight about 30 lbs. per cubic foot. . 


* 


437 


ERIOGLOSSUM. 

Erioglossum edule, El., Sapindace®. 

Syn.— E. rubiginosum, Bl. ; Sapindus rubiginosa, Bl. 

Vern. — Ritha, Hind, j Ishi, rashi, Tel. ; Manipangam, Tam,; Tseikchay, 
Burm. 

A large^ree of Sikkim, Assam, South India, and Burma. 

Wood, according to Roxburgh, strong and durable, with chocolate- 
coloured heartwood. 

1 lbs. 

No. 23. Brandis * Burma List, 1862, marked Sapindus . 66 
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ETRIOLiENA. 

Eriolxna Candollei, Wall., Sterculiaceje. 

Vem. —Diva nee, Burm. • 

A deciduous tree, found in Burma. 

Heartwood brick-red, with orange and brown streams, old pieces, 
however, losing their bright colour; hard, close-grained, shining, takes a 
beautiful polish, seasons well. Weight about 50Jbs. per cubic foot. 

It is used for gunstocks, paddles, and rice pounders, is very hand¬ 
somely marked, and is well worthy of attention. * 


ERY&BEJ 
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I 


B 286. Burma (1867) . 
B 326. i) ,, . 

B 1455. 

B 2512. „ (1862) . 


lbs. 

41 

53 

54 

5 6 • 


E. Hookeriana, W. & A. 

Vem. — Nar-botku, Tei.. ; Arang, Berar ; Kutki, bhonder, Gond ; 
Bund tin, oit bulung, Kol. ; Ponr a, Oraon ; Gua goli, Sonthal j Gua 
kasi, Mal. 

A small tree of Central and South India. 

Wood light-red. Annual rings marked by an almost continuous 
fine of poxes. 

C 3191- Chanda; Central Provinces. 

3437. Kumandi Reserve, Palamow, Chutia Nagpur. 


439 


E. spectabilis, Planch. 

Vem. — Nar-botku, Tei..; Arang, Berar; Kutki, bhonder, Gond. 

A small tree of the Central Himalaya to Nepal. Dr. Watt found 
it plentiful everywhere on the dry, red clay hills in the arid districts of 
Manipur. 

Wood hard and close-grained. Heartwood light red; sap wood grey. 
E 3707. Calcutta B. Gardens. 


440 
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E. Wallichii, DC. 

"Vera.—Kubinde, Nepal. 

A small tree of Nepal and Sikkim Himalaya. 

Sapwood grey; heartwood reddish-brown, hard, mottled. 
Wood much esteemed by Nepalese. 

E 2326. Bamunpokri, Darjeeling .... 


ERYCIBE. 


441 


Erycibe laevigata, Wall., Convolvulace.*. ■ 

Vem.— 

A straggling shrub met with in the Sikkim Himalaya at 5,000 to 6 000 
feet, and in the Khdsia Hills at about 4,000 feet. 

' Wood greyish white, similar in general structure and the arrange¬ 
ment of the woody masses, separated by lines of cellular tissue, to that 
of E. paniculata, Roxb. 

E 3726. Sureil Darjeeling, 5,500 feet. > 
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Erycibe paniculata, Roxb. 

Vern.— Urumin, Kol. • 

A diffuse or sub-scandent shrub, or an erect tree, 40 feet, found 
throughout India* from Oudh eastward, and southward tb Ceylon, 
Tenasserim, and the Nicobars. 

Wood soft, porous. 

C 345(7. Ghatsila, Dhalbhum. 


444 
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40 


•* ERYTHRINA. 

« 

Erythrina arborescens, Roxb., Leguminos.®. 

Vern. — Rungara, Kumaun : Rodinga, fullidha, Nepal; Gyesa, Lepcha ; 
Dingsong, Khasi/ . 

A small or moderate sized tree found in the outer H imalaya from 
the Ganges to Bhutan up to 7,000 feet, and in the Khasia Hills. 

( Thp wood has a similar structure to that of E. suberosa and indica, 
but it is more compact, less spongy, and has more numerous concentric 
bands of soft texture. 

E 3106. Darjeeling, 7,000 feet. 

E 3330. Darjeeling, 7,000 feet. 

E. indica, Lam. 

The Indian Coral Tree. 

Vern .— Pangra, panjira, pangara, farad , Hind, and Bom. ; Palita 
mandar, Beng. j Murukd, Tam.; Modugu, Tel.; Pangara, phandra. 
Mar. ; HdlPbsara, pdliwdra, Kan. ; Chalaua,paldua, Ukiya; Birsing, 
Lohardugga; Pharad, Monghyr ; Madar , Cachar; Katheik, Magh. j 
Pen-lay kathit, Burm.j Dudap, Malay; Errabadu, Cingh. (Mochi 
wood of MadrasJ. 

A small tree, wild in Oudh, the mountains of Bengal, Assam, Mani¬ 
pur, Burma, and South India; largely cultivated in the plains as a hedge 
plant. 

Wood rather durable, though it is so light and open-grained, it does 
not warp or split, and it varnishes well. Structure the same as that of 

E. suberosa. 

It is used for light boxes, toys, scabbards, trays. 

lbs. 

C 820. Bairagarh Reserve, Berar. . . .17 

B 2343 * Myanoung, Burma.18 

B 2223. Andaman Islands (1866) . . . . „ 26 

E. stricta, Roxb. 

Vern. —Mour icon, kichige, Kan. ; Toung kathit, Burm. ; Falleto, 
fullidha, Nepal. 

A large tree of Burma and the western half of the Peninsula. 

Wood soft, rei ambling that of E. suberosa. 

It is sometimes used for planks. 

lbs. 

E 2344. Bamunpokri, Darjeeling Terai . . .16 
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E. suberosa, Roxb. 

Vern. — Pangra, dauldhdk, rAngra, rowanra, nasut, maddra. Hind.; 
Gulnasktar, paridra, thab, Pb. ; Fullidha, Nepal; Mandat, Gako; 
Katiang , Lepcha ; Muni, maduga, Tam. ; Mulu modugu, Tel. ; 
Phangera, Gond; Gadaphassa, Kurku ; Farhud, Kharwar. 

A moderate sized deciduous tree of the Himalaya from the Ravi to 
Bhutan, ascending to 3,000 feet, of Oudh, Central and South India, 
and Btirma. 
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Wood very soft, spongy, white, 'fibrous but though ; that near the 
centre of darker colour, but* no regular heartwood. 

It is used for scabbards, sievd-frames, and occasionally fqr planking. 

. h* 

O 530. Dehra Dun . . . . .20 

C 1x45. Ahiri Reserve, Central Provinces . . ... 

E 668. Bamunpokri, Darjeeling Terai . . . 13 




ERYTHROXYLON. > 

Erythroxylon burmanicum, Griff, Lines. 

Vem.— 

A tree of Burma and the Andamans. * 

(,Specimens and information wanted.) 

E. monogynum, Roxb. 

Bastard Sandal. 

Syn.— E. indicum, Beddome; Sethi A indica, DC. 

Vern. — Devadaru, dwadarum, Tam. ; Adivi gerenta, Tel. 

A small tree of South India and Ceylon. 

Sapwood white; heartwood dark-brown, with a pleasant resinous 
smell, very hard, takes a beautiful polish. 

Used as a substitute for sandalwood (Santalum album.) 

. lbs. 

D 1083. North Arcot . . . . - . .55 

D 1091. Madura ....... 66 

D 1027. Mysore.67 

E. Roxburghiana, Benth. 

Syn.—E. triphylla, Beddome-, Fagar.' triphylla, Roxb.-, Xanthoxy- 
lum triphyllum, Thwaites. 

Vern. — Nebede, lunuankenda, Cingh. 

A small tree of the Khasia Hills, South India, and Ceylon, Tenas- 
serim, and the Andanjan Islands. 

Wood greyish-brown, moderately hard. 

lbs. 

No. 60. Ceylon Collection . . . . . 51 

E. triphylla, DC. 

Vem.— 

A meagre slender shrub, 3 to 5 feet high, frequent in the damp hill 
forests, entering the drier ones, from Martaban down to Tenasserim, at 
3,000 to 5,000 feet elevation. 

Wood light, pale-pinkish, close-grained, straight, fibrous, with silvery 
lustre. {Kurz.) 
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EUCALYPTUS. 

Eucalyptus Globulus, Labiii ., Myrtace^e. 

The Blue Gum. 

Vern. —Kurpoora mar am , Madras. , 

A lofty tree, gregarious in Victoria and the south of Tasmania. 
Introduced on the Nilgiris, and now complety naturalised. 

Wood strong and tenacious, durable, extensively used in Australia 

III 
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for beams, railwa^ sleepers, piers and bridges; also for shipbuilding, 
i, The wood from the Nilgiri plantations has scarcely been used, except 
for firewood 01 charcoal. In Australia the wood is brown, hard, tough, 
durable. The wood of a tree grown on the Nilgiris, 18 year* old and 
• 95 feet high, is grey, witht darker streaks and moderately hard. 

Ibs. 

W f «t094. Nilgiri Hills, 7,400 feet, age 18 years, 

4 height 95 feet.43 

W 1095-8. Nilgiri Hills, 6,000 feet, age 2, 3, 4, 5 

-years, height 42, 43, and 60 feet . ... 


453 


c 


454 


i 


EUGENIA. 

Eugenia formosa, Wall,, Myrtaceje. 

Syn .—E. TERNIFOLIA, Roxb. 

„ yem. — Baraj aman, Nepal; Bunkonkri, Mechi; Bolsobak,pandridung, 

Garo ; Famsikdl, Lepcha. 

A moderate sized evergreen tree of the Eastern Himalaya and sub- 
Himalayan tract, near streams, of Chittagong and Tenasserim. 

Bark greyish-white, smooth, thin. Wood grey, hard. 

lbs. 

E 2956. Tista Valley, Darjeeling . . . .61 

E. grandis, Wight. 

Syn.—E. Cymosa, Roxb. (FI. Tnd., «, 492.) t 

Vem. — Jam? Beng. ; Batti\jamb , Sylhbt ; Zebri, Magh ; Toung thabyay, 
Burm. 

An evergreen tree of Eastern Bengal, Burma, and the Andaman 
Islands. 

Wood red, rough, hard. 

lbs. 

B 314. Burma (1867).51 

B 2256. Andaman Islands (1866) . . . -52 

B 2713, 48 lbs., brought from Tavoy by Dr. Wallich in 1828, has a 
structure similar to that of E. grandis. 


455 E. Heyneana, Wall. 

Syn.—E. salicifolia Wight. 

Vern.— Panjam-bul Mar.; Hendi Gond ; Gam bn, Ki’rku ; Garakud, 
SontHAL. * 

A large shrub or small tree of the Bombay Ghfus, Berar, and Central 
Provinces. 

Wood similar to that of E. Jambolana, but pores smaller. 

lbs. 

C 2786. Melghdt, Berar . . . ... >38 

E 3439. Ramundag Reserve, Palamow, Chutia Nagpur. 

456 E. Jambolana, Lam. 

Vem. — Jamoon.jjman , jam, phalinda, jamni phaluni, pharenda, phaunda, 
paiman, Hjnd. ;Jdm, Beng.; Jamo, Ukiya; Phoberkiine, Lepcha; 
Chambu, Garo ; Kudo, kud, Sonthal ; Jam, Mai. j Kuda, K01. ; 
Jamb tin, OraON ; Kor-jam, Mechi ; Jamu, Ass.; Naval, narvel, 
nawar, naga, Tam. 5 Nctalc, Mysore ; Naxala, Kan. ; Naspdu, 
nairuri, narcyr, Tel. ; Naindi , Gond, ; Jambul, Mar. ; Mahadan, 
CiNGH. \ Zebri, chaku, kau, Magh ; Jambool, Bom.; Thabyai-pyoo, 
Burm. 

' A moderate sized evergreen tree, found wild or in cultivation all over 

Indirt, from the Indus eastward, ascending to altitude 5,000 feet. 

112 
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Wood reddish-grey, rough, moderately hard, darker near the centre ; 
no distinct heartwood. It is fairjy durable. Five sleepers of it were 
laid down in 1870 on the Oudh and Rohilkhand Railway, and taken up 
in i875f when they were reported to be fairly sound and not touched 
by white-ants. It is used for building, agricultural implements and 
carts, also for well-work, as it resists the action of water well. 

. lbs. 

Madhopur, Punjab 


• Euam/L 


p 

p 

o 

o 

o 

o 

o 

o 

o 

o 

o 

o 

o 

c 

c 

c 

c 

E 

E 

E 

E 

E 

E 

B 


A j mere 
Garhwal (1868) 


11 


1192. 

452 . 

209. 

210. 

211. 

224. 

239 - 

2993- » (1874) 

527. Dehra Dun 

535 * » »> • 

875. Mohun Forest, Kumaun Bhabar 
337. Gorakhpur (1868) 


338 . 
1 99 - 
H 35 - 

2761. 

1251. 

664. 

2377 - 

1396. 

1958. 

413 - 

3598 . 

3065. 


Mandla, Central Provinces (1870) 
Ahiri Reserve, Central^ Provi nces 
slightly different structured 
Moharli Reserve, Central Provinces 
Gumsur, Madras 
Rakti Forqfct, Darjeeling Terai 
Sivoke Forest „ „ 

Chittagong . 


Sundarbans . 
Darjeeling Terai 
Burma (1862) 
No. 61. Ceylon Collection 


(with 
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44 

5 i 

47 

49 

44 

40 

47 
59 
64 . 
58 * 

51 

42 

52 

56 

43 

57 
54 

44 

48 
48 


52 

3 b 


E. 2x99 (43 lbs.) received from Assam under the name of E. mangifolia. 
Wall. [Hook, bl. Jnd., ti, 480), resembles in structure E. Jambolana. 

B 2292 (56 lbs.) received from the Andamans in 1866 under the 
name of Eugenia sp. has a moderately hard, compact, grey wood, with 
the structure similar to that of E. Jambolana, which is not yet known to 
grow in the Andamans. 

No. 1 of Adrian Mendis’ Ceylon Collection (49 lbs.) is E. syhrestris, 
Wight {Hook., FI. Jnd.., ti, 4Q3 ; Beddome, evii), Syzygium sylvestre, 
Thiuaitcs {Enum., 116, vern. Alubo, Cingh.). In structure it resembles 

E. Jambolana. 

Eugenia juvanica, Lamk. 

Syn.—E. alba/ Roxb. , 

Vern.— 

A tree of Malacca, the Andaman and Nicobar Islands. 

E3716. 

E. Kurzii, Duthie. 

Syn.—E. cerasiflora, Kutb. 

Vern. — Jomuii , Nepal j Sunom , Lepcha. 

• A large evergreen tree, met with in the hills of Bengal and Burma, 
from 3,000 to 6,000 feet. • 

Wood reddish-grey, moderately hard, rough. lbs. 

E 701. Sepoydura Forest, Darjeeling, 5,300 leet . . -, 5 b 

E 2955. Tukdah Forest, Darjeeling, 5,000 feet (young tiee) . 37 
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EUGENIA: 



Eugenia malaccensis, Linn . 

Vem. — Tkabyoo-tkabyay, BURM. 

A mbderate sized evergreen tree, cultivated in Bengal and Burma 
for its fruit. * 

Wood reddish-grey f , rough, soft. Weight, Wallich gives 30, our 
specimen 38 lbs. per cubic foot. 

o' , lbs * 

B 309. Burma (1867).38 


t 
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E, operculata, Roxb, 

Var. I. Operculata, proper. 

Syn. — E . cerasoides, Roxb. {Kura, 484) j Syzygium nervosum, DC.; Eu¬ 
genia NEROOSA, Bedd. (non DC. as in Gamble.) 

Vern. —Raijdmar paiwan, jama-wa dugdugia, Hind. ; Topa, Kol. ; Tea- 
thaby-ay \Yethabyay), thabyay-chin, Burm. 

A moderate sized or even large evergreen tree, met with in the sub- 
, Himalayan tract from the Jumna to Assam up to 2,000 feet, in the 
forests of Chittagong, Burma, the Western Ghats, and in Ceylon up to 
3,000 feet. 

Wood reddish-grey, hard ; used for building and agricultural imple¬ 
ments. “ 

lbs. 

O 334. Gorakhpur (1068).51 

B 305. Burma (1867).43 

Var. II.—Paniala, Sp., Roxb. {Kura, 1,483). 

Found in Chittagong, Sylhet, and Burftia. 

(1 Specimens are wanted.) 

Var. III. Obovata, Kura , $P. (Wall, Gamble 194.) 

Vem. — Kiamoni, Nepal; Jung song, Lepcha ; Boda-Jam, Mechi. 

Found in the savannah forests of Bengal and Burma. 

Wood grey, rough, moderately hard. 

lbs. 

E 584. Khookloong Forest, Darjeeling Terai . . 51 


463 


464 


46S 


E. Sp. 

Vem.— Thabyay, Burm. 

A tree with hard, close-grained, red wood, found in Burma. 

lbs. 

B 316. Burma (1867).. • 55 

♦ 

E. tetragona, Wight. 

Syn.—E. pcecox, Roxb. 

Vem.— Kemma, chamlani, Nepal 5 Sun6m, Lepcha. 

A large evergreen tree, found in the hills of Northern Bengal up to 
6,000 feet, and ip Chittagong. . 

Wood brownish or olive-grey, shining, hard. 

It is used occasionally for building, and for the handles of tools, and 
for charcoal. 

. . lbs. 

E 682. Sepoydura Forest, 5,500 feet, Darjeeling . 46 
E 1446. Mishmi Hills {Griffith, 1836) . . .48 

E. zeylanica, Wight, 

Vfm.— Sagarabatna, Uriya. 

A small myrtle-like shrub of the scrub forests in Orissa. 

Wood grey, hard, close-grained. 

1 C 3582, Khurda Forests, Orissa. 
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EUONVMUS. 

Euonytnus frigidus, Wall., Celastrineje. 

Vern.— 111 

A straggling shrub found in the Himalaya from Kum§un to Bhutan 
from 8,000 to 12,000 feet. • • 

Wood yellowish-white, moderately hard, compact. 

•E 3406. Tonglo, Darjeeling, 10,000 feet. • 

E. grandiflorus, Wall 

Syn.—E. lacerus, Ham. (Gamble, 84.) 

Vem. — Siki , pattali , papar , banchir , dudhapmr , hanchu , pash , mara , chi - 
kan , rangchi ' tl , kioch , Pb. j Gule , grui , Simla. 

A small deciduous tree of the Himalaya, from the Indus to Sikkim 
between 6,000 and n,ooo feet. , • 

Wood white, moderately hard, exceedingly compact, close and even- 
grained. Weight, 48 lbs. per cubic loot. 

It is used for carving. 

lbs. 

H 67. Nagkanda, Simla, 9,000 feet . . .48 

* H 2883. ,, „ ii ... 4® 

H 3011. ,, ' ,, ,, ... 49 

H 3187. Dungagalli, Hazara, 8,000 feet. . . ... 

E. Hamiltonlanus, Wafl. 

Syn.—E. ATROPURPUREUS, Roxb . 

Vem. — Siki , singi , chual , isiatal , papar , riihu , ranai , brahmdni , banchor , 
karan , skioch , bidhera , naga , Pb. ; Agiiiun , agnu , Kumaun. 

A large deciduous shrub, or small oi occasionally moderate sized 
tree of the outer Himalaya, from the Indus to Bhutan, and of the 
Khasia Hills from 4,000 to 8,000 feet. 

Wood white, with a slight yellow tinge, soft, close-grained. 

It is used for carving into spoons. 

Iba. 

Dung«i£alli, Hazara, 8,000 feet . . 


H 3 * 73 * 
H 9 * 9 - 
H 172- 
H 778. 


Hazara, Punjab, 8,000 feet 
Murrce, Punjab (1866), 7,000 feet 
Kalatop Forest, Punjab, 7,000 feet 


H*3oi2 } Nagkanda, Simla, 9,000 feet 


36 

a* • 

34 

44 


E. nov, sp. 

A climbing shrub found In British Bhutan at 7,500 feet altitude. 
Wood white, soft, compact, with extremely small pores, and extremely 
fine medullary rays* • 

E 3667. Khumpung, British Bhutan, 7,500 feet. 

E. pendulus, Wall. 

Vem. — Chopra, pincha, garur, kitnku, N.-W. P. 

A moderate sized evergreen tree, found in the Himalaya, from the 
Jhelum to Nepal, between 2,500 and 7,500 feet. 

Wood while, moderately hard, compact, with a light-red tinge, very 
close and even-grained. * 

lbs. 

H 86. The Glen, Simla, 6,000 feel . .25 

H 2837 . »l » M 99 99 • * * • 4* 
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Buonymus theaefolius, Wall. 

Vera.— 

A shrub of the Central and Eastern Himalaya, up to 8,000 feet in 
Sikkim. ‘ 

Wood of structure similar to the rest, but the medullary rays are 
somewhatr-lSroader and the annual rings more distinct. 

E 3308. Rangbul, Darjeeling, 7,500 feet. 

E. tingens, Wall!' 

Vern. — Kungku , N.-W. P.; Newar, kasuri, Nepal; Chopra, mermahaul, 
Simla. 

A small evergreen tree of the Himalaya, from the Sutlej to Nepal 
between 6,500 and io,eoo feet. 

The structure and appearance of the wood are the same as Euonymus 
grandiflorus, except that the wood of this species has a slightly reddish 
tinge. 

lbs. 

H 32. Madhan, Simla, 7,000 feet . . . .48 

H 2844. Mahasu, Simla, 8,000 feet . . . .46 

H 2881. Nagkanda, Simla, 8,000 feet . . . . ... 

EUPHORBIA. 

Euphorbia antiquorum, Linn., Euphorbiacejs. 

'Vem.—Tekata sij, Beng. ; Tidhara, Hind.; Shidu, Mechi ; Shasoung- 
pya-thal, Burm. ; Daluk, ClNGH j Nara-seja, Bom. 

A bush with three-angled branches and stems, found on the arid hills 
above Coimbatore, and on the lower dry slopes of the Himalaya from 
Kashmir eastward. 

E. Cattimandoo, Elliot. 

Vtm.—Katti mandu , Tel. 

A small tree with five-angled stems. 

E. neriifolia, Linn. 

Syn. —E. ligularia, Roxh. 

Vera. —Mausa si 7 , Beng.; Gangichu, Pb. ; Thor, BoM. ; Nivadunga, mina- 
guta, Sind. ; Shasoung, Burm. 

A small tree with spirally-twisted five-angled stem, dbltivated near 
villages throughout India, and by the Mechis regarded as sacred. 

E. pulcherrima, Wind. 

Syn. — PoiNSETTIA PULCHERRIMA, Grahm. 

Cultivated ui gardens on account of its crimson floral leaves, which 
appear about Cnnstmas. 

E. Royleana, Boissier , 

Syn. —E. pentagon a Royle. 

Vern. — Thor, Pb.j Salt, Jhelam; Chula, Chenab; Chin, Ravi; CM, 
ckunga, sirs. Be AS; Suro, tsui., Sutlej; Sohund, Kumaun. 

A large, milky shrub of the North-Western Himalaya, ascending to 
6,000 feet. , 

Wdod spongy. It reaches 1510 16 feet in height, the stems having 
2 to 3, and often even 5 to 6 feet in girth. It is often planted as a hedge, 
ancj grows readily from cuttings, even on the driest soil. 

1 P 307S- Sabathu, Punjab. 
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EVODIA 


Euphorbia Tirucalli, Linn.* 

Vem.— Lanka-sij, Beng. ; Sefvud , Hfnd.j Seju, UriVa } Tignkalli, Mal. ; 
• Tam. ; Thora, Sind. ; Jemudu, kalli-chemuda „ manche, Tel. ; Shasor - 
ing, lekuryo, Burm. . 

A small tree, with round stems and smooth branches; cultivated as a 
hedge throughout India. m 

The wood is white or grey, moderately hard; sstrong. • 

It is used for veneering and for toys. 

*C S509. Khurda Forests, Orissa. • 



EURYA. . 

Eurya acuminata, DC., Ternstromiaceje. 

V era.— Sanujhingni, Nepal j Flotungchong, Lepcha. 

A small evergreen tree of the hills of the North-Eastern Himalaya, 
Assam, and Martaban, from 5,000 to 8,000 feet. 

Wood differs from that of E. symplodna in having the larger 
medullary rays less broad and less prominent. Weight, 32 to 47 lbs. 

•• lbs. 

E 2320. Rangbul, Darjeeling, 7,500 feet . . 47 

E. japonica, Thun. 

Vein.— Baunra, gontm , deura. Hind. ; Jkingni , Nepal ; Tungchong, Lep¬ 
cha; Hoolooni, Nilgiris; Tounglet pet, Burm.* 

A shrub or small tree, found in the Himalaya from the Jumna east¬ 
wards, above 3,000 feet in altitude; it is also found in the Western Gh&ts, 
and in Burma. 

Wood brown, soft, close-grained. 

It is sometimes used for fuel. 

E 3723. Kalimpung, Darjeeling, 4,000 feet. 
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E. symplodna, Bi. # 

Vem. — Baraihingni, kisi, Nepal; Flotungchong, Lepcha. 

A small evergreen tree of the hills of the North-Eastern Himalaya, 
from 5,000 to 7,000 feet, and of Burma. 

Wood reddish-white, soft, close-grained. 

Used only for firewood. 

* lbs. 

E 2319 } R an ffbul, Darjeeling, 7,000 feet 
E 3381. Darjeeling, 6,000 feet. 


f 35 
’ t 42 


EVODIA. 

Evodia fraxinifoiia, Hook.f., Rulace*:. 

Veto. — Kanukpa, Nepal; Kan&, Lepcha. 

A small tree of the Eastern Himalaya in Sikkim, between 4,000 and 
7,000 feet, and of the Khdsia Hills from 3,000 to 5,000 feet. 

* Wood white, soft; used only for posts of huts. 


E 3101. Darjeeling, 7,000 feet 
E 3641. The Park, Darjeeling, 6,500 feet. 


lbs. 

21 
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Evodia Roxburghiana, Bth. 

Syn. — E. tribhylla, Beddome j Fagara triphylla, Roxb. ; ^anthoxy- 
LUM TRlPHYLLUM, , T kwaiteS. 

Vei n.—Uebedc, lunu, ankenda, Cingh. 

A small,. tree found in the Khdsia Hills, South India, and Ceylon, 
Tenasserim, and th<? Andaman Islands. 

Wood greyish-brown, moderately hard. 

E. triphylla, PC. 

Vera.— 

A small tree much resembling E. Roxburghiana, and inhabiting 
damp localities in Burra-a and the Andaman Islands, Japan, China, and 
Borneo. 

Wood light, soft, pale-pinkish, close-grained, straight, fibrous, with 
•silvery lustre. 

B 1979. Andamans. 
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EXCiECARIA. 

Excaecaria Agallocha, Will'd., Euphorbiace*. 

Vera. — Gangma, geor, uguru, gcria, BENG. ; Tnyan, kayan, BuRM. j Chilla , 
Tel. ; Yekin, Burm., in the Andamans; Geva, Bom. 

A small evergreen tree of the Coast ,and tidal forests of India, 
Burma, and the Andaman Islands. _ . 

Wood very soft, spongy. Grows occasionally to 5 feet in girth and 
40 feet in height, though generally cut for posts when of small girth. 
It is a useful wood for general carpenter}’ purposes, such as toys, 
bedsteads, tables, &rc. ; a white timber ; the juice which exudes from 
the bark when green is very poisonous. Roxburgh says it is only used 
for charcoal and firewood. 

lbs. 

E 396. Sundarbans ....*••• 2 4 
B 2477. Andaman Islands ( Kurz , 1866) t • • • .28 

E 3642. Sundarbans.. 

E. baccata, Mull. Arg. 

Syn.— Carumbujm baccatum, Kurz ; Sapium baccatum, Roxb, 

Vem. — Pudlikat, lal kainjal, Nepal ; Adamsali, Ass. ; Billa, Sylhet ; 
Linhlun, BuRM. ” 

A large evergreen tree of Northern and Eastern Bengal, Chittagong, 
and Burma. 

The bark is chewed by natives in Assam. 

To this specie? probably belongs E iq62 frorp Chittagong, a soft 
grey wood, in structure resembling that of E. indica ; as well as E 3340 
from Assam, called there Tarsing, Nbpal ; Selling, Chutia Nagpur 
coolies j Larrna, Ass. Weight, 28 lbs. per cubic foot. 

E. indica, Mull. Arg. 

Syn, —Sapium indicum, Roxb. 

Vem. — Hurud, bat til , Beng. ; Kind makalu, Cingh. 

A small evergreen tree, found in the Sundarbans and the tidal forests 

of Tenasfaerim and Ceylon. ... , . , 

Wood soft, white, with small brown heartwood ; it is used in the 

Sundarbans for fuel. 

1 lbs. 

E. 409. Sundarbans. . 
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Excaecaria insignis, Mull . Arg. m 

Syn.— .Carumbium insigne, Kurz •, Falconerja insignis, Rayle. 

Vefti .— Dudla, bilodar, biloja, bar alia, ledra, Pb. ; Khinna, khina Uenda, 
lendwa, Hind. ; Garpa shola, Anamalais? 

A small deciduous tree of the sub-Himalayan tract from the Beas 
eastwards, ascending to 4,300 feet, of Chittagong^Burma, *#d Western 
Ghats as far north as Nasik. 

Wood grey, very soft, spongy ; it is used for the # cylinders of native 
drums. 

• lbs. 

H 103. Bhajji, Simla, 4,000 feet ..... 29 

H 615. Kulu, 5,000 feet .....•• 23 

E. sebifera. Mull. Arg. 

The Chinese Tallow Tree. 

Syn.— Carumbium seriferum, Kurz; Sapium seriferum, Roxbt • 

Vera.- -Moon-china, Beng. (in Roxb. FI. Ind.) 

A small or moderate sized tree, introduced into India, and widely 
cultivated throughout the Northern districts. 

Wood white, moderately hard j when dry it is useful, and is made 
into toys, bed-steads, tables, &c. ** 

lbs. 

O 3114. DehraDun. ....... 32 

FAGRJEA. 

Fagrsea fragrans, Roxb., Loganiaceas. 

Vern.— Anon, Burm. 

An evergreen tree of Burma. 

Wood hard, brown, close-grained, beautifully mottled. 

It is very durable, and is not liable to the attacks of “ Teredo.” It is 
one of the most important of the reserved trees of Burma, especially in 
Tavoy; and is used for house-building, bridge and wharf piles, boat- 
anchors and other purposes. 


B 

289. Burma (1867) . 

• 

• 

• 

* 

lbs. 

• 53 

B 

550. Martaban 

■ 

• 

• 

• 

• 65 

B 

3073. Burma (1862) . 

• 

* 

• 

• 

• 57 


F. (?) obovata, Wall. 

Vera.— Sunakhari, Nepal j Longsoma, Magh. } Nyoungkyap, Burm. 

An evergreen tree, often scandent or stem-clasping, found in the 
forests of Northern and Eastern Bengal, Chittagong, and Burma. 

Wood hard. Weight 56 lbs. • 

lbe. 

E 1450. Mishmi Hills (1836).56 

F. racemosa, Jack. 

Vera. — Tkit-hpaloo, Burm. 

A moderate sized evergreen tree found in the Andaman Islands. 
Wood moderately hard, greasy to the touch and with a scent like that 
of India-rubber. Weight 50 lbs. per cubic foot. 

Major Ford <>ays it is strong and durable, and that the wood is used 
for house-posts. 

lb*. 

B 1990. Andamans {Ktcrg, 1866) . . . . 52 

B 2294. (Ford, 1866) . . . .48. 
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. | Vallanga, vela, kavit. 


EL.; [ Bilwar , 


FERONIA. 

r 

Feronla Elephantum/ Correa, Rutaceje. 

The Wood.appl e . 

VmL—Bilin, kt.it, kat-bil, Hind, j Kath-bel, Beng . 

Tam. ; VeUam, Madura ; Velagd, elaka, yellanga, 

Kan. ; Kaq/at, Mar. ; Hman, Burm. 

A large tree found in the sub-Himalayan forests from the Ravi 
eastward, in Bengal, South India, and the Chanda district of the Central 
Provinces. 

Wood yellowish-white, hard. Annual rings distinctly marked by a 
white line. Weight ab*out 56 lbs. per cubic foot. 

It is used for house-building, naves of wheels, oil-crushers and agri¬ 
cultural implements. It yields a clear yellow gum, soluble in water; 
®said to have been sent from Madras to the Punjab Exhibition. Ainslie 
says that it is also used by dyers and painters, particularly miniature 
and chintz painters. It is also employed in making ink and varnish, 
and by brick-layers in preparing certain cements and plasters. It occurs 
in irregular tears, semi-transparent 'or brownish. The Pharmacopoeia 
of India pronounces it as superior to gum-arabic for medicinal purposes. 

E 2487. Calcutta. 


FICUS. 

Ficus bengalensis, Linn., Urticaceje. 
The Banyan Tree. 


t Syn.—F. Indica, Roxb . 

Vem.— Bor, bar, her, bargat. Hind. ; Bur, but, Be no. ; Boru, Uriya ; 
Borhar, Nepal ; Kangji, Lepcha j Vanket, Garo ; Bot, Ass. ; Barelli, 
Gond. ; W6ra, Klirku ; Ala, Tam. ; Mari,pnddi-mari, Tel. j Ahlada, 
aladamara, ala, Kan. ; Bor, Mai.. (Chutia Nagpur ); Peralit, Mal. ; 
War, vada. Mar. ; Makarenga, Cingh. ; ' Pyee-nyoung , Burm. ; Bat, 
Kol. 

A large tree, wild in the East Himalayan tracts, planted throughout 
India. 

It is one of the most characteristic of Indian trees, in many cases 
each forming a forest in itself from its habit of sending dow^ roots from 
the branches. The well-known tree in the Botanic Gardens, Calcutta, 
which was ascertained by Falconer to have grown in 1782 from a 
seed deposited in the crown of a date palm, and which is consequently 
now 98 years old, measured when examined by Falconer in 1834, Hooker 
in 1847, and Balfbur in 1863, 300 feet in diameter of spread and 80 feet 
in height. It has since suffered severely in the cyclones of 1864 and 
1867. 

Wood grey, moderately hard; no heartwood. Weight about 37 lbs. 

It is of little value, but is durable under water, and therefore used 
for well curbs. It is sometimes used for boxes and door panels. The 
wood of the drops is stronger and is used for tent poles, cart-yokes and 
banghy poles. 

“ 11 *. 

. C 1150. Ahiri Reserve, Central Provinces . . 38 

C 836. Bairagarh Reserve, Berar . . . .39 

C 2813. MelghAt, Berar.. 
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Ficus comosa, Roxb. * 

Syn. —F. Benjamin a, Linn.,\ ar. Comosa, Kura. • t 
Vein. — Kabra, Nepal ; Kunhip, Lepcha j Juri p/ikri. Ass. j Putra-jum, 
Tel. j Sunonijar, Sonthal ; Jili, Mal^(Chutia Nagpur.) 

A moderate sized, evergreen, often epiphytic tree, found in Bengal, 
Burma, the mountains of the eastern side of the peninsula, and 
Tinnevelly. • • 

Wood grey, beautifully mottled, moderately hard. Weight, 34 lbs. 
per cubic foot. • 

• lbs. 


E. 588. Bamunpokri, Darjeeling 


34 


F. cordifolia, Roxb. . 

Syn.—F, Rumphii, Kura. 

Vem. — Rumbal, paldk, badha, pilkkan, Pb.j Kabar, gafiun, gajna , pipal, 
gagjaira, pakar, khabar, Hind. ; Ganjar, suman, pipar, Lohardug^A ; 
Kabai pipal, Kumaun j Gai asm at, Beng. j Pakar, Nepal ; Pakri, Ass.; 
Sat-bur, Cacharj Prab, Garo ; Paras pipal, Ajmere ; Pair, Mar. j 
Nyoungpyoo, Burm. 

A large deciduous tree of the outer Himalaya, from the Chenab east¬ 
wards, ascending to 5,000 feet, of Bengal, Central India, and Burma. 
It is generally epiphytic and is then *very destructive to timber trees. 
Wood very soft, spongy. Weight 27 lbs. per cubic foot. 

The wood is used in Cachar for charcoal for tea manufacture. 

• lbs. 

H 605. Chitul Forest, Kangra.. 

P 3224. Nagpahar, Ajmere. 

E 586, 20 lbs., sent from the Darjeeling Terai under the name of 
Niiuaro, and E 716 (27 lbs.) gent from Chittagong under those of 
Hijalya, Beng. j Choupaha, Magh., resemble this species in structure. 

F. Cunia, Buck. 

Vem. — Kkewnau, khurhur, kassa, gk-wi. Hind.; Kunia, Kumaun; 
Kankva, Nepal ; Kunai, palkai, taikran, Mechi ; Sangji, Lepcha ; 
Dumbur, yajya-domur, Beng.; Podha, Lohardugga ; Riu, ain, Kol ; 
Poro darner, 'Kharwar ; PordSh, Sonthal ; Poroh, Mal. (Chutia 
Nagpur) ; jfonua, sodoi, Magh. j Te-kha-ong, Burm. 

A moderate sized tree of the sub-Himalayan tract, from the Chenab 
eastward, ascending to 4,000 feet in altitude, of Bengal and Burma. 

Wood rough, moderately hard, greyish-brown. Weight 31 lbs. per 
cubic foot. • 

It is not used. 

lbs. 

Gonda, Oudh . . . . . *36 

Bamunpokri, Darjeeling Terai , . .36 

Chittagong ...... 22 

R. B. Gardens, Calcutta . . . .20 


O 1365. 

E 583- 
E 1953- 
E 3718. 

This last has white, soft wood, and is named, F. conglomerata, Roxb. 


F. elastica, Bl. 

The India-rubber Tree. See Caoutchouc. 

Vera. — Bar, attah bar, Beng., Ass.; Kagiri, kasmir, Khasia ; Yoki, 
Lepcha ; Rauket, Garo ; Lesu, Nepal. t 

A large evergreen tree, usually ephipytic, throwing down numerous 
aerial roots from the branches, found in the North-Eastern Himalayas, 
eastward to Assam and Arracan. Government has a large* plantation 
of it in Assam. 
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Wood white or light-brown. Weight 43 lbs. per cubic foot. 

It is nof usedr 

^ .lbs. 

E. 2449. Chawa Jljora, Sivoke, Darjeeling . . 43 

Ficus foveolata, Wall. 

Vem.- r -er<?/w, Suula; Makreru, Kunawar ; Dudita, Nepal; Taksot, 
Lepcha. 

An evergreen scandent shrub found in the Himalaya, from the Sutlej 
to Bhutan, and in the Khasia Hills. 

Wood light-brown, soft, very porous. Weight 38 lbs. per cubic foot. 

lbs. 

H. 2833. The Glen, Simla, 6,000 feet . . *38 

F. glomerata, Roxb. 

Vem .— Kathgilar, krumbal, kakammal, dadhuri, Pb. ; Gular, par on, 
lelka, umar, umrdi, tue, Hind. ; Dumri, Nepal ; Tchongtay, Lepcha; 

* Jagya dumar, Beng. ; Lovsa, 16a, Sonthal and Kol ; Dumer, Khar- 
war and Mal. (Chutia Nagpur) ; Dimeri, Uriya; Thoja, Gond; 
Alawa, Kurku j Atti, Tam.; Moydi, atti, bodda, paidi, mart, Tel.; 
Kulla-kith , Kan. ; Utnbara, Mar. j Atteeka , Cingh. j Ye-tha-pan, Burm. 
A large tree of the Salt Range, sub-Himalayan Tract, Bengal, 
Central and South India, and Burma. 

Wood grey, soft, mottled on a longitudinal section. Weight 25 to 
30 lbs. 

It is not durable, though it lasts well under water, and is consequently 
used for well-frames. 


C 1138. 

• 

Ahiri Reserve, Central Provinces . 

lbs. 

• • SM 

c 839. 

Bairagarh Reserve, Berar 

. • 25 

C 2796. 

Melghat, Berar .... 

* • ••• 

E 643. 

Bamunpokri, Darjeeling Terai 

• 25 


F. hispida, Linn. 

Syn.— F. oppositifolia, Roxb. (FI. Ind ., tit, 561 ) ; F. dcemona, Konig, 
{Roxb., l.c., 562.) 

VeTH.—Dadi2ri, degar, timbal, Pb. / Kagsha, gobla, totmila, kat gularia, 
konea-dumbar, Hind. ; Dhedu mera, Panch Mehals; Kharwa, Nepal; 
Taksot, Lepcha ; Dumar, kako-dumar, Beng. ; Sitapordoh, Sonthal ; 
Kotang, sosokcra, Kol.; Bhudoi, Mal. (Chutia Nagpur); Poksha, 
Mechi.; Khoskadumar, Ass.; Shakab, Garo; Boda-mamadi, bummar- 
ri, bamdri, Tel. ; Kaiumer, bomair, Gond. ; Koreh, Kurku ; Maiu- 
lok, Magh ; Kadot, Burm. 

A moderate sized tree of the outer Himalaya fro'tn the Clrcnab east¬ 
ward, ascending to 3,500 feet, of Bengal, Central and South India, 
Burma, and the Andaman Islands. 

Wood soft, dirty grey, no heartwood, no annual rings. Weight 25 
to 35 lbs. 


C 1180. 

1 

Ahiri Reserve, Central Provinces . 

lbs. 

• mam 

C 2803. 

Melghit, Berar .... 

• IM 

E 2450. 

Bamunpokri, Darjeeling Terai 

• 35 


F. infectoria, Willd. 

Syn.—F venosa. Ham. 

Vera. — War, batbar, jangli pipit, palakh, trimbal, Pb. ; Pilkkan, kahim, 
mal, ramanjtr, pdkhar, pakri, keol, kaim, khabar. Hind.; Pdkar, 
BEftG.; Safedkabra, Nepal ; Kangji, Lepcha.; Prab, Garo; Serilli, 
Gond ; Pepere, Kurku ^ Jovi, kall-alun, Tam.; 9 ’ewi, yuri, Tel.; 
Tsjakela, Mal. ; Bassart, Tel. ; Kari, basri, bassari, Kan.; Baswesa, 
*Kol ; Nyoungchin, Burm. 

A large tree found in the Suliman and Salt Ranges, the outer Hima- 
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laya ascending to 5,000 feet, Bengal, Burma, Central India, Western 
Coast, and Ceylon. * • # 

WoQd grey, moderately hard. Weight about 35 lbs. 

It is common in the forests; but the wood is not durable. It is used 
in Assam and Cachar to make charcoal. 


P 911. Salt Range . . • . 

C 1166. Ahiri Reserve, Central Provinces 
C 838. Bairagarh Reserve, Berar. . * 

C 2808. Melgh&t, Berar 


lbs. 

3i 

37 

34 


Ficus nemoralis, Wall. 

Vem.— • « 

A moderate sized tree of the outer Himalaya from the Jhelum to 
Sikkim, ascending to 7,000 feet. 

Wood white, moderately hard, close-grained. Weight 38 lbs. per 


cubic foot. 

H 3080. Gowai, Simla, 6,000 feet 


lbi. 

38 
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■F. regia, Miq. - 

Vera.— Ncverra , Nepal. 

An evergreen tree found in the North-East Himalaya and Burma. 
Wood soft, spongy. Weight 29 lbs. 

lbs. 

E 689. Scpoydura Forest, Darjeeling, 5,500*feet . 29 


504 


F. religiosa, Linn. 

The Peepul. 

Vem.— Pipal, Hind. ; Ashathwa, aswat, as6u, Beng. ; Pipit, NEPAL ; Bar- 
bur, Cachar; Arasa, Tam. ; Rdi, raiga, ragi, ravi, Tel.; Alt, 
Gond ; Pipri, Kurku ; Raitgi, basri, Kan. ; Hesar, Kol. ; Jari, 
Uriya ; Bo, Cingh. ; Nyoungbandi, Burm. 

A large tree usually epiphytic. 

Regarded, as sacred, found all over India, and commonly planted 
along roadsides. 

Wood greyish white, moderately hard. Weight 30 to 45 lbs. 

It is used for fuel, for packing cases, and in Cachar for charcoal. 

. lbs. 


P 893. Multan . ..45 

O 533. Dehra Dun.31 

O 538. „ „ .31 

O 543 - „ » • • . • ■ • .23 

C r 168. Ahiri Reserve, Central Provinces . ^ -44 

C 837. Bairagarh Reserve, Central Provinces . . 34 

C 2814. Melgh^t, Berar. 


505 


0 


F. retusa, Linn. 

Syn.— F. nitida, Thunb .; F. Benjamina, Willd. 

Vera.— Kamrup, eir, Beng. ;Jamu, Nepal ; Sitnyok, Lepcha ; Yerrajuvi, 
Tel. j Pildla, Kan.; Nyoungop, 'nyoungthabyeh, Burm.; JUi, MaL. 
* (Chutra Nagpur); Butisa, Kol. 

A large evergreen tree, often epiphytic, of Kumaun, Bengal, South 
India, Burma, and the Andaman Islands. 

Wood light-reddish-grey, close-grained, moderately hard, beautifully 
mottled. Weight 40 lbs. per cubic foot. 


506 
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FILICIUM. 

• It is used for‘fuel, but as it is very prettily grained it mighty be found 

valuable for tables, door panels anp other purposes. 

* lbs. 

E 404. Sundarbans. 40 

B 2278. Andaman Islands.40 

No. 45. Ceylon Collection (Ficus, sp., Kirtpelle, Cingh.) . 42 

507 Ficus Roxtiurghii,. Wall. 

’ Syn.—F. MACROPHYLLA, Roxb. 

Vem. — Urbulpurmul, barbaru, tisi, trimbal, trimal, tfrmal, tirmi, tiamle, 
Pb. ; ITrimmal, timal, timla. Hind.; Kasrekan , Nepal; Kundoung, 
Lkpcha ; Demur , Beng. ; Kotang , Kol. ; Sapdi, Magh ; Sin-tha-hpan, 
Burm. 

A moderate sized tree of the outer Himalaya from the Indus east¬ 
ward, ascending to 6,000 feet, Sylhet, Chittagong, and Burma. 

Wood reddish-grey, moderately hard. Weight 34 lbs. 

< ( 4 lbs. 

H 606. Chital Forest, Kangra . . . . 34 

P 149 from Sainj, near Simla, 4,ooofeet, Vern. Dudela (Ficus glo- 
merata) resembles this species most. Weight 34 lbs. 

508 F. tomentosa, WUld. 

Vern. —Petta mari , Tel. 

A large tree, a native of mountainous tracts, found in Banda, Behar, 
Central and Southern India, generally epiphytic. 

Wood white or moderately hard. Roxburgh says it is very light, 
and of little or no~use even for fuel. 

E 3646. Daltonganj, Palamow . . . -41 


509 


F. Tsiela, Roxb. 

Vern. —Jovi or peddi-jSovi, Tel. 

This, Roxburgh remarks, is, next to F. religiosa, the largest species 
of Indian fig. It is a large handsome tree, with smooth bark, wholly 
glabrous. It is a native of the lower hills of Bengal and South India, 
but in cultivation for shade is met with along the roads throughout India. 


F. virgata, Roxb. 

Syn. —F. carkcoides, Roxb. 

Vern.— Anjlr, insar, Afg. ; Fagu, fagSra, dudhi, dhura, phedu, kak, 
daholia. Hills; Fag-mar a, thapur (Plains), Pb. ; G&lar, khabdra, 
anjiri, beru, bedu , Hind. 

A moderate sized or large tree found in the Sulimfcn and Salt 
Ranges, and in the outer Himalaya eastward to Nepal, ascending to 
6,000 feet. 

Wood white, close and even-grained, moderately hard. Weight 39 
lbs. per cubic foot. 

* I Re 


P 910. Salt Range.. 41 

H 607. Chitul Forest, Kangra.38 

H 156. Bhajji, Simla, 3,000 feet.39 

H 148. Sainj, Simla, 3,000 feet. 


FILICIUM. 

510 Filitium decipiens, Thwaites, Burseraceje, 

• Vern. —Katu putter as , Tam. ; Pehimbia , Cingh. 

A fLree with elegant fern-like leaves, found in the Western Ghats 
up to 4,500 feet, and in Ceylon. 
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Heart wood red, moderately hard. Pores small, in groups or short 
radial lines. Medullaiy rays, fine, numerous, at jmequal distances . 
Weight 68 lbs. per cubic foot (j 4 . Mendis). * 

This wood is strong and valuable for building. * 

lbs. 

No. 70. Ceylon Collection.68 


FLEKQf- 

GIA. 


FLACOURTIA. ' 

» 

Flacourtia Ramontchi, L'Herit., Bikini.®. 

Syn. — F. sapinda, Roxb . 

Vem.— Kukai , kakoa , kangu , kandeb , Pb^ ; Bilangra , bhanber , kanju , 
handi , kattdr , katti , Hind, ; Kaikun , Mhairwara; Rank , kdnki , bildti , 
C. P. ; Arma - suri , katien , Gond ; Gurgoti , Kurku ; Bincha , katdi , 
Beng. ; Serali , merlo , Kol. ; Katail , Palamow; Bnnicha , baili , baitffho , 
Uriva j Pahar , bhekal , kakei , kaker . Mar. j B bn tankas , Hyderabad; 
Kanregu , pedda - kanru , kaka , nakka - naregu , Tel.; Ugurassa , Cingh.; 
Na - yumai , Burm 

A small thorny deciduous tree met with in dry hills throughout India 
and the Prome District in Burma. 

Wood red, hard, close and even*grained, splits, but does not warp, 
and is durable. Weight about 53 lbs. 

The wood is used for turning and agricultural implements, and the 
fruit and leaves are eaten, 

lbs. 

P 460. Ajmere.52 

P 3221. Nagpahar, Ajmere. 

O 260. Garhwal (1868) » . . . , .50 

C 273Q. Moharli Reserve, Central Provinces , . 32 

B 3125. Burma (1862).gg 

C 3453. Saidope Reserves, Palamow, Chutia Nagpur ... 

C 3488. Kolhan Forests, Singbhum, Chutia Nagpur . ... 


FLEMINGIA. 

Flemingia congest a, Roxb., Liguminos.®. 

V era.— Bara-salpan (as in Rob.;) Bhalia (as in Gamble ), Bevg. and 
Hind. ; Batwasi, Nepal; Mipitmuk, Lepcha; Dangshu kop, Mechi ; 

Doivdcmld , Bom. ; Roxburgh also gives for var. nana the vernacular 
names of Snpta,*cusunt, Hind. 

An erect, woody shrub, common in the thickets and forests of the 
warmer part* of India. 

The Flora of British India reduces to this species the following forms 
described by Roxburgh as distinct (see Ed. C. B. C., pp. 571-72):— 

F. procumbens, F. prostrata, F. nana, F. congesta and F. semialata, 

forming four varieties 

Var. I.—semialata— Central Himalaya, ascending to altitude 5,000 
feet. 

Var. 2.—latifolia— Khasia Hills, altitude 2,000 to 3,000 feet. 

' Var. 3.— Wightiana —Nilgris, Bhutan, Ava. 

Var. 4—nana— Central and Eastern Himalaya and the Konkan. 
Wood white. 

E. 3279. Dainah Forest, Western Duars. 
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FRAXINUS. 

513 Fraxinus floribunda, Wall., Oleaceje. 

Vein .— Ban&rish, AVg. j Sum, sitnnu, shun, Mm, hamer, tunnu , Pb. > 
Angau, angu, dakkuri , N. W. P, j Kangu, tahdsi, Nepal. 

A largt^deciduous trees found in the Himalaya, from the Indus to 
Sikkim, between 5,000 and 8,500 feet. 

Wood white, with a light-red tinge, no heartwood, soft to moderately 
hard. Weight 48 'lbs. per cubic foot. 

It is rough'and hard, and is used for oars, jampan poles, ploughs, 
and other purposes. 

lbs. 

H 6x2. Parbatt: Valley, Kulu, 7,000 feet . . 47 

H 904. Upper Chenab, 8,000 feet . . 

H 2971. Naini Tal . . . . . *49 

' . H 3190. Dungagalli, Hazara, 7,000 feet . . .... 

The structure is exceedingly similar to that of F. excelsior, the 
European Ash (No. 2974), but that species has a distinct brown heart- 
wood. 

Fuel— A list of some of the best woods in use for. See Appendix. 

Furniture —Woods suitable for. See Appendix. 
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Garcinia Cambogia, Desrouss., Guttiferje. 

Vera. — Aradal, manthulli, Kan.j Heela, Burghers (Nilgiri Hills). 

A small evergreen tree of the West Coast and Ceylon. 

Wood grey, cross-grained, shining, hard. Weight 54 lbs. per cubic 
foot. 

Beddome says it would answer for common furniture. 

lbs. 

W 845. South Kanara.54 

G. cornea, Linn. 

Met with in East Bengal and Burma. 

Wood brown and heavy. ( Kurz .) 

{Specimens ’wanted.') * 

G. Cowa, Roxb. 

Syn.—G. Kydia, Roxb. 

Vem. — Cowa,' Hind, j Toungthalay, Burm. 

A tall evergreen tree of Eastern Bengal, Assam, Chittagong, Burma, 
and the Andaman Islands. 

Wood greyish-white, moderately hard. Weight 37 to 47 lbs. 

It is not used. 

lbs. 

B 549. Martaban. 43 

B3 148. Burma (1862). 37 

G. eugeniabfolue, Wall. 

A small tree of the Eastern Peninsula,’Singapore, Malacca. {Griffith.) 
r {Specimens wanted.) 
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Garcinia heterandra, Walh 

Vein. — Thanat-tau, BuRM. j 

An evergreen tree of the hills of Burma up to 3,000 or 4/000 feet. 
Wood white, soft. J 

(Specimens wanted 

G. indica, Choisy. % 

Syn.—G. Purpurea, Roxb. (FI. Ind., ii. 6 24 .) 

Vem.— Brindall, Goa, > 

A slender tree with drooping branches found on the* ghats of Kokcan 
and Kanara. 

(Specimens wanted.) 

G. lonirceoides, T. And. 

Syn.— G. succifolia, Kura. 

A small or moderately sized evergreen tree, frequently met with in 
swamp forests in Pegu. 

Wood white, turning yellowish, rather heavy, coarsely fibrous, very 
perishable. 

(Specimens wanted.) 

G. Mangostana, Linn., Guttiferje. * 

The Mangosteen. 

Vem. — Mangkob, Youngzalai, Burm. 

An evergreen tree, a native of the Straits; cultivated in British Burma 
on account of its fruit. 

(Specimens wanted.) 

G. Morelia, Desrouss. 

The Gamboge Tree. 

Syn.— G. pictoria, Bedd., the form met with on the Malabar and Canara, 
Mysore and the Western Coast. 

Vem. — Aradal,punar puli, kankutake, Kan.j C oka tie, kana-goraka, Cingh. 
(The gum resin); Got a gamba. Hind.; Makki, Tam.; Revachinni, 
Mar.; Sanatosif Burm.; Gokatu, Cingh. 

An evergreen tree of the Khdsia Hills, East Bengal, and the west 
coast of Ceylon. 

Wood yellow, hard, mottled. Weight about 56 lbs. 

The wood might be useful for cabinet-making, but the tree is chiefly 
valued for its gamboge, 

lbs. 

No. 14. Ceylon Collection (marked Garabogia Gutta, 

Vern. Cocatiye) ...... 56 

G. speciosa, Wall. 

Vern. — Palawa, Burm. 

An evergreen tree of Tenasserim and the Andaman Islands. 
Heartwood red, very hard, cross and close-grained. Weight said 
to range from 45i to 72 lbs. 

The wood is used for house and bridge posts, and other purposes; 
said to be used by the Andamanese to make bows. Kurz says it is of 
equally good quality with the “ bullet-wood ” of the Andamans. 

lbs. 

B 504. Andaman Islands.,52 

B 2492. „ „ (Home, 1874, No. 18) . .52 


GAHCIl&Ai 
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' 524 Garcinia stipulata, T. And. 

Vtm.—Sana-kadan, Lepcha. * 

Met with in Sikkim and Bhutan up to 4,000 feet. 

‘ (Specimens wanted.) 

525 G. travancorica, Beddome. 

Vvm^Malampnngu, Tinnevelly. 

. Met with in the forests of Travancore and Tinnevelly. 

Specimens wanted.) 

526 G. Wightii, T. And. 

Found in South India. 

1 (Specimens wanted.) 

527 G * Xanthochymus, Hook./. 

Syn. —Xanthochymus pictorius, Roxb. 

Vern.— Tepor, Ass.; Dampel , Hind. ; Mata-m, Burm. 

Found in East Himalaya, East Bengal, Burma and South India. 
(1 Specimens wanted.) 


GARDENIA. 

528 Gardenia costata, Roxb., Rubiacee. 

Syn. —G. coronaria, Ham . 

Vern. — Yengkkat, tsaythambyah, Burm. 

A small deciduous tree of Chittagong and Burma. 

Wood light-brown, hard, close-grained. Weight 51 lbs. per cubic 
foot. 

Used for making combs and for turning, but liable to crack. 

lba. 

B 284. Burma (1867) ...... 50 

B 2540. „ (1862).52 

529 G. gummifera, Linn. 

Vern .—Dckdmali, kamarri. Hind., Guz. ; Chitta matta , chittnityal, 
Bururi, bttriii, Kol. ; B, uru, Bhumij ; Chitta, bxkke. 


gaggaru, It 
iambi, Kan. 


A large shrub of Central and South India. 

Wood yellowish-white, hard, close-grained. 

Might serve as a substitute for boxwood. 

C 3465. Bandgaon, Singbhum, Chutia Nagpur. ^ 

G. latifolia, Aiton, Roxb. 

Vern. — Pdpra, p&phar, pepero, ban pinddlu. Hind, j Pannia bhil , gungat, 
bhandara, geggar, Gond. : Phiphar, mail, Baigas. ; Kumbay, Tam. j 
Papra papadar, popra, Khakwak ; Popro, Soni Hal j Pempri, Mac. 
("Chutia RtagpurJ ; Pedda karinga, pureea, bikki, gaiger, Tel. j Kota- 
ranga, Uriya ; Ghogar, gogarli, Mar.j Gogar, Bhil. 

A small deciduous tree, found in the sub-Himalayan tract from the 
Jumna eastwards, in Bengal, Central and South India. 

Wood light-yellowish-brown, close and even-grained, hard, hand¬ 
somely mottled, neither warps nor splits. No heartwood. Weight 50 
to 53 lbs. per cubic foot. 

The wood is easy to work, durable, and is recommended to be tried 
as a substitute for boxwood ; it is likely to be very good for engraving 
and turning. Combs are made of it. 

° lbs. 

B 1173. A hiri Reserve, Central Provinces . . 53 

B 2733. Moharli Reserve, Central Provinces . . 50 
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Gardenia lucida, Roxb. * 

Syn.—G. RESINIFERA, Roth. * • , 

Vtni.—Dikdmdlt, Hind., Guz.; Konda manga,.kokkita, tetta manga, 
U.P.; Papar, Bijeragogarh ; Karinga , karamgi, teUa-manga, Tel.; 
Kumbi, Tam. 

A small deciduous tree, found in Central and Soi^th India, and 
Chittagong. • • 

Wood yellowish-white, close-grained, hard, no heartwood, no annual 
rings.* Weight 39 lbs. per cubic foot. • 

It is useful for turning; it is made into combs. • ib«. 

C 1185 Ahiri Reserve, Central Provinces . . 39 

G. obtusifolia, Roxb. 

Vem. — Yengkhat, Burm. 

A small deciduous tree of Burma. 

Wood white, moderately hard, even-grained. Weight 55 lbs. p$r 
cubic foot. ]b*. 

B 817. Rangoon Division, Burma . . . .55 

G. turgida, Roxb. 

Vem. — Thanella, khdrrir, khuriari, ghdrga, mhaner. Hind.: Duri, 
. LoHARDUGGA ; Dudun, Kol. ; Dimiki, doudouki, Sonitial ; Kharkov, 

Oraon and Mal. (Chutia NagpurJ; Karhnr, Banda; Panjra , 
pf-ndra, Gond ; Phurpata, Kurku ; Khurphendra, pendri, phanda, 
phetra, Mar. ; Phetrak, Bhil. ; Bamemia, dhobelkirat, Uriya ; Man- 
jinda, teltl, Tel. ; gongeri, Kan. ; Thame ngsanee, Burm. 

A small deciduous tree of the sub-Himalayannract from Nepal to 
the Jumna, ascending to 4,000 feet; of Rajputana, Burma, and Central 
and South India. 

Wood close-grained, hard, white with a purplish tinge, no heartwood; 
annual rings indistinct. Weight 50 to 60 l!>s. 

It is good but splits and cracks in seasoning. 


O 541. Dehra Dun .... 
O 1377. Gonda, Oudh .... 
O 1463. Bahraich, Oudh 
O 1489. Khen, Oudh . . 

C 826. Bairagarh Reserve, Berar . 

C 2779. Melghat, Berar 
C X142. Ahiri Reserve,Central Provinces 
993. North Kanara .... 


I bn. 
60 

i*l 

50 

54 

58 

54 

48 


W 

Nos. C 1248 ancfcC 1309 (61 and 63 lbs.) sent from Gumsur under the 
name Gorahadu, have the same structure as, and probably are, this species. 
C 3435. Kumandi Reserve, Palamow. 

GARUGA. 

Garuga pinnata, Roxb., Bukseracee. 

Vem. — Kharpa*, katula, kilmira, sarota, Pb. : Qhogar, kaikar. Hind.; 
Gurja, Banda ; Kakar, kaitra, ghun/a, mahdrut, C. P.j Nia jowa, 
K01.. ; Killur, Kharwar; Karur, Bhumij and Sonthal; Gharri, 
Gond; Kosontara , Ghaiwal; Kosramba, Mal (Chutia Nagpur); 
Jim, kharpat, nilbhadt, Beng. ; Mohi, Uriya; Gta. Mechi j Dab- 
dabbx, Nepal ; Maldit, Lepcha ; Gendeli pnma, Ass.; Chi- tompa, 
• Garo ; Mroung-shisha, Magh ; Garuga, gurgd, Tel. ; Gdpni, kekra, 
Gond Kekkida, Kurku / Karre vembu, Tam, ; Kurik, Mar. ; 
Chinyak, Burm. 

A large deciduous tree of the sub-Himalaya, Central and South 
India. 


GARUCM 

531 * 


532* 


533 


534 


1 
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535 


536 


537 


j 538 




Sapwood large, heartwood reddish, moderately hard. Weight from 
40 to 50 lbs., generally 40 lbs. 

The wood is not durable, but it seasons well. It is used occasionally 
for house-building and {or fuel. 


O 235 * Garhwal (1868) 

O 348, Gorakhpur (1868) 

C 1107. Chanda, Central Provinces 
E 648. Darjeeling Terai 
E 1389^ Chittagong 
B 812. Burma . 

E 3677. Darjeeling Terai (1882) 


lbs. 

39 

39 

39 

39 

46 

39 

3i 


GIGANTOCHLOA. 

Gigantochloa andamanica, Kurz., Gramme m. 

Vem .— Poddk, And. 

An evergreen tufted bamboo of the Andamans. 

Stems 20 to to feet, rather hollow,iand small. 

Leaves used for thatching. (Kurz,) 

B 1331. Andamans. 

(Specimens wanted.) 

G. auriculata, Kurz. 

Vem.— Ta-la-ku-wa, Burm. 

An evergreen arboreous tufted bamboo found in the low forests of 
Southern Pegu, but rather rare; cultivated in villages of Arracan and 
Chittagong. 

The stems are 30 to 40 feet high and 2 to 4 inches in diameter; very 
strong. (Kurz.) 

(Specimens wanted.) 

G. macrostachya, Kurz. 

Vem.— Madi, Magh. ; Wa-net, Burm. 

An evergreen arboreous tufted bamboo, not unfrequent in the tropi¬ 
cal forests of Martaban and Tenasserim ; also cultivated in villages of 
the Irrawadi Valley, and of Arracan. 

Stems 30 to 50 feet high, 3 or 4 inches in diameter, amply hollow, 
walls £ inch thick. (Kurz.) ^ 

B 1314. Toungoo. 

, (Specimens wanted.) 


GIVOTIA. 

Givotia rottleriformis, Grijf., Euphorbiacejc. 

Vem.— Vendale, but alii, bulali, Tam. ; Telia punki, Tel. 

A middle sized tree of the Dekkan, Mysore, Eastern Gh&ts, and 
Ceylon. 

Wood white, exceedingly light, very soft 4 but even-grained. Weight 
14 lbs. per cubic foot. 

It is used to carve figures, for toys, imitation fruit, and other fancy 
articles, which are lacquered and painted; also for catamarans. 

' lbi. 

D 315a. Cuddapah, Madras . . . >14 
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GMELINA. 


GLUTA. 

Gluta elegans, Wall., Anacardiace®. 

Vem. — Thayet-tkihay, Burm. * 

A small evergreen tree found along the coast of Tenassenm. 

Kurz in his Burmese Flora, I, p. 310, remark^ of this fitent ; " Wood 
good for furniture, and when steeped in ferruginous mud turns jet black, 
looking like ebony, “ It is used for building purpqpes, boxes, Ac.” 

G. Tavoyana, Wall. (Syndesmis.) 

Vers.— Thayet, thitsay, Burm.; Okay, thoomay, Karen. 

A small tree with white branches; m^J with at Tavoy. Heart- 
wood bright-dark-red, close-grained, not'so motiled with dark and light 
streaks as G. travancorica. The wood floats when seasoned, and is very 
durable, but brittle. 

lbs. 

B 3701. Tenasserim (Mr. Hill, 7*’82) . . . 52 

G. travancorica, Beddome. 

Vem. — Shencurungi, Tinnevelly. 

A very large evergreen tree of thfl* Gh&ts of Tinnevelly and Tra- 
vancore. 

Sapwood light-rcddish-grey; heartwood dark-red, very hard and 
close-grained, beautifully .mottled with dark and light streaks. Weight 
40 to 58 lbs. • 

The wood is little used, but its splendid colour and markings should 
rapidly bring it to notice as a valuable wood for furniture. It seems to 
season very well, and works and polishes admirably. 

lbs. 

D 1066. Tinnevelly (some sapwood) . . .46 

I) 3155- „ (heartwood only) . . .58 


GLYCOSMIS. 

Glycosmis pentaphylfa, Coma, Ruiacbje. 

Vem. — Ban mmbre,potalipilru potala, girgitti, Hind.; Kirmira, Bom.; 
Tanshouk, Burm. 

A common evergreen shrub of the tropical and sub-tropical Hima¬ 
laya up to 7,000 fe^t in Sikkim; ranging from the Sutlej river in the 
North-West southwards to- Upper Assam; Travancore, Malacca and 
Ceylon. 

Wood white, hard, close-grained. 

E 3284. Chittagong. 

GMELINA. 

Gmelina arborea, Roxb ., Verbenac&x. 

Vem. — GumhAr, khamara, kambhar, kumar, gambari, sewan, shewan , 
Hind.; GAmdr, gumbar, Beng.j Gambari, Nepal, Uriya. ; Goman, 
Ass, ; Number, Lepcha ; Gumai, Cachak ; Bolkobuk, Garo ; Gumadi, 
, cummi, Tam. ; GAmar-tek, peddagomru, tagumuda, gumudu, Tel. ; 
Shewney, kuli, Kan. ; Shewan, Mar. ; Chtmman sag, Bhilk Kumbulu, 
Mal. ; Kurse, Gond; Kassamar, Kurku j Kasamar, Kol and Sqn- 
thal ; Gamhari, Mal (Chutia Nagpub) At-demmata, Cingh. ; Rama- 
nt, Mach.; Yamaney, Burm. « 

A moderate sued or large deciduous tree met with in the sub-Hima- 
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i GNETUM. 


layan tract from the Chenab eastwards and throughout India, Burma, 
and the Andaman Islands. 

Wood yellowish, greyish or reddish-white with a glossy lustre, close 
and even-grained, soft, light and strong, durable, does not warp or crack. 
Annual rings marked either by a white line or by more numerous pores 
in the spring wood. Weight 30 to 40 lbs. per cubic foot. 

The wood is easity worked and readily takes paint or varnish; it is 
very durable under water. It is highly esteemed for planking, furniture, 
domestic utensils, door panels, carriages and palanguins, well-work, boats, 
toys, packing cases, and all ornamental work; it is used in Burma for 
carving images, clogs, and canoes. It would probably be a valuable 
wood for tea-boxes. It is the chief furniture wood of Chittagong, and is 
in some demand in CaUutta., Writing in May 1829, in Gleanings in 
Science Captain Baker the Superintendent of Suspension Chain Bridges, 
spoke of Gumbhar wood as “ well calculated for light planking, panel¬ 
ling, blinds and Venetians, and of much estimation for picture frames, 
organ pipes, sounding boards, and other such work where shrinkage is 
to be avoided,” so that it has evidently been long known in the Calcutta 
market. 

lbs. 

O 325. Garhwal (i86?>.33 

O 343. Gorakhpur (1868). 3 2 

O 1372. Gonda (Oudh).4° 

O 1457. Bahraich, Oudh . . . . .38 

O 1483. Kheri, Oudh . . . * . *39 

C 182. Mbndla, Central Provinces (1870) . . 35 

C 1129. Ahiri Reserve, Central Provinces . . ... 

C 835. Bairagarh Reserve, Berar . . • 45 

C 2775. Melghat, Berar.38 

C 959. Guzerat, Bombay . . . . >34 

C 3549. Khurda Forests, Orissa ... . .37 

E 676. Bamunpokri, Darjeeling Terai . . .41 

E 2396. Sivoke Forest, „ „ • * • 35 

E 948. Eastern Duars, Assam . . . >36 

E 2193. Nowgong, Assam . . „ . • *39 

E 2 3°3- Kamrup, ..37 

E 1435. Assam.31 

E 1390. Chittagong.33 

E 3605. 

E 3620. Darjeeling Terai. 

B 295. Burma (1867) . « , * . *. 28 

B 1425. Tharrawaddy, Burma , . . *35 

E 3693. Chittagong Hill Tracts. 


GNETUM. 

Gnetum scandens, Roxi., Gnetaceje. 

Vent. — Wanuwiti, SylHetj Kutnbal, umbli. Bom. ; Gyootumay, Burm. 

A stout scandent shrub, native of the hilly parts of Chittagong and 
the eastern parts of Bengal, as well as Malabarand the Moluccas; met 
with also in the Sikkim hills at 4,000 feet altitude. 

Woqd dark-brown, soft, arranged in concentric rings, separated by a 
band of cellular pith-like tissue, which runs star-ray-like into the bands 
from the inner edge and so divides them up into wedge-shaped sections. 
Pores large, medullary rays none, cells distinctly visible under the lens. 

E 3727. Rungbi, Darjeeling, 4,000 feet. 
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GOSSYPIUM. 

Gossypium arboreum, L., Malvaceae 

Vem .—Nurnta barre, nurntah, Hind, j Sftem parade, Tam. j Deo kurpas, 
Mysore ; Kapas, Pb. 

A shrub or low tree, rarely a herb, met with # in the plains of India 
in gardens, but not generally cultivated. 

j (Specimens of this plant, including the wood^are wanted.) 

G. Stocksii, Mast. 

Stock’s cotton tree. 

Vem.— 9 

A straggling shrub of the lime-stone Vocks on coasts of Sind. 

(i Specimens wanted.) 


545 


54* 






1 


GREVILLEA. 

Grevillea robusta, Kunn., Proteaceje. 547 

The Silk Oak. 

Vem.— 

A native of Australia; grows well in India; a fine avenue may be 
seen in the Calcutta Botanic Gardens running toward the great Bany¬ 
an tree. * 

Wood hard, light-reddish-brown, sap wood greyish-white. The heart- 
wood seems durable, but the sapwood decays quickly. 

It would be a handsome furniture wood. 

lbs. 

O 3263. Saharanpur. • 

G 3717. R. B. Gardens, Calcutta . . . .36 


GREW I A. 

Grewia asiatica, Linn., Malvaceae. 

Vem. — Pkalsa, pharoah, Hind., Sind., Pb. ; Pkilase, Bom. ; Shukri, 
Beng. ; Phutpki or Putiki, Tel.; Dhamru, Ajmere. 

A small, hazel-like tree cultivated throughout India, said to be indi¬ 
genous in the Salt Range, Poona, Oudh and Ceylon. 

Wood yellowish-white, structure similar to that of G. vestlta. 

P 470. Ajmere. 

P 3218. Na^pahar, Ajmere. • 

P 3235. Goran Hills, Ajmere. 

G. multiflora, Juss. 

Syn. — G. sepiaria, Roxb. 

Vera. — Pansaura, Hind., Beng. j Nilay, Nepal. 

A shrub or small tree of the outer Himalaya from Nepal eastwards 
ascending to 4,000 feet, and of the Khasia Hills. 

* Wood white, soft, similar in structure to that of G. opposi&ifolia, but 
with smaller pores. 

Used in Bengal for making hedges, for which it is very useful. 

Mw* 

E 2327. Sivoke, Darjeeling Terai * , . .42 
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551 


Grewia. oppositifolia, Roxb. * 

Vera. — Dkhmman, pharma, Pb.; Biul, bi&ng, bahul,\ bhengal, bhenwa, 
bnitnal, Hind.; Pastuwannee, Afg.; Bieul, Simla. 

A mtxierate sized tree of the North-West Himalaya, from the Indus 
to Nepal, ascending to 6,ooo feet; also frequently cultivated. 

Wood iphite, with a small mass of irregularly-shaped heartwood, 
hard, giVSng out an exceedingly unpleasant odour, especially when 
fresh cut. Weight 45 to 50 lbs. per cubic foot. 

The wood is esed for oar-shafts, handles, bows, &c., and* for most 
purposes for which elasticity and toughness are required. 

lb*. 

H 100. Bhajji, Simla, 4,000 feet.45 

H 154* Sainj, „ 3,000 „ • . . < • 50 

1 I 

G. orbiculata, Rottle. 

Vera.— 

A shrub of the Western Peninsula, nearly allied to G. tiliaefolia. 


552 


553 


554 


555 


G. pilosa, Lam. 

Syn.—G. CARPINIFOLIA, Roxb. 

V ern.— Posangni, Ajmere ; Sitarga, Sonthal. 

A shrub with four-angled' stem and brown bark found in the plains’ 
of the North-West, Central and South India. 

Wood yellowish-white, hard, divided into triangular wedges proceed¬ 
ing from the centre towards the four corncrs ( and sides. 

P 3*30. Nagpahar, Ajmere. 

P 3256. Goran Hills, Aimere. 

G. polygama, Roxb. 

Vera.— 

A shrub or small tree of N. W. India, and along the Himalaya from 
the Salt Range to Nepal ascending to 4,000 feet; of Konkan, Pegu, and 
Ceylon. 

Wood resembles that of G. oppositifolia, but is free from unpleasant 
odour. 

E 3813, Punkabari, Darjeeling, 3,000 feet, is probably this species. 

(1 Specimens wanted.) 

G. populifolia, Vahl. 

Vent. — Ganger, Pb. ; Gango, Sind ; Gangerun, Rajputana. 

A small shrub, with grey bark, met with in t the arid zone, in the 
Punjab, Sind, and Rajputana. ' # 

Wood yellow, hard, close-grained. Growth very slow. 

The yood is used for walking sticks. 

P 3228. Nagpahar, Ajmere. 

* (Specimens wanted.) 

G. salvifolia, Heyne. 

Vera. — Bather, nikki-bekkar,gargas, Pb. j Saras, Ajmere j Jara, Circars ; 

Dhattiki, Uriya ; Sitanga, Sonthal ; Burstt, sita pelu, Kol. ; Khorkorend- 

na, Mal. (Chutia Nagpur.) 

A small tree found in the Punjab, Sind, Central Provinces, and 
Southern India. 

Wood yellow, heartwood orange-brown, hard, close-grained, structure 
similar t to that of G. tiliaefolia, but medullary rays more numerous, 
and pores smaller. 

P 3227. Nagpahar, Ajmere. 

* P 3237. Goran hills, Ajmere. 

C 3457. Barasand Reserve, Palamow, Chutia Nagpur. 
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Vahl. 

* • 

-Pharsa, dhamin. Hind.; Khesla, kasvl, Gond. ; Otat, Sonthal ; 


Grewia tiliaefolia, 

Vem.— Pharsa, atiamtn, HIND.; Khesla, kasvl, UOND. ; mas, aowTtuu. j 
• Dhamni ,’ Kurko ; Charachi, tharrd, Tel. ; Dhamono, dhaman, Uriya ; 
Thaasal, batala, Kan .; Datnana, kardkana Bom. ; Damnak, BHIL; 
Daman, Mar.; Sadachu, Mal. ; 1 /aminne, ClNGH ; Tarada, Madura. 

A moderate sized tree of the sub-Himalayan tract, from the Jumna to 
Nepal, ascending to 4,000 feet; also of Central dfcd South India. 

Sap wood white; heartwood small, brown, close-grained, hard. 
Weight 34 to 48 lbs. • 

Used for shafts, shoulder poles, masts, oars, and all purposes for which 
elasticity, strength, and toughness are required. 

lbs. 

48 


188. Mandla, Central Provinces^1871) 
1169. Ahiri Reserve, Centraf Provinces 
2757. Moharli Reserve, Central Provinces 
2766. Melghat, Berar 
1253. Gumstir, Madras 
No. 17. Ceylon Collection 


C 

C 

c 

c 

c 


46 

S 3 
• •• 

49 

44 


lbs. 

43 

5 * 

5i 


G. vestita, Wail. 

Syn. — G. elastica, Royle ; G.Fasiattca, Linn.v&r. Hook, (FI. Ind., i, 3S7.) 

Vem. — Farri , phalvia , dhamman , Ptf ; Pharsia , dhamun , bimla . Hind. ; 

Poto dhamun , Palamow ; Sealposra, Nepal ; Pershuajelah, MECHI ; 

Kunsung , Lepcha ; Pintayan , Burm. 

A small tree of the sub-Himalayan tract fjfom the Indus eastwards, 
Bengal, Central India, ahd Burma. , 

Wood greyish-white, hard, and close-grained. Annual rings wavy. 
Weight about 50 lbs. 

Wood tough and elastic, used for shoulder _poles, bows, spear handles, 
&c. Splits well, and is sometimes used for shingles. 

E 651. Bamunpokri, Darjeeling Term . 

E 2325* ,» ,, „ . 

B 3x20, Burma (1862) .... 

# GUAZUMA. 

Guazuma tomentosa, Kunth., Sterculiaceje. 

The Bastard Cedar. 

Vern.— Thainpuchiepattai, Tam; Rudracks-hachetiu, Tel. 

A tree, staUately hairy upon the young twigs. Perhaps only intro¬ 
duced into India, and probably a native erf the West Indies. Frequent¬ 
ly cultivated in the warmer parts of the plains and in Ceylon; distri¬ 
buted to Java and tropical America. Dr. Royle says it is “a South 
American tree, introduced into India, and largely (Cultivated at one time 
in the Madras Presidency, under the name of Bastard Cedar, as a 
fodder for cattle.” Weight, according to Skinner, 32 lbs. 

Wood used in Southern India for furniture and packing cases 
(Specimens and further information 'wanted.) 


GUETTARDA. 

Guettarda speciosa, Linn., Rubiaceje. 

Vem .—Domdomak, And. ; Nilpiteha, ClNGH. 

A moderate sized evergreen tree found in tidal forests*along the 
shores of the Andaman Islands and Ceylon. 

*35 ' 


GUETTAR¬ 

DA. 

556 


557 


558 


.559 
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561 


5(3 


* 

Wood yellow, with a tinge of red. * 


lbs. 

*9 


562 


B it>7i. Andaman Islands ( Kurg , 1866) 

«(.Specimens wanted.) 

Gunpowder-charcoal— 

List of*woody plants used in the manufacture of. See Appendix. 

GYMNEMA. 

Gymnema tigens, W. & A., Asclepiadeje. 

Vem_ • . 

A climbing shrub of the lower Eastern Himalaya, extending to 
Burma. 

(1 Specimens wanted.) 


GYNOCARDIA. 

Gynocardia odorata, R. Br., Bixinue. 

Syn.— Chaulmoogra adorata, Roxb. 

Vem. — ChaulmigH, petarkura, Beng.; Kadu, Nepal; Tuk, Lepcha; 
Toungpung^ Magh. 

A moderate sized evergreen tree, readily known by the hard, round 
fruits which grow on the stem and main branches. It is found in 
Northern and Eastern Bengal and Assam, Chittagong, and Burma. 

Wood hard, close-grained, yellow or light-brown. Weight 47 lbs. 
per cubic foot. 

It is used in Chittagong for planking and for posts. 

lbs. 


E 708. Chittagong 


47 


GYROCARPUS. 

Gyrocarpus Jacquini, Roxb., Combretaceje. 

Wcnu—Zaitun, Hind.; Tanaku, kumar pulki,. Tel.; Pfylay thUkouk, 
Burm. _ * 

A deciduous tree of South India, Tenasserim and Andaman Islands. 
Wood'grey, soft. Weight 23 lbs. per cubic foot. 

It is used in South India to make boxes and toys, and is preferred 
to all others for catamarans. 

lbs. 

D 1079. North Arcot, Madras . . . .23 

C 3517- Sonakalla, Khurda, Orissa. 


H/EMATOXYLON. 

Haematoxylon Campechianum, Linn., Leguminosjc. 

Logwood. 

A'native of Central America and the West Indies, imported into 
India. 
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HAREtWICKIA. 

Hardwiokia binata, Roxb., Lkguminobje. . 

Vem. —Anjan , Hind., Mar.; Acha, aid, Tam.; Nar yepi, yapa, Tf.l. ; 
Kamrd, karachi, Kan.; Chhota dundhera, Gond; Bone, KURKU; 
Parsid, Singrowli. a 

A deciduous tree, found in the dry forests erf South *and Central 
I ndia, but not everywhere; generally gregarious in isolated belts or 

E atches of greater or less extent. Most commonly*found on sandstone, 
ut also to be met with on trap and granite. Wanting in the western 
moist zone, and not found in Northern India, though it occurs as far 
north as the Banda district of the North-Western Provinces. 

Sapwood small, white; heartwood extremely hard, dark red, often 
with a purplish tinge, cross, and very close-grained. Weight about 82 lbs 
per cubic foot. Perhaps the hardest and heaviest wood in India; it is 
extremely durable, liable to split, but does not warp. # 

At the Dehri workshops it has been used instead of brass for bearings 
for machinery, and has been found to wear well. In the Sone River 
piles of anjan have been found after 20 years as sound as when first 
put in. It is fised for bridge and house posts, and for ornamental work. 
It has been recommended for sleepers*Jaut is probably too hard, heavy, 
and difficult to work to be much in favour. 

lbg. 

Punassa Reserve, Central Provinces . . 84 


C 800. 

C II 47 - Ahiri • „ „ 

C 2986. Nimar, Central Provinces 
C 2929. Palamow, Bengal 
D 1055. Salem, Madras . 

D 2025. Mysore 

No. 31. Salem Collection 


84 

83 

82 

83 

77 

82 


H. pinnata, Roxb. 

Vera. — Koldvu, Tinnevelly ; Matayen s/imprnni, Travancore; Yenne, 
Manjarabad ( Van Someren.) 

A very large tree pf the Western Ghats from South Kanara to 
Travancore. 

Sapwood large; heartwood brown, moderately hard, exuding a red, 
sticky substance similar to Copabia balsam , whicn consists of different 
resins dissolved in an essential oil. Weight 47 lbs. per cubic foot. 

Wood used for building by coffee-planters and others. 

• lhs. 

D 1064. Tinnevelly . . . . . 47 


HEDERA. 

Hedera Helix, Linn., Aralioce m. 

Ivy. 

Vem ,—Halbatnbar, arbambal, Jhelum; Karmora, mandia, Kashmir; 
Ku*ol, Chenab; Kuri, kar&r, Ravi ; Brumbrum dakuri, Beas ; Karbaru, 
kaniuri, kadloli, Sutlej ; Banda, Kumaun ; Didela, Nepal. 

A large wood climber of the Himalaya from the Indus to Bhutan 
•between 3,000 and 9,000 feet, and of the Khdsia H ills. 

Wood white, soft, porous. Weight 34 lbs. 

H 69. Mashobra, Simla, 7 ,ooo feet . 

H 3010. Kotgarh, Simla, 7,500 feet . 

Hedges— 

List of woody plants used for. See Appendix. 


lb*. 

*34 


HEDGES. 
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HELICIA. 

Helicia roSusta, Wall, Proteaceaj. < 

Vera.— Joweea, SyliTet ; Tegela mugu, Kan. j Doultya beng, Burm. 

A small evergreen tree of the hills of Bengal, Burma, and Southern 
India. ** 

Wood pinkish-grey, moderately hard. Weight 44 lbs. per cubic foot. 

' lb»/ 

E 240^. Sumbong, Darjeeling, 2,000 feet . . 44 

HELICTERES. 

c , 

Helicteres Isora, Linn„ Sterculiaceje, 

Vem.— Maror-pkal, jonkaphal, kapasi, bhendu. Hind ; Antmord, Beng. ; 
c Ainthia dkamin, Monghyr; Renta, sakomsang, Kol; Aiteni, Khar- 

war. ; Pecthmura, Sonthal j Mori, Mai.. (S. P.) j Muri-muri, Uriya; 
Itah, Godavari ; Ait a, Gond ; Gubadarra, kavanchi, Tel. ; Kewan, 
kevana, (the iruit—murudasanga). Bom. ; Kori-buta, Kurku; Anteri, 
BanSWARa; Thooggnachay, Burm. 

A large, dense shrub of the tropical or sub-Himalayan regions* 
from the Punjab to Bengal, Sbuth and Central India, and Burma. 

Wood white, soft. Weight 35 lbs. per cubic foot. 

The branches are used for fuel, fencing and thatching. 

lllfl. 

C 987. Bairagarh Reserve, Melghat*. 

C 2804. IVfelghat, Berar.35 

HELWINGIA. 

Helwingia himalaica, Hook./, and Th., Araliace m. 

Vern.— Lubbor, Lepciia. 

A large shrub of the Eastern Himalaya, above 7,000 feet, and of the 
Khasia Hills. 

Wood white, moderately hard, pith large. 

E 3342. Darjeeling, 7,000 feet. 

HEMITELIA. 

* 

Hemitelia decipiens,/. Scott, Filices. 

Vern.— 

A large tree fern, common in the Khasia Hill and the hills of 
Sikkim up to 6,000 feet. 

E 3423. Balasan Valley, Darjeeling, 5,000 feet. 

E 3424. Dumsong, Darjeeling, 5,000 feet. 

HEPTAPLEURUM. 

Heptapleurum elatum, C. B. Clarke, Araliaceje. 

Vem.— Chinia, Nepal.; Prongeam, Lepcha. 

A trqe of the Himalaya, from Kumaun to Bhutan, between 5,000 and 
7,000 feet. 

Wood white, soft. Structure similar to that of Macroponax undulatum. 
fi 3326. Rangirum, Darjeeling, 6,000 feet. 

3417. Darjeeling, 6,000 feet. 

I3 8 
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Heptapleurum impressum, C.B. Clarke. 

Vera.— 


HETER0- 

PHKAGMJ 


A tfee of the Sikkim Hills above 7,000 fegt. * 

Wood grey, soft. 

E 3635. Goompahar Forest, Darjeeling, 7,500 feet^ 

H. venulosum, Seem. * 

Vein. — Sukriruin, Kol. m 

An evergreen climbing shrub frequent in the mixed forests all over 
Burma, from Chittagong and Ava down to Tenasserim and the 
Andamans. Also found extending to Bengal, Kumaun and South India. 
Wood light-brown, soft. t 

C 3442. Neturhut, Palamow, 3,006 feet. 


573. 


HERITIERA. 


Heritiera littoralis, Dryand, Sterculiace.®. 

Vern. — Sunder, sundri, Beng. ; Penglai-kanaeo, Burm. j Mawtda , And. 

A small gregarious tree found in the coasts and tidal forests of 
Bengal, the Peninsula, Burma, and the»Andaman Islands. 

Sap wood white; heartwood dark-red, very hard, close-grained. 
Weight approximately 65 lbs. 

Sundri wood is durable; it is heavy and does not float, and is extremely 
tough. * t 

It is used for a great variety of purposes, such as beams, buggy 
shafts, planking, posts, furniture, fifewood; but chiefly in boat-building, 
for which purpose it is very extensively used in Calcutta, and particularly 
in the Government Dockyard at Kidderporp. It is the chief timber of 
the Sundarbans forests. Its reproduction is most favourable. On all lands 
flooded by ordinary flood tides, a new growth of jungle springs up im¬ 
mediately; but on land ordinarily above high-water mark, it only 
establishes itself by slow degrees. It soon spreads itself on newly formed 
islands on the sea edge of the forests. 


E 401. 

9 

Sundarbans 


• 

lbs. 

■ 7 ° 

E 2916. 

ii • • • 


• 

. 66 

E 3695* 

• 

• 

CO 

00 

►H 

•» 


■ 

• 75 

B 3123. 

Burma (1862) . 


• 

. 60 

B SI 7 - 

Andaman Islands . 



• 63 

B 2285. 

» n (l866) . 


• 

. 68 

B 2226. 

M 11 99 • 


• 

• 53 


H. Papilio. Beddome. * 

Vern. —Sourodalay vnna, Tinnevelly. 

A very lofty tree in the evergreen forests of the Western Ghats 
between Travancore and Tinnevelly. 

Wood red, very hard. Weight 63 lbs. per cubic foot. 

It is used for building, cart-poles, and agricultural implements. 

(1 Specimens wanted.) 


574 


» 


575 


HETEROPHRAGMA. 

Heterophragma adenophylla, Seem., Bignoniace®. 

Vern .—Petthan, Burm. 

A moderate sized deciduous tree met with in Burma and'Andaman 
Islands. 

•39 ' 


576 
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HIPPO- i 

. . -— . -- = ; — 

• 

• 

• 

PE®. 

Wood yellowish-White, moderately'hard. 

Weight 41 lbs. per cubic 

“ 

foot. . • 

r 

lbs. 


B 1421. Tharrawaddy, Burma 

• • • \2 

577 

Heterophragma Roxburghii, DC. 

Syn.^PATHODEA Roxburghii, Sprang. ; 
Roxb. « 

Bignonia quadrilocularis, 


Vttn.—Baro-kala-goru, Tam.; Bondgu, Tel.; Pullung, warras. Mar. 

A large tree ‘met with in Chanda District, Godavari forests, and 
Western Codfct. 

Wood grey, rough, moderately hard. Weight 40 lbs. per cubic 
foot. 


57® 


C. 1106. Ahiri Reserve, Central Provinces 


lbs. 

40 


H, sulfurea, Kurz. 

Vem. — Thitlinda, Burm. 

A deciduous tree met with in Burma, chiefly in Prome district. 

Wood dark-grey, soft, even-grained, in structure resembling that of 
H. Roxburghii. Weight from 40 to 60 lbs. 

lllft 

B 2547. Burma (1862)°.. 


579 


< 


580 


581 


HIBISCUS. 

Hibiscus macrophyllus, Roxl., Malvace*. 

An evergreen tree, a native of Eastern Bengal and the Eastern 
Peninsula. Kurz says its Burmese name is Yet moon, and that the 
liber yields a strong fibre. It is called Kachia udal, Kasaya palla in 
Bengal. 

Sapwood white, heartwood light, purplish-brown, soft, even-grained. 
E. 3289. Rinkheong Reserve, Chittagong. 

(Specimens wanted .) 

H. tiliaceus, Linn. 

Vem.— Bola, ekelwa, Bkng.; Tkengben , thimban, Burm.; Belisrobel 
bellipatta, Cinch. s * 

A much branched bush of the Coasts of India, Burma, and Ceylon. 
Weight 35 to 38 lbs. per cubic foot. * 

The wood is not used except as fuel. Said to be used in Tahiti for 
planking and light boats. 

‘ lbs. 

E 405. Sundarbans.35 

No. 7 . Ceylon Collection (marked Paritium 

ceum).38 


HIPPOPH^E. 

Hippophae rhamnoides, Linn. ? 

Vcm.— Tsarap, tsarma, sirma, ts&k, tarru , niechak, tserkar, tsermang, 
LAdak, Piti, and Lahoul. 

A large thorny shrub, sometimes a small tree met with in the inner 
tract of the North-West Himalaya, chiefly in moist, gravelly stream- 
beds, from 5,000 to io,ooo feet. 
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Heartwood yellowish-browh, mottled, moderately hard, close-grain¬ 
ed. Weight 38 to 54 lbs. • , 

It is used for fuel and charcoal, and the dry branches for hedges. 
It is vfiry valuable in the dry, almost treeless tracts of the Inner 
Himalaya. • 

lb». 

H 135. Lahoul, 10,000 feet . . . . 44 

H 3063. Kunawar, 8,000 », . . . •. 


i'HOLAJEft- 

HEKA* 


HIPTAGE. 

Hiptage Madablota, Gcer/n., Malphigiace.*, 

Syn.— Gaertnekea racemosa, Roxb. *(Fl. Jnd. H. 36S.) 

Vein. — Kampti, madmalti, Hind.; Endra, chopar benkar, Khuvia, Pfl. j 
Shempatti , Nepal ; Haladvsail, Mar. ; Madubhluta, Be No. j Boromali, 
Uriya. » 

A common climbing shrub of most parts of India and Burma. 

Wood red in the centre, yellowish white in the outer portion: moder¬ 
ately hard. 

O 3655. Saharanpur, N. W. P. 

«k 

HOLARRHENA, 

Holarrhena antidysent&rica, Wall., Apocynaceas. 

Vem.— Karra, kaura, kora, kura, kiar, kari, iarchi, dhudi, Hind.. 
Korkoria, Oraon ; Kurchi, Bhumij ; Towa, kuti, Kol. ; Kuria, Kar'. 
war; Rita, korwa, patrukumvan, Uriya; Kogar, kiam, Pu. ; Kachri 
Oudh; Samoka,girchx, Gond ; Kurakat, Kurku ; Ankhria, Bhii ' 
Dhowda, Gvr.i Kyra, karingi, Nepal; Oudah, dudhkuri, Mechi • 
Dudcory. Ass.; Madmandi Garo ; Vepah, Tam. ; Pala, kodaga, Tel • 
ICurra,fi/i\R. ; Lettoukgyee, Burm. ’ 

A small deciduous tree found in the sub-Himalayan tract from the 
Chenab eastwards ascending to 3,500 feet, in Oudh, Bengal, Central and 
South India. 


Dehra 


O 258. 
O 263. 
O 3083. 
C 2801. 


Garhwal (1868) 


turning. 

lbs. 


O 3083. Gonda, Oudh . . . . . ! ... 

C 2801. Melghat, Berar . . . , 1 36 

C 1158. Ahiri Reserve, Central Provinces . ? 

C 2734- Moharli „ „ „ . 44 

C 957. Guzerat.. . 4 , 

No. 5?. Salem Collection (marked Wrightia tinc- 

toria) . .... 30 

C 3558. Khurda Forests, Orissa . . . .39 

H. mitis, R- Hr. 

V txn.—Kiriwalla, Cingh. 

. A tree of Ceylon. 

Wood white, close-grained, soft, in structure resembW that of 

H. antidysentenca. 6 

No. 46. Ceylon Collection ( Echites lanceolata) . 

(Specimens wanted.) 


141 






Economic Products of India. 


PARi VII. ] 

i _ 

HOMONO-' 

YA. 




HOLIGARNA. 


585 


586 


587 


I 588 

\ ■ 


Holigarnd longifolia, Roxb., Anacardiacf..®. « 

Vern,— Barola, Beng. j Khreik , Magh. ; HtUu/>irt, Bom. 

A tall tree, native of Eastern Bengal, Chittagong, and Pegu. The 
Bombay m seems most probably to be H. Arnottiaua, llook.f. 

Wood grey with* yellowish streaks, soft; not used. 

E 3287. R'jnkheong Forest, Chittagong. 

«* 

HOMALIUM. 

Homalium tomentosnm, Samydace®. 

Syn. — Blackwellia tomentosa. Vent. ( Brandis' Burma Catalogue , 
. 1862, No. 58.) 

Vern.— Myoukshavs, Burm. 

A large deciduous tree of Chittagong and Burma. 

Wood brown, with dark-coloured heartwood, very hard, heavy and 
close-grained; splits in seasoning. 

The wood is durable and is used for the teeth of harrows and for 
• furniture. 


B 33 1 * 

Burma (1866) . 

• 

• 

lbs. 

• () 3 

B 2534. 

„ (1862) 

• 

• 

• 50 

B 2692. 

Tpvoy ( Wallich, 1828) . 

• 

. 

. 61 

B 2699. 

99 99 99 • 

• 

• 

. 64 

B 2702. 
E 3713 - 

W » 99 • 

R. B. Gardens, Calcutta. 

• 

• 

• 55 


HOMONOYA. 

Homonoya riparia, Lour., Euphorbiace®. 

Syn. —Adelia neriifolia Roxb. (FI. Jnd., iij* 849.) 

Vern. — Kanddgar, Kumaun; Khola ruts, Nepal; Mongthel , Lepcha; 
Taniki, Tel. j Sundeh, Gond ; Jeljambu, Kukku ; Kat-alluri, Mal. ; 
Momahha, yay-tagyeeben, Burm. 

A small shrub found on the rocky and stony river beds throughout 
India. _ * 

Wood grey or greyish-brown, moderately hard, close-grained. Weight 
40 lbs. per cubic foot. 

* lbs. 

E 3303. Sivoke, Darjeeling Terai . . . .40 

H. symphylliacfolta, Kurz. 

Vern. — Bajadanti, Nepal ; Ching, Lepcha. 

A moderate sized evergreen tree, found in the damp forests of the 
Lower Darjeeling hills. 

Wood yellowish-white, hard, smooth, close-grained. Weight 54 to 59 
lbs. per cubic foot. The section of the stem is very irregular, pre¬ 
senting deep sinuosities. 

The wood is hard and tough, and is used for punting poles by |he 
Tisla boatmen. It is recommended for trial as a substitute for boxwood. 

ItM. 

E 496. Khookloong Forest, Darjeeling . . .54 

E 2429. Tista Valley, near Sivoke, Darjeeling . 59 
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HOPEA. 

Hopea odorata, Roxb., Dipterocarpk®. ' • 

V im.—Thingan, Burm. ; Rimda, And. * 

A large evergreen tree found scattered in the evergreen forests of 
British Burma and the Andaman Islands. 

Wood yellow or yellowish-brown, hard, cl$se, and 3 sven-grained. 
Weight about 50 lbs. 

Very durable, e. g., the specimens brought by Wallich from Tavoy 
in 1828, which, though now 50 years old, are perfectly %ound and good. 
Boats made of it are said to last 20 years. It is the chief timber tree 
of Southern Tenasserim. It is used for house-building and canoes ; 
also considered good for solid cart wheels. 


B 

B 

B 

B 

B 

B 

B 

B 

B 


282. 

285. 

546 . 

2509. 

2698. 

2714. 

2716. 

5 11 ' 

2201. 


Burma (1867) . 

M »l • • 

Martaban 
Burma (1862) . 

Tavoy {Wallich, 1S28) 


Andaman Islands 


H. sp. 


{Major Ford , 1866) 


11 ) 8 . 

44 

53 
43 
52 

*9 

56 

5 i 

54 


V ettl.— Tkinganshwari. 

A tree met with in narrow belts along streams. 

The wood is in great demand for boat hulls. {Burma Forests Report, 
1880-81, p. 13). 

b 3702. Burma. 

H. parviflora, Bcadome. 

Vera.— Kiral boghi, tirpu, Kan. ; Irubogam, Mal. 

A large tree of the western moist zone, of Malabar and South 
Kanara, up to 3,50° feet. 

Wood brown, hard, and close-grained, weight 62 to 63 lbs. 

The wood is of good quality, though scarcely known ; it is valued in 
South Kanara for building temples, and may be found useful for 
sleepers. 

lb*. 

W 745. South Kanara.62 

W 759 » ...... 63 


HYDRAN¬ 

GEA, 

589 


590 


501 


HYDRANGEA. 

Hydrangea robuSta, ffook.f and Th Saxifrapejs. 

Vera. — Bogoti , Nepal. 

A small deciduous tree, found in the Eastern Himalaya and Sikkim, 
from 5,000 to 7,000 feet, generally as undergrowth in the oak forests. 

Wood white, moderately hard, close-grained. Weight 42 lbs. per 
cubic foot. 

lbs. 

E 2370. Rangbiil, Darjeeling, 7,000 feet . . 42 

H. vestita, Wall. 

Vera. — Kulain, Bhutia j Pokuttia, Nepal. 

A small deciduous tree, met with in the Himalaya from Kumaun to 
Sikkim between 5,000 and 11,000 feet. 


592 


593 
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•|1CHN0CAS* 
i PUS. 


"Wood pinkish-white, moderately hafd. Weight 45 lbs. per cubic foot* 

_ ■ r lbs. 

E S 73 * Tonglo, Darjeeling, 10,000 feet . . .45 


HYMENODICTYON. 

c 

Hymenodiftyon excelsum, Wall., Rubiacej:. 

Syn. —Cinchona excelsa, Roxb. (FI. Jnd., i, 5 29 .) 

Vem. — Bartu, barthoa, Pb. ; Bhaulan, bhalena, bhamina, dhauli , kukArkat, 
bhurkir, phaldu , bkobdr, potur, Hind.; Dondru, dandelo, Panch 
Mehals ; B hour sal. Mar. ; Raid kadi, Bom. ; Sagapu, Tam ; Dudiyetta, 
dudippa, cketippa, burja, bandara , Tel. ; Bodoka, koiioo, Ukiya ; 
Manabina, Karnul ; Salt, Kol. ; Burkunda, Bhumij. 

A large deciduous tree, '30 to 40 feet high, met with on the dry hills 
at the base of the Western H imalayas, from Garhwal to Nepal, ascend¬ 
ing to 2,500 feet; throughout the Deccan and Central India to the 
Anamalays. Also in Tenasserim and Chittagong. {Hooker.) 

Wood brownish-grey, soft. Weight about 32 lbs. per cubic foot. 

It is used for agricultural implements, scabbards, grain measures, 
palanquins, toys and similar articles. 


0 216. 

Garhwal (186”) .... 

lbs. 

. 28 

0 350. 

Gorakhpur (1868) .... 

• 

0 1462. 

Bahraich, Oudh .... 

• 32 

0 1482. 

Kheri, Oudh .... 

• 34 

C 1127. 

AJiiri Reserve, Central Provinces 
Knurda Forests, Orissa . 

• 32 

c 3565- 

• 43 


H. thyrsiflorum, Wall. 

Syn. —Cinchona thyrsiflora, Roxb. {FI. Ind., i, 530.) 
VtHX.—Purgur, Hind, j Khoean, Bukm. 

A large deciduous tree of Northern and Eastern 
Burma. 

Wood white or grey, soft. Weight about 30 lbs. 
same as that of H. excelsum. 

It is used for black-boards and packing caseC. 

E 1231.- Sibsagar, Assam .... 

E 1286. Cachar. 

B 279. Burma (1867). 

B 3070. „ (1862) . 

B 559. Prome, Burma .... 

B 2287. Andaman Islands .... 


Pengal and 
Structure the 


ICHNOCARPUS. 

596 Ichnocarpus frutescens, R. Br., Apocyneje. 

Syn.—E chitks frutescens, Roxb. ( Ft . Ind., * 7 , 12.) 

Vern.— Dudhi, shyamd - lutta , Beng . Srama , Hind.; Nalla - tiga , Tel.; 

Tan-si-pai, BuRM. 

An extensive climber met with on the Western Himalayas, from 
Sirmoor to Nepal, altitude 1,000 to 2,000 feet; on the Upper Gangctic 
plains from Delhi to Bengal, Assam, Sylhet, Burma, Ceylon, and South 

. India. ... . 

Wpod white soft, without heartwood. 

C .3469. 
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ILEX. 


T*~ . I TTT'-jff'TtrlW 

INDIGO- 

FERAi 


Ilex dipyrena, Wall., Ilicineje. * 

Vern. — Shangala, kandlar, kalucko, didsa, clodru, dr&nda, Pb.j Kaula , 
karaput, munasi, gulsima, Nepal j Kandara, kadera, kateru, Simla. 

A small evergreen tree of the Himalaya, fromjhe Indus* to Bhutan 
above 5,000 feet. 

Wood white, hard, close-grained Weight 46 Ib% per cubic foot. 

, * . lbs. 

H 21. Matiyina, Simla, 7,000 feet . . .46 

I. insignis, Hook. f. 

Vern .— Lasuni, Nepal. * 

A small evergreen tree, found near Darjeeling, above 6,000 feet. 
Wood white, soft, close-grained. Weight 40 lbs. • 

lbs. 

E 355. Gumpahar Forest, Darjeeling, 7,000 feet . 40 
E 3407. The Park, Darjeeling. 

H 250. Garhwal Hills may be a specimen of this species, 
or perhaps I. odorata, Ham. 

I. thesefolia, Wall. 

Syn.— 1 . GAULTHERLSFOLIA, Kurg. ( 245 .) 

A moderate sized evergreen tree, found near Darjeeling and KMsia 
Hills, and Tenasserim. , 

Wood white, soft, close-grained, with white concentric lines, which 
seem to correspond to annual rings. Weight 39 lbs. per cubic foot. 

lbs. 

E 692. Chuttockpur, Darjeeling, 6,000 feet * . 39 

Implements, utensils, Machinery and general carpentry,— 

Woods used for. See Appendix. 


557 
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INDIGOFERA. 

Indigofera atropurpurea, Ham., Leguminosje. 

Vern. — Bankati , kala sakena, sakna. Hind, j Khenti jand, Kaghan j 
Kathi, gorkatri, Kashmir. 

A small shrub of dthe Salt Range, from 2,500 to 5,000 feet, and outer 
Himalaya from the Jhelum to Nepal, ascending to q.ooo feet, but found 
as low as 1,200 feet on the Siwalik Hills. 

Wood similar to that of I. heterantha. ’ 

H 2824. Cheng Forest, Simla, 7,000 feet. % 

I. heterantha, Wall. 

Syn.—I. Gerardiana, Wall. [Hook, FI. Ind., ii, 100,var.) 

Vern.— Kali, khenti, mattu, kats, shdgali, Pb. ; Kathi, theot, Simla. 

A small shrub of the North-West Himalaya and eastern skirts of 
the Suliman Range, ascending to 8,000 feet. 

Wood hard, white, with an irregular heartwood of dark colour. 
Weight 56 lbs. per cubic foot. , 

lbs. 

H 2825. Fagu, Simla, 8,000 feet. 

H 2870. Nagkanda, Simla, 8,000 feet . . .... * 

H 2935. Mahasu, Simla, 7,000 feet . . .56 

K % MS 
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JASMINUM. 

* 602 Indigofera pulchella, Roxb. 

Vem ,—Uierr, Kol j Jirhil, Kharwar. 

The wood has a structure similar to that of 1 . heterantha. 

C 3447. Barasatid Reserve, Palamow, Chutia Nagpur. 

603 I* stachypdes, Ldl. 

Syn.—I. DoruJi, Ham’, var. Tomentosa, Baker. 

Vern.— Chiringi jhar, Nepal. 

A small |ree in the inner Eastern Himalaya, Khasia Hills, and Silhet. 
Wood hard, white, with an irregular dark-coloured heartwood. 

E. 3359. Rhenokh, Sikkim, 3,000 feet. 


ISONANDRA. 

604 I&onandra obovata. Griff., Sapotacea. 

Vern.—P 

An evergreen tree of Tenasserim. 

B 2687. Tavoy (1828) is possibly this species. 

E 3691. 

IXORA. 

605 Ixora parviflora, Vakl., Rubiace,®. 

The Torch Tree. 

Vern. —Kota gandhal, Hind.; Rang an, Beng.; Pete, Kol.j Disti, Gond; 
Kurat, lokandi, Mar.; Shulundu kora, Tam.; Karipal, kachipadel, tadda 
pallu, Tel.; Kon, Gond; Korgi, Kan.; Telia kurwan, Uriya; Maha 
ratambala, Cingh. 

r An evergreen shrub or small tree of Bengal, Burma, Central and 

South India. 

Wood light-brown, smooth, very hard, close-grained. No heartwood. 
Weight about 60 lbs. per cubic foot. 

The wood is well suited for turning a..d might do for engraving. 
Beddome says it is used for furniture and building purposes. 

IbB. 

C 1156. Ahiri Reserve, Central Provinces . . . 57 

C 3464. Saranda Forests, Chutia Nagpur. 

% 

JASMINUM. 

606 Jasminum grandifiorum, Linn., Oleace®. 

Vera..— Chambel, jati. Hind.; Myablay, Burm. 

Found on the Himalaya, and often cultivated. 

H 3026. Nagkanda, 8,000 feet. Has, like J. officinale, white wood. 

607 J. humile, Linn. . 

Syn.—J. revolutum, Sims. 

'Vern..—Chamba,juari , tsonu,summun,jai, tsuman, kuja, Pb.; Sonajdhi, 
Kumaun; Sim, re, Chenab; Shing, paring, marti, Sutlej. 

A small shrub, wild in the sub-tropical Himalaya at 2,000 to 5,000 
feet, from Kashmir to Nepal, in Bhutan, South India, and Ceylon; widely 
‘ cultivated in gardens throughout India. 

Wood white, moderately hard, even-grained. 

H 2891, H 3027. Nagkanda, Simla, 7,000 feet. 
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Jasminum officinale, Linn. * 

Tern ,—Ckamba, chirichog, kirt, Kashmir; Bansi, hnsfer, dumni, Chenab; 
Dassi, samsem, Ravi ; Suni, somun, Sutlej ; Chambeli, KTjmaun. 

A cltmber of the Salt Range and the Himalaya from the Indus to 
Sarda. 

H 2879. Nagkanda, 8,000 feet. • # 

JATROPHA, 

Jatropha Curcas, Linn., Euphorbiace.®. 

The Physic Nut. 

Vem.— Bagberenda , safed ind, Hinb., bAig. j Rule j era, totka bendi, 
Kol. ; Ka.da.nt, Nepal ; Kaat-amunak, Tam. ; Nepalam , Tel. ; Mara- 
narulle, ma.rahara.lu, Kan.; Raak-avenako, Mal.; Thinbau-kyeksu, 
Bukm. • 

A shrub indigenous in America; cultivated in most parts of India, 
especially in Coromandel and Travancore. 

Wood white, very soft, perishable. Weight, 25 lbs. per cubic foot. 
Often used for hedges, and planted near villages. 

» » lba. 

E 2427. Manjha, Darjeeling Terai . . . .25 

J. glandulifera, Roxb. 

' Vem.-Lal-bkerendaf Beng. ; Jangalieranda , Bom. ; Addalay, Tam.; 
Nela-amida, Tel. ; Nikumba, Sans. * 

A small gregarious bush frequenting waste places, exceedingly plen¬ 
tiful in Bengal, and not more than 3 feet in height. Less plentiful in 
Upper India, but often attains the height of 6 feet. 

It is largely used for hedges. 


JUGLANS, 

608 * 


609 
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JUGLANS. 

Juglans regia; Linn., Juglande®. 

The Walnut. 

Vem. — Charmaghn, PERS.; Ughs, naughts, Afg. ; Akkor, krot, din, Kash¬ 
mir ; Kabotang, thanka, Pb. j Starga, Ladak ; Kd, Kunawak ; Akhor, 
kharot, Kumaun ; Akhrot, Hind.; Akrut, Beng.; Kowal, Lepcha; 
Tagashing, Bmutia. 

A large tree wild in the North-West Provinces and the Sikkim 
Himalaya, and largely cultivated, especially in Afghanistan and 
Kashmir. 

Heartwood greyish-brown with darker streaks, } often beautifully 
mottled, moderately hard, even-grained, seasons and polishes well. 
Weight ; European walnut weighs 40 to 48 lbs. per cubic foot; 
our specimens give, North-West Himalaya 41 lbs., Sikkim 33 lbs. on 
an average. The tree reaches a very large size. Brandis describes 
trees up to 28 feet in girth and 100 feet high from the North-West 
Himalaya ; in Sikkim it often reaches 100 to 120 feet in height with a 
girth of 12 feet or more. It is being grown in plantations at Rangbiil 
and other places near Darjeeling. 

The wood is extensively used for furniture throughout the Himalaya, 
and its principal use is for gun-stocks. In Darjeeling it is occasionally 
used for shingles by the Bhutias, but is not so good as chestnut. > Before 
it became scarce in the forests it was largely used for house-fittings, 
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and many of thS older houses in Darjeeling have their 
windows and other fittings almos^ entirely of walnut. 


H 7. Theog, Simla, 5,000 feet . 

H 3163. Dungagalli, Hazara, 7,000 feet 
MatiyAna, Simla, 7,000 feet 


H 

H 

H 

H 

H 

H 

H 

E 

E 


9 - 

15 - 
35 - 
780. 
123. 
428. 

357 - 
2440. 

E 2441. 

E 3S87- ) 
E 3632. j 


Tubal, 4,000 feet 
Madhan, 6,000 feet . 

Cfcamba, 4,000 feet . 

Ralla, Kulu, 6,000 feet 
Durani block, Deoban, Jaunsar, 6,000 feet 
Tukdah Forest, Darjeeling, 5,000 feet 
Darjeekng, 6,000 feet 
Rangirum Forest, Darjeeling, 5,000 feet 

Darjeeling, 7,000 feet 


doors and 

lbs. 

*1 • •• 

• ••• 

• 38 

• 43 

• 33 

• 41 
. ‘46 
. 42 

• 43 
. 28 

• 37 

• 33 


f 
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JUNIPERUS. 

Juniperus communis, Linn., Conifer®. 

Vera. — N6ch, puma, pethra, bentha, betar, Kashmir, Chamba and Kor.u; 
Lang shur, thelu, lewar, Kunawar ; Chuni, shi'/pa, Piti ; Sbama, ’ 
Lahoul ; Chickia, Kumaun. 

A large shrub of the North-West Himalaya ascending to 14,000 
feet, extending eastward to Kumaun, Mountains of Western Asia and 
Europe. <■ 

Wood white, moderately hard, fragrant, highly resinous, with a small 
mass of darker wood near the centre. Weight, according to Mathieu, 
FI. For., p. 448, 34 lbs.; our specimen gives 33 lbs. per cubic foot. 

In the Himalaya it rarely attains more than 6 to 7 feet in height, 
often with a disproportionately thick stem, 18 to 24 inches in girth. 

The wood is used for fuel. 

lbs. 

H 137. Lahoul, about 10,000 feet . . *33 

H 907. Upper Chenab ,, ... ... 

J. excelsa, M. Bieb. 

Himalayan Pencil Cedar. 

Vera. — Apurs, Beluchistan ; Ckalai, Jhelam ; Shukpa, shur, shurgu, 
lewar, Chenab and Sutlej ; Luir, Ravi j Shurbnta, shurgu, shukpa, 
Tibet j Dhup, paddm, padmak, stirgi, N.,W. P. j 1 'Shupi, dhupri, 
chandan, shukpa, Nepal. 

A moderate sized tree of the arid tract of the North-West Hima¬ 
laya and« Western Tibet, extending eastward to Nepal, mountains of 
Afghanistan and North Beluchistan. 

Sapwood wh ; te, hearlwood red, very fragrant, often with a pur¬ 
plish tinge. Weight, Brandis gives 25 to 37 lbs. 

The wood is used in Quetta and Khelat for house-building, also 
mixed with stone for the walls of houses in Lahoul. Some of the 
temples in Kunawar are built of it, and it is there made into drinking- 
cups and walking-sticks. At Leh it is largely used as fuel, and is 
sometimes made into charcoal. 


H 163. 

Hazara, 7,000 feet 

• 


lbs. 

• 32 

H 772. 

Barmur, Ravi, 7,000 feet 

• 


• 34 

H 906. 

Upper Chenab Valley, 8,000 feet 



H 139. 

Lahoul, about 8,000 feet 

• 


• 34 

H 608. 

M ft * ft 

• 


. 29 
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KAYEA, 


Juniperus recurva, Ham. 

The Weeping Blue Juniper. * 

Vefn. — Wetyar, bettar, chuck, thelu, phulu,*,PB .; hettir, bkeddra, bidel- 
ganj, thelu, phulu, jhora, guff gal, bil, i iru, agdni, N.-W. P.; Tupi, 
Nepal; Pdma, Tibet; Deschu, chnkbu, Sikkim. 

A moderate sized tree native of Sikkim and Bhutan, 9/JO0 to 12,000 



Sapwood white, heartwood light red, very fragrant. Structure similar 
to that of J. excelsa except that the short broader medullary rays are 
wanting. Weight 38 to 42 lbs. per cubic foot. 

The wood is used for fuel at high elevations, and the twigs and leaves 
are largely exported from Sikkim to be used, as incense to burn in 
temples. • 


E 374. Sandukpho, Darjeeling, 12,000 feet . . 38 

E 2438* ,, >, ,, . • 42 


H 144, Lahoul, is what is generally called J. recurva in the North- 
West Himalaya ; alow procumbent shrub, covering large slopes in the 
inner arid Himalaya. Heartwood small, reddish, structure similar to 
' that of the Blue Juniper of Sikkim. Weight 47 lbs. per cubic foot. 

J. Wallichiana, Hook./, and Th. 

The Black Juniper. 

Vent. — Tchonpo, Sikkim. 

In the North-West a large shrub, in Sikkim a tree 9,000 to 15,000 
feet from the Indus to Sikkim. * 

Wood resembling that of J. excelsa. 

H 129. Rotang Pass, Lahoul, 12,000 feet. 


KANDELIA. 

Kandelia Rheedii, W. & A., Rhizophore^. 

Ver a.—Guria, Beng. ; Tsjeron-kandel, MALAY. 

An evergreen shrub, or small tree, found on the muddy shores in 
the tidal creeks of Bengal, Burma, and the Western Coast. 

Wood soft, close-grained. Weight 38 lbs. per cubic foot. 

Wood used only for firewood. 

lbs 

E 407. Sundarbans ...... 38 

E 3698. Sundarbuns (1882) 


KAYEA. 


Kayea floribunda, Wall. Guttiferje. 

Vern. — Karram-jowa, Sylhkt. 

A large tree of the tropical forests of the Eastern Himalaya extend¬ 
ing to Martaban and ascending to 3,000 feet. 

{Specimens wanted.) 


K. stylosa, Thwaites ( [Enum . 50.) 

Vem.— Suvanda, ClNGH. 

A large tree of Ceylon south of the island, 
Wood soft, reddish; weight 56 lbs. 

No. 82, Ceylon Collection 

C Specimens wanted .) 


lbs. , 


• 56 


*49 
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KORTHALSIA. 
Korthalsia laciniosa, Mart., Palma. 

Syn. —Calamosagus laciniosus, Griff. 
Found ‘fti Tenasserim. 

r- 

(1 Specimens wanted.) 

K. scaphigera, Mart. 

Syn. —Calamosagus scaphiger. Griff. 
Vern. — Bordah, paridah, And. 

B 1041. Andaman Islands. 

(Specimens wanted.) 


KYDIA. 

Kydia calycina, Roxb., Malvacea. 

Syn. —K. calycina and fraTERna, Roxb. (FI. Ind, Hi., tSS, jSg.) 

Vern. — Pola, pula, pulipatha, potari, Hind, ; Varanga, varan yada, Bom. j 
Baranga, bhoti, C. P. ; Bittia gonyer, Kol ; Derki, Kharwar ; Kubinde, 
Nepal; Sedangtaglar, Lepcha ; Mahays, moshungon, Mf.chi; Boldo- 
bak, GaRO ; Kopdsia, Uriya; Potri, pakdiki, peddapotri, pedda kitnji, 
Tel.; Btfrnk, bosha, kunji , Gondj Bendl , bende-naru, Kan.; 
Warung, Mar.; Dwabote, Burm. 

A small tree, common ir the forests of all parts of India and Burma 
except the arid region. Growth fast, four to eight rings per inch of 
radius. 

Wood white, soft; no heart. Weight 40 lbs. on an average. 

The wood is used for house-building, ploughs, and oars, and for carv¬ 
ing. 


C 1177 . 

Ahiri Reserve, Central Provinces 

■ 

lbs. 

• 37 

C 1163. 

If » 99 99 • 

• 

• 33 

& 

CO 

0 

Saharanpur .... 

• 

* 45 


LAGERSTRCEMIA. 

Lagerstrcfemia Flos-Reginae, Retz., Lythracea. 

Syn. - L. Regina, Roxb. 

Vetn. — Jarul, Beng. ; Gara saikre, Kol. ; Ajhar, Ass, ; Bolashari, Caro ; 
Kadali, Tam.; Challd, Kan.; Adamboe, Mal. ; Taman, mot a bondara. 
Mar.; Kamaung, Magh; Pymma, Burm.; Murute, Cingh. 

A large deciduous tree, found in East Bengal, Assam, Burma, and on 
the West Coast, extending north to Ratnagiri. 

Wood shining, light red, hard. Weight about 4olbs. per cubic foot. 
The wood in Burma is frequently very porous with an abundance of large 
pores. 

The 1 most valuable timber of Sylhet, Cachar and Chittagong, and in 
Burma the most valuable after teak. It is used in ship-building and for 
boats and canoes, all kinds of construction, timber and carts. The Ord¬ 
nance Department use it for many parts of their gun-carriages. In 
South India it is used for building, and in Ceylon for casks. It is culti. 

x 5° 


c 



Timbers. 


■[Part 


vated for ornament all over the hotter parts of India, and even as far 
north as Lahore. • 


lbs. 

48 

40 

40 


E» 630. Eastern Duars, Assam 
E 1228. Sibsagar, Assam 
E 2188. Nowgong, Assam 
E 1433. Assam 
E 1272. Cachar , 

E 410. Sundarbans 
E 710. Chittagong 
W 726. South Kanara 
B 808. Pegu 
B 3067. Burma (1862) 

B 2717. Tavoy (Wallich, 1828) 

E 3688. Chittagong 

The followi ng numbers are by Gamble referred to L 
a form which the Flora of British India reduces to L. Flos-Regii2se, 
Rets. 

lbs. 

B 296. Burma (1867).48 

B 306-8. „ (1862). 45 

Lagerstcemia hypoleuca, Kurz. 

Vein.— Pymmah, Bukm. ; Pdbda, And. 

A large deciduous tree of the Andaman Islands. 

Wood red, hard. Weight 35 to 45 lbs. per cubic foot. 

The wood is used largely in the Andamans for building, shingles, and 
other purposes 


38-5 

47 
47 
46 

39 

40 
42 
525 

Macrocorpa, Wall, 


B 510. 

Andaman Islands 


lbs. 

• • • ■ 

B 2202. 

» )» 

(1866) ." ! ! 

• 45 

B 2274. 

99 99 

99 • ■ • 

• 38 

B 2283. 

99 99 

99 • • • 

• 34 

B 2496. 

99 99 

(Home, 1874, No. 2) 

• 44 

L. lanceolata, Beddome.. 




Syn.—L. PARVIFLORA 
Ind„ i, S7S-) 


Roxb., var. majuscula, C. B . Clarke {Hook, FI. 


LAGI 

TfEMl 


623 


Vem. —Bandar a, nandi, Kan.; Nana, sokutia, Mar.; JSoda, bondaga, 
Dec. 

A large tree met with in the forests of the Western Ghats as far 
north as Khandeish, Mysore ' and ' Courtallum. Inner wood red, 
moderately hard. 

Weight 57 lbs. per cubic foot. 

* lbs. 

C 956. Gvzerat, Bombay. 

W 1220. North Kanara . . . '. *57 


L. microcarpa, Wight. 

Syn.—L. lanceolata,; Wall. (Hook, FI. Ind., U, S76,‘, Brandis, 240 .) 

Vem. — Benteak, venleak, Tam.; Ventaku, Tel.; Bolundur, billi nandi, 
Kan. ; Nandi, Coorg ; Nan ah, Mar. 

A large tree of the western forests of the Madras Presidency. 

■ Wood red, moderately hard. Weight about 42 lbs. 

Much used in construction and for ship-building, also for*coffee-cases 
and for furniture. 

lbs. 

W 765. South Kanara.48' 

W 862. „ „.*«.»• 48 

IS* 
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Lagerstrcemia parviflora, Hook. (FI. Ind., U, 575; Roxb., FI. Ind. 
H> 505 •) , 

Vern .—Bdkli, kat dhaura, dhaura, lendya, seina, sida, asid. Hind, j Sida, 
Beng’, Mechi, Ass.; Borden, bordengri, Nepal; Kanhil, Lepcha.; 
Shtda, Gabo ; She}-, Banda ; Sen, Bijeragogarh ; Kakria, Guz. ; Sahine, 
Chanda; Chinangi, Tel.; Ckungi, pilugu, Hyderabad; Nana, bon - 
darq, nandi, bellinandi, sina, lendi, Mar. ; Ventaku, cheninge, Kan ; 
Le\.dya, Baiqas; Sina, nelli, leria, Gond; Chekerey, Kurku ; Tsam- 
belay, Burm. 

A large deciducyis tree of the sub-Himalayan tract from the Jumna 
eastwards, of Qudh, Bengal, Assam, Central and South India. 

Wood very hard, grey or greyish-brown, often with a reddish tinge, 
darker coloured near the centre, hard. 

Wood tough, elastic, seasons w^ll, works freely, and is fairly durable. It 
coppices well. Ten sleepers laid down on the Oudh and Rohilkhand 
Railway in 1870 were reported, on being examined in 1875, to be sound. 
A number of sleepers are being tried on the Northern Bengal State 
Railway, but the result is not yet known. It is used for ploughs and 
other agricultural implements, for construction, for buggy shafts and axe 
handles. It gives a very good charcoal. 


O 232. Garhwal (1868) . . 

O 2999. „ (1874)1. 

O 339. Gorakhpur (1868) 

C 196. Mandla, Central Provinces (1870) 

£ ] Moharli Reserve. Central Provinces 

C 2 749- > 

C 1140. Ahiri Reserve, Central Provinces 
C 2768. Melghit, Berar 
E 666. Bamunpokri, Darjeeling Terai 
E 2379. Sukna Forest „ „ 

E 785. Kamrup, Assam 


45 

5 1 
54 

49 

5 0 

60 

54 

5 2 
54 


L. tomentosa, Presl. 

Vem. — Laiza, Burm. 

A large deciduous tree found in Burma; frequent in Pegu and 
Martaban. 

The timber is valued for bows and spear handles, and is also used for 
canoes and cart-wheels, 

lbs. 

B 572. Prome. *.46 

B 2533. Burma (1862) .S3 


LARIX. 


628 


Larue Griffithii, Hook./, and Tk., Conifers. 

Vem. — Sah, saar, Sikkim. 

A deciduous tree found in Nepal, Sikkim, and Bhutan, between 8,000 
and 12,000 feet. 

Heartwoodred; inner zone of each annual ring soft and spongy, outer 
zone narrower, firm, and shining. Resinous ducts scanty, large. Weight 
32 lbs. per cubic foot. 

The wood is considered durable, and is exported from Sikkim into 
Tibet. HOoker in Himalayan Journals, ii, p. 14, says that he never saw 
the wood to be red but always white and soft. Our specimen, however, is 
red, and closely resembles the wood of the European Larch. 

lbs. 

E 969. • Chumbi Valley* Tibet, about 10,000 feet 32 

152 
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LAWSON I A. 

» 

Lawsonia alba, Lam., Lythraceje. 

The Henna Plant. 

Vera.— Henna, mehndi, Hind.j Dan, Burm. ; Manghatb\ Uriyaj Mari- 
thondi, Tam. ; Gorantlu, Kan. » 

A shrub found wild in Beluchistan, on the Coromandol Coast, and 
perhaps in Central India; cultivated throughout Inc&a, chiefly for its dye, 
s but also as a hedge plant. • 

Wood grey, hard, close-grained. 

C 2000. Nimar, Central Provinces. 


LEEA. 

• i 

629 ^ 


LEBEDIEROPSIS. 

Lebedieropsis orbicularis, Mull. Arg., Euphorbiaceje. 

Syn. —Cluytia collina, Roxb. (FI. Ind., in, 732.) 

Vem.— Garrar, gardri, Hind. ; Parasu, pas, Kol. ; Kergaili, Kharwar ; 
Karada, Uriya ; Korsi, wodesha, kadishen, korshe, Tel. j Wodayu, 
•osaddan, Tam. ; Garari, Mar.; Madara, Cingh. 

A small deciduous tree met with in Bandelkhand, Satpura Range, 
and forests southwards to the Godavari mountains of South India. 

Wood red, tough, moderately hard to hard, close and even-grained, 
warps in seasoning. H&rtwood dark red, small; sap wood lighter- 
coloured. Weight 54 to 55 lbs. per cubic foot. 

Beddome says the wood is much used in India. It coppices readily 
and in great abundance ; it may, therefore, be specially recommended 
where fuel has to be produced in tropical part - of India, but it is also 
recommended as a useful wood for turning. The outer crust of the 
capsule is said to be poisonous, and is so used in Singbhum by the Ho- 
K 61 s, as also the root mixed with salt. 

lbs. 

C U75. Ahiri Reserve, Central Provinces . 54 

C 1252. Gumsu:, Madras . . . . 55 

C 1306. ,, • ■ . . . 54 

C 3452. Betlah Reserve, Palamow, Chutia Nagpur ... 


LEEA. 

Leea gigantea, Griff., Ampelideje. 

Vern.— Ashrak , Mechi. 

A small tree met with in forests of the Himalaya, Eastern Bengal, 
Burma, and West Coast. 

Wood moderately hard. 

E 3278. Muragh&t, West Duars. 

L. robusta, Roxb. 

Vtxtu—Galem, Nepal j Pantom, Lepcha. 

A shrub, habitat the same as the preceding. The dry stems are 
sometimes used as torches. 

Wood moderately hard ; the stems are used for fencing, for stakes, 
and for temporary huts. 

E 286?:} Dar i eelin S Terai - 


* 5 * 

-J 


63/ 


632 
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i 633 Leea Sambriana, Willd . 

, A shAib witl\ fluted stems, common throughout the hotter parts of 

India. • 

E 880. Darjeeling Terai. 

‘ 

, LEPTOBCEA. 

634 Leptobcea multiflora, Btk„ Gesnerace.®. 

Syn.— Championia multiflora, C. B. Clarke. 

Vera. — Tungrangrmok, Lepcha. 

A small shrub, found oh the hills of North-East Himalaya up to 
3,000 feet. 

m Wood yellowish-white, hard, close and even-grained. 

E 3314. Pankaban, Darjeeling, 2,000 feet. 

LEPTODERMIS. 

635 Leptodermis lanceolata, 1 Wall ., Rubiace®. 

Vem. - Jogia padera, Kumaun. 

A small shrub of the North-Western Himalaya, generally on locks 
between 5,000 and 10,000 feet. * 

Wood hard, white. 

lbs. 

H 2822. Simla, 6,000 feet . . . . .48 

LEUCCENA. 

636 Leuccena glauca, Bih., Leguminos®. 

> Vem.— 

A small tree-found in the outer valleys of^Kumaun and Garhwal. 
Wood white, hard. 

O 3657. Kumaun. 

(Specimens wanted.) 


LEUCOMER1S. 

1 

637 Leucomeris spectabilis, Don., Composite. 

Vera. — Panaa, Kumaun ; Bheea, pkusrae, Nepal . 1 
A small tree of Nepal, also found in Garhwal. 

(Specimens wanted.) 


LEYCESTERIA. 

638 Leycesteria Formosa, Wall., Caprifoliace®. 

Vei*n. — Malkarr, saunjla, nalkaru, karnaliya, Kumaun ; Tunguk, 
Lepcha. 

A8 erect shrub with hollow, generally herbaceous, stems, found 
throughout the Himalaya from the Sutlej to Bhutan, from 5,000 to 10,000 
feet. 
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LINDEBA. 


Wood resembling in structure that of Lonicera, but with slightly 
broader medullary rays. * • 

H, 2849. Mahasu, Simla, 8,000 feet. . 


LICUALA. 

Lieu ala, peltata, Roxb., Pauls. 

Vern.— Patti, chattah-pak. Ass.; Kurud, kurkuti, Beng. ; Sa-lu, Burm. ; 
Kapadah , And. ' 

A peltate-leaved palm of the forests of Assam, Eastern Bengal, 
Chittagong, Burma, and the Andamans; said to extend westward as 
far as Sikkim. , 1 

The stems are about 9 to 12 inches in girth and 5 to 15 feet high. 
The wood is rather soft, the vascular bundles are evenly distributed 
and dark coloured. > 

E 3366. Kasalong Reserve, Chittagong. 


639 


LIGUSTRUM. 

Ligustrum compactum, Hook f. and Th. 

Vern.— 

■ A large shrub of the North-West Himalaya from the Beas to the 
Sarda, at 3,500 to 6,000 feet. 

Wood white, moderately hard. Weight 64 lbs. per cubic foot. 
Ligustrum vulgare is the Privet , common in hedges in Europe. 

lbs. 

H 3059. Koti, Simla, 6,000 feet . . . . .64 


640 


LIMONIA. 

Limonia acidissima, Linn., Rutace.e. 641 

Syn .-L. CRENULATA, Roxb. 

Vern.— Bell, Hind. ; Belsian, Chutia Nagpur; Torelaga , Tec. ; Kawat, 

Mar. j Jh.ee baya-sa, Burm.; Bheuta, Uriyaj Naibela, Kan. 

A spinous shrub or small tree of dry hills in various parts of India. 

Wood very hard, close-grained, yellowish-white. Weight 39 lbs. per 
cubic foot. 

Might be useful for turning. 

lbs. 

C 353 ° 1 Khurdha Forests, Orissa . . . .59 

C 357 °) 

C 3645 Daltonganj, Palamow, Chutia Nagpu.% 

LINDERA. 

Lindera heterophylla, Meissn., Lauracejc. 642 

Vern.— Siltimber, Nepal. 

* A small evergreen tree of the higher Darjeeling hills, above 0,000 feet. 

Wood grey, moderately hard. Weight 42 lbs per cubic foot. 

lbs. 

E 384. Tonglo, Darjeeling, 10,000 feet . . .42 

E 3638 from Darjeeling, 11,000 feet, is either this or a neighbour¬ 
ing species. 
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LITSJEA. 

LINOCIERA. 

Linociera macrophyll?, Wall (Cat. 2826.) Ous.xcs.rn.. 

Syn. —Chionanthus macrophylla, Kura . 

A small ^g'abrous tree found in Eastern India. 

Wood pinkish-white. 

• No. 3211. Saharanpur Gardens, cultivated. 

t 

644 L. purpurea, •Vahl. 

Var.—Linociera dichotoma, Wall, in DC. 
t Syn. — Chionanthus dichotoma, Roxb. (FI. Ind.) 

' Vttn .— Deorkuda , Kol. « 

A small tree. 

. Wood moderately hard, close-grained, white. 

C 3486. Kolhan Forests, Singbhum, Chulia Nagpur, is probably 
this species. 

UTSA5A. 

645 Litsaea consimilis, Nees, Lauraceje. 

Syn.-— L. zeylanica, Nees (Brandis, 382, part.) 

Vern. — Chirira, chir chira, Kumaun ; Pooieli, Nepal. 

A small evergreen tree of the Himalaya from Simla eastwards. 

Wood yellow, moderately hard, close-grained. Weight 43 lbs. per 
cubic foot. 

A good wood. 

lbs, 

* E 2420. Hoorn Linding, Darjeeling, 5,000 feet . . 43 

646 L. lanuginosa, Nees. 

Vein. — Kalban, Pb. j Kokra , Hind. 

A moderate sized tree of the outer Himalaya,'from the Indus eastwards 
up to 6,000 feet. 

Wood yellow when fresh cut. 

H 2948. Sutlej Valley 3,000 feet. 

647 L. zeylanica, Nees. 

Syn.—L. foliosa, Nees j L. umbrosa, Nees ; L. scrobiculata, Nees 
in pC. Prodr. xv. 

Vern.— Chtmdi, shalanglu, rauli, chilotu, charkha, kaderu, marki, thirmal, 
eopru, Pb. j Kanvial, titbora, sara, jhatela, chirora, chirchira. Hind, j 
Belori, BuWghers ; Damal kurundu, Cingh. 

A moderate sized evergreen tree of the North-West Himalaya, between 
2,000 and 8,000 feet, of Eastern Bengal, Burma, and South India. 

Wood reddish-white, with darker heartwood, moderately hard. 
Weight 36 to 38 lbs. per cubic foot. 

It is used for house-building in South India. 

lbs. 

H 63. Nagkanda, Simla, 8,000 feet . . . • 36 

H 3055. Mahasu, Simla, 7,000 feet . . . . 38 

No 20 of Adrian Mendis* Ceylon Collection (51 lbs.) marked L. zey¬ 
lanica 01 Ceylon, has a shining wood with the same structure, but more 
- close-grained than that of the tree of the North-West Himalaya. 

‘ 156 






Timbers. 


OPART 'VII. 


• 

'LONICERA. 

LIVISTONA. 

Livistona. Jenkinsiana, Griff., Palm*. 

Vem. — Talainyom, tulac-myom, pur bang, Lb^CHA j Toko pat, ASS. 

An extremely handsome, fan-leaved palm, found in the Sivoke Hills 
in Sikkim and eastward to Assam, where it is commonesfin Nowgong 
and the Naga Hills. It attains 30 feet in height. * 

Wood very soft with white fibro-vaseular bundles^ 

E 2461. Sivoke Hills, Darjeeling. 

648 

• 

• 

LONICERA: ° 

1 

Lonicera alpigena, Linn., Caprifoliace*, 

(The honeysuckle is L. periclymenum, Linn.) 

A shrub of the North-West Himalaya from Kashmir to Kumaon, 8,000 
to 10,000 feet. 

Wood moderately hard. 

H 2912. Nagkanda, Simla, 8,00c feet. 

H 3016. Hattu, Simla, 10,000 feet. 


L. angustifolia, Wall. 

Vern. — Geang, Jaunsar ; Pilru,pkilku, Sutlej. 

A small shrub of the Himalaya .from the Indus to Sikkim, 6,000 to 
10,coo feet. 

Wood white, very close-grained. Weight 6«? lbs. per cubic foot. 

650 

lbs, 

H 2843. Mahasu, Simla, 8,500 feet . . . .60 

H 2875. Nagkanda, Simla, 8,000 feet. 

\ 

L. orientalis, Lamarck. 

A shrub found in the North-West .Himalaya, from Kashmir to Ku- 
maun, 8,000 to 10,000 feet. 

Wood white, with a darker centre; moderately hard. 

H 2909. Nagkanda, Simla, 8,000 feet. 

H 3017. Hattu, Simla, 10,000 feet. 

651 

L. quinquelocularis, Hardwicke. 

Vem. — Jarlan^ei, adei, Trans-Indus; Phut, Jhklum ; Tita bateri, 
pdkhur, Kashmir; Bakhru, Chenab; Khum, sdi, ’Iavi ; Deitdra , Beas; 
Kliunti, kraunti, takla, ebang, razbam, bhajra, bhijaul, bijgai, Sutlej; 
Bet kukri, bhat kukra, cheraya, kurmali, Kumaun. 

A large deciduous shrub found on the Suliman Range, North-West 
Himalaya, between 2,500 and 9,000 feet. 

Wood white, with a brown centre, very hard, and close-grained. 
Weight 52 lbs. per cubic foot. 

Used only for firewood. 

Jbs. 

H 81. Mashobra, Simla, 7,000 feet. 

H 2874. Nagkanda, Simla, 8,000 feet . . . 52, 

H 3180. Dungagali, Hazara, 7,000 feet . . ... 

652 
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LOPHOPETALUM. 

Lophopetalum littorale, Kurz, Celastrineje. 

Syn.—K okoona LiiroRALis, Lawson {Hook, FI. Ind., i, 617.) 

V tta.,—Moondein, Burm. 

A tree of Pegu atjd Tenasserim. 

Wood grey, moderately hard, even-grained. Weight, on an average, 
35 lbs. per cubic fqpt. 

, lbs. 

B 278. Burma (1867).27 

B 2513* » (1862) ...... 3d 

B 2300. Andaman Islands (1866) . . . -41 


L. Wallichii, Kurz. . 

<• Vem— Mongtaing, moondein, Burm. 

A large glabrous tree of Burma and the Andaman Islands, common 
in the open and more especially in the Eng forests. 

The wood is pale, turning pale-brown, finely and rather loose grained, 
hard, rather light. Heartwood brown. It is recommended for furniture. 
Major Ford says it is usedjby the Andamanese for writing boards. 

lbs. 

B 1947. Tavoy ( Kanazo-ta-loo , Burma) . . -31 

B 2248. (1866) Andamans {Toung-hmayo) . . ... 

L. Wightianum,^r». 

Vem.— Bolpale, Kan. 

A large evergreen tree of the Western coast from the Konkan to Cape 
Comorin. 

Wood reddish-grey, moderately hard, close-grained. Weight 28 to 
29 lbs. per cubic foot. 

The wood is much esteemed in South Kanara, where it is used for 
house-building. 

lbs. 

W 723. South Kanara.29 

W 853* »» »» ...... 28 


LORANTHUS. 

Loranthus longiflorus, Desr., Loranthaceje. 

Syn.—L. bicolor, Roxb. {FI. Ind., i, 548-) 

Vem. — Pand, amut, Pb, ; Banda, C. P. j Patha, .Banda. ; Bara manda, 
Beng. ; Vanua, Sans; Proosti, Lepcha; Ajeru, Nepal; Yelinga, 
wadinika, Tel.,- Kaurak, Bhil. ; Khyeepoung, Burm. 

A parasitic shrub, met with in the outer Himalaya from the Jhelam 
eastwards, ascending to 7,500 feet, in Bengal, Central and South India, 
Burma, Andaman Islands, and Ceylon. 

H 3061. Koti, Simla, 6,000 feet (on Q. dilatata). 


L. vestitus, Wall. 

Veifn.— Pand, Hind. 

A parasitic shrub of the North-West Himalaya from the Ravi to Sik¬ 
kim up.to 7,000 feet, and of the Khasia Hills. It grows often to a large 
size, and is extremely common in some parts of the Himalaya. 
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Wood reddish-white, compact, close-grained,* moderately hard. 
Weight 51 lbs per cubic foot. 

* • lbs. 

K3033 Theog, Simla, 7,000 feet (on Q dilatata) * ... 
n 2938 Below Naldehra, Simla, 5,009 feet (on Q. 
incana).51 


MAC AH AN- 
GA. | 


LUCULIA. 

Luculia gratissima, Sweet , Rubiacf* 

Vern— Dow art, Nepal, Simbran-grtp, Lepcha. 

An epiphytic shrub of the temperate Him ilaya, from Nepal to Bhu¬ 
tan, altitude 4,000 to 6,000 feet, also in Ava. (Kure.) 

Weight of wood 23 lbs per cubic foot 

(Specimens wanted ) 


MABA. 

Maba andamanica, Kurz, Eblnacue* 

Vern.— 

A shrub, 3 to 5 feet, of the Andamans , frequent in the moister upper 
mixed foicsts, and of the Nitobar islands 

Wood bluish-grey Weight 49 lb= per cubic foot* 

lbs 

B 2472 ( Kure , 1866) Andamans .... 49 

M. buxifolia, Pers. 1 

Vern — Gua koli, Uriya, Me-pvoung, Bi rm 
A small t\trgretn tree, common in South Dcccan, Peninsula and 
Ceylon , fiom Pegu to Malacca frequent, and found in Orissa 
C 3502 Khurdha forests, Orissa. 


MACARANGA. 

Macaranga denticulata, Mull Arg, Eiphorbiacf.® 

Vern.— Mallatc\ Nepal, Numro, Lipcha, 1 ou n^-kpcl-wan, Bukm. 

A small tree, often gregarious, found in the Sikkim Hills, from 3,000 
to 6,000 feet, chiefly on old clearings, and in Burma 

Wood soft, greyish-red Weight 29 lbs per cubic foot * 

It is much used fo* fencing and temporary huts 

* lbs 

E 2425 Tukdah Forest, Darjeeling, 5,000 feet . 29 

M. gummiflua, Mull. Arg. 

Vtm.—J'igt mallata , Nepal, Chakro , Garo, Burua, Chittagong, 
Pawamg, Magh 

A small tree, fo ind in Sikkim, from 3,000 to 6,000 feet, and in Eastern 
Bengal, often gregarious. Bark grey, smooth. 

Wood greyish-red, soft Weight 2a lbs per cubic foot. • 

It is used tor similar purposes to that of M. denticulata. 

lb«, 

E 2426 Pugramgbong, Darjeeling, 5,0 >0 feet . 22 
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MACLUBA. I* 

■ 663 Macaranga indica, Wight. 

Vern,- Degdakti, laikessau, Mechi; Laimallata, Nepal; Boura, Beng. ; 

' Modala, Ass. 

A small evergreen tree found in Sikkim up to 3,000 feet, the KhSsia 
Hills, Western Ghats, and Andaman Islands. 

Wood greyish-red, moderately hard. Weight 33 lbs. per cubic 
foot. t* 

lbs. 

’ E 2424. Chumbati, Darjeeling, 2,000 feet . . 33 

B 2475. Andaman Islands (Kurz , 1874) 

664 M. tomentosa, Wight. 

, Vern.— Vatte-kannx Tam. ; Vpligi, upalkai, kanchupranthi, Kan.; 

Chenthakanni , Mysore; Chanda, Bom.; Kanda, Cingh. 

A small tree of the Western Ghats, usually found on clearings; grows 
« very quickly. 

* Wood soft, perishable, and useless. 

(Specimens wanted.) 

MACHILUS. 

665 Machilus odoratissima, Nees., Lauraceje. 

Syn .— M. iNniCA, Lour (Kurg, ii, 291 .) t 

Vent.— Dalthi-ni, mith-patta, prora, badror, leddil, Pb. ; Kayo ala, HlND. 5 
Kaw ala, lali, jagrikat, Nepal.; Phamlet, Lepcha; Soom, Ass.; Ding- 
pingwait, Khasia. 

A large tree of the outer Himalaya ascending to 8 000 feet, of the 
Khdsia Hills and Burma. In Assam it grows gregariusy, in large forests, 
which are used for feeding the silkworms (Antheraea Assama) which give 
the Muga or Moonga silk. 

Wood grey, darkening, and turning red on exposure, soft to moderately 
hard, even-grained. Weight 40 lbs. per cubic foot. 

Used in Darjeeling, where it is very common, for building, chiefly for 
native houses. Also for tea-boxes. 

Ibs. 

H 92. The Glen, Simla, 6,000 feet ... 37 

H 929. Hazara, Punjab . . . . . „ 39 

E 435. Rangbul Forest, Darjeeling, 7,000 feet . *43 

E 2414* » »« » n • 3 ® 

E 592. Khooklong Forest, Darjeeling Terai . 43 

E 1*271. Lakhimpur, Assam .... 43 

E 3634. Darjeeling, 7,000 feet. 

MACLURA. 

<566 Madura tinctoria, D. Don., Urticace.b. 

The Fustic. 

A native of the West Indies, and Central and South America; intro¬ 
duced inti India. 

Wood orange-yellow, hard. Weight 53 lbs. per cubic foot. 

Wood used for dyeing. 

No. 2965. 
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[MAGNOLIA. 


MAC RQP AN AX. 

Macropgjnax undulatum, Seem., Araliace-e. 

Vern. — Chinia, Nepal; Prongtam, Lepcha? 

A moderate sized evergreen tree of the Eastern Himalaya, up to 
5,000 feet. *• 

Wood soft, yellowish-white, even-grained. Weight 30 lbs. per cubic 
foot. . 

lbs. 

E 688. Chuttockpur Forest, Darjeeling, 6,000 fe£t 30 

MiESA. • * 

Maesa macrophylla, Wall., Myrsineje. 

Vern. —Pkusera , Kumaun; Bogoti, Nepal; Tugom, Lepcha. 

A large shrub or small tree met with in the Eastern Himalaya from 
Nepal to Bhutan, especially in second-growth forests. 

Wood light brown, moderately hard; the sapwood is resinous. 

A sticky resin exudes from the bark when cut. 

E 3670. Kalimpung, Darjeeling^,000 feet. 

M. montana, A. DC. 

Vern. — Bilauni, Nepa%; Purmo, Lepcha. 

An evergreen, gregarious shrub or small tree met* with in the North- 
East Himalaya from Nepal eastwards. Eastern Bengal, and Burma (var. 
B. elongata = M. paniculata, A. DG.; Kure, ii, 99), often forming coppice¬ 
like, dense, second-growth forests at elevations from 3,000 to 6,000 feet on 
the Sikkim and Bhutan Hills. 

Used only for fuel and rough house-posts. 

Wood soft. 

E 2389. Tukdah Forest, Darjeeling, 6,000 feet. 

M. rugosa, Clarke. 9 

A small tree or stout shrub, with pretty white flowers found in Sikkim 
between 5,000 and 7,000 feet, is frequent in the upper valleys of the 
Teesta and Rutong. 

Wood light brown, soft. The sapwood is slightly resinous, annual 
rings marked by a dsyk line. 

E 3669. Mirig, Laba, British Bhutan, 6,000 feet. 

, MAGNOLIA. 

Magnolia Campbellii, Hook.f and Th., Massroliaceje., 

Red Magnolia. 

Vern. —Lai champ, Nepal; Sigutngrip, Lepcha; Pendder, Bhutia. 

A large, tall, deciduous tree of Sikkim and Bhutan from 7,000 to 
10,000 feet. 

Wood white, very soft. Weight 25 lbs. per cubic foot. 

It is occasionally used for planking, but now scarce. Chiefly remark¬ 
able for its magnificent large pink or white flowers, which appear in 
April. 


E 365. Rangyrum Forest, Darjeeling, 7,500 feet 


Ibi. • 
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« MALLOTUS. 

t 

Mallotus albus, Mull. e Arg., Euphorbiaceje. 

Syn. — M. tetracoccus, Kura (ii., 382) j Rottleraalba and tetracocca, 
Roxfy. (FI. Ind., iii, 829, 826.) 

Vera! — Marleya, Sylhet j Jogi mallata, Nepal ; Numbong, Lepcha. 

A small evergreen tree found in Sikkim, Eastern Bengal, Chitta¬ 
gong, Western Ghats, Mysore, and Ceylon. 

Wood soft, white. Weight 31 lbs. per cubic foot. 

lbs. 

E 2422. Sivoke, Darjeeling Terai . . .31 


M. muricatus, Mull. Arg .' 

'Vem.—~Ouk-mouk, Burm. 

r A large evergreen shrub of the Western Ghats and Andaman 
Islands. 

Wood grey, moderately hard. Weight 57 lbs. per cubic foot. 

lba. 

B 2476. Andaman Islands (Kura, 1874) . . 57 

M. oreophilus, Mull. Arg. 

Vem. — Numboongkor, Lepcha ; Safed mallata, Nepal. 

A small tree, common about Darjeeling, chiefly in second-growth 
forest ; met with,,in Sikkim 5,000 to 7,000 feet, and in the Khasia Hills. 
Wood white, soft. 

E 3397. The Park, Darjeeling, 6,500 feet. 


M. philippinensis, Mull. 

Syn. —Rottlera tinctoria, Roxb. 

Vem.— Kamela, Itamal, kambal, kantila, Pr. ; Rtten, riii it a, roli, Kumaun ; 
Rohni, Oudh ; Reoni, Banda; Rauni, rori, C. P. ; Rural, Lohar- 
dugga ; Punag, tung, kishur, kamalaguri (the dye powder) Beng. ; 
Sinduria, Nepal; Puroa,tukla, Lepcha; Baraiburi, siitditrpong, Mfchi; 
Chinderpang, machugan, GarO ; Gangui, pudditm, Ass. ; Kit mala, 
sundragurtdi, Uriya ; Kapli, kapila , Tam. ; Kthnkuma, vai.suntagunda, 
chendra, sinduri, Tel.; Koku, Gong ; Kurkit, corunga-vianje, sarua- 
kasari, hulichellu, Kan. ; Shendri, Mar. ; Ponnagam, Mal. ; Hampa - 
randella, ClNGH. ; Tau-theedin, Bukm. 

A small tree, met with in the Sub-Himalayai\ tract frdflm the Indus 
eastwards, ascending to 4,500 feet, in Bengal, Central and South India, 
Burma, and the Andaman Islands. 

Wood smooth, grey to light red, hard, close-grained, no heartwood ; 
it warps and shrinks. 

Used only f^r fuel. 

lbs. 


P 109. Sutlej Valley, 3,000 feet 
C 1178. Ahiri Reserve, Central Provinces 
E 599. Bamunpokri, Darjeeling Terai 
E 2421. ,, „ „ 


50 

43 

51 
49 


M. Roxburghianus, Mull. Arg. 

Syp.— Roteera pelt at a, Roxb. (FI. Ind., iii, 828.). * 

Vern. —Kamli mallata, phusri mallata, Nepal ; Ntmpooteli, Beng. ; 
Sirgullum, Sylhet. 

A small evergreen tree, found in Sikkim, Assam, Khasia Hills, East¬ 
ern Bengal and Burma. 
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Wood white, moderately’hard, close-grained.* Weight 46 lbs. per 
cubic foot. , # lbs. 

E 2423. Chenga Forest, Darjeeling Terai . % 46 

• 

MANGIFERA. 

Mangifera caloneura, Kurz., Anacardiaceje. * 

Vein. — Tauthayet, Burm. • 

A moderate sized evergreen tree found in Martaban, and possibly 
Tavoy. 

Wood light-brown, moderately hard. Weight 35 lbs. per cubic foot. 

* • lbs. 

B 294. Burma (1867).38 

B 2519. „ (1862).32 


MARLEA. » 

i 


677 . 


M. indica, Linn. * 

The Mango Tree. 

Vem.— Ant, Hind, and Uriya; Ghari Am, Ass.; Jegachu, bocho, Garo; 

Market, Gond; Ambe, Kurku ; Amba, Mar.; Mai, mangas, Tam.; 

Mamadi, mamid, Tel. ; Uli, Kol ; Ama, Baigas ; Tsarat-pang, Magh ; 

Mavena, mdvu, Kan.; Mava . Miff.; Thayet, Burm. 

A densely-branched, large tree, wild on the Western Ghats, the Chutia 
Nagpur Hills and the Naga Hills; cultivated all over India for its fruit, 
the Mango. • 

Wood grey, coarse-grained, soft. Weight about 41 lbs. per cubic foot. 

The wood is used for planking, door and window frames, in 
Calcutta for packing cases, and in* Behar for indigo boxes; canoes and 
Masula boats are made of it. The tree is, however, chiefly grown for the 
sake of its fruit. 

lbs. 

E 637, Goalpara, Assam .... 48 

B 2302. Assam ...... 38 

E 3x31. Calcutta ...... 41 

E 1957. Chittagong.39 

D 2053. Mysor? ...... 39 I 
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M. sylvatica, Roxb. {FI. Ind., a, 164.) 

Vem.— Dun am. Ass.; Lakshmi am, Sylhet ; Chuchi am, Nepal; Katur, 
Lepcha; Bagnal, Mechi; Hsengneng thayet, Burm. 

A large cvergreeif tree, met with in Nepal, Eastern Bengal and the 
Andamans ; rare in Burma. 

Wood grey, moderately hard. Weight 34 to 41 lbs. 

This wood, used unseasoned for packing tea, has been fouhd to corrode 
the lead foil, thereby spoiling the tea. 

• lbs. 

E 594. Hookloong Forest, Darjeeling Terai . 41 
E 952. Golaghat, Assam .... 34 


679 


MARLEA. 


Marlea begonfeefolia, Roxb. {FI. ind., «, 261.) Cornaceje. 

Vem.— Garkum, budkal, tumbri, N.-W. P.; Bodara, Be AS; Sidlu, 
Chenab ; Prot, Kashmir; Tilpattra, chitpattra, kurkui, Jhelum; 
Tumri, Kumaunj Timit, Nepal; Palet, Lepcha; Tapuya, Burm.; 
Marlea, marlisa, Sylhet. , 

A small tree of the outer Himalaya from the Indus to Bhutan, ascend- 
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ing in the North-West to 6,000 feet, and in Sikkim to g,ooo feet j of the 
Kndsia Hills, Eastern Bengal, Chittagong, and Martaban. 

Wood w'nite, soft, even-grained. Weight 42 lbs. per cubic foot. 

The wood is used for native houses in Sylhet. 


lbs. 


H 283'.. The Glen, Simla, 6,000 feet ... 42 

f 


MEDINILLA. 

68x Medinilla himalayana, H.fil, Melastomaceje. 

Vera.— ,. 

An epiphytfc shrub, found in Sikkim Hills, 3,000 to 6,000 feet, and in 
the Khdsia Hills at an altitude of 5,000 feet. 

f Wood grey, soft; medullary rays of lighter colour than the rest of 
the wood. 

E 3666. Rissom, Darjeeling, 6,000 feet. 

MELALEUCA. 

Melaleuca Leucadendron, Linn., Myrtace.®. 

Syn.—M. Cajuputi, Roxb .{ Fl . Ind ., Hi , 3 ^ 4 .) 

Vera.— 

An evergreen tree met with in Tenasserim. 

Wood reddish-brown, hard. 

lbs. 

O 3270. Saharanpur Gardens, 
r E 3714. R. B. Gardens, Calcutta ... 46 

683 M. rotundifolia. 

Vera.— 

Wood has structure similar to that of M« Leucadendron. Weight 
50 lbs. per cubic foot. 

lbs. 

E 3715. R. B. Gardens, Calcutta . . . .50 

* 



MELANORRHCEA. 

<584, MelanorrHcea usitata, Wall., Anacardiace®. 

The Varnish Tree of Burma. 

Vera, — Kheu, Manipur; Thitsceben, Burm. ; Soothan, Taleing: Kaihong 
Karen. 

A medium sized deciduous tree found in Manipur and Burma. 

Wood dark-red with yellowish streaks, turning very dark after long 
exposure; very hard. Weight about 60 lbs. per cubic foot. 

The wood is used for tool handles, anchor stocks, and has lately been 
recommended for building, railway sleepers, gun-stocks, and other 
purposes , 

lbs. 

t B 55 1- Moulmein, Burma .... 56 

B 2518. Burma (1862).62 
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MELASTOMA. 

Melastoma Malabathricum, Linn., MeiSlslomacej:. 

The Indian Rhodendron. t 

Vern. — Choulisy, Nepal; Tungbram, Lepch*; Shapti,*tunka, Mechi 
Myetpyai , Burm. 

A large shrub found throughout India up to <4000 feet, chiefly near 
water-courses. , 

Wood moderately hard, light-brown with medullary patches. 

E 3275. Borojhar Reserve, Western Ddars. 

M. Normale, D on. 

Syn. —M. nepalensis, Lodd. 

A large shrub of the Himalaya from Nepal to Bhutan between 2<000 
and 6,000 leet, and Khdsia Hills 4,000 feet. 

Wood light-brown, moderately hard. 

E 3665. Rinkinpung, Darjeeling, 3,000 feet. 

MELlX. 

Melia Azadirachta, Linn., Meliaceje. 

The Neem Tree* or Margosa Tree. m 

Syn. — M. indica, Brandis , in Gamble, 69; Azadirachta indica, Adr. 
Juss. 

Vern. — Aaad-darakht , neb, Pers. ; Nim, Hind.; Betain , Kumaon ; Agas , 
Pslamow; Limbo, C. P.; Kohumba, G 1 ; Nimnn, Sindi; Veypam, 
Tam ; Yapa, yepa, taruka, vempa, Iel ; Limb, mvibay. Mar.; Baku- 
yan , Bom., and Sind; Bevina, bevu, heb-bevu, Kan.; 1 himbauta-ma- 
kka, thimbau bhempu, Burm. 

A large tree planted and self-sown throughout the greater part of 
India and Burma. 

Sapwood grey; heagtwood red, very hard. Weight about 50 lbs. per 
cubic loot. 

The wood is used for the construction of carts, in ship-building, and 
for making agricultural implements, and in South India for furniture. It 
is held sacred by Hindus, and idols are made of it. 


P 463. Ajmere (sapwood) 

D 1053. Salem, Madras . 
No. 11. Salem Collection . 

C 3647. Daltonganj, Palamow 


lbs. 

48 

53 

59 


M. Azedarach, Linn. 

The Persian Lilac, Bastard Cedar or Bead Tree. 

Vern • — Drek , bakain , bakayan , betain , deikna , bakarja , Hind.; Chora - 
mm , Beng. ; Chem kachein , Sutlej ; Maha limbo , malla mm , muhlt , 
C. P.; Bakain it , Nepal; Malvembu , mallay vimbu , Tam.; 7 araka 
vepa , makdmm , Tel. ; Bevu , chik bevu , Kan. ; Ta - ma - kka , Burm. 

•A tree commonly cultivated throughout India, and beheved to be 
indigenous in the outer Himalaya, Siwahk tract, and the hius of Belu- 
chistan. 

Sapwood yellowish-white ; heartwood soft red. Weight 30 to 40 lbs. 

Dr. Bidie says the leaves contain green colouring matter, a fact which 
seems to be unknown in India generally. 
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690 


691 


692 


693 


Wood used [or furniture. Bedc^pme, Brandis and Kurz all say it 
warps and splits, but it is probably better than it has been supposed to 
be. It is very handsomely marked and polishes well. . 

• lbs. 

P 146. Sainj, Giri Valley, Punjab ... 38 

P 946. Lahore, Punjab.35 

P 1201. Madhopur, Punjab .... 40 

Mdia dubia, Cav> 

Syn.—M‘. com posit a, Willd.-, M. superba, and M. robusta, Roxb. (FI. 
Ind., ii, 3(16-7.) 

Vera.— EisAr, limbarra, nimbarra. Bom.; Lapshi, Nepal; Dingkurlong, 
Khasia Hills; Hi allay vembu, Tam.; Bevu, betta bevu , kdd bevu, 
Kan. 4 

A large deciduous tree, met with in the Eastern Himalaya, South India, 
Geylon, and Burma. 

Sapwood grey; heartwood reddish-white, soft. Weight 26 to 33 lbs. 
per cubic foot. 

Used for building in South India. The wood will probably be found 
useful for tea-boxes and similar purposes, and the tree should be cultivated 
on account of its rapid growth. 

* * lbs. 

E 705. Great Rangit Valley, Darjeeling . . 33 

D 1093. Madura, Madras .... 26 
No. 49. Ceylon Collection . *. . . 26 

M. sempervirens, Sw. 

This species is often given as a synonym for M. Azadarach, Linn. 
(Specimens wanted.) 

MELIOSMA. 

Meliosma dilleniaefolia, Bl., Sabiaceae. 

Vera .—For da, parenga, philli, Simla; Gwep* N.-W. P. 

A small deciduous tree, found throughout the Himalaya, from 4,000 to 
u,ooo feet, from the Sutlej to Bhutan. 

Wood white, soft, even.grained. Weight 35 to 38 lbs. per cubic foot. 

* lbs. 

H 60. Nagkanda, Simla, 8,000 feet . * . .38 

H 2892. „ » » ... 35 

M. simplitifolia, Roxb. ( FI . Ind., i, 103.) 

Syn.—M illingtonia, Roxb. , 

"Vem.—A'o?rw, Nepal; Hingman, Lepchaj; Koko, laigongron, Mechi; 
DibrA, Ass.; Dantrungi, Sylhet; Rang , Chittagong; Gokpak, Magh. 
An evergreen tree of the Eastern Himalaya, Assam, Chittagong* 
Burma, South India, and Ceylon. 

Wood reddish, moderately hard, warps. Weight 36 lbs. per cubic foot. 

: lbs. 

E 2339. Sivoke, Darjeeling Terai . . . .36 

M. Wallichii, Planch. 

Vera.— Dabdabbi, nunewalai, Nepal ; Himan, Lepcha. 

A large deciduous tree* met with in the Eastern Himalaya and Khasia 
Hills, above 5,000 feet. 

Wood white, very soft, spongy. Weight 18 lbs. per cubic foot. 
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It is used only for firewood, and occasionally for boxes. 
E 361. Rangbul, Darjeeling, 7,000 feet . * 

^3672. The Park „ „ „ 


MERIAN¬ 

DRA, 


lbs. 

18 




MELOCANNA. 

# # 

Melocanna bambusoides, Trim., Gramineas* 

Bamboo. • 

Syn .— Bambusa baccifera, Roxb. • 

Vern.— Muli, metunga, bisk, Beng. ; Kaoung-wa, Magh. (Gamble.) 

The common gregarious bamboo of the Chittagong hills; it does not 
grow in clumps but spreads by means of jmdefground root-stocks. 

Stems 50 to 70 feet long, 12 to 13 inches girth. 

It is of good qualit3’, durable, straight, and with straight knots, and is 
very largely cut and exported for house-building, mats, and other pur¬ 
poses. 

E 1325. Chittagong. 


694 . 


M. humilis, Kurz (ii, 569.) 

Vern.— 

A small bamboo of Arracan and Pegu. Stems 8 to 15 feet. 

(.Specimens wanted.) 

M. Kurzii, Munro. m 

Syn.— Cephalostachyum schizostachyoides, Ky.re. 

Vern.— 

A bamboo found in the Andatnans. Stems 20 to 30 feet. 

(Specimens wanted.) 

MEMECYLON. 

Memecylon edule, Roxb., Melastomace.®. 

V era.— Alli-rheddu, Tel.; Artjan, kurpd, Bom. 

The Flora of British India gives 12 varieties of this plant. It is a 
small tree, met with in the Eastern Peninsula, Ceylon, Tenasserim and 
the Andaman Islands. 

(Specimens wanted.) 

Var. 1. typica. 

Syn.—-M. tinotorium. Keen.-, M. umbellatum, Burm. 

Vern. — Alli-ihrddu, Tel.; Aujan, kurpd. Bom.; Wary-kdhd, kord-kdhd, 
ClNGH. 

A small tree or shrub met with in the Eastern Penirfeula, Ceylon, 
Tenasserim, and the Andaman Islands. 

Wood strong, durable, very hard, and close-grain«d. 

Beddome says it might answer as a substitute for boxwood. 

(Specimens wanted.) 


695 

696 

697 


MERIANDRA. 


Meriandra strobilifera, Benth., Labiate. 

* Vern.— , 

A small shrub met with in the North-West Himalaya, about 6,000 
feet, chiefly found on dry rocks, especially limestone. 

Wood white, hard. • 

H. 2839. Simla, 6,500 feet. 
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UCHELIA. 


MESUA. 



Mesua ferrea, Linn., Guttifer®. « 

Vern. — Nagesar, Beng. ; Nahor, Ass.; Nageshvoro, Uriva ; Nangal, 
mallay nangal, Tam. ; Naga-kesara, Tel.; Nang, Tinnkvei.ly; Naga 
samfigi, kesara, Kan. ; Nag-champa, Mar. ; Behetta-champagam, Mal. ; 
Nu, deya-nd, Cingh. ; Kaing-go, Magh. j Gangau, Bukm. ; Nahsher, 
Mechi. 


A large evergretn tree, met with in Eastern Bengal f”om the Monas 
eastward, in Assam, South India, Ceylon, Burma, and the Andamans;' 
often cultivated. 

Heartwood dark red, extremely hard, very durable. Weight generally 
70 lbs. or more per cubicrfoot. 

It has been found to answer for sleepers equally well with Pynkado, 
iron-wood, but the cost of cutting the hard wood, its weight, and the freight 
from the Tenasserim forests to Calcutta prevent its being much used, 
as the total cost is scarcely covered by the price (Rs. 5) per broad-gauge 
sleeper. It is used for building, for bridges, gun-stocks, and tool handles; 
but its more general use is prevented by its great hardness, weight, and 
the difficulty of working it. 




E 2309. Eastern Duars^'Assam 
E 793- Kamrup „ 

E 2x90. Nowgong „ 

E 1273. Cachar . . . . • . 

W 741. Squth Kanara .... 

B 2504. Burma (1862 .... 

B 554 * Martaban .... 

B 2700. Tavoy ( Walltch , 1828) 

B 2238. Andamans {Major Ford, 1866) . 

B 2491. „ {Home, 1874, No. 10) 

B 520. 

No. 59. Ceylon Collection (Mesua Nagaha) 
E 3687. Chittagong .... 


64 

61 


75 

70 

62 

69 


76 
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Mezoneurum cucullatum, TV & A., Leguminos®. 

Syn.— Oesalpinia cucullata, Roxb. (FI. Ind., it, 35s.) * 

Vem. — Biskoprah, OudH; Sungray, Nepal; R ungong, yang hap, Lepcha; 
Ragi, Bom.; Kyoungchet, Burm. 

A large climber, stems and branches armed with strong hooked 
prickles with a corky base, found in the sub-Himalayan tract from the 
Sarda eastwards, in the Western Ghats and Burma. 

E 488. Dtrjeeling Terai. 
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MICHELIA. 

Michelia Cathcartii, Hook./, and Th. Magnoliace®. 

Vent. —Kala champ, Nepal. ; Atokdung, Lepcha. 

A large tree of the Sikkim Himalaya, 5,000 to 7,000 feet. 

Sapwood large, white, heartwood dark olive-brown, moderately hard. 
Weight 41 lbs. 

Wood used for planking; will do well for tea-boxes. lbs. 

E 2314. Rangbul Forest, Darjeeling, 6,500 feet . 41 
E 3321. Darjeeling, 6,500 feet. 
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Michelia Champaca, Linn. 

Vern. — Champa, Hind. ; Oullia champ, Nepal; Titasappa, Ass. ; Champa, 
jhampaka, Beng. ; Shimbu, setup ang am, Tam. ; Champakamu, sampen- 
ga, kanchanamu, Tel.; Sampighi, Kan,; Champakatn, Mal.; Tsaga, 
Bgrm. 

A tall and large evergreen tree, with yellow sweetly-^pented flowers* 
cultivated throughout India from the Ravi southwards an!i up to 5,400 
feet in the North West Himalaya. Wild in Nepal, Bengal, Assam 
(ascending to 3,000 feet), Burma, and in the forests t>f the Western Ghats 
as far as Kanara. . 

Wood soft, seasons and polishes well; sapwood white; heartwood 
light olive-brown. Weight about 40 lbs. The wood is very durable, e.g., 
specimen No. 1437 was cut by Griffith in 1836, and has been since then 
in Calcutta, and is now as sound as if fresh cut. 

The wood is used for furniture, house-building, carriage work and 
native drums. It is considered valuable in Northern Bengal for plankipg, 
door-panels, and furniture; and in Assam for building and canoes. 


E 576. Khookloong Forest, Darjeeling Tcrai 
E 2313. Sukna Forest, Darjeeling Terai 
E 2195. Nowgong, Assam . . . . 

E 1049. Eastern Duars, Assaiu* . 

E 1437. Mishmi Hills ( Griffith , 1836) 


lbs. 

35 
37 
40 

36 
42 


M. excelsa, Biume. , 

White Magnolia, 

Vem .—Bara champ , safed champ, Nepal; Sigugrip, pendre, Lepcha; 

Gok, Bhutia. 

A lofty deciduous tree of the Eastern Himalaya, from 6,000 to 8,oco feet, 
and of the Khasia Hills. 

Wood soft; sapwood small, while; hear* wood olive-brown, glossy. 
According to Gamble, the wood is yellow when fresh cut. Weight 33 to 
34 lbs. per cubic foot. The wood is very durable, e.g., specimen 
No. 1442 was cut in 1836 and kept since then in Calcutta; the wood is 
now as sound as if freslj cut. 

Used for building, but chiefly for planking, door and window frames, 
and for furniture. The principal building and furniture wood of the 
Darjeeling Hills. 


657- 


2312. 


E 
E 

E 1442. 
E 3631. 
E 3583. 


Chyttockpur Forest, Darjeeling, 6,000 feet 
Rangbul Forest, Darjeeling, 7,000 feet 
Mishmi Hills ( Griffith , 1836) 


lbs. 

33 

33 

34 


Darjeeling, 7,000 feet. 

M. lanuginosa, Wall. 

Vern. —Gogay champ, Nepal. 

A large deciduous tree of Sikkim and the Khdsia Hills, from 5,000 to 
7,000 feet. 

Wood grey, soft, shining. Weight 27 to 36 lbs. per cubic foot. 

lbs. 

E 3099. Darjeeling, 7,000 feet . . . 27 

E 3331. Darjeeling, 6,000 „ . . . .-36 

M. oblonga, Wall. 

Vern. —Sapp a, phulsappa, Ass. * 

A tr< “ of the Kh 4 sia Hills and Assam. 


MICHELIA. 
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MILIUSA. 


Sapwood white, heartwood dark-grey, soft. Weight 40 lbs. per cubic 
fool. • * 

The wood is used in Assam for canoes and rough furniture, 

t ibs. 

E 1268. Lakhimpur, Assam . . . .40 

c * c 

MICROMELUM. 

c 

707 Micromelum.pubescens, Bi., Rutaceje. 

■ ’ Vera. — Lasmani, Nepal ; Kttmbrong, Lepcha ; Tanyenghpo, Burm. 

A small tree of the Eastern Himalaya, Assam, Eastern Bengal, South 
1 India, and Burma. r 

Wood rather heavy, hard, close-grained, yellowish-white. 

, E 3355. Teesta Valley, Darjeeling. 

t 

MICROTROPIS. 

708 Microtropis discolor, Wall, Celastrine.®. 

Syn. —Euonymus Garcink lia, Roxb. (FI. Ind., i, 628.) 

Vern. — Suglim, Lepcha ; Mori, Sylhet. 

A small tree of the sub-tropical Himalaya. 

Wood white, soft. Weight 35 lbs. per cufcic foot. 

. lbs. 

E 3345. Lebong, Darjeeling .... 35 


MILIUSA. 

7^9 Miliusa Roxburghiana, Hook./, and Th., Anonacfje. 

Syn. —Uvaria dioica, Roxb. (FI. Ind., ii, 659.) 

V em.—Sungden, Lepcha j Tusbi, Sylhet. 

A small tree, met with in the Terai valleys of the Bengal Himalaya, 
Khasia Hills, Chittagong, ar.d Burma. 

Wood greyish-white, hard. Weight 51 lbs. 

, lbs. 

E 23x6. Chunbati, Darjeeling, 2,ooo'fect . .*51 

710 M. velutina, Hook.f. and Th. 

Syn. —Uvaria vulosa, Roxb. (FI. Ind., ii, 664.) 

Vera — Dom-stil, Hind. ; Kari, C.P., Kharrei, Oudh j Peddachilka dudiiga, 
nalla duduga/lvi..-, Thabiitgyee, Burm. 

A deciduous i»oderate sized tree, with a short erect trunk ; in Burma 
a large tree found in the sub-Himalayan tract from Nepal to the Ganges, 
in Central India, Godaveri districts, and Burma. 

Wood yellow when fresh cut, grey or greyish-brown when dry; 
moderately hard. Brandis says: “ The seasoned wood weighs from 40 to 
50 per cubic foot: ” Kurz gives the weight at 42 lbs.; Benson’s experi¬ 
ments give 60; and Skinner’s (No. 93) 50 lbs. Benson’s experiments 
give P=833, and Skinner’s 

Used for carts and agricultural implements, spear-shafts, and oars. 

lbs. 

' B 3062. Prome, Burma . 

*B 3122. Burma (1862).48 

O3113. Dehra Dun.53 
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MIMOSA. 


MILLETIA. 

• . * 

Milletia auriculata, Baker., Leguminos^e. • 

Syn.— Robinia macrophylla, Roxb. (FI. Jnd., in, 339 ); Otosemma 
MACROPHYLLA, Bth. # 

^— Mandh, Oudh ; Gonjha, ganj, Kumaun ; Hel,*Ko\.-, Jirhul, 
Kharwar; Gurir, Gond ; Goujo, benrik, Lepcha. 

A very common large climber of the sub-H imalay an tract, from the 
Sutlej to Bhutan, ascending to 3,500 feet. . 

No. 3479. Sukna Forest, Darjeeling Terai. 

M. pendula, Bth. , 

Syn.—M. leucantha, Kura ( i , 356 .) 

Vem.— Thiwwin, Burm. 

A.deciduous tree, found in the savannah forests and dry lower kill 
forests of Burma, up to 2,000 feet, with small purplish-black heartwood, 
beautifully streaked out, very hard. Weight 60 to 70 lbs. per cubic 
foot. 

The wood is used for cross pieces of harrows and is worthy of attention 
for its beautiful grain and daik colour. 

lbs. 

B 2520. Myodwin, Burma (1862) . . . .66 

B 2249. Andamans* ( Chloani , Burm.) . . .73 

B 3141* Myoduria, Burma (1862).67 


These have a dark reddish-brown, very hard heartwood, in structure 
resembling M. pendula. They belong doubtlc s to a species of Milletia. 
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MILLINGTONIA. 

Millingtonia hortensis, Linn., Bignoniace.®. 

The Indian Cork Tree. 

Syn. —Bignonia suberosa, Roxb, (Fi. Ind., in, n\.) 

Vem. — Nimi chambeli, akas-nim, Hind.; Aykayet, Burm.; Kit malli, 
Tam. 

A large tree, cultivated in avenues and gardens in most parts of 
India, believed to be indigenous in Burma and the Malay Archipelago. 
Kurz says it is rather rare in the tropical forests from Martaban down 
to Tenasserim. t 

Wood soft, yellowish-white. Weight about 40 lbs. per cubic foot. 

<J lbs. 

O 3160. Saharanpur Gardens . . . .40 

MIMOSA. 

Mimosa rubicaulis, Linn., Leguminos®, 

Syn. —M. MUTABius, Roxb. (FI. Jnd., ii, 564.) 

Vem. — Ril, khair, didridr, Pb. ; Hajeru, Sind ; Agla, agl, klngli, kacheyta. 
Hind.; Dandu, deta , Kol.j Arai, Kharwar; Aradi, Nepal; SibriA 
Lepcha ; Chilatti, Bhil. 

A large, straggling, prickly shrub, found throughout the gfeater part 
of India, ascending to 4,000 feet in Kumaun and Sikkim. 
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MIMUSOPS. 
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Sapwood yellowish-white; heartwood red, hard. 
52 lbs. 

Used'for gunpowder charcoal. 

E 680. Bamunpokri, Darjeeling Terai . 

E 2354. Chunbati, Darjeeling, 2,000 feet 


Weight 41 to 


lbs. 

. 41 
• 52 


‘ MIMUSOPS. 

Mimusops Elengi, Linn., Safotace/e. 

Vem ■— Bukal, bohl, Beng., Mnls&ri , maulser , Hind, j Magadam, 
Tam. ; Pogada, Tel. ; Bokal, boklu, mugali, Kan. ; Bat soli, Meyw\k ; 
Vavoli, ovalli, Mar. ; Elengi, Mal. ; Khaya, Bukm. ; Moonemal, Cinch. 
A large, evergreen tree, largely cultivated ; said to be wild on the 
, Western Ghats as far north as Khandalla, North Circars, Burma, 
Andaman Islands, and Ceylon. 

Sapwood large, whitish, very hard. Heartwood red. Weight about 
So lbs. 

Beddome says the wood is used for house-building, carts, and cabinet¬ 
work. 


lbs. 

W 1223. North Kanara 
D 1073. „ Arcot 

B 2224. Andaman Islands 
B 2241. . „ 

No. 56. Ceylon Collection 
No. 13. Salem Collection (marked Bassialongi- 

folia).87 



M. indica, A. DC. 

Syn.—M. hexandra, Roxb. (FI. Ind., ii, 238.) 

Vern. — Khir, khirni, Hind. ; Ram, Mf.ywak ; Palla, kannn-pnlle, Tam. ; 
Pallepanlo, pallapandu, Tel.; Khirni, Mar.; Rami, Gond; Pali., 
ClNGH. 

A large evergreen tree, met with on the Mountains of South India, 
extending in Central India to the sandstone hills of Paehmari, north of 
the Godavari. It is only found on sandstone, and frequently associated 
with Buchanania angustifolia and Hardwidda binata. v 

Heartwood red, very hard, tough, even-grained, and durable. Weight 
60 to 72 lbs. per cubic foot. 

It is used for sugar-mill beams, oil-presses, house-posts, and for 
turning. 

‘ lbs. 

D 1283. Anamalai Hills.60 

No, 65. Ceylon Collection. 68 

C 3551. Khurdha forests, Orissa , . . .72 


M. littoraiis, Kurt (ii, 123.) 

Andaman Bullet Wood. 

Syn.—M. indica, Kurx. (And. Report ; Brandis, 292.) 

Vem. — Kappali, Burm. ; Dogola. And. 

A large evergreen tree of the Coast forests of the Andaman Islands 
and Tenasserim, in the Andamans, forming nearly pure forests on the 
level lands behind the beach and the mangrove swamps. 

Wodd handsome, red, smooth, very hard, close-grained, and durable, 

. but apt to split. 
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MORINDA. 


It is used in the Andamans for bridges and house-posts, and Major 
Ford (1866) said it had been sent to Calcutta to be tried for sleepers. 

• ’ Jbs. 

B . 5 * 3 - Andaman Islands.*41 

B 2212. „ „ (1866) . *. . .75 

B 2497. „ „ (Home, 1874, No. 6) • 72 

•• 

MISCHODON. 

Mischodon zeylanicus, Thw., Euphorbtace.se. 

Vern.— Tamana . 

A large handsome tree of Ceylon, and found by Beddome in Tinne- 
velly. j ’ 

Wood good. 

(Specimens wanted.) 

MITREPHORA. 

Mitrephora grandiflora, Beddome (/. 9/), Anonaceae. 

Vern.— 

A large handsome tree of the South*'Ranara forests. 

(Specimens wanted.) 

M. Vandceflora, Kurz (i, 45-) 

Vern.— 

A tree of the forests of Chittagong and Pegu, but chiefly found in the 
Martaban Hills. 

Wood grey, moderately hard. 

B 3380. Hills east of Tounghoo, British Burma. 


MORINDA. 

Morinda exserta, Roxb. ( Fl. Ind., i, 545; Gamble, 232.) Rubia- 721 

CE.K. 

Vern._ Al, ach, Hind.; Albert, alladi, Panch Mehalsj Hardi, Nepal; 

Noona, Tam ; Toghur, togara-mogali, mogali, manjapavatti,, Tel. ; 

Achu, Ukiva; Nyau, Burm. ; Alt, Gond. 

A moderate sized deciduous tree of Bengal, Burma, Guzerat, and 
South India. 

Wood red, often yellow, with red streaks, or brown, moderately hard, 
close-grained. Weight about 40 lbs. per cubic foot. It is durable. 
Wallich’s specimen-(No. B 2690) cut in Burma in 1B28, was quite sound 
when cut up after 50 years in Calcutta. 

It is used for making plates and dishes. 

lbs. 

C 1130. Ahiri Reserve, Central Provinces . . 36 

C 1307. Gumsur, Madras.42 

C 1246. ,, ,, ..... 47 

B 2690. Tavoy (Wallich, 1828) . . . . 41 

No. 34. Salem CoUection.40 

C 35-35. Khurdha Forests, Orissa .... 40 

The Flora Indtca regards Exserta, Roxb., as a mere sexual form 
with protruding stamens of M. dtrifolia, Roxb., and M. tinctoria, Roxb. 
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MORINGA. 

• f 

Moringa concanensis, Nimmo } Moringeje. 

Veto. — Sainjna, Rajputana. 

A tree of Rajputana, Sind, and the Konkan. 

Wood ^ite, soft, in structure resembling that of M. pterygosperma, 
and the wood apparently not used. 

E 3226. N^gpahar, Ajmere. 

M. pterygosperma, Gaertn. 

The Horse Radish Tree. 

Syn. — Hyper antisera Moringa, Roxb. (FI. Ind., ii, 368.) 

Vern. — Soanjna, sanjnet;senjna, sejna, sohajna, sainjan. Hind. ; Sujuna, 
Beng. ; Segata, segasd, Bom. ; Snianjera , Sind.; Munigha, Uriva ; 
Morunga, Tam. ; Saihan, sejan, munga, initialed, Tel ; tfuggee, Kan. j 
* Daintha, dan-tha-lone, Burm. 

A tree, wild in the sub-Himalayan tract from the Chenab to Oudh; 
commonly cultivated in India and Burma on account of its leaves, 
flowers, and pods, all of which are eaten. 

Wood soft, white, spongy, perishable. Wood cells large, prominent. 

E 3214. Calcutta. 


MORUS. 

Morns cuspidate, Wall, Urticace*. 

Mulberry. * 

Syn.—M. serrata, Roxb. 

Vern — Kimbu, Nepal; Nambyong, Lepcha; Singtok, Bhutia; Bola, Ass. 

A tall tree met with in the valleys of the outer Eastern Himalaya, 
from Sikkim to Assam. It often reaches a very large size; trees over 
100 feet in height are not uncommon in the valleys of Tecsta and Great 
Rangit. 

Wood yellow, with yellowish-brown heartwood, hard, close-grained, 
with a beautiful lustre. Weight about 45 lbs. per cubic foot. 

The wood is used in Assam for boat oars and furniture; it does not 
seem to, have been much used for tea-boxes, but would be extremely 
suitable. It resembles that of M. serrata and would be good for plank¬ 
ing, furniture, and cabinet-work. |,lbs. 

E 7 06. Great Rangit Valley, Darjeeling, 3,500 feet . 42 
E 3396. „ „ „ „ 1,000 „ . 44 

E 656. Bamunpokri, Darjeeling . . . .48 

E 2306. Eastern Duars, Assam . . . .47 

E 2196. Nowgong, Assam.42 

E 2305. Kamrup, ..49 

M. indica, Linn. 

Vern.- Tul, Pb. ; Tutri, Hind.; Shah tut, Kumaun; Tut, Beng.; Chhota 
kimbu, Nepal; Mekrap, Lepcha; Nuni, Ass.; Posa, Burm. 

A moderate sized deciduous tree found in the sub-Himalayan tract 
ascending to 5,000 feet, in the Sikkim valleys up to 4,000 feet; Cultivated 
throughout North India. 

Wood yellow with darker streaks of various colours, hard. Weight 
42 to 47 lbs. per cubic foot. Ibs. 

P 891. Multan.42 

P 1195. Madhopur ...... 47 
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Moms serrata, -ft?*#. (Fl. lad., Hi, 596.) * 7 26 • ) 

Vern.— Kanin, tut, kdura, tulukil, sod. An, shta, ckimtt, kimu , Pb. ; Kimu, 
himu, Hind. • 

A lar^e deciduous tree, found in the North-West Himalaya between 
4,000 and 9,000 feet. It is often of very large, size. Dr. Stewart noted 
several trees of 20 feet girth, and one at the Hindu temple at Barmaor, 

Chamba, 7,000 feet of 28 feet girth. • • 

Sapwood small, white; heartwood yellow or brown, moderately hard. 

-Weight 35 to 36 lbs. per cubic foot. It works well^does not warp, and 
■ takes a beautiful polish, shewing a golden lustre. 

It is used for troughs, agricultural implements ai!d for cabinet¬ 
work. It is much esteemed by the Simla wood-carvers. lbs. 

H 3174. Dungagalli, Hazara, 7,000 feet. 

H 10. Julung, Simla, 4,000 feet •. . . . 36 j e 

H 28. Madhan, Simla, 5,000 feet . . *35 

H 95. Simla, 6,000 feet.36 , 

MUCUNA. 

Mucuna macrocarpa, Wall., Leguminos^e. 727 

Vern.— Balengra, Nepal. 

An enormous climber of the hills of Sikkim, Khasia, Sylhet, and Burma 
up to 7,000 feet. 

Wood fibrous, soft, grey, black when dry, white when fresh cut. It is 
composed of concentric ring's, the inner part of which is a black tissue 
having tongues radiating outwards into a lighter tissue full of large and 
very large pores, which are often sub-divided. 

E 3575 - Darjeeling. 

MURRAYA. 

Murraya exotica, Linn., Rutaceje. 728 

Vern.— Marchula, juti, Hind.; Katnini, Beng. ; Naga gohtnga, Tel. j 
Raket-berdr, Gond. ; Simali, Nepal ; Shiteem, Lepcha; Makay, Bukm.; 

Machalla, And. 

A shrub or small tre<S met with in the outer Himalaya from the Jumna 
to Assam, ascending to 4,500 feet, in Bchar, South India, Burma, and the 
Andaman Islands. It is often planted for ornament, and is sometimes 
called “ Satinwood ” at Port Blair. 

Wood light-yellow, close-grained, very hard, apt to crack. Weight 
62 lbs. per cubic foot! 

The wood resembles boxwood, and has been tried for wood-engraving, 
for which it seems suitable if well seasoned; it is also used for handles of 
implements. • lbs. 

B 319S. Andaman Islands {Home, 1874, No. 24) . 63 

B 519. Afrfaman Islands . . . t .62 

No. 26. Ceylon Collection . . . . .61 

C 3495. Kolhan Forests, Singbhum, Chutia Nagpur. ... 

M. Konigii, Spr. 729 

Syn.—B srgera Konigii, Linn. (. Roxb. Fl. Ind., it, 375J , 

Vern,*— Gandlci, gandi, bowala, Pb. ; Harri, katnim, Hind.; Barsanga, 
chanangi, Hyderabad; Gant, Banda; Humwah, Mech< ; Karsepak, 

* kari-vepa, Tel. ; Kanvmepila, Tam. ; Kart bevu, Kan. 

A small tree of the outer Himalaya from the Ravi to Assam, Bengal, 

South India, and Burma. 

Wood greyish-white, hard, and durable. Weight 43 lbs. per cubic foot. 

It is used for agricultural implements. 
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MYRICA. 

* f 

Myrica sapida, Wall, Myricaceje. 

Vern.— Kapkal, kcnphal, N. W. P.; Kayaphala, Bom. : Kobusi, Nepal ; 
Dmgsolir, Khasia. 

A modeigite sized evergreen tree of the outer Himalaya, from 3,000 to 
6,000 feet, the Khasia H ills, and hills of Burma between 4,000 and 6,000 
feet. 

Wood purplishcgrey, hard, close-grained, apt to warp. 

Weight 43 lbs. per cubic foot. lbs. 

H 87. Sutlej Valley, 5,000 feet . . . .46 

H 426. Ghite Forest, Jaunsar, 5,500 feet . . . 45 

E 799. Khdsia Kills, about 5,000 feet . . .52 


MYRICARIA. 


73i 


Myricaria germanica, Desv., Tamariscineje. 

Vern.— Bis , shalokdt , kathi , kumbu , Pb. ; Ombu , Lahoul. 

A shrub inhabiting the inner Himalaya from Punjab to Sikkim. 
Wood hard, white. 

Used for fuel. lbs. 

H 133. Lahoul, 10,000 feet. 

E 974. Chumbi Valley, Tibet, 10,000 feet. 
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MYRISTICA. 

Myristica Irya, Gaerln., Tamariscineje. 

Vera .— Maloh, Burm. ; Mufwinda, chooglum, And. 

A moderate sized evergreen tree of Burma, Andaman Islands, and 
Ceylon. 

Wood dark olive-grey, hard, close-grained. Weight 52 lbs. per cubic 
foot. A handsome wood and worthy of attention ; it seasons well and 
takes a good polish. lbs. 

B 509. Andaman Islands.52 

M. malabarica, Lamk. 

Vern. —K dnagi, Kan. ; Pindi-kai (seeds). 

A small evergreen tree of South Kanara and Malabar# 

Wood reddisn-grey, moderately hard. W'eight 32 lbs. per cubic foot. 
Used for building. 

i.- lbs. 

W 736. South Kanara.39 

r* 

MYRSINE. 

Myrsine africana,■£*»«., Myrsineje. 

V era.— Bcbrang, kakhum, kokhuri, karuk, gngxd, jvtru, chachri, pratshu- 
branchu, khushin.pdpri, banddru, binsin, atuljan, Pb. ; Guvaim, pakari 
cha, chupra, N. W. P. 

A small evergreen shrub found in Afghanistan, Salt Range, and 
outer Himalaya as tar as Nepal. 

Wood white, moderately hard. Weight about 50 lbs. per cubic foot 
The shrub might be useful for hedges. lbs. 

H 2829. Simla, 6,000 feet . . . . - 49 
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Myrsine capitellata, Wall. * 

Syn.—M. Wight iana, Wall.; M. avhnis, DC. • 

A sm|U tree found in Eastern Bengal, Hills of Southern India, Ceylon, 
and Burma. * 

Wood moderately hard, pink; said by Beddome to be hard and 
durable. Weight 22 lbs. per cubic foot. ( Wallich.) , lbs. 

E 3663. Dumsong, Darjeeling, 5,000 feet. • . .* ... 

M. semiserrata, Wall. . 

V ern. — Purviana, k&ngkAng, gogsa, bamora, gaunt a, .Hind, j Ckupra, 
Kumaun; Bilsi, berest, kaltkatha, btlauni, Nepal j Tungcheong, Lepcha. 
A shrub, small or middling sized tree, met with in the outer Himalaya 
from the Beas to Bhutan, from 3,000 to g,ooi» fret, and the Nattoung 
Hills of Martaban. * 

Wood red, hard. Weight 51 lbs per cubic foot. Wallich says it is 
chocolate-coloured, heavy, hard, and handsome. # 

Used in Nepal for carpenters’ work. ( Wallich.) It splits rather, and 
is usually too small for anything but firewood. lbs. 

H 2830. The Glen, Simla, 6,000 feet . . . 51 

E 3322. Darjeeling, 6,500 feet . 

Native houses —Woods used in the construction of. See Appendix. 

NAUCLEA. 

9 

Naudea rotundifolia, Roxb. {FI. Ind., i, 316), Rubiaceje. 

Vein. Bingah, Bdrm. 

A large or moderate sized tree of Burma and the Andaman Islands. 
Wood yellowish-brown, moderately hard, close and even-grained 
Weight 47 lbs. per * ubic foot. 

Wood not used, but likely to be of value for furniture and general 
carpentry. lbs. 

B 2536. Burma (1862) . . . . . . 51 

B 2288. Andamans (1866) . . . . >44 

NECTANDRA. 

Nectandra Rodicei, Rob. Schomb., Laurace.®. 

Greenheart. 

A tree of the West* Indies. 

Wood dark-brown, very hard and heavy, with the centre almost black. 
Weight about 70 lbs. per cubic foot. 

Largely used for ship building. lbs. 

No. 2961, Demerara . . . . .^ . 68 

' NEPHELIUM. 

Nephelium Litchi, Camb., Sapindac'e2e. 

The Litchi. , 

Syn.—S cvtalia Litchi, Roxb. (FI. Ind., it, 2*5 9.) 

• Vem.— Litchi, Hind, (originally Chinese); Kyetmouk, Burm. 

A handsome evergreen tree, introduced from South China, and now 
cultivated largely in India for its delicious fruit. 

Wood red, hard, heavy. Weight about 55 lbs. per cubic foot. f 
O 3260. Saharanpur. 
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HYSSA. 


Nephelium Longana, Camb. 

The Lpngan. f 

Sya»— Euphoria Longana, Lamk.i Scytalia Longana, Roxb. (Fl. 
Ind., it, 270.) 

Vem. — Ashphal, $eng. ; Poovali, Tam.j Puna, Courtallum; Wumb, 
Bom.} Mai akcotd, Kan.; Kyetmouk, Burm.j Morre, CiNGH. 

A modrfate sized evergreen tree, met with in Mysore, Western Ghats, 
and Burma. It is a'iso found in China, where it is called Longan. 

Wood red, moderately hard. Weight 44 to 62 lbs. per cubic foot. 

The wood is not used, though Kurz says it is good for furniture. It 
deserves notifce. • 

lbs. 

D 1278. Anamalai Hills, Madras ... 51 

No. 57. Ceylon'Collection . ... 62 


NERIUM. 

74 1 Nerium odorum, Solander., Apocyne^. 

Vern. — Kanira, kaner, ganhira, Pb. ; Kanyur, Kumaiin. 

A large shrub of South-West and Central India, Sind, Afghanistan, 
outer Himalaya to 5,500 feet.' Often cultivated. 

Wood greyish-white, soft. 

lbs. 

H 3057. Murree Hills, 5,000 feet ' . . . 37 


NYCTANTHES. 

Nyctanthes Arbor-tristis, Linn., Oleaceas. 

Vern — Hdr,siharu, harsinghar, saherwa, seoli, nibari, HlND. ; Sittghdr, 
harsinghdr, scphalikd, Beno. ; Samsihar, Kharwar; Sapar&ng, Kol. ; 
Hardstngara, pdrijdtaka. Bom.; Hursing Kan.; Pakura, laduri, kuri, 
shdili, Pb. ; Kirsahdr, Baigas. ; Kkersdri, Gond.; Khdrasli, Mar.; 
Karasri, Bhil. ; Congo, seoli, Uriya ,; t ManJa-pu, ( paghala ), Tam.; 
Poghada, Karchid, Tel. ; 1 'saybceloo, Burm. 

A small shrub of Central India, ascending to altitude 3,000 feet, and 
extending to Bengal and Burma. Cultivated throughout India. 

Wood brown, close-grained. 

Used for fuel. c # 

(1 Specimens wanted.) 


, NYSSA. 

743 Nyssa sessiliflora, Hook. Oleaceje. < 

Syn .— Ilex dafhniphylloides, Kurz (Hook, Fl. Ind., i, 606.) 

Vern. — Kalay, cnilauni, Nepal.; Turn bring, Lepcha. 

A large tree of the forests of the Sikkim Himalaya above 5,000 feet, 
and of Martaban between 4,000 and 6,000 feet. 

Wood grey, soft, even-grained. 

Used for house-building and other purposes about Darjeeling. 

lbs. 

E 695. Chuttockpur, Darjeeling, 6,000 feet . . 39 

E 3608. Darjeeling, 6,000 feet. 
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OCHJNA. 

Ochna antfamanica, Kurz, Ochnace*. 

Vem.— • 

A small glabrous tree, met with in the tropical and moister upper 
mixed forests of the Andamans. » m 

Wood red or reddish-brown, hard, and somewhat brittle. Weight 58 
lbs. per cubic foot. 

• lbs. 

B1978. (1866) Andamans . . . . 58 

O. squarrosa, Linn. 

Vern.— Sunari,yerra-juni, Tel.j Narolfy muiPah, Kan. ; Koniara, Uriya. 
A shrub or small tree of Bengal, Burma, and South India. 

Wood reddish-brown, moderately hard, close-grained. Weight 51 

lbs. per cubic foot. • 

lbs. 

C 1305. Gumsdr.51 

C 3541. Khurdha Forests, Orissa . . . .46 

C 3639. Orissa. 

0 . Wallichii, Planch. • 

Vem.— Yodayah, Burm. 

A deciduous tree of Burijia. 

Wood light-brown, hard, close-grained. Weight 54 lbs. per cubic foot. 

• lbs. 

B 3132. Burma (1862) ...... 54 


ODINA. 

Odina Wodier, Roxb., Anacardiaceje. 

Vem •— Kiamil, kimul, katnldi, kashmaln, jhingan, moreen, mohin, moyen, 
ginyan, Hind. ; Garja, Bijeragogarh ; Bara, dabdabbi, halloray, 
Nepai. j Jiyal, lohgr bhadi, Beng. ; Dhoka, Lohardugga; Gob, Ajmere; 
Wodier, made, Tam. j Gumpini, gumpna, dumpini, dumpri, dumper, 
Tel. ; Katkra, eumpri, gharri, Gond; Kekeda, Kurku ; Shimti, punil, 
gojal, Kan ; Moi, moja, moye, Mar.; Hneingpyoing, Magh; Nabhay, 
Burm. 

A moderate sized or large deciduous tree with few branches, met with 
in the sub-Himalayan*tract from the Indus eastwards, ascending to 4,000 
feet, and in the forests of India and Burma. 

Sapwood large; heartwood light-red when fresh cut, turning reddish- 
brown on exposure, moderately hard, close-grained, seasons wetl, and does 
not warp ; not very durable. Average weight about 58 lbs. 

The wood is uSfcl for spear-shafts, scabbards, wBeel-spokes, cattle- 
yokes, oil-presses, sjnd rice-pounders; it might be good for cabinet work. 
It has been tried for sleepers both in Madras and in the Oudh and Rohil- 
khand line, but has not succeeded. The tree is pollarded for fodder, 
especially for elephants. 

lbs. 

H 3049. Kumharsen, Sutlej Valley, 2,500 feet (sap- 


• wood). . 35 

P 447. Ajmere.43 

P 3225 Nagpahar, Ajmere. 

O 226. Garhwal (1868).38 

O 2992. „ (1874).41 * 
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OLEA.' 


C 202. Mandla, C. P. (1870) • 

C ii03 ; Ahiri Reserve, C.P. . 

C ,3529* Khurdha Forests, Orissa . 

E 661. Bamunpokri, Darjeeling Terai 
E2342. „« „ „ 

E 1399. Chittagong 

*» ... 

B 1414. Thaftrawaddy, Burma 
B 2517. Burma (1862) 

B 516. Andaman Islands 


OLAX, 

748 Olax scandens, Roxb. QFi. ind., i, i6j), Olacineje. 


A large rambling shrub, sometimes a climber of the sub-Himalayan 
tract in Kumaun, Behar, Central and South India, and Burma. 

Wood porous, yellowish-white, soft. Weight 38 lbs. per cubic foot. 

C 1184. Ahiri Reservef Central Provinces . . 40 

C 2762. Moharli „ „ „ . 36 

C 3467. Bandgaon, Singbhum, Chutia Nagpur. 

C 3494. Kolhan Forests ,, „ 


OLEA. 

Olea ferruginea, RoyU, Oleaceje. 

Syn.—O. cuspidata, Wall. 

'Vern.—Khwan, shwan, Trans-Indus ; ZaitAn, Afg.; Ko, kohu, kdo, kau, 
Pb.; Kau, Hind.; Khau, Sind. 

A moderate sized deciduous tree found in Sind, Suliman and Salt 
Ranges, North-West Himalaya, extending as far as the Jumna eastwards, 
and ascending to 6,000 feet. 

Sapwood whitish ; heartwood large, regularly shaped, from light-brown 
or olive-brown to nearly black, smooth, extremely hard. Weight 65 to 82 
lbs. per cubic foot, averaging 73 lbs. 

The wood polishes well and is highly prized for turning, for combs, 
agricultural implements and fuel. ' 

It is worth trying as a substitute for boxwood or for the wood of the 
European olive and for inlaying work, as it is often prettily marbled. 

lbs. 

H 162. Shahpur {Stewart, 1866) . . . .65' 

H 118. ^/azin-Rupi, 4,000 feet . -73 

H 779. Chamba, 3,500 feet . . . { . , 71 

H 425. Koti Forest, Jaunsar, 6,000 feet . . . 7^ 

P 2729. Hills of Sind.82 

O. glandulifera, Wall. 

Syn.—O. PANicuLATA, Roxb. {FI. Ind., 1,105) not paniculata, R. Brown 
(an Australian species.) 

Vem.— Gulili, raban, sira, pkalsh, Pb.j Gair, galdu., gar At, Kumaun. 

A moderate sized tree found on the outer Himalaya from the Indus 
to Nepal, between 2,500 and 6,000 feet, the Nilgiris and Anamalai Hills 
in South India, 
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• lb*. 

• 59 

* 55 
*50 


Wood reddish-grey, hard, durable, takes a good polish and is not liable 
to be eaten by insects. Weight on afc average, 54*5 lbs. * 

H 928. Hazara, 3,000 feet ... 

H2940. Suni, Simla, 3,000 feet . V 
H 222. Garhwal Hills (1868) .... 

ORMOSIA. 

Ormosia glauca, Wall , Leguminos*. 

A large tree of the Central Himalaya. 

Wood greyish-white, moderately hard. 

E 3356. Sivoke Hills, Darjeeling, i,5<*> fee£ is probably this species. 

OROXYLUM. 

Oroxylum indicum, Bth„ Bignoniace®. 

Syn.—C alosanthes indica, Bl., Bignonia indica, Roxb. 

Vern.— Mulxn , miringa , sori , tdlpalang , tatmorang , Pb.j Ullu , arlw , 
kharkatk , pharkath , sauna , assar , sauna , shyona . Hind.; Sona , Hazari- 
bagh ; Sanpatti , Monghyr ; Arettgi banu , Kol ; Sonepatta , Karwar ; 
Tattunua , C. P.; Totilla , karamkanda , Nepal; Kering , Garo \ CherJ>ong 
Mechi ; Soeong , Rajbanshi ; Pomponia , phun ( kuna , Uriya ; Pana , 
vanga , achi , Tam.; Pamanta , pampana , dundillam , dondlup , Tel.; 
Dhatte , Gond ; Tetif , Mar.; Totilla , Cingh ; Kyoungyabeng , Burm.; 
Baladah , And. • 

A small tree on the outer Himalaya, ascending to 3,500 feet, and 
extending from the Jumna eastward to Bengal, Burma, Central and 
South India, and the Andaman Islands. 

Wood yellowish-white, soft; no heartwood. Weight 30 lbs. per cubic 
foot. l b8 . 

P in. Sutlej Valley. 

C 1179. Ahiri Reserve, Central Provinces . . 27 

E 582. Khookloong Forest, Darjeeling Terai . . 32 

E 2395. Bamunpokri, Darjeeling Forest . . .31 

OSBECKIA. 

Osbeckia crinita, Benth ., Melastomacej':, 

Syn.—O. STELLATA, Don . 

Vein.— Number, Lepcha. 

A shrub of the Eastern Himalaya and Khisia Hills from 4,000 to 
8,000 feet: common about Darjeeling. 

Wood light-bra^, moderately hard. • 

E 3310. Darjeeling, 6,500 feet. 

OSMANTHUS. 

Osmanthus, nov, sp., Obace-e. • 

Vtra.—Silingi, Nepal ; Chashing, Bhutia. 

A small tree, with opposite coriaceous leaves, found at Topglo, Dar- 
y, 10,000 feet. 

food white, hard, close-grained, seasons well, mottled on vertical 
sections. Weight 53 lbs.per cubic foot. • 

lb*. 

E 379. Tonglo, Darjeeling, 10,000 feet . . .53 
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OXYTEN- 

ANTHEBA. 


755 


OSTGDES. 

♦ 

Ostodes paniculata, El., Euphorbxace-e. « 

Vem. — Bepari, NbIpal. j Palok, Lepcha. 

A largetevergreen tree of Sikkim and the Kh£sia Hills. 
WooaVhite, soft Weight 26 lbs. per cubic foot. 

lbs. 

E 3110. IJarjeeling, 6,000 feet . . . .26 


t 
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OUGEINIA. 

Ougeinia dalbergioicles, Senth., Leguminosje. 


# 


Syn. — Dalbergia Oojeinensis, Roxb. (FI. Ind., Hi,'220.) 

Vem. — Sdndan, asainda, tinnas, timsa. Hind. ; Shdnj an, pdnan, Oudh. ; 
Sandan pipli, Nepai. ; Bandhona, Uriya ; Kala paids, tewas, Mar.; 
Sir, shermana, tinsai, Gond. ; Dargu, tella motku, Tel. j Kari tnufal, 
Kan. ; Tewsa, Bhil. ; Ruta, Kol. ; Rutok, Kurku ; Tnnnia, Banswara; 
Telus, Khandeish. 


A moderate sized deciduous tree, under certain circumstances gre¬ 
garious, found chiefly in the intermediate zone, sub-Himalayan tracts 
from the Sutlej to the Tista ascending to 5,000 feet, in Central India and 
the Western Coast. 

Sapwood small; heartwood mottled, light-brown, sometimes reddish- 
brown, hard, close-grained; is tough and*durable, and takes a beautiful 
polish. Weight £ to 6° lbs per cubic foot. 

It is used for agricultural implements, carriage poles, wheels and fur¬ 
niture; also for building. A crystalline substance, probably magnesia, 
is sometimes found in the wood. (See specimen E 601.) 

lbs. 


P 102. Sutlej Valley, Punjab . . 

O 212. Garhwal (1868) 

C 185. Mandla, Central Provinces (1870) 
C 1152. Ahiri Reserve, Central Provinces 
C 2767. Melghat, Berar . . f . 

C 1242. Gumsur, Madras 
E 601. Lohagarhi, Darjeeling Terai 
W 1226. North Kanara 
C 3477. Saranda forests, Chutia Nagpur. 
C 3681. Palamow, Chota Nagpore (1882), 


• 52 

• 53 

• 54 

• 55 

• 52 
. 67 
■ 53 

• 56 


. OXYTENANTHERA. 

Oxytenanther?, albo-ciliata, Munra (129.) ^ 

Syn. — Gigantochloa albo-ciuata, Kura (**. 55c.) 

Vera.— Wa-py oo-gal ay, Burm. 

A bamboo of Burma with stems 20 to 30 feet in height. 

0. monOBtigma, Beddome ( ccxxxiii .) 

A bamboo met with in the Anamalai Hills of South India. 

0. nigrociliata, Munro ( 128 .) 

Syn.— Bambusa gracilis. Wall. 

€ Vera— 

A bamboo of the Western Gh&ts, Chittagong, Burma, and the Anda¬ 
mans. 
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Oxytenanthera Stocksii, fifunro ( 130); Beddorn (ccxxxiii.) 

A bamboo found in the Konkan.* • 

O. Thwaftesii, Munro ( 129 .) • 

Vern.— Watte, Anamalais. * 

A bamboo of the Western Gh&ts with stems 10 to 12 ttyt high and 1 
inch in diameter. • 

PAJANELIA, 

Pajanelia multijuga, DC., Bignoniacejc. • 

Vem.— Kyoungdouk, kingalun, Burm.*j Kaukonda, And. 

A large evergreen tree of Burma and Andaman Islands. 

Wood orange-brown, very hard, close-grained. Weight 52 lbs. per 
cubic foot. 

Used for canoes by the Andamanese. A fine wood. 

lbs. 

B 503. Andaman Islands.52 


.PANDANUS. 

Pandanus furcatus, Roxb., Pandane*. 

Vern.— Jarika, Nepal ; Bar, Lfpcha ; Ckai-yega, Cingh. 
f A palm-like tree of Northern and Eastern Bengal, Burma, and the 
Western Coast. 

Stems grey, with a distinct bark, wood resembling that of palms. 
Outer wood moderately hard, containing satiny vascular bundles : inner 
wood soft, spongy. 

lbB, 

E 473. Darjeeling Hills.30 

E 24^2. „ • ,, • * • . .... 

PARAMIGNYA. 

Paramignya mondphylla, Wight, Rutaceje. 

Vem. — Natkanba, Nepal j Jhunok, Lepcha. 

An erect or climbing shrub extending from Sikkim down to Tenas- 
serim. 

Wood whiten|wird, close-grained. • 

E. 3295. Jiabukkola, Darjeeling, 4,000 feet. 

PARKIA. 

• 

Parkia Roxburghii, G. Don., Leguminosje. 

* Syn. —Mimosa biglobosa, Roxb, (FI. Ind. it., 551.) 

Vem.— Sapota, Sylhet. * 

A tree of Assam, Eastern Bengal, Chittagong, and Burma. 

Wood grey. • 

O 3264. Saharunpur. 


PARKIA. 
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PENTACE. 


PARROTIA. 

766 Parrotia Jacquemontiana, Decaisne, Hamamelideje. * 

Vern.— Pdser , peshtra , po , kildr , kirru , Pb. 

A largf deciduous shrub or small tree of the North-West Himalaya 
from the Indus to tlje Ravi, between 2,800 and 8,500 feet. 

Wood light pinkish-red, hard, heavy, very close-grained. Weight 
56 lbs. per cubic foot. 

Wood highly esteemed for walking-sticks, tent pegs, charpoys, and 
rice pestles, also for native bows for throwing pellets. But its chief use 
is in basket-work and in the making of bridges over the Himalayan 
f rivers. The twigs are 4'ery tough and flexible, and are twisted together 

into thick ropes, often 300 fefct long. The bridges consist of one large 
rope to walk on and two smaller side ropes, one for each hand, with 
• • t smaller ropes connecting the hand ropes with the foot rope. 

lbs. 

H 3178. Dungagalli, Hazara, 6,eoo feet . 

H 933. Hazara, Punjab, 6,000 feet . . *56 

H 905. Upper Chenab, Punjab . . . .... 

• 9 

PAVETTA. 

767 Pavetta tomentosa, Smith, Rubiaceje. • 

Syn.— Ixora'tomentosa, Roxb. (FI. Ini., i, 386 .) 

Vera. — Padera , Kumaun ; Jut , Beng. ; Sikriba , sikirvp , Kol. ; Burhi , 
Kharwar ; Sundok , Lepcha ; Papiri , papatta , nam - papula , Tel. 

A large shrub of the sub-Himalayan tract from the Ganges east¬ 
wards, ascending to 4,000 feet, Bengal, South India, and Burma. 

Wood light brown, hard, close-grained. Weight 59 lbs. 

lbs. 

O 3086. Gonda, Oudh.59 


PAYENA. 

768 Payena lucida, DC., Sapotaceje. 

Syn. —Ceratophorus Wightii, Hassk.; Isonavdra polyAdra, Wight. 
(Icon, t., 1589.) 

Vem.— Dolu-kurta, Cachar. 

An evergreen tree met with in Cachar and Tenasserim (?). 

Wood red, hard. Weight 45 lbs. per cubic foot. 

The wood is ysed for planking. v 1 

\ n*. 

E 1275. Cachar.45 


PENTACE. 

Pentace burmanica, Kurz., Tiliackje. 

Vem.— Thitka, kathitka, Burm. 
j A very large, tall tree of Burma. 

Wood yellowish-red, shining, soft, even-grained, takes a good polish. 
Weight 42 lbs. on an average. 


1 




Timbers. 


Now very largely used in Efurma for boats, boxes, and other purposes 
for which a light wood is requirecj. Large quantities are annually ex¬ 
ported, and though a few years ago the wood was quite unknown, it is 
now well known, even in European markets. It is also cut up into thin 
planks and exported to Assam to make tea b^xes. 


B 281. Burma (1867) . 

B 802. Tharrawaddi, Burma 
B 815. Rangoon „ 

B 1386. Moulmein 


B 3119. Burma (1862) . 
B 2915. Burma . 


lb.. 
f 42 

• 4i 

• 43 

• 41 

• 4 « 
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PHUS. 


PENTAPYXIS. 

Pentapyxis stipulata, Hook . f ., Caprifoliace.®. * 

Syn.— Lonicera stipulata, Hook.f. & Th. ( in Journ. Linn. Soc. it., 

1 65.) 

Vem •— Berikuru, Nepal. I 

A large shrub met with in the Sikkim Himalaya, from 6,000 to 10,000 
feet, very common on hill-sides, cleared of forest, around Darjeeling. 
Wood white, soft. 

E 2856. Rangbul, Darjeeling, 7,000 feet. 


PERSEA. 

Persea Nan-muh, O'tv., Laurace®. 

The Nan-muh tree. 

Vem.— 

A tree of China and Japan. 

The wood is soft to moderately hard, with a pleasant aromatic scent 
when fresh cut; even-grained, of an olive-brown colour, shining with a 
beautiful lustre. Weight 34 to 35 lbs. per cubic foot. 

This is the wood used in China by persons of wealth and quality for 
coffins. 

lbs. 

No. 3259, Jagan.. 

B. 3705 (marked Laurus Kyaisai) 53 lbs. is probably a species of 
Persea. • 

Wood light olive-brown like the Nan-muh; moderately hard. 
Weight 53 lbs.*per cubic foot. * i 


PHILADELPHIA. 

Philadelphia coronarius, Linn., Saxifrages. • 

Vem .— Dalunchi, bhoj, Simla. 

A shrub met with in the Himalaya, from Kishtwar to S|kkim, from 
6,000 to 10,000 feet. Often planted for ornament. 

Wood soft, white, with large pith. 

lbs* 

H 3038. Nagkanda, Simla, 7,000 feet . . .44 
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. PHLOGACANTHUS. 

Phlogacanthus thyrsiflorus, Nees ., Acanthacex. 

Vern.— Sua, shechin, Nepal; Sumcker, Lepcha; Bashkah, Mechi. 

A larg^ evergreen shrub found in the sub-Himalayan tract from 
Kumaun A Assam, Khasia Hills and Burma. Often cultivated, as it is 
a very handsome shrub with long spikes of flame-coloured flowers. 

Wood while, moderately hard, close-grained. Weight 37 lbs. per 
cubic foot. , lbs. 

E 2410. Bamunpokri, Darjeeling Terai . . .37 


PHCEBE. 

PJicebe attenuate, Nees., Laurace^. 

Vtm.—Dudri, Nepal; Leprkaphal, Darjeeling; Phani, Lepcha. 

A large evergreen tree of Sikkim and Bhutan, from 4,000 to 8,000 
feet, hills of Eastern Bengal. 

Wood grey, turning darker on exposure, hard, even-grained. Weight 
39 to 44 lbs. per cubic foot. 

Much used at Darjeeling far building, for tea-boxes, and other pur¬ 
poses. Ibs. 

E 363. Rangbul, Darjeeling, 7,000 feet . . .44 

E 241b. Chuttutkpur Forest, Darjeeling, 6,ooo feet . 39 
E 3389. • 

P. lanceolate, Nees. 

Syn.—L surus lancfolaria, Roxb. (FI. Ind., ii, 309.) 

Vera. — Chan , chandra, badrar, shalanghi, Pb. ; Ilanlta, dandorla, banal , 
stirt banal, bilphari, Hind.; Dupatti, Mechi ; Nuni ajhar, Gako; Sun 
kanndl, Kumaun. 

A small evergreen tree found in the outer Himalaya from the Jumna 
to Bhutan, ascending to 6,000 feet, Khasia Hills, Sylhet, Burma, and the 
mountains of South India. 

Wood white, hard, close-grained; it turns brown on exposure, and 
varies in colour in different localities. Weight 46 to 55 lbs. per cubic foot. 

lbs. 

H 91. Bhajji, Simla, 4,000 feet . . . .46 

E 2415. Chunbati, Darjeeling, 2,500 feet .1 . *55 


. PHOENIX. 

Phoenix paludo$a, Roxb., Palmje. 

Vern. — Hintal, hital, golpatta, Bfng. ; Tkinboung, Bcrm. 

A soboliferous, often gregarious, palm of the Sunderbans, Burma, and 
Andaman Islands. 

Its leaves are used in the Sunderbans to make rough ropes for tying 
boats and logs; and for thatching. 

P. sylvestris, Roxb. 

TtiE Wild Date Palm. 

Vera. — Khajir , khaji, salma, thalma, thakil. Hind. ; Pedda eita, Tel. ; 

Peria-eetcham, Tam. , Ichal, kullu, Kan. ; Seindi , BekaR ; Bote hand, 
1 Mar. ; Sindi, Gond. 

A tree 30 to 40 feet high, wild and cultivated throughout India. 
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Wood light brown, the outer portion hard and durable. Weight 
40 to 45 lbs. per cubic foot. • • 

The wood is sometimes used for building, water tubes, and other 
purposls. • 

1 lbs. 

E 416. Sundirbans.. 45 

P 887. Multan . . . . # . .#.... 

PHYLLANTHUS. * 

Phyllanthus bicolor, Mull.-Arg., Euphormace.*:. 

Vem.— Latikat , laknkat , Nepal ; Katr , tetrikair , Lepcha. 

An evergreen tree of Nepal, Sikkm), ancf Khasia Hills, ascending to 
7,000 feet. 

Wood red or reddish-grey, hard. Weight 37 to 47 lbs. per cubic 
foot. * 

lbs. 

E 685. Sepoydura forest. Darjeeling, 5,500 feet . 37 

E 2433. Tukdah Forest, Darjeeling, 6,000 feet . . 47 

P. Emblica, Linn. 

Syn.—E mblica officinalis, Gatrfli -, Cicca Emblica, Kurt ( 11 , 352 .) 
Vem. — Ambal , ambit , Pb. ; Dattla , amla , aonla , amhka , aura , aola , 
Hind.; Auttla , Nepai.j Suom , \ jE . pcH \ m ^ AmIa , anibolati , 
-* A ~ L — «*»••• AssV. 


Bi ng. ; Ambart, Garo ; Amluki, Ass^* Ala thanda. 


aunra, 
amulati, 

Cuiiack; Ntllt, mtlli, nalh, aunn, ustr, I alia,. GoND; Meral, Kol; 
Aunre, Kurku ; Nelli, nellekai, Tam.; Ostrka, usrt, aterekt, Tfl. ; 
Nelli, nilika, Kan.; Ohalu, gondhona, Uriya; Aonlt, Mar.; Nelli, 
Cingh.; Sliabju, tasha, Burm. ; Anvaht, Bom. 

A moderate sked deciduous tiee met vut! >n the dry forests of India 
and Burma. 

Wood ted, hard, close-grained, warps and splits in seasoning. No 
heartwood. 

The wood is durable under water, and is used for well-work ; also for 
agricultuial implements, building, and furniture. It is also burned as 
fire-wood and makes^ood charcoal; chips of the wood are said to clear 
muddy water 


P 104. Bhajji, Simla, 3,000 feet 
P 438. Ajmerc ..... 

O 252. Gartiwal (1868) .... 

O 539. Dehra Dun .... 

E 580. Khookloong Forests, Darjeeling Terai 
E 2432. Bamunpokn, Darjeeling Terai 
C 1126. Aluri Reserve, Central Provinces 
C 2738.*‘Moharli Reserve, Central Provinces * 
C 3539- Khurdha Forest, Orissa 
C 841. Bairagarh Reserve, Berar . 

C 2774. Melghat, Berar 
No. 61. Ceylon Collection 

P. lanceolarius, MiM.-Arg. 


lbs. 

56 

••• 

49 

48 

56 

48 

St 

56 

58 

45 

56 


• Syn. — Glochidion lanceolarium. Dale .; Bradleia lanceolaria, 

(Roxb., FI. Ind. Hi. 697.) • 

Vern.— Anguli, bhaurt, Beng. , Marang mala, Kol; Kalchua, Uriya j 
Bangxkdr, Nepal ; Fagin, Lepcha ; Tsekaban, Magh ; Bhoma, Bom. 

A small tree of the sub-Himalayan tract, from Kumaun Eastwards, 
Eastern Bengal, South India, and Burma. 
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Wood reddish-brown, moderately hard, durable. Weight about 56 
lbs. per cubic foqt. 

c lbs. 

. C 3485. Kolh£n Forests, Singbhum, Chota Nagpore. ... 

C 3501. Khurdha Forests, Orissa. 

C 3555* »> >■ »»•••• 5 ® 

781 Phyllanthus reticulatus, Poiret. 

Syn.—P. MULTIFLORUS, Roxb. (FI. Ind. Hi. 664) ; ClCCA RETICULATA, 
Kura, (it, 3 S 4 -) 

Vem. — Punjtile, mdkhi. Hind, j Nella purududu, phulsar, Tel. j Welkyla, 
ClNGH. 

A straggling shrub, common in most parts of India and Burma, 
1 especially along river banks. 

Wood white or greyish-white, hard, close-grained. 

E 3362. Dhupguri, W. Duars. 

782 P. Thomson!, Mull.-Arg. 

Vem.— Latikat, Nepal. 

A small tree of Sikkim and the Kh£sia Hills. 

Wood red, structure the same as that of P. Emblica. Weight 42 
lbs. per cubic foot. 

lbs. 

E 2434. Bamunpokri, Darjeeling Terai . 


PHYLLOSTACHYS. 

783 Phyllostachys bambusoides, Sieb. & Zucc., Gramineje. 
A bamboo, met with in the Mishmi Hills. 

* (Specimens wanted.) 


PICRASMA. * 

784 Picrasma javanica, Bl., Simarubeje. 

Vem. — Thityooben, Burm. 

A moderate sized evergreen tree of Malacca, and according to 
Kurz frequent in the tropical forests from Martaban down to Tenasserim 
and the Andamans j and in those of the Pegu Yoma. 

Wood yellowish-white, soft, perishable. Weight 27 lbs. per cubic foot. 


B 1977. Andamans (1866) 


PIERIS. 

785 Pieris ovalifolia, Don., Ericacejc. 

Syn. —Andromeda Ovalifolia, Wall. 

Vem. — Ayatta, eilan, ellal, arur, arwdn, aira, rattankat, erana, yaria, 
Pf.; Ay dr, Hind, j Amir, angiar, aigiri, jagguchal, Nepal; Ptaaay , 
Bhutia ; Kangshior, Lepcha. 

• A small deciduous tree found in the outer Himalaya from the Indus to 

Assam, usually between 4,000 and 8,000 feet, the Khdsia Hills and Hills 
of Martaban from 5,000 to 7,000 feet. 
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Timbers. 


Wood light reddish-brovnj moderately hard, not durable, warps and 
shrinks very badly in seasor ig. .Weight 41 lbs. per cubic foot. 

It is only used for fuel a—. charcoal. * 

• lbs. 

H 17. Simla, 7,000 feet . %. . .41 

E 3325. Darjeeling, 6,500 feet. *. 


PINES. 


PINUS. 

Pinus excelsa, Wall., Conifer*. * 

Vent. — Piutti, Afg. ; Bidr, Hazara, j Chil, chir, chiltu, chxtu, chid, Kash¬ 
mir to Jaunsar; CkUa, Garhwal. ; Kail, Beas, Sutlej j Lint, Cham- 
ba, KunaWar j Yara, yur, viro, Kashmir j Shomshing, limshing, La- 
houl j Raisalla, lamshing, oyans, Ku matin ; Tongscki, Bhutan. 

A large gregarious tree, generally of*the Himalaya, between 6,000 and 
10,000 feet, from the Indus to Bhutan, extending into the inner arid tract. 

Heartwood distinct, red, moderately hard. It is very resinous Snd 
more durable than that of P. longifolia, but less so than Deodar. Weight 
from 26 to 33 lbs., average 30 lbs., per cubic foot. In this respect it 
ranks next to Deodar, and is preferred to that of Chil or the Firs. 

It is used for house-building, shingles, water channels, wooden spades, 
and other implements ; also for torches, and from it turpentine is prepared, 
it gives an excellent charcoal for iron smelting. 


H 9 2 3* 
H 901. 
H 140. 
H 609. 
H 37- 
H 2871. 
H 14030 
H 14036 
H 1404. 

H 1407 - 
E 2463. 


Hazara % (7,000 feet) 

« M • 

Lahoul (about 10,000 feet) 

» »» t » >* 
Mashobra, Simla, 7,000 feet 

Nagkanda, ,, 8,000 ,, 


(Punj 

UDr. 


Punjab Hills, 

(Dr. Stewart, 1867) 



E 2463. Chumbi Valley, Tibet, about 10,000 feet . 30 

P. Gerardiana, Wall. 

The Edible Pine. 

Vem.— Chilghoza , jalghoza , Afg.; Ckiri , prita , mirri , galboja , galgoja , 
Chenab.; Kashti , Ravi. ; Ri , rhi , Kunawar; Kannuchi , koniunchi , 
kaninacki , shangti , W. Tibet. The seeds, neoza . 

A moderate sized tree of the inner dry and arid North-West Hima¬ 
laya, found in isolated areas of no great extent, generally between 6,000 
and 10,000 feet, mountains of North Afghanistan and Kafiristan. 

Heartwood yellowish-brown, hard, durable, very resinous. Weight 
44 to 47 lbs. per cubic foot. *» 

The wood is rarely used, as the tree is valued for its edible seeds ; it 
is, however, sonfetimes hollowed out for water-courses, and is used for the 
hook which attaches the seat to the rope in a single-rope swing-bridge. 

lbs. 

H 991. Kunawar, Punjab, 9,000 feet . • • 44 

H 1405. Chenab, „ „ (Stewart, 1867.) 47 

P.’kasya, Hoyle. 

A large evergreen tree, often gregarious, met with in the Khdsia Hills 
above 2,000 feet, higher hills of Chittagong and mdUntains between the 
Sittang and the Salween rivers in Burma above 3,000 feet. 
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"PIPTADE- 


Wood very resinous, heartwood red. . Weight 38 lbs. per cubic foot. 
It is extensively used in the Khdsia Hills for building and otl 


other 


purposes. 

E 7^7. Khisia Hills.3)8 

789 Pinus longifolia, Roxt 

The Long-leaved Pine. 

Vera .— Nakhtar,' Afg. j Chil, chir drab, chit, Pb. j Gila, tkansa, 
KangRa ; Anander, Jhelam j Saral, Jaunsar; Chir, salla, -sapin, 
kolon, kolanf kolain, Garhwal and Kumaun. ; Dhup, Oudh; Dhup, sola 
dhup, sula, Nepal j Gniet, Lepcha j Teadong, Bhutia. 

A large gregarious tree of the outer and drier Himalayan slopes, met 
with as low down as 2,000 feet and ascending to 7,500 feet. From Af- 
, ghanistan eastward to Sikkim and Bhutan. 

Heartwood small, soft, reddish, not durable ; it is attacked by insects 
and decays rapidly when exposed to wet j it is, however, easy to work, 
y/eight 30 to 40 lbs. on an average for seasoned wood. 

Extensively used in some localities in the hills for building, shingles, 
tea boxes, and the bottoms of boats. It gives large quantities of resin, more 
than any of the other Himalayan Pines, but the process is exhaustive. 
Brandis says : “ The yield of an ordinary tree is 10 to 20 lbs. of resin 
the first, and about one-third of the quantity the second year, after wh : ch 
the tree either dies or is blown down.” The bark is used as fuel for iron 
smelting. The wood is often made into charcoal. 

Chir require,^,niuch light, and seedlings do not spring up under shade, 
but the nat'- ui reproduction is good, and should present no difficulty if 
fire ''cattle are excluded from the cuttings. 

lbs. 

J H 602. Tuttul Forest, Kangra . . . 37 

H 13. Simla, 6,000 feet . . . . . 39 

H 93 ’ »»«» »»• * • • • 39 

t O 3003. Garhwal (1874) . . . -45 

E 704. Badamtam Forest, Darjeeling, 2,500 feet 45 

E 2435. Great Rangit Valley ,, 2,000 feet 42 

E 2436. Darjeeling, 7,000 feet (planted). 

790 P. Merkusii, Jungh. 

Vera. — Tinyu-ben, Burm. 

A large tree met with in the tropical forests of Burma on the Thoun- 
gyeen river, associated with Dipterocarpus tuberculatum 
* Heartwood yellowish-brown with dark streaks, moderately hard, ex¬ 

ceedingly resinous. Structure similar to that of P. Kasya. VWeight 51 
lbs. per cubic foot. 

The wood is sometimes brought to Moulmein for mast pieces, but the 
difficulties of land and water transport are very great, almost preventing 

its extraction at a orofit. 

v lbs. 

P 547. Thongyeen, Burma . . , .51 

PIPTADENIA. 

791 Piptadenia OUdhensfe, Brandis , Leguminos.®. 

Vera. — Gainti, Oudh. 

A moderate sized tree met with in the forests at the foot of the Nepal 
Hills, Gonda Division, Oudh. 

Wood yellowish or reddish, close-grained, no heartwood, hard, durable. 

O 3084. Gonda, Oudh. 
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PIPTANTHUS. 

• , 

Piptanthus nepalensis, D Don., Leguminos.®. • 

Veftl.— Banlaru, Sutlej, Shalgan , Kumajjn. 

A shrub of the Himalaya from the Sutlej to Bhutan above 7,000 
feet. Has handsome, large, yellow flowers, and is sometimes planted 
for ornament in the hills and in Europe. , * 

Wood white with an irregular grey heartwood. 

• lbs, 

H 3024. Naghanda, Simla, 9,000 ftet . . .40 

E 3405. Sandukpho, Darjeeling, ii,goo feet. * 

PISTACIA. • 

Pistacia integerrima, J. L. Stewart, Anacardiace® 

Vera.— Kaka, Lakkar, kakrangche, kakrmg, Kangar, tungu, Pb. j Kaksr. 
strict, Kumaun , Shutf, sar await, ma\ua, Afg 
A arge deciduous tree, met with on the Sulaiman and Salt Ranges, 
the outer North-Western Himalaya, extending eastward to Kumaun, 
altitude 6,500 feet. 

Wood haid, close and even-grained, brown, beautifully mottled with 
yellow and dark veins, and take a fine polish The sapwoodis liable to 
be attacked by insects, but the heartwood is durab’%, highly priced, and 


wood 


consequently often cut recklessly Weight 54 lbs. per'SStinc foot. 

The heartwood ot matift-e trees is the best and most 
of the North-West Himalaya tor carving furniture and a! 
mental work {Brandis) 

Gamble says it is usually sold in the hill bazars, and particularly^ 
Simla in the form of thick short planks. 



H 6. Julung, Simla, 4,000 feet 
H 11. Komharsen, Simla, 6,000 feet 
H 160 Ha7Aia, Punjab (1&66) 

II 926 Hazara, Punjab 

H 898, Murree, Punjab, 7,000 feet 

II 227 Garh\#al (1868) 

H 2930. Simla, 6,000 feet 


lbs. 
• •• 
50 
52 
46 
■56 

60 

63 


PITHECOLOBIUM. 

Pithecolobium dulce, Bth , Leguminos®. 

Syn.— Inga dulus, Willd , Mimosa dulcis, Roxh {FI Ind , *», 551 5 ) 
Vern. — Dakhani babul, Hind , Karkapilly, Tam , Stme hunase , Kan., 
Knoay tanyeng Burm 

A tree introduced from Mexico, and commonly cultivated in India and 
Burma 

He irtwood red or reddish-brown, sapwood white. Weight 40 lbs. 
per cubic foot 

1 he tree coppices well, and is used as a hedge plant and for fuel. 

O 3656. Saharanpur. , 

P. Saman, Benth. 

The Uango or Raintree. * 

Syn.— Niga Saman, Willd 

A small low-branching tree introduced from TamaiA, extensively culti¬ 
vated m Calcutta as an ornamental tree of rap a growth. 
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PLSCOS- * 
PfiBXUM. 


796 


797 


Sapwood white, heartwood brown, soft, perishable, and to judge by our 
specimen by no means so good as it has been reported to be. Weight 
26 lbs. per cubic foot. 

* lb*. 

E 3711. R. B. Gardens, Calcutta . . . .26 


* PLANCHONIA. 

Planchonia littofalis, Van Houtte, Myrtaceje. 

Syn.— P. valida, Blume {Kura, i, 500). 

Vern.— Bamvibay nee, Burm. j Baila 1 id, And. 

A moderate sized evergreen tree, frequent in the evergreen coast forests 
of the Andaman Islands. 

A valuable wood, which should be better known; it seasons well and 
takes a fine polish; it is reddish-brown, with yellow specks, very hard, 
close-grained. Weight about 60 lbs. per cubic foot. 

lb*. 

B 514. Andaman Islands.64 


5 i 4 - 
B 2495. 


an 


{Home i8J4, No. 7, Youaygyee) 61 


PLATANUS. 


A 


Platanus "Afentalis, Linn., Plataneje. » 

, ■ The Oriental Plane Tree. 

Vem.— Ckindr, Pers., Afg. j Bum, buna, boin, Kashmir. 

A large deciduous tree, cultivated in the North-West Himalaya east 
to the Sutlej, ascending to 8,300 feet in Ladak. Indigenous in Greece, 
Macedonia, Armenia and Northern Persia. 

Wood white, hard, with a faint tinge of yellow or red. Weight about 
40 lbs. per cubic foot. 

It is used in Kashmir for boxes, trays, pen-cases, and other articles, 
which are lacquered and painted. It has a pretty grain and may be 
recommended for cabinet-work. 

lbs. 

H 922. Hazara . • • • • • • 4 1 


798 


PLECOSPERMUM. ' 

Piecospermum spinosum, Trecul, Urticaceas. 

Vern.— Mainakat-lara, maidal-lara, Nepal} Gumbengfong , Mechi j 
Koriti, Tel. 

A large thorny shrub, met with on the Salt Range, in Rohilkhand, 
Nepal, Sikkim, South India, and Ceylon. 

Wood greyish-white, with a small bright orange-yellow heartwood, 
which is very hard. In the heartwood the pores are filled with a yellow 
resinous substance. Weight about 30 lbs. per cubic foot. 

It is used in the Darjeeling Terai to give a yellow dye. 

lbs. 

0,3134. Dehra Dun . • • • • • 5 ® 

E 487. Khookloong Forest, Darjeeling Terai . 45 

E 2308. 'Darjeeling Terai. 5 a 

E 2448. Tukdah Forest, Darjeeling, 5,000 feet . 47 
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PLECTOCOMIA. 

Plectocomia assamica, Gr#"., Palmje. 

Vern.— • 

A cane, met with In Upper Assam. It resembles P. Khasyuiib 
T. Anderson joins them both in one species. * 

(Specimens wanted ) 

P. himalayana, Griff. * 

Vera. —Takri bet , Nepal ; Runool, Lepcha. 

A cane met with m the Sikkim Hills at 4,000 to 7,000 feet altitude. 
(Specimens wanted.) • 

P. Khasyana, Griff. 

A cane of the Kh&sia Hills. 

(Specimens wanted.)' 

P. macrostachya, Kurz. 

A canc met with in the Tenasserim Hills. 

(Specimens wanted.) 

PLJLCTRANTHUS. 

Plectranthus rugosus, Wall., Verbenaceje. 


And 




cuituus rugosus, rrau., vkkbenac em. • 

Vem.-Kh-wangere, Trans-Inuub ; Itsit, Salt Range j B&i, JhelasNJ 
Solet, Kashmir; Pmmar, ckugu, Chenab ; Kot, itrtngrt, Ravi: PckP 
ro^bang, cktchn, Sutlej. 

A small shrub, common on dry hill-sides and rocks in the North- 
West Himalaya and Salt Range above 3,000 feet. 

Wood grey, hard. 

H 2840. Simla, 7,000 feet. 

•PLECTRONIA. 

Plectronia didyma, & Hook.f, Rubiaceje. 

Syn.—C anthium didymum, Gaertn, ( Roxb. Ft, Ind., i, 535.) 

Vera. — Jor, Koifc ; Tolan, Uriya ; Neckame, nalla bahu, Tam., Tel • 
Abalu, Kan. ; Arsil, Bom. ; Poruwa, Cingh. ' * 

A large shrub of South India, Ceylon, and Tenasserim. 

Wood light broWn, hard. Weight 57 lbs. per cubic foot. , 

Used for agricultural purposes. 

• 0 lt>B 

No. 16. Salem Collection.57' 

C 3481. Saranda Forests, Chota Nagpore, 

PODOCARPUS, 

Podocarpus bracteata, BL, Conifers, 

* Syn.-—N ageia bracteata, Kura. 

Vern .— Jinari, Cachar ; Thttmin (Prince of Woods), Burm. ; *Welimadd 
And. * 

A large evergreen tree of the Kh&sia Hills, Burma? and the,Anda- 
man Islands. 


PODOCAR¬ 

PUS. 
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POLYAL- 

THIA. 


Wood grey, moderately hard, of "very uniform grain and texture 
throughout. Weight about 40 lbs. per cubic foot. 

The wopd is used for oars, masts of boats, and for planking. It is 
., greatly esteemed by the Burmese. Dr. Mason says: “It is used by 
carpenters for various purposes, and the Burmese have a superstition that 
the beams of balances should be made of it.” Major Berdmore says it 
is used to a^ert evil by driving a peg of it into a house-post or boat. 

lbs. 

E 1277. Cgchar.38 " 

B 508. Andaman Islands . , . . • 37 

B 2263. ,, ,, (Major Ford, 1866) . 39 

B 2536. „ „ (Home, 1874, No. 10) . 41 

806 Podocarpus latifolia,' Wall. 

Syn. —Nageia latifolia; Kura. 

Vem. — Soplong, Khasia; Nirambali, Tinnevelly ; Thitfnin, Burm. 

A large evergreen tree, with grey aromatic wood, and structure similar 
to that of P. bracteata. Tropical forests of Martaban and Tenasserim 
Hills; Hills of Tinnevelly, at 3,000 to 5,000 feet (Beddome ); Khasia 
Hills and Eastern Bengal ( Parlatore ). 

Weight about 33 lbs. 

The wood is used for similar purposes to that of P. bracteata* 

* B 569. 4i.*onghoo, Burma .33 

A " POINCIANA. 

807 roinciaaa elata, Linn * Leguminosje. 

Vera. — Padenarayan, Tam. ; Sunkeswar, Tel.; Nirangi, Kan. 

K A moderate-sized tree'found in the forests of South India and the 

Western Peninsula, planted elsewhere. An ornamental tree frequently 
planted. 

According to Skinner it has wood of a yellow colour, tolerably close 
and even-grained, easy to work and giving a smooth surface; warping 
slightly but not subject to crack. Weight 45 lus. per cubic foot. 

Well suited for cabinet work. 

(Specimens wanted.) 

808 P. regia, Bojer. * 

The Mascarene. 

Vera.— 

A moderate sized tree, native of Madagascar, introduced into India 
within the last 70 years and now found planted almost all over India; 
plentiful in Calcutta in gardens and on road-sides. 

Kurz says the wood is white, soft, light, and loose-grained. 

(Specimens wanted). 


POLYALTHIA. 

800 Polyalthia cerasoides, Bcnth. & Hook.f. AnonoceV. 

syn. — Uvar a cerasoides, ( Roxb ., FI . Ind „ it , 666 ). 

Vera, — Hoorn , Mar. ; Chilka dudugii , Tel. ; Nakulsi , mil Hi , Tam. 

A. large evergreen tree found in Behar, Eastern and Western Ghats, 
Dekkan, Burma. 


c. 



Timbers. • • [ PAf?T VU, 

I -=--: 

* f POMETIA. 


Wood olive-grey, moderately hard, close-grained. Weight 52 lbs. per 
cubic foot. ; . 

The wood is used for carpentry and in boat-building. It ic much prized 
in Bombay? # lbs. 

C 997. Poona 52 

Polyalthia Iongifolia, Bth. & Hook. f. 

The Indian Fir or Mast tree. * 

Syn.— Guatteria longifolia, Wall ; Uvaria longifolia, Lam. (Roxb., 

FI. Ind., it, 664). 

Vem. — Asok, debdari. Hind.; Assothi, 1 am.; Asokd, ‘dovadaru, Tel .; 
Debdaru, Uriya. 

A large, erect, evergreen glabrous tree inhabiting the drier parts of 
Ceylon; cultivated throughout the hotter parts of India. It is commonly 
planted in avenues along roads in Bengal and South India. 

Wood white, fairly close and even-grained, rather soft. Weight about 
* 40 lbs. per cubic foot. * 

Roxburgh says it is deemed of little use. It might be found suitable 
for tea boxes, as also the wood of P. simiarum, Bth. & Hook., a large tree 
of Eastern Bengal and Burma, and P. Jenkins!!, Bth. &\Hook /., which 
is found in Assam and Sylhet'. 


810 


• ■ 


P. suberosa, Bth. & Hook.f. 0 

Syn.— Uvaria suberosa, Roxb. (Ft. Ind., it, 667 ). 

Vein, — Barachali , Beug. ; Banderhola, Ass. ; Chilka duSf^y^Ttir 
A small tree of Oudh, Bengal, and South India. , 

Wood close, tough, durable, resembling that of P. eerasoides. v, 
40 to 45 lbs. per cubic foot. » 

C 3483. Kolhdn Forests, Singbhiim, Cfiota Nagpore. 

POLYGONUM. 
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Polygonum molle, Don., Polygoneje. 

Vera.— Totnye, tuknu, patu-swa, Nepal. 

An extremely common, often almost gregarious, and scandent or 
straggling shrub, found on the hills of Sikkim and Bhutan from 5,000 to 
8,000 feet. There is some doubt about the name of this very common 
plant, but it is probably Coccoloba Totnea, Ham., in Don. Prodr. FI. 
Nep. 74. It has the enlarged succulent calyx of Coccoloba round the 
fruit. 

Wood reddish-white. Stems hollow. 

E 2412. Rangbi, Dai jeeling, 5,000 feet. , 


* POMETIA. 

Pometia tomentosa, Bth. &* Hook./., Sapindace*. 

Syn.— Pometia eximia, Beddome (t. 1 S 7 .) 

Vem.— Yhabyay, Burm.; Badoh, And. 

A large tree of the Eastern Peninsula, very common in’the tropical 
forests of the Andamans; found in Malacca and the central province 
of Ceylon. 

Heartwood red, coarse-grained. Weight 48 lbs. per cubic foot. 

The Flora of British India states that the umber is useful. 

• lbs., 

B 1973. Andamans (1866).48 

N I 195 
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POPULUS.'I 


PONpAMIA. 

814 Pongamia glabra, Vent., Leguminos.®. , 

Syn.—G alkdupa indica, Lam. (Roxb., FI. Ind., Hi, 329.) 

V&*^T~Karanj,papar, Hind.; Dalkaramcha, karanja, Beng. j Koranju, 
U^iya ; Ronga, Tam.; Kanga,pungu, kaniga, ganuga, Tel.; Garan- 
jt, OOND.; Cnarr, AjmekE; Kha-mdri, karmuj, Sikguja; Hung ay, pong, 
KAN.; T hinwin f BuRM. 

A moderate sifed tree, almost evergreen. Grows in the sub-Hima- 
1 layan tract from the Ravi eastwards, ascending to 2,000 feet; Bengal, 

Burma, Central and South India. The tree is easily grown from cut¬ 
tings. 

f 

Wood moderately hard, white, turning yellow on exposure. It is not 
durable, and is readily eaten oy insects, but is improved by seasoning in 
, water. Weight about 40 lbs. per cubic foot. 

In Lover Bengal it is used for oil-mills and firewood; in South India 
for solid cart-wheels. 

Ibs. 

P 457.. Ajmere.45 

C 1133. Ahiri Reserve, Central Provinces . . 38 

E 411. Sundarbans . . . . . >43 


POPULUSj 

V" , Js balsamifera, Linn., Saucine®. 

^ Vem.— Phalsh, makkal, pakkshu, pakh, b&t, kramal, Pb. ; Berfa, changma, 

yarpa, magkal, mdhal.'W. Tibet. 

A large tree of the inner arid Himalaya and Tibet, 8,000 to 14,000 
feet. The leaves and the branches are full of balsamic juice, which also 
exudes from fresh cuts between the bark and the wood. (Gamble.) 

Wood light grey, soft to moderately hard. Weight 32 lbs. per cubic 
foot. 

The wood is grown for fuel in the inner arid Himalaya. 

lbs. 

H 136. Lahoul, about 9,000 feet . £l . . .32 


H 138. Lahoul about 0,000 feet 
bles the above, but is of very fas 


lbs. 
¥ 30 


resembles the above, but is of very fast growth. . 

P. ciliata, Wall. 

Vetn.— Safeda, bagnu, phalja, phlassu, falls, paluch, phalsh, banpkrastu, 
dud phras, asdn, suali, rikkan, sakt, pabe, ckanun, krammal, pahart 
pipal, Pb. ; Chelaun, chel&n, Simla; Garptpal, KumauN: Bangikat 
Nepal; Sungribong, Lefcha. 

A large deciduous tree of the Himalaya from tfie Indus to Bhutan 
between 4,000 and 10,000 feet. 

Wood grey or brownish-grey, shining, soft. Weight, on an average, 
29*5 lbs. per cubic foot. 

The wood is used for water troughs. 

Ibs. 

H 3188. Dungagalli, Hazara .. 

H 34. Matiyana, Simla, 7,000 feet . . .35 

H 2884. Nagkanda, ,, 8,000 „ ... 30 

( H 77o£ Kalatop, Dalhousie, 7,000 feet . . .26 

E 970. Chumbi Valley, Tibet, about 8,000 feet . 27 

196 
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PRINSE- 

P1A. 


C. 3578 Khurdha Forests, Orissa (Agabathu, Urita) is a species of 
Premna, near P< latifolia. “ ; 

Premna longifolia, Roxb. 

Syn.—P. Tomentosa, Willd. 

V era. -Gwyheli, Nepal; Sungna, Lepcha; Dhaoli, Mechi; Gohora, Ass. 
An evefgveen tree found in the Eastern sub-Hi malayan tract of 
Bengal and Assam. 

Wood greyislwbrown, hard, close-grained. Weight 47 to 50 lbs. per 
cubic foot. 

It is used for house-posts in Assam. 

Ibs. 

E 2400. Sivoke„Darjeeling Terai . . . . 47 

E 1267. Lakhimpur, yVssam.50 

P. mucronata, Roxb. 

* Vem •—Bankhar, gidn, Pb. ; Bakar, bakarcha, basdta, agniun, tumari 
jhatela. Hind.; Agniu, Kumaun. 

A small tree of the sub-Himalayan tract from the Chenab eastwards. 
Wood moderately hard, light purple, structure the same as that of 
P. integri folia. 

Wood a good fuel, used to obtain fire by friction. 

O 3091. I^heri, Oudh. 


823 P. tomento&'zf Willd. 

. Nagal, naoru. 


„ 3&CxK.—-Nagal, naoru , naura, Tel. ; Chambara, Mar j Ije, Kan. ; Boo- 
jt: + ' sairu, CiiTgH. ; Kyunnalin, Burm. 

^ A moderate sized deciduous tree of South India and Burma. 

Wood light-brown, the colour of teak but lighter (hence the 
Burmese name), moderately hard, smooth, close and even-grained, seasons 
and polishes well. Weight from 40 to 54, generally about 52 lbs. per 
cubic foot. 

It is used for weaving shuttles in Burma. It would do for turning 
and fancy work. 

lbs. 

B 317. Burma (1867) . . ... . -54 

B 27x8. Tavoy {Wallich, 1828) . . . -53 

B 2548. Burma (1862).51 

B 1424. Burma.40 

(Wood rough, grey, and lighter than the other specimens of 

P. tomentosa.) 


PRINSEPIA. 


824 Prinsepia utilte, Royle., Rosace.®. 

Vem.— Bkekal, bekkra, karanga, cherara, dhatela, jhatela. Hind.; Gurin- 
da, Hazara ; Tat it a , phulwara, Rajaori ; Jinti, Chenab ; Bekling, 
Kanawar. . 

A deciduous, thorny shrub, of the outer Himalaya, from Hazara to 
Bhutan, between 2,000 and 9,000 feet, and Khasia Hills. 

Sapwood white; heartwood red, very hard and compact, close and 
even-grained, but much liable to split. Weight 69 lbs. per cubic foot. 

Tne vfood is mostly used for fuel, and occasionally for walking-sticks. 

a lbs. 

i H 49. Nagkanda, Simla, 8,000 feet . . .69 





Timbers. 

—+- 


[ Pai?t viv/* 


PRIOTROPIS. 

* • 

Priotroftis cytisoides, W. & A., Leguminos*. * 

Vem.— • 

An erect branching shrub of the Eastern Himalaya and Burma. 

Wood white. \ 

E 3311. Punkabari, Darjeeling, 3.000 feet? 0 

PROSOPIS. 

Prosopis glandulosa, Torr., Leguminos*. 

The “ Mesquit or Algakoba of TeAs.” 

A small tree, native of the mountain legions of Western Texas. Suc¬ 
cessfully introduced into India by the Department of Agriculture and 
Commerce of the North-Western Provinces. * 

Wood exceedingly hard and durable, with a beautiful grain. 

It is used for furniture, picket poles, and charcoal. 

t Specimens wanted.) 

P, spicigera, Linn. 

Syn.—A denanthera aculeata, R&cb. (FI. Ind., ii., 371.) 

Vem. — Jhand, khdr, Pb. ; Kandi, kundi, Sind. ; CFSs^kra, AGRA; Khej- 
ra, Rajputana; Suygri, Pertabgarh; Setnru, AawVGuz.; Shemi, 
saunder, Mar. ; Shami, Beng. ; Sotni, Monghyr ; Pgra^Sfta ^M ADURA. 
Uriya ; Perumbe, vunne , jambu , Tam. ; Chani, Tel. I 

A moderate sized, deciduous, - thorny tree, inhabiting the 
northern and southern dry zones, Punjab, Sindh, Rajputana, Guzera^l 
Bundelkhand and Dekkan. It is easily raised i-om seed and coppices 
well. It has an enormously long tap root: one specimen, of which pieces 
were sent to the Paris Exhibition of 1878, had a root 86 feet long, pene¬ 
trating vertically to a depth of 64 feet. 

Sapwood large, perishable; heariwood purplish-brown, extremely 
hard, tough, but not durable, liable to dry rot. and readily eaten by insects. 
Weight 50 to 60 lbs., generally about 58 lbs. per cubic foot. 

It is used for building, carts, well curbs, furniture, and agricultural 
implements; but is chiefly valuable for fuel, as its heating power is very 
great. Brandis gives the results of experiment made at Karachi in May 
1869, that 1,374 of its wood were consumed in evaporating ir8 cubic 
feet of water per hour during 7 hours, the pressure of steam being kept 
at 27 lbs. per square inch, while of Acacia arabica wood 1,388 lbs., and 
of Tamarix gallica wood 1,627 lbs., were required for the same test. 
It is largely used for fuel for locomotives and steamers in the .Punjab and 
Sind, and has been planted in the Punjab plantations. 

• . lbs, 

P 882. Multan ...... 

P 939. . „ (rootwood) .... 

P 1380. Carokpo Forest, Hyderabad, Sind 

P 459. Ajmere (young tree) .' . ■ . 


57 


59 

37 


PRUNUS. 


Prunus acuminata. Wall , Rosace*. • 

Vem. — Lali, Nepal. * 

A tree of the Eastern Himalaya and Khisia Hills from 4,000*0 7,000 
feet. 


PRUNUS. 
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Wood reddish-brown, with pretty wr.vy lustre on radial section. 

E 3309. Sureil, Daiieeling, ,6,000 feet. 

E 3422.' Rangirum, Darjeeling, 6,500 feet. 

Primus armeniaca, Linn. 

The Apricot, 

V gardaltt, jaldaru, shiran, ckeroli, cher kvsk, scrkuji, short, 
Pb. flser, Kashmir; Ckuari, gardalu, khubani. Hind. ; Mishmish , Pers, 
A moderate sized deciduous tree, cultivated in the North-Western 
Himalaya. u 

Sapwood white; heartwood greyish-brown, mottled with dark-brown 
streaks, moderately hard. Weight, 49 lbs. per cubic foot. 

Wood handsome, used for various purposes in the Punjab Hills. 
In Lahoul and Upper Ranawar it is the chief firewood. 

lbs. 

H 781. Bathri, Chamba, 3,000 feet ... 49 

, H 20. Madhan, Simla, 6,000 feet ... 49 

H 2876. Matiyana, Simla, 7,000 feet. 

P. communis, Huds., forma, alucha. 

The Plum. 

Syn. — P. aloocha, Royle. 

Vern.— Alitrha, olchi, shaft 'dlu, er, aor, eardalu, Pb., ; Bhotiya baddm, 
LaddkhjLfr' 1 dm, Almoka. 

A modgpe^jsized tree cultivated fromGarhwal to Kashmir in the 
Wes t p Bf ffTiimalaya. 

^•-'Tvood reddifh-brown, hard, very close-grained, smooth to work, 
y^warps and splits. Weight 52 lbs. per cubic foot. 

' It is used in Kashmir for the skeleton of the so-called papier-mache 
boxes. lbs. 

H 151. Giri Valley, Simla, 4,000 feet . . .52 


P. martabanica, Wall. 

Vern.— Thitmanku, Burm. 

A large evergreen tree rather frequent in the tropical and moister 
upper mixed forests of the Andamans, also Tenasserim. 

Wood heavy, cross-grained, reddish coloured. 

B 1975. Andamans, 1866. 


. PaduS, Linn. * 

Vern.— Paras, kalakat, gidar-dak, bart, gum, gam, gambit, jamu, chille, 
dudla, hr in, Pb. ; Jamana, Hind. , Likh-aru, arupatti, Nepal; Hlo sa, 
hlot-kung, Lepcha. 

A moderate sized deciduous tree found in the Himalaya, from the 
Indus to Sikkim, between 4,000 and 10,000 feet. 

Sapwood large, whitish. Heartwood reddish-brow.:, with an unplea¬ 
sant smell, beautifully mottled on a radial section by the shining medul¬ 
lary rays, moderately hard. It has often a very handsome grain and 


deserves to be better known. 

It is scarcely ever used. lbs. 

H 916. Hazara, 7,000 feet .... 38 

H 22. Matiy3na, Simla, 7,000 feet . . 42 

H 58. Nagkanda, Simla, 8,000 feet . . 43 

E *696. Rangbul Forest, Darjeeling, 7,000 feet . 41 

E 2369. »* n n » • 42 


Tlje two Darjeeling specimens are perhaps P. nepalensis, Ser. ; 
Hook., FI. Ini., 316. 
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Timbers. 
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l 

Prunus Puddum, Roxb. • 

Veni.— Chamidri, amalg&ch , pdja , pajia , Pb.; Paddarn , pdya, Hind,; 

Kongki, Lepcha. * 

A nrtoderate sized (in Sikkim, a large) deciduous tree, wild in the 
Himalaya, from the Indus to Assam, between 2,500 and 7,000 feet, 
Khdsia Hills. 

Sapwood large, greenish, white. Heartwood reddi&, beautifully 
mottled on a radial section by narrow, wavy, sHfning, tfledullary rays : 
faifly durable, easy to work, moderately hard, scent pleasant, resem¬ 
bling that of P. Mahaleb. Weight, the average *of our specimens is 
44 lbs. per cubic foot. Gamble says 40 to 45 lbs. • 

The wood is used in the Punjab Himalaya for walking-sticks; in 
Darjeeling occasionally for furniture. It deserves to be better known, 
and to be more extensively used, as at any ftite in Sikkim it is common 


r PSIDIUM. 

833 


and reathes a large size. 

H 46. Nagkanda, Simla, 7,000 feet 
H 234. Garhwal Hills (1868) . . 

E 683. Sepoydura Forest, Darjeeling, 6,000 feet 
E 2363. Kurseong, Darjeeling, 5,000 feet 
E 2364. Tukdah Forest, Darjeeling, 5,000 feet 
E 1447. Mishmi Hills (Griffith, 1866) 

E 3594. Tukdah Forest, Darjeeling, 5,000 feet 


lbs. 

52 

46 

42 

4 » 

48 

37 


PSEUDOSTACHYUM. ’ 

Pseudostachyum compactiflorum, Kurz ., Gramine*. • v 

Vera.— * ‘ | 

A bamboo growing on the hills ot Martaban between 4,000 ad^y 
6,000 feet. ™ 

Stems 15 to 25 feet. 

(Specimens wanted.) 

P. Helferi, Kurz. 

A gregarious bamboo found on the hills in Burma up to 3,000 feet. 
Stems 20 to z5 feet. 

B 1318. Toungop. 

(Information and specimens wanted.) 

P. polymorphum, Munro. 

Vent. — Purphiok, paphok, Lepcha ; Filing, Nepal. 

A small bamboepfound in Sikkim at 4,000 to 6,000 feet, and in Assam. 
Stems green, soft. 

Used tor baskets, mats, and for tying the rafters. See., of native 
houses and huts. » 

E 1340. Darjeeling Terai. 


834 


835 
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PSIDIUM. 

Psidium Guava, Raddi , Myrtace m. 

The Guava Tree. 

Syn.—P. PototFERUM and P. Pyriferum, Willd. (Roxb., Fl*InJ, «., 480.) 
% Vera. — Amrdt, amrud, safrium. Hind. & N. W. P. Pfyara, Beng, ; Peru, 
Bom. ; Amuk, Nepal, j Modhuriam, Ass. j Segapu, kaoya, Tam. j 
Jama, coya, Tel. ; Pela, Mal. ; Sebe, Kan. j Gaya, MAgh ; Malaka 
beng, Burm. 

A small evergreen tree, introduced from Ameridb, now widely cul¬ 
tivated, and in some parts of Bengal naturalised. 


837 
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TEROCAR- 

PUS. 


Further information regarding ihib fact much required, as it seems 
unknown in the rest of India. 

Wood whitteish, moderately hdrd, even-grained. Skinner says that 
it works Well and smoothly. Weight 42 to 47 lbs. per cubic foot. 

It is used for wooctangraving and for spear handles and instru¬ 
ments. (Skinner.) 

* lbs. 


Gonda, Oudh 


PTEROCARPUS. 

838 pterocarpus indicus, Wilid., Leguminos^. 

Andaman Redwood. 

Syn.—P- dalbergioides, I ?oxb. (FI. Ind., Hi, 236.) * 

Vent. — Padouk, Burm. ; Chalanga-dd, And. 

A large and lofty tree found in Burma and the Andaman Islands. 
Home’s valuation surveys in the Andamans gave an average of 7 
mature trees per acre, which shews what a large quantity of the wood 
might be made available for export. 

Sapwood small; heartwood dark-red, close-grained, moderately hard 
to hard, with a slight aromatiy scent. It is durable and not attacked 
by white-ants. When thoroughly seasoned it is almost unaffected by 
the alternate dxfness and moisture of the atmosphere. It seasons well, 
works welL^md takes a very fine polish.« The weights of specimens 
from^P^ha differ considerably from those from the Andamans, the 
being much* lighter, the wood softer, and the colour rather lighter. 
Used for furniture, carts, gun-carriages and other purposes. It is 
► * said to be the most useful wood in the Andamans, where it grows to an 

enormous size. Major Protheroe describes a tree felled in 1876 with 
a clear stem of 65 feet and a girth of 17 feet, and says that the wood 
of the root is closer-grained, darker-coloured, and more beautifully 
marked than that of the stem. The plank sent to the Paris Exhibition 
of 1878 measured nearly 4 feet across. In London, a portion of the 
same log from which the plank was cut fetched a price of £17-1 os. per 
ton, or nearly Rs. 4 per cubic foot, while three logs lately sold in 
Calcutta fetched Rs. 60 per ton. Furniture made from Padouk wood 
and exhibited at Paris in 1878 by Messrs. Jackson and Graham was 
much admired. They reported on it as follows :— 

“This is a straight-grown wood, with rather a coars^open grain, 
but without any strong figure or markings. When first cut it is of a 
reddish -brown colour, but it fades to much the same colour as teak— 
a wood it resembles very much, and it is about as hard, but much 
heavier. *From the six specimen trees sent us, we imagine that it does 
not grow to any great sue. The largest sent to us measured 16 feet 
long X 1 foot 74nches X 1 foot 6 inches. We consider it suitable for 
all kinds of furniture. We manufactured it into a suite of morning- 
room furniture, which was exhibited at the Paris Exhibition, and which 
stood the test of a very hot summer in a most satisfactory manner.” 

lbs. 

B 548 . Martaban.60 

B 2524. Pegu (1862).60 

B 2708. Tavoy (Wallich, 1828) . . ■ .62 

B 1716. >• ( », »•) • • • • 59 


526. Andaman Islands 


(1866) 

(Home, 1874, No. 1). 


l 


f 
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Pterocarpus Marsupium, Roxb. 

Vem. — Bija, bijasdr, bijasdl, piasal, Hind.; Hitun, lud, Kol. ; Beeya, 
persar, Kharwar; Byasa, pyasal, Uriyaj Dkorbeulg, dsan, Mar. ; 
*Peddei, bijo, Gond. { Peddagi, yeanga^yeggi, yegtsa, pediga , pedti, 
Tel; Vengai, Tam.; Benga, honnt, Kan.; Bijaira, Bijeragogarh; 
Radat bera, Bhil. 

A large deciduous tree of Central and South India, ejdending north¬ 
wards to the Banda District of the North-Western Providers. 

Sapwood small; heartwood brown, with darker streaks, very hard, 
durable, seasons well, and takes a fine polish; thft heartwood is full of 
red gum resin and stains yellow when damp. • 

It is much used for door and window frames, posts and beams, furni¬ 
ture, agricultural implements, cart and boat building. It has also been 
used for sleepers. Out of 25 sleepers which Hhd been down 7 to 8 years 
on the Mysore State Railway, there were found, when taken up, 9 good, 
11 still serviceable, and 5 bad. It has also been used to a certain extent 
on the Holkar and Neemuch and other lines. • 


c 175- 

Mandla, Central Provinces (1870) 

lbs. 

47 

C 1105. 

Ahiri Reserve, Central Provinces 

58 

C 2741. 

Moharli Reserve, Central Provinces 

49 

C 2918. 

Seoni, Central Provinces 

56 

c 3542. 

Khurdha Forest, Orissa 

54 

C 1238. 

Gumsur, Madras ^ 

56 

W 742. 

South Kanara. 

48 

W 752. 

• 

99 99 ' * * • » 

- 45 

W 850. 

99 99 • • • *• * 

1 

5 ^* 

D 1061. 

South Arcot. 

... 

D 1086. 

Madura. 

59 

No. 39. 

Salem Collection. 

52 

C 3686. 

Ramundag Reserves, Palamow, Chutia Nagpur. 

P. santalinus, 

Linn./. 



% 


The Sanders Red or Red Sanders Tree, sometimes also 
called Red Sandal wood, Eng.; Santale Rouge, Fr. ; 
Rothes S^ndelholz, O'er .; Sandalo Rose, It.; Sandel- 
hout, Dan. 


PTEROCAR. > 
PUS. 
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Vern.— Rakta-chandan , Beng. ; Lalachondana , Bom.; Lal-chandun, un- 
dum, Hind., Dec,; Shen-shandanum, seyapu chandanum, Tam,; 
Erragandhapu-chekka, Tel.; Kucfiandana, tilapari, rajana, rakta 
chandana, Sans.; Sun, dul-surkh, undum, Pers. ; Sundal-ahmer- 
undum, Arab. 

A small tree of South India, chiefly in Cuddapah, North Arcot, Karnul 
and other dry forests; cultivated in Bengal and other parts of India. 

Sapwood white; heartwood purplish-black, dark orange-red when 
fresh cut, extrepiely hard, the shavings giving a blooc^red orange colour. 
Weight abouc 76 lbs. per cubic foot. 

The wood is used as a dye-stuff, and is largely exported from Madras 
to other parts in India. It is chiefly'used to “mark idols and the forehead 
in ceremonies.” The colouring principle is called “SantaUm” It is solu¬ 
ble in aksofcto], and is sometimes used to dye cloth, imparting a pale ink 
colour. Beddome says it is used for building purposes and for turning. 
It is exported from Madras in billets and root pieces as a dye-wood. 

* lbs. 

D 2066. Mysore.76 

D 2917. Madras ( Brandis ) . . . 

D 1075. North Arcot (with sapwood) . . 6<\ 

D 3151. Cuddapah, Madras .... 77 


20j 
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PTfiHOS- 

PEBMUM. 


' PTEROSPERMUM. 

841 Pterospermum acerifclium, Wiiid., Sterculiacba, 

Vem.- Kanak - chantpa , wins, Beng ; Hattipaila , Nepal ; Lender , Mechi j 
Gail , Magh. j Toungpetwoon , Burm. 

A tall trCu found m the sub-Himalayan tracts from the Jumna east¬ 
wards, Bengal, Chittagong, and Burma Often planted for ornament 
Sapwooa white, heart wood soft to moderately hard, red. Weight 
average 47 5 lbs per cubic foot 

Wood, somewhat resembling Thitka (Pentace burmanica, Kure), is 
worthy of notice, it is sometimes used for planking in Bengal. 

lbs. 

E 593. Khookloong Torest, Darjeeling Terai . ^4 
E 3135- Sukna » n » • 48 

B 251O. Burma (1862).51 

E 3596. Sivoke forests, Darjeeling Terai . . 46 

ftp P. lancexfolium, Roxh. 

Vem.—Ban kalla , Bfno. 

A large tree of the sub-Himalayan tract from the Jumna eastward; 
Eastern Beng il/iCjwn to Chittagong 

Wood jpcrflerately hard, resembles the f( regoing and P subenfolium 

in 

jr'" O 3659. Saharanpui, N.-W. Provinces. 

843 P. semi-sagittatum, Ham. 

Vem. — Nagyee , Burm j N - waletnbveng , Magh. 

1 A moderate si/cd tree with an irregularly-shaped, fluted stem; wild 

in Chittagong and Burma, sometimes planted in other paits of India 
Wood reddish-giey, moderately haid, durable, structute the same as 
that of P acenfolium, but with more numerous pores and a few broader 
medullary rays. Weight 40 to 50 lbs per cubic foot. 

lbs. 

B 2511. Burma (1862) ..... 40 

B 2706. Tavoy ( Walltch , 1828) ... 50 

B 14x8. Burma (Vern. Hman), resembles the wood 3 f this species. 

844 P, suberifolium, Lam. 

Syn-—P canescfns, Roxb (FI . Ind , in , 162 ) 

Vtm .— Baelo , ginnga , Uriya; Lolagu , Tel j Taddo , Tam.; Velenge , 
ClNGH. „ 

A moderate sized tree of the Northern Circars and Carnatic. 

Wood light red, moderately hard, tough, structure the same as that of 
P. acenfolium. Weight 36 to 40 lbs. 

Used for building, carts and other purposes. 

lbs. 

C 1250. Gumsiir . 38 

C 1311. » ...... 40 

No. 91. Ceylon Collection .... 36 

C 3523 ■) Khurdha Forests, Onssa. 

C 3534 J 
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PUNICA. 

• • 

Punica Qranatum, Linn., Lythraceje. 

The Pomegranate., Eng.- GranadeS, L’r.; Granats, Germ • 

Vera .—Andr, ddrtm, damu, Hind. ; Attar a, ddlimba, gf dlimbe , Bom. > 
Ddlitn , Kumaun ; Madalaich-chedi, Tam. j Danimrnarckettu, Tel. i 
Shajratur rumman, Arab.; Darakhtenar, PEks.; J/ioZ^Burm. 

A small tree, or a large shrub, wild in some portions of the North- 
Western Himalaya, cultivated throughout India. 

Wood light-yellow, with a small, darker-colodred, irregularly shaped 
heartwood, compact and close-grained. Weight about 57 lbs. per cubic 
foot. 

Wood not used, but might be tried as a suBstitute for boxwood. 

• * lbs. 

P 106. Sutlej Valley, Punjab .... 57 


PYRUTLA- 
RIA. 


845 


PUTRANJIVA. 

Putranjiva Roxburghii, Wall., Euphorbiace.®. 

Syn.— Nageia Putranjiva, Roxb. y?l. lnd„ Hi, 766.) 

Vem.— Pvidjan, Pb.: Jia pa*a, joti, juti,putra-ji,ia, patji, jtvputrak,pati- 
gia, Hind.j Kampala, Tam.; Kadrajuvi, Tel.; Pang, -lam, Mal.; Jeman- 
putr. Mar.; Toukyap, Burm. 

A moderate sized evergreen tree with pendant ^ranches, ft.. '»nlh in 
the sub-Himalayan tract trom the Chenab eastwards, Oudh, Bfljtel, 
Burma, and South India. 

Wood grey, shining, moderately hard, close-grained. Weight 36 6 to 
49 lbs. 

The wood is sometimes used for tools and tunvng. 

lbs. 

O 1459. Bahraich, Oudh.48 

O 1477. Gonda, Oudh . . . . .49 

E 2469. Calcutta.48 


846 


PYGEUM. 

Pygeum zeylanicum, Gaertn., Rosacea. 

Vera.— Galmorre, galmora, Beng. 

A large tree of South India and Ceylon. 

Wood close-grained, yellow, resembles Eriobotrya in structure. 
Weight, 65 lbs. per cubic foot. 

It is used apd esteemed as fuel for burning bricks lime. 

No. 28. Adrian Mendis' Ceylon collection, marked Ciyptocaxya flori- 
bunda and Galmorre, Cingh., is probably this species. 

{Specimens wanted.) 


PYRULARIA 

Pyrularia edulis, A. DC., Santalaceje. • 

Vera.— Amphi, Nepal j Safkyi, Lepcha. 

A small or moderate sized thorny tree of Nepal? Sikkim .and the 
Khasia Hills, from 4,000 to 5,000 feet. 


847 


848 
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Wood white, moderately hard, close-grained. Weight) 47 to 50 lbs. 
per cubic foot. , f 

It is used by Bhutias for dairy utensils. 


E 2406. TukdaH 1 , Darjeeling, 5,000 feet 
E 698. Rangbul, Darjeeling, 7,000 feet 
E 34.08. Darjeeling, 6,000 feet 

1 i 


lbs. 

47 

50 


851 
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PYRUS. 

Pyrus baccaia, Linn. Rosacea. 

The Siberian Crab. 

Vern .—Bang mekal, gvt&lam , Hind, j Barer, lid, Ihijo, liwar, Pb. 

A small tree of the Himalaya, from the Indus to Bhutan, between 
6,000 and 11,000 feet, and of the Khisia Hills. 

1 Wood white, with pale-brown heartwood, warps considerably. Struc¬ 
ture similar to that of P. Pashia, but medullary rays slightly broader. 
Weight 53 lbs. per cubic foot. 

lbs. 

E 967. Chumbi Valley, Tibet, about 10,000 feet . 53 
(Specimens wanted.) 

P. foliolosa, Wall. 

Vern .—Kharsani, Nepal. r 

A sb eCb or small tree of the Eastern Himalaya, between 7,000 and 
j^Cofeet. 

' Wood white, with small, darker-coloured 1 eartwood. Weight 45 lbs. 
per cubic foot. 

v lbs. 

E 378. Tonglo, Darjeeling, 10,000 feet . . 45 

E 3404. Tonglo, Darjeeling, 9,000 feet (has well-mark¬ 
ed medullary patches). 

P, lanata, Don. 

Syn.— P. Aria, Ehrh. {Brandis.) 

Vern.— Gun palos, Afg. ; Doda, chola, chilana, maila, paltu, ban pdla, 
kunghi, thanki, morpkal, marpol, Pb. ; Gallon, niauli, paltu, banpaltt. 
Hind. 

A moderate sized deciduous tree of the Himalaya, from the Indus to 
Bhutan, between 5,000 and 10,000 feet. 

Wood white, moderately hard, close and even-grainedf seasons well. 
Weight 40 to 47 lbs. per cubic foot. Mathieu gives 46 to 58 lbs. 

It might be useful for boxes and other purposes for which a close and 
even-grained wood is required. 

lbs. 

H 64. * Nagkanda, Simla, 8,000 feet . >47 

H 2887. Nagkanda, Simla, 8,000 feet . . .40 

H 3186. Dungagalli, Hazara, 7,000 feet . . ... 

P. Pashia, Ham. 

Syn. —P. variolosa, Wall. 

Vern. _ Tang, batangi, keint, skindar, katdri, kithu, ku, shegul, Pb. 

Mehal, mol. Hind. ; Passi, Nepal j Li, Lepcha. 

A moderate-sized deciduous tree of the outer Himalaya, from the 
Indus to Bhutan, between 2,500 and 8,ooo feet. 

Heartwood lijght reddish-brown, hard, close and even-grained j cracks 
and warps. Weight 47 lbs. per cubic foot. 
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It is used for walking-sticks, combs, tobacco pipes, 
purposes. ^ 

H*3i8s. Dungagalli, Hazara, 7,000 feet 
H 23. Madhan, Simla, 6,000 feet • . 

H 230. Garhwal Hills (1868) 

Pyrus rhamnoides, Bene. • 

• Vem.— 


and various other 
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A tree of the Sikkim Himalaya between 7,000 an® 9,000 feet. 
Wood moderately hard and close-grained. • ^ 

E 3403. Darjeeling. 

(Specimens and vernacular narrfks wanted .) 


P. ursina, Wall. 

Syn. — P. foliolosa. Wall. Hook. FI. Jnd., u, 376 (in part). 
Vera. — S&lia, hulia, Pb. j Wampu lihi, Lahoul. 


. 


A small tree of the Himalaya, from the Indus to Sikkim, between 6,000 
and 12,000 feet. 

Wood white, with a small, brown heartwood. Structure similar to that 
of P. foliolosa. Weight 54 lbs. per cubic foot. 

• lbs. 

H 134. Lahoul, 10,000 feet . 

H 3020. Hattu, Simula, 10,000 feet . . .54 


P. vestita, Wall. 

Syn. — P. LANATA , Don. 

Vera. —May hell, guhor, Nepal ; Singka, Bhutia. 

A deciduous tree of the Eastern Himalaya, between 8,000 and 10,000 
feet. 

Wood reddish with brown streaks, moderately hard. Weight 44 lbs. 
per cubic foot. 

lbs. 

E 380. Tonglo, Darjeeling, 10,000 feel . . 44 
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QUERCUS. 

Quercus acuminata, Roxb., Cupuliferje. 

Vera. — Sanu, \rkaula, Nepal ; Kanta, gala, batana, Chittagong. 

An evergreen tree met with in the Eastern Himalaya, KhSsia Hills, and 
down to Chittagong, ascending to 6,000 feet. 

Wood light-red, very hard. Weight about 55 lbs. per cubic foot. 

The tree coppices well and is very good for firewood. 

• lbs. 

E 2456. Tukdah Forest, Darjeeling, 5,500 feet . 43 

E 3333. Birch Hill Park, Darjeeling, 6,500 feet . 55 

E 3384. Darjeeling, 6,500 feet . . . . ... 

Q. annulate, Smith. 

Syn.—Q. Phullata, Don. 

• Vem .— Bar dp. brin , barin , banni, imbri, indri, Pb. } Pharonj, phand 3 

phaliant, inai, N.-W. P j Pkalat, Nepal ; Siri, Lepcha. • 

A large evergreen tree found in the valleys of the outer Himalaya, 
ascending to 6,000 feet, Garhwal, in Kumaun, Nepai, Sikkim (6,000 to 
9,000 feet), Bhutan and Kli&sia Hills. * 
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Wood grey or greyish-brown, very bard, wares and cracks j a hand¬ 
some, markedly mottled wood, polishes well. Weight 60 lbs. per cubic 
foot, the average' of seven specimens. 

It is not much esteemed in the North-West Himalaya ; 4 n Darjeel¬ 
ing it is used for the same purposes as Q. lamelloM, but is not considered 
so good as that species. 

I lb.. 

H $/. Hazara, 6,000 feet . . . .55 

H 90. Bhajji, Simla, 4,000 feet . . . 62 

H 423. Raulagrad, Chakrata, 6,500 feet . . 57 

E 433. Rangbul, Darjeeling, 7,000 feet . , 60 


11 90. 

H 423. 
E 433 - 

E 2451- 
E 1439. 
E 1443. 
E 3609. 


Mishmi Hills ( Griffith , 1836) 

M M II II 

Darjeeling 


858 Quercus dilatata, Lindl. 

Vera .—Zdih Kafiristan ; Ban, banji, banchar, barackar , bar din, banni, 
par&ngi, chora, kali ring, mdru, mdur, tnoru, marghang, karsh, Pb. i 
Moru, tilangsa, kilonj, tilonj, timsha, N.-W. P. 

A large tree met with in Afghanistan, Sulaiman Range, and North- 
West Himalaya, between 7,000 and 9,000 feet. Forests of this tree almost 

! >ure exist near Simla, but the trees are generally spoiled by excessive 
opping. The tree coppices well. 

Heartwood reddish-grey, with darker streaks, very hard, seasons well, 
is durable, and does not warp much. Weight 61 lbs. per cubic foot. 

It is used for building, for agricultural implements and jampan poles. 


H 

935 - 

Hazara, 8,000 feet 

lbs. 
. 6i 

H 

4 - 

Mahasu, Simla, 8,000 feet 

• 56 

H 

40. 

II II II II • • 

. 69 

H 2845. 

II 11 MM • • 

• 58 

H 2873. 

Nagkanda, Simla, 9,000 feet 

• • • * 

H 

777 - 

Kalatop Forest, Punjab, 7,000 feet • 

• Ml 


850 Q. fenestrata, Roxb. 

Vem. — Kala chakma, Bkng. ; PatU, katus, Nepal ; Kashicnding, Lep- 
CHAj Dingjing, Khasia; Thitkya, Burm. 

A moderate sized tree of Eastern Himalaya, between 5,000 and 8,000 
feet, Khasia Hills, Eastern Bengal and hills of Martaban* and Upper 
Tenasserim. 

Heartwpod red, very hard. Weight about 56 lbs. per cubic foot. 

Used for building and farm purposes in the Khasia Hills. 

, lb*. 

E 3338. Shillong, Khasia Hills, 5,000 feet . 

B 552. Martaban Hills.56 

860 Q. Griffithii, Hook./. & Th. 

Vern.— Dingim, Khasia. 

A large deciduous tree found in the Kh£sia Hills at 5,000 to 6,000 
feet. 

Wood brown, very hard, closely resembling that of the English oak. 
The timber is much used in the Khasia Hills for building and other 
V purposes. 

k. Ib# * 

i$, E 3337. Shillong, Khasia Hills, 5,000 feet . . ... 
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Quercus Ilex, Linn. 

The Holm Oak. , , 

Syn. —Q. Ballot, Griff.; Q. Baloota, Desf. • 

Vern. — Charrei, serei, balut, Afg. ; Sperchmrei, pargdi, kharanja, Trans* 
Indus; Chur, kehanu, kharen irri, yuru, keru, ban, bre, brekche, Pb. 

A moderate sued evergreen tree, met with in Afghanistan, Sulaiman 
Range, arid tracts of the inner Himalaya, gene^lly beulfeen 3,000 and 
8,500 fee v , westward to Southern Europe. 

Ileartwood red or reddish-brown, very hard, durable. It warps and 
twists, but when well seasoned it works admirably and lakes a fine polish. 
Weight generally between 60 and 70 lbs. per cubic foot. 

It is largely used for tool handles, and pieces are brought from the 
Siltaiman Range for that purpose. It is also ased for agricultural imple¬ 
ments, and yields good fuel and charcoaj. lte, 

H 903. Upper Sutlej Valley, 8,000 feet . . 62 

H 953* » ii » ■ • * 08 • 

H 1406. Sulaiman Range ( Stewart , 1867) . . 54 

No. 2978. Dalmatia. 

Q. incans, Roxb. (FI. Ind., Hi, 642 .) 

The Grfy Oak. 

Vera.— Vari, Salt Range; Qhitu Hazara; Rinj, rin, Jhelum; Ban, 
battj, Pb. ; Banj, Kumaun. 

A large, evergreen, gregarious tree found in the outer Himalaya from 
the Indus to Nepal, between 3,000 and 8,000 feet; it can be grown in 
the Punjab plains. . • 

Heartwood very hard, reddish-browrf, warps and splits. ItisV;cy| 
difficult to season. Weight 64 lbs. per cubic foot. ^ 

It is used for building, for ploughs, is a good fuel, and makes good 


charcoal. 

H 

H 

H 

H 

H 

H 


899. Murrce, 7,000 feet 

171. Kangra, 6,000 feet ( Stewart , 1867) 

1. Simla, 7,000 feet 

24. 1, ,, ... 

2867. ,, ® ,, ... 

2. Mahasu, Simla, 7,000 feet . . 


Ibs. 

62 

67 
66 
• •• 
60 


Q. lamellosa. Smith. 

Syn.— Q. pancilamfllosa, Alph. D.C.; Q. lamellata, Roxb. (FI. Ind, 
iii, 641) (fro|n Penang) ; Q. imbricata, Don. 3 

Vern. — Shahhi, pharat-singhah, budgrat, Nepal ; Buie, Lepcha. 

A very large tree of Nopal, Sikkim, Bhutan, between 5,000 and 9,000 
feet. It often attains 100 to 120 feet in height, with a gifth of 20 to 30 
feet, but old trees are very frequently hollow. 

Heartwooa greyish-brown, showing a beautiful silvbr grain on a radial 
section; does noj. warp to the same extent as Q. incana and Q. annulate 
The wood is durable if not much exposed to wet. Weight 59 lbs. per 
cubic foot. 

Used for beams and posts in the construction of houses and bridges, 
and for door-posts, window-frames, rafters, and other housebuilding pur¬ 


poses. 


E 434. Rangbul Forest, Darjeeling, 7,500 feet 
E 245^* »* »» »» » 

8 ®453* »» » » n 

E 1438. Mishmi Hills ( Griffith , 1836) . * 

E 1448. „ „ ,, 


O 


Ibs. 

63 

59 

57 

51 

59 
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865 


866 
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Quercus lanceaefolia, Roxb. (Fl. In<r., Hi, 634.) 

Syn. —Castanea lancets folia, Kurz («. 482.) 

VtttU—PaiU katus , Nepal j Siri, Lepcha ; Shingra, chat^ko, Garo ; 
Bucklai, Ass.; Hingori , Cachar ; Dingsning, Khasia. 

A small evergreen tree, met with in the sub-Himalayan tract, in 
Bengal and Chittagong, ascending to 4,000 feet. 

Wood gl jyish-whi£e, hard. Weight, 42 lbs. per cubic foot. 

It is used for building in Assam. 

e* lbs. 

E 1262, Tezpur, Assam . . . . . .42 

Q. lanuginosa, Bonn. 

Syn,—Q. LANATA, Wall . 

Vera. — Ranj , rianj , rai btwj , Klmaun ; Bang a , Nepal. 

A large, evergreen tree, met with at Naini Tiil and a few other 
<places in Kumaun, between 6,000 and 7,500 feet; gregarious, or associa¬ 
ted with Q. incana. 

Wood greyish-brown, very hard, warps and splits. Weight 55 lbs. 
per cubic foot. 

It is used for firewood. 

Ibs. 

H 2968. Naini Tal, 7,oou-feel , . . -55 

Q. lappacea, Roxb. ( fi . /«</., m, 637.) 

Vern.— Oolu chakma , Beng. ; Tkitcka , Burm. 

An evergreen tree of the Khasia Hills, Eastern Bengal, and Tenas- 
• 'jerim. 

f Sapwood light-brown of yellow. Heartwood very hard, reddish. 
Weight about 56 lbs. 

lbs. 

B 553. Upper Tenasserim . . . . • 56 

B 2715. Brought by Wallich from Tavoy in 1828, 

has a structure most resembling this species 45 

Q, pachyphylla, Kurz [in Journ. As. Soc. Bengal, vol. xliv., 197, 

tfyS) 

Vern ,— Bara katis, Nepal ; Hlosiri , Lepcha. 

A large evergreen tree, found in the higher ranges of the Sikkim 
Himalaya, above 7,000 feet, the common oak of the forests between 8,000 
and 10,000 feet. * * 

Wood grey, very hard, seasons well, does not warp or split; is more 
durable under exposure to damp than that of Q. laznellosa and annulata. 
Weight 5<f lbs. per cubic foot. 

It is largely used in Darjeeling for planking, palings, shingles, and 
other purposes. 4 

lbs. 

E 364. Rangbul Forest, Darjeeling, 7,500 feet . 51 

E 2454* » » j* » • 4 ^ 

E 2455. Rangirrim „ „ „ .51 

E 3607. Darjeeling . 


868 
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Q. semecarpifolia, Smith. 

Veffl. —Bar char, jangal-ka-pardngi, Jhelam j Keru, khareu, krui, Che- 
nab, Ravi j Karshu, karsui, karzu, sduj, Sutlej to Sarda ; Chest, 
kasru, Mefal. 

A large evergreen tree, found in Afghanistan, North-West Himalaya, 
between 8,000 and 10,000 feet, Nepal and Bhutan. “ It forms vast forests 


210 



Timbers. 


[ PaSt VIJ 


partly pure, partly mixed with tfte'silver fir, above all other trees.” (. Brandis' 
Vegetation and Country from. Nagkanda to Pangi) 

Heartwood grey, often with a reddish tinge, very nard* Weight S3 
to 54 lb& per cubic foot. . , 

Used for building, door-frames, bedsteads, carrying poles, helves, and 
ploughs; is a good firewood, and yields good charcoal. It^oppices well. 

jj* lbs. 

39. Mahasu, Simla, 9,000 feet . .* -54 


H 

H 

H 


72. Nagkanda, Simla, g,ooo feet 
2893. », „ ,, 


53 


Quercus serrata, Thunb. 

v Syn.— Q. POLVANTHA, Ldl. % 

Vera .— Dingrittiang , Khasia. 

A moderate sized deciduous tree of* the North-East Himalaya and 
Khdsia Hills, from 3,000 to 5,000 feet. __ % 

Wood brown, very hard. This much resembles Q. Griffith^ in struc¬ 
ture, and also comes near that of the English oak. 

It is used in Assam for building. 

E 3339- Shillong, Assam, 5,000 feet. 

Q. spicata, Smith. 

Syn.— Q. SQUAMATA, Roxb. (FI. I fid., tit., fij#.) 

Vern. — Danwa, singali, phaco singali, arkaula, Nepal ; Bara chakma, 
Deng. J Kacheeng, *Lepcha ; Sahu kingori. Ass. ; Dingjing , Khasia; 
Thitcha, Burm. 

A large evergreen tree of Nepal, Sikkim up to 5,000 feet. Eastern 
Bengal, Burma and Indian Archipelago. It coppices very freely and 
often almost gregarious or mixed wiLh chestnut, Engelhardtia and Schima.^ 
Wood red, very hard. It is very durable and does not warp. Weight 
58 lbs. per cubic foot. 

It is used for building in Assam, and for charcoal in Darjeeling. 

lbs. 

E 595. Khookloong Forest, Darjeeling Terai . . 56 

E 1444. Mishmi Hills ( Griffith , 1836) . . *59 

K 1445* »»*»(» tt ) • • *55 

B 545. Martaban Hills . . . . .63 
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? RANDIA. 

Randia dumetorum, Lam., Rubiace^. 

Syn.— PoSOQUERIA DUMETORUM, Willd. 

Vern.— Mindla, mandkolla, arara, Pb. ; Mainphal, manyilfkarhar, main, 
mainhari, marineul, arar, Hind, ; Maided , amuki, Nepal ; Gundrow, 
Mechi* Gurfil, Rajbanshi j Panji, Lepcha j Pm toko, Kol ; Kharhar, 
Oraon; Pativa, Uriya; Madu, karray, Tam; Manda, Tel.5 Gera, 
gtday. Mar.; Kuay, katul, Gond; Bkita, Kurku ; Kart, Kan. 

A deciduous thorny shrub or small tree found throughout India, ex¬ 
tending in the North-West outer Himalaya as far as the Beas. 

Wood whi*e or light-brown, compact, hard. Weight 55 Ifc>s. per cubic 
foot. 


•It is used for agricultural implements, fences and fuel. 

O 262. Garhwal (1868) .... 

O 1366. Gonda, Oudh . . . 

O 1461. Bahraich, Oudh .... 

O 1488. Kheri, Oudh. 


•lbs. 

54 
50 
62 • 
54 


871 
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lbs. 

C 2750. Moharli Reserve, Central Pro vinces (young) 45 
C 2799. • Melghat, Berar (youngl . . . .48 

g * 't Khooklpong forest, Darjeeling Terai . ... 

E 2386. Bamunpokri, Darjeeling Terai . 

* 

Randia tetidsperroa, Bth. & Hook. f. 

Syn. — Gardenia tetrasperma, Roxb. {Ft. Ind., i, ‘jog.) 

Vern. —Bara garri, batya gingaru, Kumaun. 

A small procumbent shrub of the Himalaya, from the Indus to 
Bhutan, ascending to 6,000 feet. 

Wood white, very hard. Weight 56 lbs. per cubic foot. 

* lbs. 

H 157. Simla, 6,000 feet.36 

H 2821. „ jjOOO ,, ..... ... 

R, uliginosa, DC. 

Syn. — Posoqueria uliginosa, Roxb. {FI. Ind., i, J12.) 

Vern. — Pinddlu, pindar, pandr, paniak, bharani, katul, Hind. ; Piralo, 
Beng. ; Maidal, Nepal; KAmkum, Kol. ; Kaurio, Panch Mf.hals; 
Pendra, Uriya; Katil,pender, Gond; Gangru, gangdru, Kurku; 
Nallaika, nalla kakisha, Tel. ; Wagatta, Tam. ; Rare, pendri, Kan. j 
Telpketru, panelra, phefra, pindra, Mar.; Tapkel , Bhil; Mhani- 
ben, mhanpyoo, Burm. 

A small deciduous tree of the sub-Hima]ayan tract from the Jumna 
eastwards, Oudh, Bengal, Burma, Central and South India. 

Wood whitish-grey, close-grained, hard, no heartwood. Weight 48 
* lbs. per cubic foot. 


874 


875 


lbs. 

48 

47 

51 


48 

46 


O 542. Dehra Dun .... 

O 1458. Bahraich, Oudh 
O 1487. Kheri, Oudh .... 

C 2782. Melghat, Berar 
C 1186. Ahiri Reserve, Central Provinces 
C 2756. Mohalri Reserve, Central Provinces 
W 992. North Kanara 

REPTONIA. 

Reptonia buxifolia, A. DC., Myrsine«. 

Vern. —Gar at. Afg. ; GArgArA, Pb. ^ 

A large evergreen shrub or small tree met with in the Salt Range and 
hills Trai\s-Indus. 

Wood light-brown, with irregular purplish-brown heartwood, very 
hard, heavy, close and even-grained. Weight 71 lbs. per cubic foot. 

It is worthy of attention. 

Ibs. 

P 169. Kohat . .71 

P 912. Salt Range . 

RHAMNUS. 

Rhamnus procumbens, Edgew., Rhamneje. 

A small procumbent shrub of Western Himalaya from Simla to 
Kumaun, between 7,000 and 8,000 feet. 

Wood yellowish, with the same structure as that of R. virgatus. 

H 2952. Naldehra, Simla, 7,000 feet. 
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Rhamnus purpureus, Edgm. 

Vera.— 5 a/ sinjal, tunani tanani, tandra, tundHi, mjmarari, kunji, 

• chaterni, Pb. 

A large deciduous shrub of. the North-West Himalaya from the Indus 
to Nepal, between 4,500 and 10,000 feet. # 

Wood brownish-grey, close-grained. Weight 41 lbs. gfr cubic foot. 

* lbs. 

H 70. Mashobra, Simla, 7,000 feet . « . .41 

H 2848. Mahasu, Simla, 8,000 „ . 

R. triquetrus, Wall. 

Vern ,—Gudlet, Simla; Fagora, gardhan » phulla, Pb.; Gogsa, ghaut, 
% N. W- P. 

A deciduous shrub or small tree, of* the North-West Himalaya from 
the Jhelum to Nepal, between 3,000 and 6,000 feet. # ■ 

Wood yellowish-white, moderately hard, close-grained. 

H 75. Mashobra, Simla, 7,000 feet. 

H 2903. Nagkanda, Simla, 8,000 feet. 

R. virgatus, Roxb. ( FI . Ind., i, 604.) 

Syn.—R. dahuricus, Pall .} R. iyRsuTus,'tr. & A . 

Vem .—Pkipai, dadur, tadru, seta pajja, kdnji, mamrdl , shomfol, reteon, 
gogsa, sindrol, mutni, nior, chatr, romusk. Pb. ; Thalot, chetain, Simla ; 
Tsdpo, mail, Tibet? Spiti ; Chato, chedwala, chadua, Hind. 

A shrub or small tree, deciduous, found throughout the Himalaya and 
Western Ghats. 

Sapwood whitish, heartwood brown, very hard and close-grainedU 
Weight 56 lbs. per cubic foot. ^ 


lbs. 

57 

55 


Wood not used except as firewood. 

H 79. Mashobra, Simla, 7,000 feet , 

H 2877. Nagkanda, Simla, 8,000 „ 

Hj.3168. Dungagalli, Hazara, 7,000 „ 

• 

RHIZOPHORA. 

Rhizophora mucronata, Lamk., Rhizophoreje. 

The Mangrove. 

Syn.—R. Mangle, Roxb. (FI. Ind., it, 459.) 

Vera.— Bhara, Beng.; Kamo, Sind.; Upoo-poma, Tel. ; Jiyoo, byooma, 
Burm.; Bairada, jumuda. And.; Kadol, Cingh. 

A small evergreen tree, found near muddy shores ?.nd tidal creeks of 
India, Burma, and the Andaman Islands. 

Sapwood light-red; heartwood dark-red, extremely hard, splits and 
warps a little in seasoning. Weight 70‘5 per cubic foot. 

The wood is good, but is rarely used. It is durable, e.g., B. 2721 has 
been kept 50 years jin Calcutta and is still quite sound. 

lbs. 

... 69 
• . .* 67 

• 73 

»> »» 73 

Ceylon Collection (Rhizophora sp., Caddol ). 63 

„ Rhizophora sp., Hiri Kaddol) 49 
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Tavoy (Wallich, 1828) 
Andaman Islands . 
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RHODODENDRON. 
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880 


881 


882 


Rhododendron arboreum, Sm. t Ericacras. 

Syn. — R. puniceum, Roxb. 

Hazara j Ardawal, Jhelum; Mdnddl, Chenab j Chiu, 
dru, '“Ravi ; Bras, broa, burans, lurdnsh, Beas to the Sarda "River ; 
Brus, Kumaun j Bkordns, gurus, ghottds, toggd, lal gurus, Nepal; Etok, 
Bhutia, LrpeHA; Billi, poomaram, Nilgiris; Ma-raimed, Cingh. 

A small evergreen tree of the outer Himalaya from the Indus to 
Bhutan between 3,000 and 11,000 feet, hills of Southern India and Ceylon, 
and Karennee Hills in Burma. 

Wood soft, reddish-v/hite or reddish-brown, close and even-gr.r'ned j 
seasons very badly, and is apt^to warp and shrink. Weight 4,14 lbs. per 
cubic foot. 

It is chiefly used for fuel and charcoal, but is also sometimes employed 
for building and for making dishes, in Sikkim for “kukri ” handles, boxes, 
and other small articles, and on the Nilgirfs for gun-stocks and posts. 


H 

3 * 7 *. 

Dungagalli, Hazara, 7,000 feet 

lbs. 

• « 

H 

14. 

Simla, 7,000 feet .... 

• 45 

H 

73 - 

Mashobra, Simla, 7,000 feet 

• 45 

E 

371 - 

Senchul forest, Darjeeling, 7,500 feet 

• 39 

E 

E 

3830 
2388. j 

1 <- 

j Tonglo, Darjeeling, 10,000 , feet 

• 39 

E 

3706. 

Tonglo, Darjeeling, 7,000 feet . 

• «■ » 


* R. argenteum, Hook./ 

Vein. —Kali gurds, putlinga, Nepal ; Etok-amat, Lepcha. 

An evergreen tree, met with in hills of Sikkim, common on the outer 
ranges round Darjeeling and Dumsong, from 6,000 to 10,000 feet- 

Wood yellowish, with darker heartwood, shining, soft, close and even¬ 
grained ; warps less than that of R. arboreum. Weight 39 lbs. per cubic 
foot. 

Ibs. 

E 373. Tonglo, Darjeeling, 9,000 feet . . -39 

R. barbatum. Wall. 

Vtxn .~* Gurds , chimal , Nepal; K6mu , Bhutia. ^ 

A small evergreen tree of the Eastern Himalaya, from 8,000 to 11,000 
feet. 

Wood <!ight-pinkish-red, shining. Weight 39 lbs. per cubic foot. 

tbs. 

E 375. Tonglo, Darjeeling, 10,000 feet . . * . 39 


883 


R. campanulatum, Don. 

Vem. — Gaggar, yurmi, Kashmir j Sarngar, shinwala, Ravi j Skargar, 
Beas; Simrung, Sutlej; Chimul, Kumaun ; Cheriala, teotosa, Nepal. 
An evergreen shrub, found in the inner Himalaya from the Indus to 
Nepal, between 9,500 and 14,000 feet; the outer ranges on Chor and Ke- 
darkanta; and Sikkim at 11,000 feet. (C. B. Clarke.) 

Wood light pinkish-red, moderately hard. Weight 39 lbs. per cubic 
foot. 

e lbs. 

‘ H 121. Jalari Pass, Seoraj, Kulu, 10,000 feet . . 39 

H 128. Rotang Pass, Kulu, 13,000 feet. 
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Rhododendron cinnabarirfum, Hook.f 

Vera. — B & lu , Nepal; Kcma kechoong , Lepcha. • 

A l^fge shrub, met with in the Sikkim Himalaya aboVte 12,000 feet. 

. Wood grey, moderately hard, even-grained; warps. Weight 42 lbs. 
per cubic foot. 

• tbs. 


\ TflHJfc. 
884 


E 2958. Sandukpho, Darjeeling, 12,000 fe^t 


42 


R. Palconeri, Hook.f. m 

Vexn .— Kurlinga , Nepal ; Kegu, Bhutia. . 

A moderate sized evergreen tree, found in the Hills of Sikkim, espe¬ 
cially the summit of Tonglo, at 10,000 feet. 

%AVood reddish-white, shining with a beautiful satiny lustre, takes 
a beautiful polish, is hard and does no[ warp. Weight 39 lbs. per cubic 
foot. 

_ lbs. • 

E 369. Tonglo, Darjeeling, 10,000 feet , . .39 

R. fulgens, Hook.f. 

Vem. — Chimal , Nepal. 

A small tree or large shrub of the Sikkim Himalaya, from 12,000 to 
14,000 feet. a 

Wood grey, darker in the centre, moderately hard, even-grained. 
Weight 36 lbs. per cubic foot. 

* lbs. 

E 2957. Sandukpho, Darjeeling, 12,000 feet • . *36 


885 


886 
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Rhus CotinuS, Linn., Anacardiaceje. 

Vern. — Padn, bhan, manu , banthra, tung, titri, Pd. ; Tunga, tung, chanidU 
ami, N.-W. P. 

A shrub or small tree, deciduous, met with in the Sulaiman Range, 
North-West Himalaya to Kumaun, ascending to 6,000 feet. 

Wood moderately ftard; sap wood small, white; hcartwood mottled, of 
a rich dark-yellow colour. Weight 56 lbs. per cubic foot. 

Used in South Europe for inlaid and cabinet work. In the Himalaya 
the twigs are used for basket-making. 

• lbs. 

H 85. Bhajji, Simla, 6,000 feet . . . -56 

H 3182. Dungagalli, Hazara . . . . 

R. insignis, Hook. f. • 

V era.—mKagpb ulai, Nepal ; Serh, Lepcha. 

A moderate sized tree found in Sikkim and the Khasia Hills, above 
4,000 feet. • 

Wood grey, soft ; heartwood yellowish-brown. Weight about 26 lbs. 
per cubic foot. 

lbs. 

. i 3I05.} Darieeling ’ 7,000 feet ' * * ’{27 

R. mysorensis, Heyns. ' 

Vent. — Dasarni, Ajmere. # 

A small shrub, met with in the Sulaiman Range, Sind, Puftjab, Raj- 
putana, and the Dekkan. 


887 


888 
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Wood hard, pinkish-yellow, close-grained, heavy. 

It is used only for fuel. 

P 3231. Nagpahar Forest, Ajmere. 

P 3248. Ajmere.*' 

Rhus punjabensis, J. L. Stewart. 

Vera.-' Titri, axihar, palai , choklu, kangar, kakkrein , dor, rashfu, 
Pb. 

A moderate sieed deciduous tree of the North-West Himalaya, 
ascending to 8,500 feet. 

Wood consists of alternate layers of soft, porous spring wood and 
hard autumn wood. Hcartwood yellowish-grey, with dark longitudinal 
streaks, moderately hard; Weight 34 lbs. per cubic foot. ** 

H 19. Matiyana, Simla, 8,000 feet . . *33 

H 3051. Kotgarh, Simla, 7,000 feet . . -35 

H 3170. Dungagalli, Hazara . 


R. semialata, Murray. 

Syn. —R. BDCKIAMELA, Roxb. {FI. Ind, it, 99); R. javANICA, Lion. 

Vem .— Tatri, titri, rhechar, arkhar, arkol, kakri, dudln, kakkeran, mtfnsh, 
hu lashing, Pb. ; Rashtu, Sutlej ; Dakhmila, ddswila, N.-W. P.; Bak- 
kiamela, bhagmili, Nepal ? Takkril, Lkpcha. 

A moderate sized deciduous tree of the outer Himalaya from the 
Indus to Assam, ascending to 7,otx; feet; Kl.asia Hills, 

Wood soft, shining, grey with darker streaks. Weight about 27 lbs. 
per cubic foot. 
r It is not used. 

lbs. 

H 89. Bhajji, Simla, 5,000 feet . . . .26 

H 2942. Suni, Sutlej Valley, 3,000 feet . . .27 

H 3079. Annandale, Simla, 6,000 feet. 

E 2340. Tukdah, Darjeeling, 5,000 feet . .27 

R. succedanea, Linn. 

Syn. — R. ACUMINATA, DC. ' 

Vern. — Tatri, arkol , titar, lakhar, rikhul, sfiash, hurku, Pb. ; Ranitxalai, 
Nepal; Serhnyok, Lepcha; Dingkain, Khasia. 

A small deciduous tree, met with in the Himalaya,from the Jhelum to 
Assam, and the Khdsia Hills, from 2,000 to 8,000 feet. * 

Wood white, shining, soft, with small darker-coloured heartwood. 
Weight 32 lbs. per cubic foot. 

It is not used. 

Ibs. 

H 2907. r Nagkanda, Simla, 7,000 feet . ... 32 

H 3x67. Dungagalli, Hazara . 

R. Wallichi, Hook. f. 

Syn. — R. VERNICIFERA, DC. 

Verq. —Kambal, gadumbal, rikhali, arkhar, arkol, lohdsa, harku, Pb. ; 
Akoria, kaunkt, bhaliin, N.-W. P.; Bhdlaio, cho&i, Nepal. 

A small or moderate sized tree found in the North-West Himalaya, 
from 2,009 to 7,000 feet. 

Sapwood white, soft; heartwood reddish-brown, yellow when dry. 
{Brandts.) 4 

The wood is used in the Sutlej Valley for saw frames and axe handles. 
H. 3078. Annandale, Simla, 6,000 feet. 
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808 Rosa moschata, Mill. 

Vem. _ Kjfiji, kajei, karer, knit y kwiala, Hind.; Phulviara, chal, Kashmir, 

A largfe, thorny, climbing shrub, found in the North-Wesf Himalaya, 
• from Afghanistan to Nepal, ascending to 11,000 feet. 

Wood moderately hard, porous. 

H its. Bhajji, Simla, 5,000 feet. 

* • 

999 R. sericea, Lindl.* 

A thorny shrub found in the Himalaya, from the Sutlej to Bhutan, 
from q,ooo to' 14,000 feet. 

Wood very hard, darkening on exposure. 

E 2366. SuburlAim, Darjeeling, 11,000 feet. 


ROYLEA. 

900 Roylea elegans, Wall., Labiatje. 

Vein.— Kaur, kauri, Pb.j Titpdti, Kumaun ; Paikarru, Hind. 

A shrub met with in the North-West Himalaya, from the Ravi to Ne¬ 
pal. up to 3,000 feet. 

Wood white, hard. Weight^ lbs. per cubic foot. 

lbs. 

U 3°45- Komharsen, Sutlej Valley, 4,000 feet . 52 


✓ RUBUS. 

<001 Rubus ellipticus, Smith, Rosacea. 

Syn.—R. Fi-Avus, Ham. j R. Gowreephul, Roxb. (FI. Ind., ii, 157.) 
Vem. — Akhi, ankri, kundchi, guracha, pukana, Pb.j Esar, hiskalu, hisalu, 
Kumaun ; Tolu aselu, escalu, cesi, Nepal j Kashyem, Lepcha. 

A large thorny shrub, met with in the Himalaya, from the Indus 
to Bhutan, between 1,500 and 8,000 feet, the Khasia Hills and Assam. 
Wood moderately hard, light-brown. 

E 2367. Tukdah Forest, Darjeeling, 5,000 feet. 

002 R. lasiocarpus, Smith. 1 * 

Vem.— Gunacha, pukana, Hazara; Kandidri, lharmuck, surganch, 
Kashmir; Tulanch, Chenab; Nik, kalliachi, Beas ; Klenchu, galka 
Simla; Kalga, Sutlej; Kalawar, kala hisalu, Kumaun; Kala aselu 
Nepal; Kajutalam, Lepcha. 

Met with in the Himalaya, Kh£sia Hills, Burma, Couth India, and 
Ceylon. 

E 2368. Tukdah Forest, Darjeeling, 5,000 feet. 

903 R. lineatqs, Reinw. 

Ve,m.—Gcmpe aselu, Nepal. 

A large thornless shrub found in the Sikkim Himalaya, 6,000 to'9,000 
feet. 

Wood yellowish-brown, in structure resembling that of R. ellipticus. 


*• E 3307.* Darjeeling, 7,000 feet. 

E 3383. Senchal, Darjeeling, 8,000 feet. 
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RUMEX. 

Rumex hastatus, Bon , Polygon aceie. * 

Vern. —Katambal, khattimal, Jhelam ; A»»*Chenab, Ravi ; Malorigha, 
amla, Beas; Amlora, Sutlej ; Almora, KumaUN. 

An undershrub or shrub of the North-West Himalaya, from 2,500 
to 9,000 feet, chiefly on rocks and dry hill-sides. • 

'Wood light-red, moderately hard. 

H 3048. Kot, Sutlej Valley, 2,500 feet. 


... SACCO PETALU M. 

Saccopetalum tomentosum, Hook,/. & Th., Anonaceje, 

Syn.—UVARIA TOMENTOSA, Roxb. 

Vern.— Kirna, karri. Hind. ; Hoorn, Bom. j Chilkadudu, Tel. ; Thoska, 
Gond j Humba, Korku ; One, hake humd, Kol ; Hessare, Kan. 

A large tree with straight stem, found in Oudh, Nepal Terai, Go¬ 
rakhpur, Behar, Central India, and Western Ghats. 

Wood olive-brown, moderately hard, smooth, close-grained; no 
hcartwood. Weight 45 lbs. per cubic foot. 

• lbs. 

O 342. Gorakhpur (1868) ...... 

C nog. Ahiri Reserve, Central Provinces . . 45 

SAGERETIA. 

Sageretia Brandrethiana, Aitch , Rhamnm. 

Vem.— Ganger, gokcr, Pu. j Maimiina, Afg. 

A small deciduous shrub, met with in the Sulaiman and Salt Ranges, 
and North-West Himalaya between the Indus and the Jhelum. 

Wood yellow, very hard, close-grained. 

P 914. Salt Range, Punjab. 

S. theezans, Brongn. 

Vern.— Dargola, Simla ; Drangu, ankol, kauli, kariir, phomphli, kdnda, 
brinkol , chaunsh, katrdin, thum, kum, Pu. 

A large spinescant shrub, found in the Salt and Sulaiman Ranges, 
Western Himalaya from Kashmir to Simla, from 3,000 to 8,000 feet. 
Wood very hard, white, with irregular dark-coloured heartwood. 


SALIX. 
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H 2946. 

Suni, Sutlej Valley, 3,500 feet . 


, lbs, 
* • • • 

H 295*. 

Naldehra, Simla, 

7,000 „ . 


• • • « 

H 3129. 

Koti, Simla, 

6,000 „ . 

• 

• 56 


SALIX. 

Salix babylonica, Linn., Salicine-s. • 

, The Weeping Willow. 

Vera.— Bisa, bada, bed, katira, majnun, Pb/; Giur, Kashmir ; Tissi, bhosi, 
Nepal. 

A tree with pendent branches, commonly growr^ for ornament in 
North India. Said by Stewart to be indigenous in the Sulaimait Range. 
Wood white. 

2l 9 • 
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The branches are made into baskets and usedjor weirs and the pro¬ 
tection of canal banks. 


H 3060. Koti, Simla, 7,000 feet. 


Salix daphnoides, Veil. 

Vem — Bed, biddi, betsa, belt, bushan, bashal, bhail bhiul, mudanti, shun, 
thdil, Pb.; Yur, KASHMIR; Changma, chdmma, malchang, kalchang. 
West Tmv.r ■, Richang, roangching, chankar, Lahoul. 

A shrub or tree of the North-West Himalaya, both on the outer 
ranges and in the inner arid tract. It extends to the Alps and the 
mountains of Central Europe. 

Heartwood red, shining. Weight 33 5 lbs. per cubic foot. 

The wood is used in the arid inner valleys for building ^ails, tubs, 
and tools The twigs are used for baskets, twig bridges in Piti, Zanskar, 
and Ladak, and for building (willow wattle and daub) in Ladak. 


H 2854. 

Mahasu, Simla, 

7,000 feet . 

• 

lbs. 

• * • • 

H 

47 - 

Kalashi, „ 

7,000 „ 

« 

• 30 

H 

66. 

Nagkanda „ 

8,000 „ 

• 

• 34 

H 2905. 

99 99 

9,000 „ . 

• 

• ■ • • 

H 3034. 

99 99 . 

8,000 „ 


• 37 

H 3036. 

99 99 

8,000 „ 

• 

• 33 

H 142. 

Lahoul, about 

9,000 „ . 

• 

• 34 


S. elegans, Wall. 

Vem. — Bail, blail, bhains, Simla. 

A small shrub of the North-West Himalaya, from 7,000 to 10,000 
feet, as far east as Nepal, Lahoul, Kunawar, as high as 11,500 feet. 

Wood pinkish. Weight 33 lbs. per cubic foot. 

lbs. 

H 2842. Mahasu, Simla, 8,000 feet . . >33 

H 2906. Nagkanda, „ 9,000 .. 

4 * 

S. fragilis, Linn. 

Vem.— Tile hang, Lahoul. 

A tree cultivated in Lahoul and Ladak. 

Wood with reddish heartwood. Weight, 28 lbs. per cubic foot. 

H 141, from Lahoul, is probably this species. 

S. sp. (It may be near viminalis.) * 

A deciduous shrub. 

Wood soft, close-grained, heartwood red. Weight 31 lbs. per cubic 
foot. 

lbs. 

E 966. Chumbi Valley, Tibet, about 8,000 feet . 31 

S. tetrasperma, Roxb. (FI. Ind., Hi, 733.) 

Vem. — Bed, bent, baishi, Hind. ; Lada, bains, N.-W. India ; Bis, beis, 
bitsa, bin, bidu, bakshel, magsher, safedar, badha, Pu .; Ytr, Kash¬ 
mir j Bilsa, Oudh ; Panijama, Beng. ; Bhesh, Garo; Nachal, Kol. j 
Chiur, Kharwar j Bhi, Ass. j Wallunj, bacha. Bom. j Niranji, 
Kan. ; Momakha, Burm. , 

A moderate sized deciduous tree found throughout India, on river 
banks and in moist places, and in the Himalayan valleys ascending to 
6,000 feet. 

Heartwood red, soft, porous, even-grained. Weight about 37 lbs. 
per cubic foot. 


c 
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The wood is rarely used ; if has been used for gunpowder charcoal; 
Mann says that in Assam it is used for posts and planks. The twigs are 
made into baskets. 


lbs. 

35 

32 

32 

35 

3 i 

35 


H 155. Sain], Giri Valley . 

H 99. Bhajji, Sutlej Valley 
O 1485. Kher', Oudh . 

O 1465. Gonda, Oudh 
C 28 1 3 . Melgh&t, Berar 
E 1256. Tezpur, Assam 

Salix viminalis, Linn. 

m Vera. — Bitsu, Pb. j Kumanta, Lahoul. # 

% <|hnib of the inner arid Himalaya from the Jhelum to Sikkim 
(S. Snutniana, Willd.), from 5,000 to 9,000 feet, cultivated in Lahoul, 
Dras and Kunawar. Common throughout Europe in osier beds. 

Wood white. • 

H 143. Lahoul, about 9,000 feet. 

S. Wallichiana, And. 

Vera. — Bwir, Pb. j Bhains, bangli, katgnli, N.-W. P. 

A large shrub, met with in Afghanistan, Kashmir, Himalaya east' 
wards to Bhutan, ascending to 9,000 feet. 

Wood white or pinkish-white. Weight 32 lbs. per cubic foot. 

The branches are made into baskets. 

lbs. 

H 29x0. Nagkanda, Simla, 8,000 feet . •. *32 

H 3°35* »» m »>»••• ... 

SALVADORA. 

Salvadora oleoides, Linn., Salvadoraceae. 

Vera. — Kabbar, jhdr, didr, mitkididr, Sind. ; Jal, van, vdni, mithi van, 
Pb. ; Jhal, Hind, j Ugkai, koku, Tam. ; Pilu, Mar. 

A large evergreen shrub or tree of the arid zone, Sind, and Punjab, 
often forming the greAer part of the vegetation of the desert; ascends to 
3,000 feet in the Trans-Indus hills and to 2,400 feet in the Salt Range. 

Wood light-red, moderately hard, with small, irregular, purple heart- 
wood. Weight about 54 lbs. per cubic foot. 

It is sometime used for building and 
Persian wheels, and the knee timbers oi boats, 
a great deal of ash. 


agricultural implements. 
Is a bad fuel, and leaves 


lbs. 

54 

38 


P 942. Multan (with heartwood) . 

P 138^, Sind (no heartwood) 

S. persica, Linn. 

The To<5th-brush Tree. 

Syn. —S. WlGHTiANA, Beddome (t. 247 .) 

Vera. — Ardk, irak, Arab. ; Kabbar, kharidjar, pilu, Sind ; Jhal, Raj. ; 
Kauri van, kaurv-jal, jhat, jhit, Pb. ; Opa, ughai, Tam. ; Waragu- 
vienki, ghunia, Tel. j Pilu, Mar. 

A small evergreen tree, wild in Sind, Rajputana, Guzrat, Konkan, 
and the Circars. • 

Wood white, soft. Weight about 46 lbs. per cubic foot. 

It is very little used and is not even a good fuel. * 

lbs* 

P 1381. Sind.38* 


SALVA- 

DOHA. 


914 


915 


9l8 


917 
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Samadera indica, Ga?rtn., Simarube^. 

Vem.—Samadara, Cingh.j Kathai, Burm, 

A small‘tree of South India and Ceylon. 

Wood light-yellow, soft, no hcartwood. Weight 26 lbs. per cubic foot. 


No. 7^, Ceylon Collection 


lbs. 

26 


f 


f 
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SAMARA. 

Samara robusta, Benth . & Hook ./., Myrsine.®. 

Syn. —Embelia robusta, Roxb. 

Vem. — Amti, ambat, barbatti, byebering, Bom. j Bebrang, Oudh ; 
Kopadalli, Gond. j Bharangeli, Kurku ; Kalay bogoti, Nepal ; Aip- 
mviaynway, Burm. 

A large shrub or small tree found in the sub-Himalayan trac: from the 
Jumna eastwards, Bengal, Behar, Western India, and Burma. 

Wood reddish. 

lbs. 

O 2478. Gonda, Oudh . . ■ . . -37 


920 S. undulata, Benth. & Hook, f 

Syn.—C horipetalum undulatum. A. DC. 

B Vem. — Amilpati, Nepal. 

A climbing shrub of the North-East Himalaya, 3,000 to 6,000 feet. 
* Wood yellowish-white, moderately hard. 

E 3302. Tukdah, Darjeeling, 5,000 feet. 


but > 

921 
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SAMBUCUS. 

SambllCUS javanica, Reinw ., Caprifoliace®. 

Vem .—Galeni, Nepal. 

A small tree met with in the Eastern Himalaya, fi^m 4,000 to 8,000 
feet, and the Khasia Hills. Chiefly found in second growth forest. 

Wood white, soft. 

E 3133. Mangwa Forest, Darjeeling. 5,000 feet. 


SANDORICUM. 

Sandoricum indicum, Cav., Meliaceje. 

Vem. — Thitto, Burm. 

An evergreen tree of Burma, introduced in Southern India. 

Sapwood grey j heartwood red, moderately hard, close-grained, takes 
a beautiful polish. Weight about 36 lbs. per cubic foot. 

Used for carts and boat-building. 

1 lbs. 

B 804. Burma.36 
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SANTALUM. 


Santalum" album, Linn., Santalaceac. • 

Sandalwood. 

Vern.— Chandan, chandal, sandal, Hind. ; Gandha, Kan. ; San-ta-ku, 
Hurm. *• 

A small evergreen tree found in the dry region of South India. It 
grows naturally in the drier parts of Mysore. Coimbafbre, and Salem dis¬ 
tricts, extending south to Madura and north to Kolhapur, generally at 
an elevation of from 2,000 to 3,000 feet, in poor soils, and seeking the pro¬ 
tection of hedgerows and scrub jungles. 

bJpwood white, scentless; heartwood ycllowMi-Lrown, strongly scent¬ 
ed, very’ ftard, very close-grained, and,oily. Weight about 6 i - 5 lbs 
per cubic foot. 

The heartwood is used for carving, for incense and perfume. It is a* 
important article of trade in India, and is largely exported to China and 
Arabia. It has been found to be well suited for engraving. 


E 2489. 

Botanic Gardens, Calcutta 

(from a tree 

lbs. 

which was blown down 
of 1864) . *. 

in the Cyclone 
• • • 

56 

I) 1209. 

Mysore # . 

t • 1 

7 i 

D 2307. 

* * ' 

• • • 

60 

D 3140. 

)l ... 

• 

• • • 

60 

D 1360. 

Salem, Madras . 

• • • 

61 

No. 41. 

Salem Collection . 


61 


923 
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SAPINDUS. 

Sapindus attenuatus, Wall ., Sapindaceje. 

Syn.—S. ruber, Kura.; Scytalia rubra, Roxb. 

Vem. —Achatta, Nepal; Sirhootungihir, Lepcha; Lai koi-pina, Syljiet. 
A shrub or small tree of the Eastern Himalaya, Assam, and Eastern 
Bengal, down to Chittagong. 

Wood whitt^ modbrately hard. 

E 3272. \Vestern Duars. 

S. detergens, Roxb . • 

The Soapnut of North India. 

Syn,—S, Mukorossi, Gacrtn. 

Vern.— Rithn, dodan, kanmar,\ Hind. 

A handsome deciduous tree, cultivated throughout North-West India 
and Bengal. ' • 

Wood light yellow, rough, moderately hard, compact, and.close-grain- 
cd. Weight 44 lbs. per cubic foot. 

•It is not used. 

fbs. 

H 117. Waziri Rupi, Kulu, 4,000 feet . » . 44 

H 3050. Kepu, Sutlej Valley, 2,000 „ .* 
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926 


Sapindus emarginatus, Vahl. 

The Soafnut tree. 

Syn. —S. Tripoliatus, Linn. 

Vern. — Ritha, Hind, j Bara-ritha, Beng. ; Muktamaya, Uriva ; Konkudti, 
Tel.; Pounanga, puvandi, Tam. ; Thalay maraihu, antawula, Kan.; 
APeeta, Mal. ; Puvetta, Cingh. 

A large tree met»with in Bengal, South India, and Ceylon, often culti¬ 
vated. 

Wood yellow,'hard. Weight about 64 lbs. per cubic foot. 

It is sometimes used for building and carts. 

D 3209. Cuddapah, Madras. 


r 


B 2259 (51 lbs.) is a white, moderately hard wood sent|J?v Major 
Ford from the Andamans in 1866; it perhaps ks^ongs to this 
species. 

SARACA. 


927 


Saraca indica, Linn., Leguminosje. 

Syn. — Jonesia Asosa, Roxb. 

Vern .—Asok, Hind. ; Asoka, Beng. ; Aseka, ati, Cuttack ; Diyera tembela, 
Cingh.; Ashunkar, Kan ; Jassundi, Bom.; Thaw-ka-hpo, Burm. 

Found in Eastern Bengal, South India, Arracan, andTenasserim. 
Wood light, reddish-brown, soft. Weight 50 lbs. per cubic foot. 

lbs. 

No. 23. Ceylon Collection . ... 58 


f SARCOCOCCA. 

<928 Sarcococca saligna, Iduii. Arg., Euphorbiace.®. 

Vern. —Sukat sin~, Kumaun; Chilikat, Nepal. 

A small evergreen shrub met with in Afghanistan, Himalaya at 4,000 
to 7,000 feet, ascending in Sikkim to 9,000 feet, the Khasia M ils, Nilgiris, 
and Western Coast. 

Wood white, moderately hard. 

Sometimes used for walking-sticks. 

H 2832. Simla, 7,000 feet. 

SARCOSPERMA. - * 


929 


Sarcosperma arborea, Hook./., Sapotace®. 

Sya.~ Sideroxylon ARBOREUM, Ham. 

Vern. —Pahar lampati, Nepal; Kulyatya, Lepcha. 

A large tree of the Eastern Himalaya. 

Wood pink, moderately hard, rather light. Weight 30*5 lbs. per cubic 
foot. 

Used in Sikkim.to make canoes. 

E 3*316, Chenga orest, Darjeeling Terai, is probably this species. 


930 


SASSAFRAS. 

Sassafras officinale, Nees., Laurine®. 

Wood soft^porous, highly scented, preserving its odour a long time. 
Porefe large to small. 

(Specimens wanted.) 


2^4 
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SAURAUJA. 

Sauraujg. Griffithii, Dyer, Ternstrcemiaceje. 

Vern.— Gogen, Nepal ; Hlasipha, Lepcha. * 

A small tree, found in Sikkim and Assam. # 

S. nepalensis, DC. .. 

• Vern.— Gogina, goganda. Hind. ; Gogen, Nepal j Kasur, Lepcha. 

A small, tree of the outer Himalaya from the Juiffna to Bhutan above 

3,000 feet, and the Khasia Hills. • 

Wood light-pink, very soft, spongy j shrinks much. Weight 25 lbs. 
per cubic foot. lbs. 

•^2321. Tukdah, Darjeeling, 5,000 fee# . . .35 

• 

SCHIMA. 

Schima Noronheae, Rwdt., Tenstrcemiace.®, 

Vern.— Pantna, thitya, Burm. * 

An evergreen tree, met with in the Tenasserim and Martaban Hills. 
Wood reddish-brown, moderately hard, close-grained. Weight 45 
lbs. per cubic foot. lbs. 

H 299. Burma (1867) . * . . .45 

S. Wallichii, Choisy. • 

Syn —Gokdonia integrifoua, Roxb ., ( FI . Ind . ii .^ 72 .) 

Vern Ciulau ni, goechasbi, Nepal; Makusa’, Hind.; Sumbrong, Lepcha* 
Cugrra, Goalpara; Makriah thilonm, makuml. Ass.: Dinean. 
Khasia ; Boldak, Gako ; Jai,., Cachar. 

A ):«rg< evergreen bee found in Northern and Eastern Bengal, and 
Chitl.i-’or'> ascending to 5,000 feet. e 

*W -<»a sigh, red, moderately hard, cross-grained , warps and shrinks 
much in zoning. Is durable in dry works when we'l ventilated. 
Weight about 45lbs. per cubic foot. • 

It is usjd in Northern Bengal and Assam for many purposes, but 
chiefly for building. Many of the tea factories in Darjeeling nave been 
built of it, and the Public Works Department have sometimes used it for 
bridges. Ma in states that in Assam it is used for planks and ordinary 
building purposes, and for canoes. As large quantities of the timber, 
veil grown ahd straight, are available, it is to be hoped that it may be 
ere long in mdie extensive demand. lbs. 

E 491. Bamunpokri Forest, Darjeeling . . 43 

K 646. Khooklong Fore3t, Darjeeling Tcrai , 44 
E O36. Eastern Duars, Assam . . . . *42 

E 14491 Mishmi Hills ( Griffith , 1836) . . .50 

SCHLEICHERA. 

Schleichfera trijuga, Willd., Sapindacead. • 

Vem.~Kosum, gausam. Hind. ; Rusam, Uriya ; Pusku, may, roatanga , 
Iel. j Ptivu, pe, pulachi, eohm-burikt, Tam.; Sagdi sagade, rhakota , 

• akota, Kan.; Lhnidala, Coorg; Puvatti, KaderS; Ka\i,umar, konam, 
kocham, Panch Mefals ; Barit, Kol; Kusumb, peduman. Mar,; 
Komur, puM, Gond; Baru, Kurku ; Gyoben, Burm.; C6ng, 
congkas. Cinch. ** 

A large deciduous tree, of the sub-Himalayan tracf from the Sutlej 
eastwards. Central and South India, and Burma. 

P 225 . 


SCHL*EI- 

CHEBA. 
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Wood very hard, strong, and durable ; sapwood whiteish j heartwood 
light reddish-brown. Weight about 70 lbs. per cubic foot. 

Used fpr oil',* rice, and sugar mills, and for agricultural implements 


and carts. 

f lbs. 

O 306. Garhwal (1868).65 

O 536. Deljca Dun . . . . *65 

C 191. Mandla, Central Provinces (1870) . , 66 

C iiio. Xhiri Reserve, Central Provinces . . 66 

C 2769. Melghat, Berar.62 

W 732. South Kanara.70 

B 319. Burma' E (i867). 

B 2515. „ (1862).72 

No. 47. Ceylon Collection.57 

C 3533* Khurda Forests, Orissa . . . .65 


SCHREBERA. 

936 Schrebera swietenioides, Rbxb., Oleaceje. 

VetQ.— Moka,g6ki, ghant, gantha, Hind.: v Patali, ghartta patali, Bandel- 
KHAN1} ; Jantia, Uriya ; Makkam, tiiokob, Tel.; Mongalinga, Tam. ; 
Ghattdr, BaigaS; Karindi, mokha, dhakka, Gond.; Jhdn/ Kurku.; 
Mokkak, Bhilj Kalgante, Coorg; Tkitswaylway, Burm. 

A deciduous tree, met with in Kumaun, Burma, Central and South 
India. 

Wood brownish-grey, hard, close-grained, polishes well; durable, does 
o % not warp or split. No heartwood, but irregular masses of purple or claret- 

coloured wood in the centre, and scattered throughout the tree. Weight 


56 lbs. per cubic foot. 

Used for combs weavers’ beams, and turning. 

Ibs. 

C 829. Bairagarh Reserve, Berar . . *59 

C 2772. Melghat, Berar. 

C 193. Mandla, Central Provinces (1870) . . 51 

C 1108. Ahiri Reserve, Central Provinces . £ ... 

C 141^* Moharh „ ,, . . . ... 

B 1413. Burma .59 

B 3*49- » (1862).54 


SCOLOPIA. 

937 Scolopia rkinanthera, Clos., Bixineas. 

Verp.— 

A tree of Malacca, Java, and Borneo. 

Has a hard red wood, with a structure similar to that of Flacourtia. 
Weight 60 lbs. per cubic foot. 

lb. 

,B 1969. e Andamans (Kurs, 18G6) . . . .60 

(Specimens and information wanted.) 


226 









Timbers. 


[ Pa*RT Vli 


SECUF^INEGA. 

Securinega Leucopyrus, Mull. Arg., Eujhorbiace a." 

Syn.— Phyllanthus Leucopyrus, Roxb .j Cicca Leucopyrus, Kutb. 
Vern.— Per a pastavsanc, Afg.; Kak&n, rithei, girthanf gargas , bkdthh 
bata, vanuthi, girk, Pb.j Hartho , aintha, N. # W. P.j Kiran, Sind; Chall a 
mania, vale manta , C. P. j Achal, Nepal. * 

*A large shrub or small tree of the outer Himalaya, ascending 
5,000 feet, throughout India and Burma. 

Wood pink, hard, close-grained. * 

It is only used as fuel. 

E 3319. Pankabari, Darjeeling, 2,000 feet. 

V ^282. Sitapahar Reserve, Chittagong. 

S. obovata, Mall. Arg. . 

Syn. —Phyllanthus retusus and virosus, Roxb. j Cicca obovata, Kura. 
Vern .— Dalme, dhdni, bakanha, ghari, gwala, daring Hind, j lktibi, 
Lfpcha; Ukieng, thaka, Mechi; Koaan,i, Mar. j Korcki, Gond; 
Yae-chinya, Burm. 

A small tree found in the Sulaiman Range, sub-Himalayan tract and 
outf'r Himalaya, ascending to 5,oooJect, Eastern Bengal, Central and 
South India, and Burma. 

Wood reddish-yellow # close-grained, durable. Weight 52 lbs. per 
cubic toot. 

Used for agricultural implements. , 

lbs. 

H 2941. Jandcr, Sutlej Valley, 3,000 feet . . 52 

P 3247. Ajmae. 


SEMECARPUS. 

Semecarpus Anacar^ium, Linn ., /., Anacardiace.e. 
The Marking Nut Tree. 



^acUc 

Chyaibcfig* Burm. 

A deciduous tree of the Sub-Himalayan tract from the Sutlej eastwards, 
ascending to 3.500 feet; forests of India, extending to* Chittagong 
but not to Burma. 

Wood grayish-brown, often with yellow streaks, soft. It contains an 
acrid juice which causes swelling and irritation, and timber-cutters object 
to felling it. Weight 42 lbs per cubic foot. 

It i§ sometimes used for charcoal. 




lbs. 

C 1157. Ahiri Reserve, Central Provinces 

. 44 

C 2746. Moharli „ 

99 • 

. 40 

E 578. Kookloong Forest, 

Darjeeling Terai . 

•* 39 

E 627. Bamunpokri ,, 

99 1 

• 30 

E 2341. „ » 

99 

• 33 ' 


SEMECAR¬ 
PUS. si 
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SESBANIA. 

r <■ 

Sesbania xgpytiaca, Pers., Leguminos.®. 

Syn. —/Eschynomene Sesban, Roxb. 

Vtm.-r jait, jhijan, janjhan, dhandidin, HlND.j Jayanti, Beng.; Saor 
se-wri, Berak ; Shewari, Deccan ; Suiminta, Tel. ; Yaythagyee, 
Burm. 

A soft-wooded tree, 10 to 12 feet high, cultivated in many .parts of 
India and Burma f wild in tropical Africa. It is commonly planted in 
Bengal as a hedge-plant, for which purpose its very quick growth renders 
it suitable. It is also sometimes grown to support the plantations of the 
betel pepper. 

Wood white, extrerrfely soft. Not durable. Weight 27 lb-. per 
cubic foot. «-®*® 

It is used to boil jaggery. Grown in Berar and the Deccan to 
■furnish poles as a substitute for bamboo. Roxburgh says the wood is 
said to make the best gunpowder charcoal, and Kurz that it is good for 
children’s toy^. 

lbs. 

C 870. Amraoti, Berar ..27 

S. grandiflora, Pers., Leguminosje. 

Syn. —/Eschynomene grand'?flora, Roxb. 

Vem. — Basna, Hind.; Buka, bah, agasta, Beng.; Bagfal, Sundarbans; 
Hadga, beta, Berar; Aguti, Tam. ; A ' besi , Tel. ; Agase, Kan. ; Pouk- 
pan, poukpyoo, Burm. 

A short-lived, 'soft-wooded tree, cultivated in Southern India, Burma, 
and in the Ganges Doab, attaining 20 to 30 feet in height. 

Wood white, soft, not durable. Weight 32 lbs. per cubic foot. 

In Lower Bengal it is used for posts for native houses and for 
firewood {Home) ; in Berar and the Dekkan it is grown as a substitute 
for bamboo. p 

lbs. 

C 871. Amraoti, Berar.32 

SHOREA. 

Shorea gratissima, Dyer, Dipterocarpeje. 

Syn. —Hofea gratissima. Wall. * 

Vera.— 

Found in Tenasserim and Singapore. 

Wood generally cross-grained. Heartwood brown, hard, or very hard. 

S. obtusa, Wall. 

Vera. — Thitya, Burm. 

A large tree of the Eng forests of Burma. 

Heartwood the colour of sal, very hard and durable. The wood of 
this tree is r more even-grained than that of either sal or engyin. 
Weight about 67 lbs. per cubic foot. 

The wowd is much valued on account of its durability j it is used for 
canoes and in building, and is valuable for tool-handles and planes. 


B 

555 - 

Prome, Burma 

• • 

• 

• 

lbs. 
. 64 

B 

556 . 

II II 

• * 

■ 

a 

. 67 

B 

2973 - 

11 » 

• • 

9 

• 

’ 5 f 

B 

283. 

Burma (1867) 

• 

• 

a 

• 56 
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SHOREA. 


Shorea robusta, Gaertn. 

The Sal Tree. • • 

^Sern.— Sal, sdla, salvia, sdkhu, sakher, Hind. j Sarjurrt , Kol. ; Sargi, 
Bhumij ; Sakwa, Kharwar; Sekwa, OraoN; Shal, Beng. j Sakwa, 
Nepal; Teturl, Lepcha; Balsa!, Garo; Salwa, soringhi, Uriya; Koroh, 
Oudh j Sarei, rinjal, C. P. ; Gugal, Tel. • 

A large gregarious tree, never quite leafless of the north-east moist 
an^ intermediate zones : sub-H imalayan tract, from the Beas to Assam, 
eastern part of Central India, from the Ganges to the Godaveri, extending 
westward to the longitude of Mandla, with an outlying patch on and 
around the sandstone hills of the Pachmari Range. 

Sapwood small, whiteish, not durable. Heartwood brown, finely 
streaked with dark lines; coarse-grained, hard, with a remarkably fibrous 
and Tko^-grained structure; the fibres of successive concentric strata in 
the wood do not run parallel but at oblique angles to each other, so that 
when the wood is dressed the fibres appear interlaced; does not season wgll. 
The inherent qualities of sal render it a very difficult wood to season; it 
warps and splits in drying, and even when thoroughly seasoned it absorbs 
moisture with avidity in wet weather, increasing i-2<fth in bulk, and 
correspondingly in weight. During the process of seasoning it dries with 
great rapidity on the surface, .while beneath it remains as wet as when 
first cut, and evaporation goes on afterwards with extreme slowness. The 
effect of this peculiarity is to cover the surface all over with superficial 
flaws from unequal shrinkage. With proper precautions, however, it can 
be made to dry slowly, find under these circumstances it has been found 
by numerous experiments that the ratio of drying is f of an inch annually 
all round the piece of wood. Sal, when once thoroughly seasoned, stands 
almost without a rival, as a timber, for strength, elasticity, and durability, 
which qualities it retains without being sensibly affected, for an immense< 
length of time. Average weight of the seasoned sal, about 55 lbs. per 
.cubic foot. r 

**Sal is the timber which in Northern India is the most extensively used. 
It is in constant request for piles, beams, planking and railing of bridges; 
for beams, door and window-posts of houses; for gttfi-carriages ; the body 
of carts (not the wheels, for which it is unsuited and for which sissu or 
even saj is better); anc^ above all for railway sleepers, the yearly consump¬ 
tion of which reaches some lakhs of cubic feet. It is used for making 
canoes in the hills of Northern Bengal, where it is found, perhaps, of 
the largest size now available. lbs. 

O \po4. Garhwal (1868).53 

O » (1874).59 

O 873. Ramganga Valley, Kumaun, 1,800 feet . 69 
O 388. Oudh ... . . . no 


1 388. 

1215. 
2080. 

f T2I0.) 

1 1213/ 
1214. 
173 - 

1235- 

497 * 

702. 

2322. 

3137 - 

3138 . 

635 . 

1440. 


„ (section of fire-damaged tree) 

; „ (sapling sections) . 

„ (sections of shoot) 

„ (butt ends) 

Mandla, C. P. (1871) 

Gumsur, Madras 

Sukna Hills, Darjeeling, 1,500 feet 
Tista Valley „ „ „ 

Darjeeling Terai . 

Buxa Reserve, Western Duars 

» n » m 1 

Eastern Duars, Assam . 

Mishmi Hills ( Griffith , 1836) . 
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946 Shorea siamensis, Miq. 

Syn.—P entacme siamensis, Kurn (f. ng.); Pentacme suavis, A.D. 
Vem.— Engyin, Burm. 

A large deciduous tree found in the Eng forests of Burma. 

Heartwood very hard, very heavy and cross-grained;. in this respect 
similar to sal? which it also resembles in colour. Weight about 55 lbs. 
per cubic foot. ■*' 

The wood is much prized on account of its durability. It is used for 
house-building, bow!/ and other purposes. 

. lbs. 

B 2507. Burma (1862) . . . . .48 

B 3127. Kya-eng 0 Attaran Valley, Burma . . 69 

B 2972. Prome, Burma. 

‘ : 947 1 S.'Stellata, Dyer . 

Syn. — Parashorea stellata, Kura (/, 117.) 

Vem.— Koungmhoo, Burm. 

A very large evergreen tree of Burma. 

Wood white, hard, rough. Weight about 50 lbs. per cubic foot. 

It is used for canoes and in boat-building. 

1 lbs. 

B 1944. Tavoy, Burma.47 

B 2481. Tenasserim.50 

948 S. Talura, Roxb. 

* . Syn. —S. laccifera, Heyne', Vatica laccifera, W. & A. 

Vem. — Talura , talari , Tam. j Jalari , Tel.; Jalaranda , Kan. 

< •• A large tree, met with in Mysore and the eastern districts of Madras. 

Wood grey, very to extremely hard, smooth, with small dark-colc*Ured 
irregularly-shaped heartwood. Weight about 70 lbs. per cubic foot. 

It is much used for house-building, and is largely sent down to 
Madras for that purpose. 

• lbs. 

. D 1056. South Arcot ...... 70 

D 1092. Madura . . . . . .65 

to 

D 1092 has a smooth, yellow, even-grained wcod, while D 1056 is 
grey with a dark brownish-red heartwood, but the structure of the two is 
identical. 

949 S. Tumbuggaia, Roxb. 

Syn.—V atica Tumbuggaia, W. & A. 

Vem.— Cang &, congo, tambugai, tambagum, Tam. j Thambd, googgilapu- 
karra, Tel. ; Vanboga, Mal. 

A large tree of the intermediate and south dry zones, Cuddapah and 
North Arcot districts.' 

Wood smooth, harder than that of sal, but similar in structure. 
Weight about 68 lbs. per cubic foot. 

It is used for house-building, particularly for door-frames and pests, 
and for rafters. 

lbs. 

D 1062. Cuddapah ...... 66 

D 1078. North Arcot.68 
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SKIMMIA. 

• • 

Skimmia Laureola, Hook., Rutaceje. * 

Vern.— Ner , barru , Pb. ; Nehar , gurlpata ^ K .umaun j Chumlani , Nepal j 
Timbibtnyok , Lepcha. 

An extremely aromatic shrub, found in the Himalaya fr&n the Indus to 
Bhutan, fiom 5,000 to 11,000 feet, and in Afghanistan. 

Wood while, soft, with distinct, white, concentric lines which may pos 
sibly be annual rings ; has an aromatic scent whelk fresh cut. Weight 
42 lbs. per cubic foot. . 

lbs. 

H 2846. Mahasu, Simla, 8,000 feet . . „ 

E 2330. Tukdah, Darjeeling, 5,000 f»et . . 42 

8293. Mahalderam, Darjeeling, 7,000 feet . ... 

SOLANUM. 

Solatium verbascifolium, Linn., Solanaceac. 

Venn.— Dursul , Nepal ; Sivor , Lepcha. 

A small tree or large shrub of Northern and Eastern Bengal, and 
Burma. 

Wood yellow, soft. # 

SONNERATIA. 

Sonneratia acida, Linn.f, Lythrace^e. . 

Vern. — Orcha , archaka , Beng.; TapoQ , tamoo , Burm. 

A small evergreen tree, met with in the tidal creeks and littoral forests 
of India, Burma, and the Andamans. 

, Wood prey, soft, even-grained. Weight 31 lbs. per cubic foot. 

> It is said by Beddome to be used for models, and in Ceylon to be 
a good substitute for coal in steamers. 

lbs. 

E 395. Sundarbans . . . .31 

B 3379. Kyoukphyoo, Arracan . . . .42 

S. apetala, Buck. 

Vern. — Keovira , Beng. ; Kanpala , Burm. 

A modei^fe si^ed evergreen tree, met with in the tidal creeks and 
littoral forests^of Ber.gal and Burma. 

Sapwood gtay t heartwood reddish-brown, moderately hard. Weight 
44 lbs. per cubic foot. 

The wood is said by Kurz to be good for house-building, packing- 
cases, &c. 

„ • „ , , lbs. 

E 399. Sundarbans.44 

E 3699. Sundarbans (1882).40 

• SOYMIDA. 

Soymida febrifuga, A dr. fuss., Meliace.®. 

• Indian Red Wood. 

Syn.— Swietenia febrifuga, Willd . • 

Vem.— Rohan , Hind.; Rohina , Beng.; Skem , wond , Tam. ; Sumi Tel. ; 
Sohan , suam , UkiyA; Soimi , Gond 1 ; Royta , LShil.* m 

A large deciduous tree of Central India and Dekkan. 


SOYMIDA. 


950 


951 


952 


■ • 


953 — 


954 
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955 


956 


Sapwood small, whiteish ; heartwood extremely hard and close-grain¬ 
ed, reddish-black, very durable ; free from attack of white-ants. Weight 
about 76 lbs. per cubic foot. * 

Used for construction,,well-work, plough-shares, and oil-milL. 

lbs. 

iQv Mandla, Central Provinces, 1871 ’ 

1123. Ahiri Reserve, Central Provinces 
1240. Gumsur, Madras 
2113. Mysore .... 

3566. Knurda Forests, Orissa . 


C 

C 

c 

D 

c 
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72 

74 

75 
71 
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SfJPATHOLOBUS. 

Spatholobus Roxburghii, Bth., Leguminos®. " 

Syn.—B utea parvi flora, Roxb. 

* Vern .—Mala, mulu, maula , Hind. ; Debrelara, Nepal; Tetrobrik, 
Lepcha; Pouktvway, Burm. 

A gigantic creeper of the sub-Himalayan tract from the Jumna 
eastward to Bengal and Burma. lbs. 

E 480. Darjeeling . . 

O 2927. Garhwal . 

t 

SPIRAEA. 

Spiraea canescens, Don ., Rosace®. 

Vera.— Ckaku, tabu, Simla. 

" A shrub, 6 feet, with densely leafy "brandes.” (Ilk. FI. Br. Ind .) 
Found in the North-West Himalaya, from Murree to Kumaun, chiefly 
on open hill-sides as a stiff bush. 

Wood hard, close and even-grained. lbs. 

H 159. Simla, 7,000 feet . .... 47 

H 2827. Mahasu, Simla, 8,000 feet . 

S. sorbifolia, Linn. 

Syn.—S. Lindleyana, DC. 

Vena. — Sarbashtai, kikri, batu, Pb, 

A shrub of the North-West Himalaya, from the Sutferj to Kumaun, 
above 7,000 feet. Chiefly found in shady, damp woods. J’ 

Wood hard, compact, even-grained. Annual ringvvdhstinctly marked 
by a belt of more numerous pores. lbs. 

H , 82. Simla, 7,000 feet.49 

H 3014. Hattu Forest, Simla, 8,000 feet . 

SPONDIAS. 

Spondias mangifera, Per*., Anacardiace®. 

The Hog Plum. 

Vern.— Amra, amara, ambodha. Hind.; Amara, Nepal, Ass.; Amna, 
Beng.; Ronchiling, Lepcha; Adai, tongrong, Garo ; Katmaa, T.am. ; 
Aravi tnamddi, amatum, Tel. ; Kat ambolam, Mal. ; Amb, Mar. ; Amte, 
Kan.; Hamdra, Gond; Ambera , Kurku; Puli ille, Kaders; Gway, 
Burm. 

A deciduous ftee of the sub-Himalayan tract, ascending to 3,000 feet 
in Sikkim; dry forests of South India and Burma; rare in Central India. 
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Wood soft, light-grey. Weight, about 43 lbs. per cubic foot. 

, . lbs. 

C 2800. Melghdt, Berar . . . . • ... 

I? 499. Kookloong Forest, Darjeeling Terai . 30 
E 1296k Cachar (Vern. Tiindiir) . . . .21 

E 1497.' Sylhet (Vern. Sutrung) . . . 0 . 25 

B 560. Burma . . . . .29 

SPONIA. 

Sponia orientalis, Planchon, Urticace®. 

'•*. Indian Nettle Tree. * 

Syn.— Celt is orientalis, Linn .; Trema orientalis, Bl .; S. WigMtii, 
Planch. ; S. amboinensis, Dene. 

Vern. — Badumanu, C. P. j Kooail, Nfpal ; Tugla, Lepciia ; Par din. 
Mi CHI ; Jiipone, phakram, jiguri, sap,mg, sempak, amphak, opang 
(Ste Agri-Ilorfitultural Society of India Proct editu's for November 
1877), Ass.; Rarunga, Kol. ; Mini, Tam. ; Gada-nelli, Tel. ; Gorklu, 
Kan. ; Gol, Mar. ; Rukni, Baigas. 

A small fast-growing and short-lived tree of Himalaya from Nepal 
eastwards, Bengal, Burma, Central and Southern India. 

Wood light reddish-grey, soft. Weight 28 lbs. per cubic foot. 

It is used for charcoal, which is good for gunpowder manu¬ 
facture. 


E 2446. Sivoke, Darjeeling Terai 


28 


S. politoria, Planch. 

- Vera. — Bantamman, kangju, khuri, Pb. ; Jain, kkasaroa, mdrni, bdtu, 

% oanhama. Hind.; Khaoi, khdksi, kooail, Nepal; Tuksat, Lepciia. 

A small evergreen tree, met with in the Salt Range, outer Himalaya, 
Oudh, Sikkim. 

Wood white, moderately hard, splits and cracks in seasoning. 
Weight 36 lbs. per cuJmc foot. 

Wood and bark used in a similar way to those of S. Orientalis. 

lbs. 

O 1^69. Gonda, Oudh . . . . 36 

V* 

STAPHYLEA. 

Staphylea Emodi, Wall., Sapindace®. 

Vem.- —Marchob (Serpent Stick), Afg. ; Nagdaun, ckitra, chual, ban - 
bakhru,J»an-shagali, guldar, kdghania, Hind. 

A large shrub or small tree of the North-West Himalaya, above 
6,000,feet. 

Wood soft, grey. Weight 44 lbs. per cubic foot. ' 

Sticks are made of the wood which are sold in the hill bazars. They 
are supposed by the Afghans and frontier tribes to have the property of 
keeping off snakes. 


STAP&Y- 

LEA. 


959 


H 2900. Nagkanda, Simla, 8,000 feet 
H 3189. Dungagalli, Hazara, 7,000 feet. 


Ibs. 

4i 

47 


960 
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STEPHEGYNE. 

962 Stephegyne parvifolia,,#™*. /. & Bth., Rubiacea. 

Syn. — Nauclea parvifolia, Roxb. 

Vern. —- Kaddam , kail am, keim, kangei, Hind, ; 1 haldu, KUMAltN } 

Mundi, Gond.^Maigas j Kuteli, Kurkuj Buta-kadambe, Tam. j Nir- 
kadarn.be , karmi, bataganapu, Tel. ; Congu, hedu, yetega, kadviar 
kadani, Ka$, ; Kadamb, karamb, kalam. Mar.; 7 amdk, Bhil ; Gui, 
kdmba, Kol. ; Guri, gurikaram , Kharwar ; Helembe, Cingh. j Kumra, 
Bansv.’ARA j Hteinthay, Burm. 

A large deciduous tree found throughout India and Burma. 

Wood light pinkish-brown, moderately hard, generally harder than 
that of Adma Cordifolik. No heartwood. Weight about 47 P'j- per 
cubic foot. * 

It is easily worked and polishes well j it is durable, if not exposed to 

a wet. 

It is used for building, furniture, agricultural implements, combs, 
cups, spoons, and platters, and for turned and carved articles. 


-963 


p 458. 

Ajmere .... 




lbs. 

0 269. 

Garhwal (1868; 

• 



45 

0 529. 

Dehra Dun 

■ 



41 

O 344 - 

Gorakhpur 

• 



42 

O 1481. 

Kheri, Oudh . 

■ 



44 

C 178. 

Mtndla, Central Provinces (1870) 



42 

C 186. 

» a w 

» 



46 

C 1120. 

Ahiri Reserve, Central Provinces 



44 

C 2783. 

Mclghat, Berar 

• 



44 

B 561. 

Prome .... 

• 



40 

B 2539. 

Burma (1862) . 

• 



38 

No. 36. 

Salfm Collection 

• 



44 

No. 35. 

Ceylon Collection 

• 



42 

C 824. 

Bairagarh Reserve, Berar 

• 





s. Sp., Gamble. 

Vern. — Kali, kalikat, Nepal. ¥ j 

A large tree. _ “ . / 

Heartwood orange-yellow, sapwood reddish. Wodiiwwbderately hard. 
Weight 44 lbs. per cubic foot. 

It is used for building. 

lbs. 

E 2385. Chenga Forest, Darjeeling . . >44 

STERCU LIA. 

Sterculia coccinea, Roxb., Sterculiaceje. 

Vern. —Sitto udal, Nepal j Katior, Lepcha. 

A small evergreen tree of the Eastern Himalaya, ascending to 6,000 
feet; Assam, Khasia Hills, hills of Burma. 

Wood grey, spongy, extremely _soft. Weight 17 lbs. per cubic foot. 
„ *• lbs. 

E 573. Khooklong Forest, Darjeeling Terai . . 17 
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Sterculia colorata, JRoxb. * 

Vern. — Bodnia, wale n a, samarri, Hind.; Moola, Beng.; Sitto vdal,\ 
bhirphiri, omra, Nepal ; Kanhlyem, Lepcha ; Pisi, WbL. ; Lersima, 
iCharwar ; Bolaeong, Garo ; Khowsey, pifij, Bekar ; Bhdi-koi, Bom. ; 
Kara km, Tel. ; Wet-shaw, Burm. ; B'erdd, And. 

A moderated sized tree of the sub-H imalayan tract frqm the Jumna 
eastwards, Central and South India, Burma, and the Andaman fslands. 
Wood grey, very soft. Weight 24 lbs. per cutflc foot. 


E 1394. Chittagong 


lbs. 

' 24 


STERCU¬ 

LIA. 

965 


s. fcetida, Linn. # 966 

— Jangali-badam, Hind. ; Pindri, Tam. ; Gurapu bad ant, Tel. ; 
Hlyanpyoo, letkup, Burm. * 

A large evergreen tree of South India and Rurma. . 

Wood grey, soft, spongy, but harder and firmer than that of S. Villosa* 
which it resembles in structure and appearance. 

’ lbs. 

E 3708. R. B. Gardens, Calcutta (1881) . . 29 

S. urens, Roxb. • gftj 

Vem.-Gdld, ktilii, gular, tabsi, tanuku, karrai, Hind.; Odla, hat chair da, 

Ass. ; Keonge , M&nrhum ; Feley , Kol. ; Kanauvji , Mongiiyr; 

Tabsu , Tel. ; Vellay putali , Tam.j Ilittnm , pinoh , Gond; Takli , 

Kukku ; Karat, kandol, gieira, Mar. ; Kalru* Ajmere; Kalauri, 

Panch Me HALS. 

A large deciduous tree of the sub-Himalayan tract from the Ganges 
eastwards. Southern India and Burma. Tk 

Wood very soft, reddish-brown with an unpleasant smell, with lighter- 
toloured sapwood. Weight about 42 lbs. per cubic foot. 

It is used to make native guitars and toys. 


•U9I 

P 471. Ajmere. . 

P 3220. Nagpaftar, Ajmere . . . 

C U02. Ahiri, Central Provinces . . . .39 

D 1086. Madura, Madras.gj 

C 343<X,^Kj&nandi Reserve, Palamow, Chota Nagpur ... 

S. villosa, Roxb. 

Vern. — Poshwa , Sutlej; Udal , udar . Hind.; Gul - bodla * gul - kandar , 
mass *, Pb.; Kanhlyem , Lepcha; List , vialkom , Kol.; Pironid 
Munuari; Star , Oraon; Kddar , baringa , Gond -, Buti, Kukku ] 

Udar ' • Vaie 

A moderate sized tree of the sub-Himalyan tract from the Indus 
eastwards; common in forests throughout India and Burmai 

Wood grey, very soft and spongy. Weight 22 lbs. per cubic foot. 

It is not used. 


E 2324. Sivoke, Darjeeling Terai . 

E 620. Bamunpokri, Darjeeling Terai 
W 847. South Kanara . 
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STEREOSPERMUM. 
Stereospermum chelonoides, DC., Bignoniaceje. 

Syn. — Bignonia chelonoides, Linn. 


Vern .-+-Pader, padri, parraL Hind. ; Parari, Nepal / Singyen, Lepcha ; 
Sirpang, Mechi ; Dolzel, Garo ; Kandior , Kol. ; Fandair, Lohardug- 
GA; Pandri, “Khar WAR; Parolli, Ass. ; Pareva-auwal, Cachar; Dhar- 
tnara, atcapali, Beng. ; Tsaingtsa, Magh. ; Padri, pon-padira, pathiri, 

if Tam • Tagada , tkiigu , kala goru , moka - yapa , pisul , Tel. ; 

it...... . _ t aa/i . „ - 


vela-padrif Tam. 


Taitu, Berar ; Paviphunia, Oriya; Kir set, tuatuka, pddul. Mar., 
Padurni, Bhil.j Nai-udi, mallali, Coorg. ; Kall-udi, Kan.; Littiu- 
madala, Cingh. j Thakooppo, Burm. 

A large deciduous , f ree met with in Bengal, Burma, Central and 
South India. • 

Wood hard, grey, no heartwood; moderately durable, elastic, and 
easy to work. Weight about 4.8 lbs, per cubic mot. 

It is used for building, and is good for furniture. It is also used for 
canoes and building in Assam, and for tea-boxes in Cachar. 


C 1164. 

Ahiri Reserve, Central Provinces 

• • 

lbs. 

40 

C 1172. 

yy ( yy ss yy 

• • 

3 8 

C 1411. 

Moharli ,, „ „ 

• a 

46 

c 833. 

Bairagarh Reserve, Berar 

• a 


E 659. 

Khookloong Forest, Darjeeling Terai 

51 

E 673- 

Bamunpokri Forest „ 

yy • 

48 

E 632. 

Eastern Duars, Assam 

• • 

40 

E 1398. 

Chittagong .... 

■ • 

59 

D 1070. 

North Arcot 

• • 

5 ° 

B 2546. 

Burma (1862) 

• • 

52 

E 3603. 

Darjeeling .... 

• • 


fimbriatum, 

DC. 




971 


972 


Vern. — Thanthat, Burm. 

A deciduous tree of Martaban and Tenasserim in Burma. 

Heartwood small, dark brown; sapwood light brown; wood very 
hard; in structure similar to that of S. suaveoiens. Weight 54 lbs. per 
cubic foot. lbs. 

B 2696. Tavoy (Walltch, 1828) . . . ,. 54 

s. sp.? 7 . 

Found in Chittagong, the Andamans, and AnamaKiS Hills. 

Wood rough, yellowish-grey, moderately hard, in structure resem¬ 
bling S. ^uaveolens. Ibs. 

E 719. Chittagong.52 

D 1284. Anamalai ...... 54 

B 2335. Andamans.52 

B 2234. Ditto ...... 56 

S. suaveoiens, DC: 

Syn.— Bignonia suaveolens, Roxb. 

Vern. — Pared, padal, padiala, padaria, parur. Hind. ; Pandri, C. P. • 
Phalgataitu, Melghat ; Parari, Nepal j Singyen, Lepcha ; Kandior, 
Kol.; Pandri, Kharwar; Parul, Beng.; Patuli, Uriya; Padri, Tam. ; 
Kala-goru , kuberakashi, padari, patali, Tel ; Hooday, billa, Kan. ; 
Unt katar, padar, Gond ; Padar, Kurku ; Pandan, Bhil; Par&l, 
kalagorP, Mar. 

A* large deciduous tree of the sub-Himalayan tract from the Jhe- 
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Ium eastwards, ascending to* 4,000 feet, Bengal, Burma, Centra! and 
South India. 

Sapwood large, grey, hard. • Heartwood small; ye|Jowish-brown, 
beautifully mottled with darker streaks, very hard, seasons and polishes 
well. Woodus fairly durable, and easy to work. Weight about 46 lbs. 
per cubic footA 

It is mucl\ valued for building, and makes excellent charcoal. 


O 243. Garhwal (1868) . . 

O 341. Gorakhpur {1868) 

C 197. Mandla, Central Provinces (1869) 
C 1114. Ahiri Reserve, Central Provinces 
C 2745. Moharli „ „ „ 

'•C £32. Bairagarh Reserve, Berar 
E 1959, Chittagong . „ 

B 307. Burma (1867) 

O 1378. Gonda, Oudh 


lbs. 

41 

49 
40 
46 

50 

51 
44 


Stereospermum xylocarpum, Bth. & Hook. f. 

Syn. —Spathodea xylocarpa, T. And. ; Bignonia xvlocarpa, Roxb. 
Vem. — Khar sing, her singe. Mar.; Jai-mangal, sondar-padal, Mandla ; 
Dhotn mara, dkotte , Gond ; Tcto, Kurku ; Vadencarni, Tam. ; Ghou¬ 
sing, Kan. 

A deciduous tree met with in tfie Satpura Range, Khandeish and 
South India. • 

Sapwood large, grey ; heartwood very hard, brown. Wood tough 
and elastic, close-grained. Weight 47 lbs. per cubi£ foot. 

Used lor cabinet work. 


C 2810. Melghat, Berar (sapwood) 

C 958. Gu/erat .... 
W 996. Sahyadri Ghats, Ahmednagar 
South Coimbatore (1883.) 


lbs. 

36 

47 

47 


lbs. 

48 


. STRANWESIA. 

Stranvaesia glaucescens, LinJl., Rosacea. 

\ tm.-^Garmehal, sund, Kumaun. 

A smal evergreen tree of the Central Himalaya, Kumaun, and 
Garhwal, frmr; 2 foo to 8,000 leet, Nepal, and Khasia Hills. 

Wood ligh^-coloured when fresh cut, turning reddish-brown on ex¬ 
posure, fine and even-grained; annual rings marked by a thin line. 
Weight 48 lbs per cubic foot. 

H 2870. Naim Tal, 6,000 feet .... 

. STREBLUS. 

Streblus asper, Lour., Urticaceje. * 

Syn. —Tkopuis aspera, Rett r. 

Vem J'tttdi, Pb. ; Siora, karrhanUa, rusa, Hind.; Sheora, Beng. ; 
Sahada, Uriya; Baranki, barinko, pakki, Tei..; Karcra, kharanli, Mar. , 
Karasni, Gond. ; Mitli, Kan. ; Ungnai, Magh j Opnai, Bukm.; Gattao 
• nittid , Cingh. % 

A small evergreen tree of the sub-Himalayan tract from the Beas 

w . 


STREBLUS 
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eastwards, Bengal, Central and South .India, Burma, and the Andaman 
Islands. 

Wood white-, moderately hard, no heartwood, no annual rings; tough 
and elastic. Weight about 75 lbs. 

In South India it Is sometimes used for cart-wheels. It is good 
for hedges, coppices well, and has been recommended for fuel. The 
twigs are used as tooth-brushes, and the rough leaves v> polish wood and 
ivory. ' lbs. 

O 1478. Gonda, Oudh . . . . . 40 

C 1165. Ahiri Reserve, Central Provinces . . 39 


976 


t 


STRVCHNOS. 

Strychnos Nux-vomica, Linn ., Loganiack®. 

The Snake Wood, Nux- vomica or Strychnine Tree. 

* Vern.— Kuckla, kajra. Hind. ; Kuckila, Beng, ; Kuchila, Iterra, knrra , 

Uriya ; Yetti, Tam. ; Mushti, musadi, Tel. j Kasaraka, kujarra, 
kkasca, kasaragadde, Kan. ; Kara, jhar katchura. Mar.; Kamjaram, 
Travancore ; God a kaduru, Cingh. j Khaboung, Bukm. 

A moderate sized evergreen tree of Bengal, Burma, and South India. 
Wood brownish-grey, hard, close-grained, splits and warps. Weight 
about 57 lbs. per cubic foot. 

It is used in Burma for carts, agricultural implements, and fancy 


cabinet-work. ,. lbs. 

W 1224. North Kanara . . . . .65 

W 727. .South „ ..... 59 

B 3072. Burma (1862) . . . . .49 

E 3537. Khurda Forests, Orissa . . . .63 

G 3538- »» « »>•••• 54 
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S. potatorum, Linn. fil. 

The Clearing Nut Tree. 

Vern. — Nirmjili, nelmal. Hind. ; Kotaku, Uriya j Ustumri, Gond ; 
Tettancottai, tettian, Tam. j Ckilla, indupa, induga, katakamu. judapa, 
Tel. ; Nirmali, chilbinj, Mar.; Ustumri, Gond ; Tettam-parel, Mal. ; 
Chiltu, Kan. ; Ingini, Cingh. • 

A moderate sized evergreen tree of Bengal, Central and South India. 
Wood white when fresh cut, turning yellowish-grpy on exposure, 
hard, close-grained, seasons well. No heartwood ; durable. Weight 57 
lbs. per cubic foot. 

Used for building, carts, and agricultural implemerf&, lbs. 

C 1101. Ahiri Reserve, Central Provinces . . 55 

C 2979. Bijeragogarh, Central Provinces . .... 

D 1060. South Arcot . . . . . .61 

No. 44. Salem Collection . . . . -56 

C 3500. Khurda Forests, Orissa. 

STYRAX. 

1 

Styrax Hookeri, Clarke, Stykace.®. 

Vera.— Chamokung, Lepcha. 

A small tree of Eastern Bengal, Sikkim, and Bhootan, not uncom¬ 
mon at 6,000 to 7,000 feet altitude. 

Wood white,<plose-grained, moderately hard. 

•E 3320. Darjeeling, 6,500 feet. 
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Styrax serrulatum, Roxb. . 

Vern.— Chamokung, Lepcha. 

“ A small evergreen tree of E&stem India; altitude g,ooo to 7,000 
feet, frequent from Nipal and Bhootan to Pegy and Penang.” 

Wood whfceish, rather soft, but not liable to warp or split. 


SYMPLO- 

COS. 

979 


SWIETENIA. 

Swietenia Mahagoni, Linn., Meliaceas. 
The Mahogany Tree. 


J 9 " lagge evergreen tree of Jamaica an 3 Central America. Cul¬ 
tivated in Bengal, and as far north, as Saharanpur. The tree was 
introduced into the Botanic Gardens at Calcutta in 1795 (plants from the 
West Indies), and although it was largely propagated by layers, lib * 
further new introductions were probably made until 1865, when about 
8,000 seeds were sown in Calcutta by Dr. T. Anderson., A number of 
these seeds did not succeed, but in the end 460 plants were procured, 
three-fourths of which were planted in the Mohurgong Forest in the 
Darjeeling Tcrai, and the remainder at Calcutta. The plantation at 
Mohurgong was a failure, but the growth of mahogany at the Calcutta 
Botanic Gardens, and at other places in Bengal to which it was distri¬ 
buted, has been very satisfactory. The experiment is now being con¬ 
tinued, both in Bengal and in Burma, and in time it may be hoped that 
the tree will be cultivated successfully as an a Jjunct to teak. On account 
of its rapid growth, and the great value of its wood, the tree should be 
grown whenever practicable in the tropical regions of India. In the 
Calcutta market it fetches from 6| to 8 annas per superficial foot of % 
planking one inch thick ; and in London from 4 d. to is. 6 d. 

0 Heart wood reddish-brown, seasons and works well, hard. Weight 
about 53 lbs. per cubic fool. 

In Europe the wood is, perhaps, used more extensively than any other 
for furniture; it is also used in ship-building. 

lbs. 

E..1361. Calcutta ^Botanic Gardens . . *45 


* SWINTONIA. 

V '* 

Swintonia ScliVvfenckii, Trysm. & Binncnd , Anacarpiaceje. 981 

Vern. — Boilam, boilsur, Beng. ; Sambung , sanginphroo, Magh ; Shibiku, 
Chakma ; Thayet san, Burm. 

A very large tree of the Eastern Peninsula from Chittagong south¬ 
ward, and especially in Chittagong. 

Wood is sometimes used for boats, and is said by Major Levvin to 
last better than qther woods in salt-water. 

E 1964. Chittagong . 

> 

SVMPLOCOS. 

Symplocos crataegoides, Hamilton, Styraceje. ggg 

Vent. — Lu, landwar, loj, losh, Pb. ; Lodh, KumauN; Loja, StjTLEJ. 

A large shrub or small tree of Himalaya from die Indus to Assam, 
between 3,000 and 8,000 feet, the Khasia Hills and Hills of Martaban. 
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/ lbs. 

. • 54 

• ... 


Wood white, hard, close-grained, durable, splits and twists in 
seasoning. Weight 54 lbs. per cubic foot. 

Has b^en recommended for turning, and would do for carvings, if 
properly seasoned. 

* /■ lbs. 

H 54. Nagkanda, Simla, 7,000 feet 
H 2800. „ ,, ,, „ . 

H 3018. Kotgnrh, „ „ ,, 

H 429. Kuruwa Forest, Jaunsar, 6,000 feet . . 45 

*- 

Symplocos lucida, Wall. 

Vern •— Kharani, Nepal ; Chashing, Bhutia. ' 

A small evergreen tree, met with in the Sikkim Himalaya and hills of 
Martaban. * r 

Wood white, soft. Weight 36 lbs. per cubic foot. 

Used for fuel and rough house-posts. 

lbs. 

E 2390. Rangbul Forest, Darjeeling . . .36 


S. phyllocalyx, Clarke: Hook „ FI, Ind ., *», 575 ' 

Vein. — Lai chandan, Nepal. 

Wood white, soft, close-grained, with vertical streaks of bright red 
colour. The red wood, which is most abundant in the root, is pounded 
and used for caste marks by Nepalese. 

, lbs. 

E 370. Kalapokri, Darjeeling, 9,000 feet . . 45 

E 2391. Thosum La, Dumsong, 8,000 feet . 

S, ramosissima, Wall . 

Vern. — Lodh, Hind.; Kala kharani, silingi, Nepal; Tungchong, LepciiA. 
A small evergreen tree of Himalaya from the Jumna to Bhutan as¬ 
cending to 7,500 feet, Khasia Hills. 

Wood white, soft, even-grained. Weight 37 lbs. per cubic foot. 

lbs. 

E 367. Rangbul, Darjeeling, 7,000 feet. . .37 

E 3336. Rangirum, Darjeeling, 6,000 feet . 


SYRINGA. . 

Syringa Emodi, Wall., Oleaceje. 

Vem. —Ban phunt, ban dakhur , banchir, rasli, jtU/i, rA. gkrun, kehimu, 
lolti, leila, shafri, shapri, duden, chilanghati, Pb. ; ISfiia, Kumaun. 

A large shrub met with in Safed-koh, North-West Himalaya, from the 
Indus to the Sarda, ascending to 11,000 feet. 

Wood smooth, hard, with a small, dark-coloured heartwood. Weight 
59 lbs. per cubic foot. 

lbs. 

H 2911. Nagkanda, Simla, 8,000 feet . r. . ... 

H 3 ^ 3 " 1* *> Q,ooo . • . 59 

* i 

/ TABERNiEMONTANA. 


Tabernsemontana coronaria, Willd., Apocvnacejc. 

Verm— Chandni, taggai, taggar. Hind. ; Asuru, Nepal ; Krim , Lepcha ; 
Chameh, Monghyb. 

An evergreen shrub met with in Kumaun, Eastern Bengal, konkan; 
cultivated throughout India. 
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Wood white, moderately hdrd, close-grained. Weight 47 lbs. per 
cubic foot. 

• • lbs. 

E* 2392. Sivoke Forest, Darjeeling Tegai . . 47 

> 

* \ TALAUMA. 

Talauma Hodgson!, Hook. f. & T., Magnoliace.e. 

Vem. — Siffoo, Lepcha ; HarrS, Nepal. • 

An evergreen tree found in Sikkim Himalaya from 4 he Terai up to 
6,000 feetj Khasia Hills. 

Wood very soft, even-grained. Weight 21 lbs. per cubic foot. 

. • lbs. 

E. 3100. Darjeeling, 5,000 feet . .21 

T, Rabaniana, Hook. /. &• Th. 

Vera.— Sappa, Ass. 

A large tree of the Kh£sia Hills and Burma. 

Wood is sometimes used in Assam for furniture and planking. 

(Specimens wanted.) 

TAMARIN DUS. 

Tamarindus indica, Lint?., Leguminosje. 

The Tamarind. # 

Vern. — -Amli, ambit, tnili. Hind, j Tintiri, Until, Until, Beng. ; Titri, 
Nepal ; Teteli, Ass. ; Tentiili, koyan, Uriya ; Puli, Tam. ; Chinta, Tel.; 
Jojo, Kol.; Chita , silt a, hitta, GoNd; Cicha, Ou.ocu ; Karangt, kamal, 
asam, Mysore ; Hunase, Kan. j Amli, chitg. Mar. j Siyembela, Cingh. ; 
Magyee, Be km. 

A # large evergreen tree, cultivated throughout India and Burma as 
far north as the Jhelum. 

Wood yellowish while, sometimes with red streaks, hard and close- 
grained. Hcartwood small, near the centre of old trees only, dark pur¬ 
plish brown, with an irregular outline and radiating ramifications, very 
durable. eight, about 8^ lbs. per cubic foot. 

Wood highly prized, though extremely difficult to work. It is used 
for wheels, nj^llets, planes, furniture, rice-pounders, oil and sugar mills, 
and is an excellent^ wood for turning. It is very largely planted in 
avenues and tepes, .'nd is one of the most beautiful of Indian trees. 

C. 2811. Melgh$t, Berar ( . . 61 


P. 451. 
E. 2353. 
D 2014, 
No. 79. 


A j mere 
Siliguri, Bengal 
Mysore 

Ceylon Collection 


sapwood 


heartwood. | 


P 

63 

82 

80 


TAMARIX. 


Tamarix articulata, Vahl., Tamariscine.®. * 

V era. — Paris, far tea, rukh, ukhan, kkarlei, narlei, Pb. ; Asrelti, SlND. 

A large or moderate sized tree, of Punjab and Sind. 

Woed white, moderately hard. Weight about 61 lbs. per cubic foct. 

It is used for many kinds of ordinary work, for ploughs, Persian 
wheels and small ornaments, and for charcoal. • 

lbs. * 

P 886. Multan.61 

G 24I 
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Tamarix dioica, Roxb. 

Veto. — Le&,pilchi, koan, kachelt, Ps .; Gao, Ido, jau, Sind j Lai jhau, 
BdNQ>» fau, Hind. 

A gregarious shrub found throughout India from Sind to 3 urma. 

Often planted for ornament. 

Wood moderately hard, red, outer portion white. V/e : ght 40 lbs. per 
cubic foot. 

It is used mainly for fuel, but also for the supporting sticks of 
roofs, and for basket work. lb*. • 

P 888. Multan ....... 48 

P 1388. Lahore ....... 31 


TAXUS. 

* 

Taxus baccata, Linn., Conifer.®. 

The Yew. 

Syn.— T. nucifera. Wall, j T. Wallichiana, Zucc. 

Vem.— Sardp, badar, Afg. ; Birmi, barma, barini, ling, thinu, sungal, 
pustiil, chogu , chatting, Kashmir, Chamba ; Baikal, Beas ; Barmi, 
Shali ; Thina, Hattu ; Yamdal, rikaliug, Kunawar; Thuner, geli, 
gallu, list, N. W. P.; Nhare, Tibet j Pung-cha, sungcha, Ladak ; 
Tcheiray sulah, Nepal ; Tingschi, tsashing, Bhutia; Cheongbu, Lep- 
cha; Dingsableh, Khasia. 

A large evergreen tree of the Himalaya, from the Indus to Bhutan, 
generally between 6,000 and 10,000 feet, anc in the Khasia Hills, Europe, 
North Africa, Western Asia, Japan, and North America. 

Sapwood white, heartwood red or orange-red, hard, close-grained, 
smooth, works and polishes well. Weight about 59 lbs. per cubic foot. 

Wood is used for bows, carrying poles and native furniture, and de¬ 
serves to be better known and more extensively used, as it is very strong 
and elastic, and works and polishes beautifully. In some parts of the 
Himalaya and the Khasia Hills it is held in great veneration and called 
Deodar (God’s tree); the wood is burnt as incense, the branches are car¬ 
ried in religious processions in Kumaun, and in Nepal the twigs are used 
to decorate house# at religious festivals. 

H 161. Hazara, 8,000 feet 


H 

H 

H 

H 

H 

H 

H 


921. 
895 * 
116. 

773 * 
18. 

56 . 
2865. 
H„ 422. 
E 382. 
E 796. 


,, «» * 

Murree 99 

Jagatru, Kulu, 8,000 feet 
Chanota, Ravi, 7,500 ,, 
Matiyana, Simla, 9,000 feet 
Hattu, Simla, 9,500 feet 


t o 


lbs. 

41 

43 

40 

41 

% 

50 

47 

43 

46 

45 


Mohna Block, Deoban, 8,000 feet 
Tonglo, Darjeeling, 9,000 feet 
Khasia Hills, 5,000 feet 

Tea boxes and other packing cases.— Woods in use or suggested 
for. See Appendix. 

TECOMA. 

V 

recoma undulata, G. Don., Bignoniace®. 

Syp.—B ignonia undulata, Roxb. 

Vera. Reoddna, rebddn, Trans-Indus j Lakira, liar, rotr, rakira, Pb.; 

Lohiri.lohero, Sind ; Roira, Mhairwarra ; Rakht reora. Mar. 

A?n evergreen shrub or small tree met with in Sulaiman and Salt Ran¬ 
ges, Punjab plains, Rajputana, Guzerat. 
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Heartwood greyish or yellowish brown, close-grained, mottled with 
lighter streaks, takes a fine polish. Wood is tough, string and durable, 
works and polishes well. Weight al>out 46 lbs. per cubic fodt. 

It is ftighlv prized for furniture, carving woak, and agricultural imple¬ 
ments. ^ 

• \ • lbs. 

P 943. igalt Range, Punjab . . 64 

TECTONA. 


TECTONA. 


Tectona grandis, Linn, fil ., Verbenaceje. 

The Teak Tree. # 

Vern fc — Sdj, Arab.; Sdj, sdl, Pers.; Sdgun, Hind.; Singuru, Uriva j Sag, 
sdgwan. Mar. ; Teka, Gond ; Sag, B«il ; Tekku, tek, Tam. ; Teku,)TKL .; 
Jddi, sagwani, teg a, Kan. ; Tekka, Cingh.; Kyun, Burm.j Jati, Malay. 

A large deciduous tree, found in Central and South India, and Burma?. 
Its northern limit may be defined by a line passing from the mouth of the 
Nerbudda up that river, and across to and down the Mabanadi; but in 
some places it extends farther north, and it is found as far as Jhansi and 
Banda. It is cultivated in Assam, Bengal, and the sub-Himalaya as far 
north as Saharanpur. 

The sapwood is white and small; .the heartwood when cut green has 
a pleasant and strong aromatic fragrance and a beautiful dark golden 
yellow colour, which, on seasoning, soon darkens into brown mottled with 
darker streaks, hard, exceedingly durable, and strong. The wood does 
not split, crack, warp, shrink, or alter its shape when once seasoned; does 
not suffer in contact with iron, and is rarely, if evpr, attacked by white 
ants. Its durability is probably due to the aromatic, oil contained in the 
wood. It works easily and takes a good polish. Weight, about 40 lbs. 
per cubic foot. 

It is the chief timber of India and Burma; it is exported largely for 
shipbuilding and the construction of railway carriages ; in India it is used 
for all purposes of house and ship-building, for bridges, sleepers, furniture, 
and most other purposes. * 

lbs. 

C 1408. JagmarfclgJ Reserve, Central Provinces .... 

C \pJ9- Ahiri Reserve, Central, Provinces . 38 

C 2933. Sonawani. Satpura Reserve, Central Pro- 

vinces ........ 

(Tyee planted in 1867, cut down in 1876, 10 
" , Inch girth.) 

C 2983. (While Teak, Dudhia Sngun), Jubbulpore, 

Central Provinces, 1863 . . .41 

C 2962. (Black Teak, Telia Sagnn or oil teak), Jub- * 

• bulpore. Central Provinces, 1863 . . 48 

C 2987. (Stone Teak, Pattliaree Sagun), Jubbul- 

pore. Central Provinces, 1863 . . 44 

C 834. Bairagarh Reserve, Berar . . .46 

C 2809. Melghat, Berar (sapwood) . ■ . -38 

ET 1202. Bamunpokri Plantation, Darjeeling Terai, i 

Bengal . . , . . . «... 

Specimens from compartment I. 1 planted 1868 . . ... 

» »» >> II. 1 ,* 1871 • > ^... 

»» «» >» I. 1 ,, ,» • . ... 

. M 99 99 I" 3 k 99 l 8'72 • • 

E 3290-291. Hoohngamara Block, Sitapahar plantations,Chittagong, 
1873 and 1875. 
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E 3386-88. Rampahar Block. Sitapahar plantation, Chittagong, 
_ t8 73 - 

WU216. North Kanara Plantation, Bombay. 

j C Sulageri, 18 years old. • 

Specimen from . < Murdi 12 

„ (.Kadra 10 


» 


II 

to 


Nor.h Kanara, Bombay 
South Kanara, Madras 


W 1217. 

W 730. 

V7 753* >* »» »»•••• 

W 1206. Parappa Teak Plantation, South Kanara, 
Madras. Saplings of 5 and 10 years’ 
growth ...... 

W 2959. Nilantour Plantation, Malabar. Specimens 
cut by Mr. Brandis in 1864, Nos. t, s. 
and 4 aged 5, 10 and 20 years, and mea¬ 
suring 16, 19 and 25 inches in girth res- 
pectively »*•••• 

W 1203. Nilambur Plantation, Malabar. Series, 
Nos. 1 to 33, aged 33 years to 1 year res¬ 
pectively ...... 

B 2551. Burma (1862). 

B 801. Pegu. 

B 1385. Thinganneenoung Plantation, Martaban . 

Tree 34 feet high, 30 feet Jo first branch, 
planted in 1856. 

B 2709. Tavoy ( Wallich, 1828) «... 

B 1346. 'Andaman Islands .... 

(Treeplanted at Dhunee Valley, Leaf Creek, 
Port Blair, in 1873. Height 44 feet : 
girth at 5 feet, 36 inches; at 21| feet, 17 
inches ; at 283 feet, 10 inches.) 

Ceylon Collection (Ceylon wood) 

„ „ (Cochin wood) 

■ ,, „ (Moulmein wood) . 

Salem Collection ..... 


lbs. 

3 ? 

46 

42 


44 

40 

34 


42 


No. 85. Ceylon Collection (Ceylon wood) . . 44 r 

„ 86. „ „ (Cochin wood) . . 40 

„ 87. „ „ (Moulmein wood) . . 44 

„ 47. Salem Collection . . . .40 

Tectona Hamiltoniana, Wall. 

Vera. — Tanap, Burm. « 

A deciduous tree met with in the Prome district and Ur per Burma. 
Wood light brown, hard, close-grained. Weight 64^ lbs. per cubic 
foot. 

A good wood, and likely to be useful. 


I 


B ‘3126. Prome, Burma 


lbs. 

64 


TERM IN ALIA. 


Terminalia Arjuna, Beddome, Combretaceje. 

Synf— T. crenulata, Roth. ; Pentaptera Arjuna and glabra, Roxb. 
Vera.— Anjan, arjun, arjuna. anjani, arjan, jamla, koha, kowa, kahtta, 
Hind, ; Arj&n, Beng. ; Gara katana , Kol. j Hanjal, CuTTAClf ; Vella 
marda, veil a matti, vella marithu, Tam. j Arjun, anjan , sUdura, 
Mar. ; Maddi, billi matti, Mysore ; Yermaddi, erra maddi, tella madu, 
Tel. ; Kahu, Baigas; Mavgi, koka, Gond; Toukkyan, Burm. 

A large deciduous tree of the sub-Himalayan tract (not tommon), 
Oudli, Bengal, Burma, Central and South India. 
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Sapwood reddish white; heartwood brown, variegated with darker- 
coloured streaks, very hard. The wood is apt to split in seasoning and 
is not easy to work. Weight about 37 lbs. per cubic foot! • 

It is used for carts, agricultural implements, Jioats, and for building. 


C 1791 Mandla, Central Provinces (1870) 

C 1111. /Miiri Reserve, Central Provinces 
C 2760. Moharli Reserve, Central Province 
C 3461. Saranda Forests, Chota Nagpore 


lbs. 

54 

60 

Ml 

69 


Terminalia belerica, Roxb. 

Vera.— Babela, beleyleh, Pers. ; Bahera, bhaira, behara, Hind.; Bohera, 
Beng. ; Baheri, Rajbanshi ; Kanom, Lepcha ; Chirorce, Garo ; Lupung, 
% lihung, Kol. ; Hulluch, bauri , Ass.; TharafURiYA ; Tatti, kattu elupay, 
Tam. ; Tani, tandi, toandi, thandra, Tel. ; Ahera, jhera, Hyderabad; 
Santi, Kan. ; Bherda, bahera, Ma». ; Balra, balda. Dekkan ; Behedo, 
M\NDEVI; Tahaka, taka, banjir, Gond. ; Yehera, Bhil; Bulu, Cingh. ; 
Sacheng, Magh ; Thitsein, Burm. 1 

A large deciduous tree found in the sub-Himalayan tract from near 
the Indus eastwards ; forests of India and Burma. 

Wood yellowish-grey, hard, no heartwood, not durable; readily attacked 
by insects. Weight about 48 lbs. per cubic foot. 

It is used for planking, packing cases, canoes, and in the North- 
Western Provinces for house-building after steeping in water which 
has the effect of making it more durable. In the Central Provinces it is 
used for plough shafts and«carts when bijasal is not available. In South 
India it is used for packing-cases, coffee-boxes, catamarans, and grain 
meseures. , • 

tbs. 

E 3600. Darjeeling 
P 1190. Madhopur, Punjab 
O 534. Dehra Dun . 

O 2995. Garhwal (1874) . 

* O 349. Gorakhpur (1868) 

C 176. Mandla, Central Provinces (1870) 

C 1125. Ahiri Reserve, Central Provinces 
C 2737. Moharli Reserve, Central Provinces 
C 2*773. Melghat, 53 orar . . . 

E 663. Bamunpokri, Darjeeling Terai 
W1188. South Kanara .... 

B 2535-. Burma (1862) . . • t • 

No. 53, Salem Collection (marked Wrightia antidy- 
senterica). 

T. bialata, Wall.' 

Syn — Pentaptera bialata, Roxb. ( Fl . Ind. it, 441.) • 

Vera.— beinben, Burm. 

A large deciduous tree met with in Burma and the Andaman Islands. 
Wood grey, beautifully mottled, moderately hard. Weight about 48 
lbs. per cubic foot. 


35 

58 

59 
52 
• • • 
42 

44 

• * • 
46 

44 


52 


lbs. 

148 


8*1417. Tharrawaddi, Burma .... 

T. Catappa, Linn. 

The Indian Almond. 

Vtrn.—Badam, Beng.; Taree, Kan.; Nal vadotn, Tam 
m Adamarram, Mal. ; Catappa, Malay. 

A large deciduous tree found in beach forests of the Andaman 
Islands; cultivated in most parts of India and Burma. 


Pedant, Tel. > 
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-*1002 


1003 


Wood red, with lighter-colour sapwood, hard. Weight about 41 lbs. 
per cubic foot. 

Beddeme Says the wood is ust-d for various purposes in Madras. 

lbs. 

• E 3005. Calcutta . . . . '■ . 

B 1983. .Andaman Islands (Kurz, 1866) . ». 41 

E 3712. .R.JB. Gardens, Calcutta ...... 

Terminalia Chsbula, Reiz. 

Vem. f Harm, har , harara. Hind, j Hilikha, Ass. j Haritaki , Deng. 
Silim, Lepcha; Karedha, Uriya; Halra, har la, Dec.; Katka, Mr 
harro, mahoka, Gond; Kadakai, Tam.; Karaka, kadulkar, Tel. 
Heerda, Kan., Mar.; Alale, Mysore; Kajo, Magh ; Paitgah, Burm. 
Aaln, Cingh . 

A large deciduous tree of the sub-Himalayan tract Irom the Sutlej 
eastwards, ascending to 5,000 feet; Bengal, Assam, Chittagong, Central 
and South India. 

Wood very hard, brownish-grey, with a greenish or yellowish tinge, 
fairly smooth and close-grained, fairly durable, seasons well, and takes a 
good polish. Beddome says it is cross-grained and difficult to work. 
Weight about 66 lbs. per cubic foot. 

It is used for furniture, carts, agricultural implements and house¬ 
building. It is being tried for sleepers in Bengal. 


G 3531. Khurda Forests, Orissa - 
O 213. Garhwal (1868} .... 

O 528. ^ Dehra Dun .... 

O 336. ” Gorakhpur (1868) 

C 181. Mandla, Central Provinces 

Ahiri Reserve, Central Provinces (1870) 
Bairagarh Reserve, Berar 
Gumsiir, Madras 
Bamunpokri, Darjeeling Terai 


C 1159. 
C 842. 
C 1247. 
E 671. 
E 2374. 
D X074. 
No.. 50. 


North Arcot, Madras 
Salem Collection 


lbs. 

59 

56 
66 

60 

57 
66 
68 
60 
67 

63 
• •• 
62 


T. citrina, Roxh. 

Vern.— Haritaki, BeNG. ; Hilika, silikka, Ass.; Hortucki-CACHAR ; Kyoa, 
Burm. '•* 

A large deciduous tree of Assam, Eastern . Bengal, Burma, and 
Andamans. 

Wood grey, darker towards the centre, hard. Weight about 60 lbs. 
per cub\;: foot. 

Used for planks and general purposes of building in Assam. 


lbs. 

E 2198. Nowgong, Assam .... 49 

B 1982. Andaman Islands ( Kure , 1866) . 

T. myriotfarpa, Heurck 6* Mull. Arg. 

S?n.— T. MYRIOPTERON, Kurz. 

Vent.— Panisaj, Nepal ; Sntngloch, Lefcha ; Hollock, Ass. 

A very large evergreen tree of the Eastern Himalaya and Assam, in 
Sikkim up to 5,000 teet, 

Sapwood ivhite, not broad; heartwood brown, beautifully ipottled 
with*dark streaks. Weight, 54 lbs. per cubic foot. 
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Used for building and tea-boxes, also for charcoal. 

lbs. 

E 500. Khookloong Forest, Darjeeling Terai . 54 

E 2376. Bamunpokri, Darjeeling Terai . 51 

E 23X5, cut from a log of wood whicW had been lying for many 
years in ^he bed of the Chauwa Jhora, near Sivoke, in the Darjeeling 
Terai, and is how perfectly black, may be this species. * 

Terminalia paniculate, W. & A. 

Syn.— Pentaptera faniculata, Roxb. • 

Vern. — Pe-karakai, Tam. ; Neemeeri, Tel. ; Kinjal, kitylal, Mar. j Honal, 
huluvd, kufatf, Kan. ; Poo mardd, pillai marad, AnamalaIS. 

A large deciduous tree of the western moist zone and forests of the 
western coast from Bombay southwards, • 

Wood»grey, with dark heartwood, very hard. Weight 61 lbs. per 
cubic foot. * 

Wood valuable ; it is improved by being kept under water. It .is 
fairly durable. It makes good planking, and is used for the handles of 
ploughs in Ratnaghiri. 

• lbs. 

W 1221. North Kanara. 57 

D 1280. Anamalai Hills ..... 65 

T. tomentosa, W. & A. % . 

Syn. — Penteptera crenulata, coriacea and tomentosa, Roxb. 

Vern — Saj, sein, as an, assain, assaina, asna, sadri. Hind.; Piasal, usan, 
Beng.; Jhau, Raj Banshi ; Amari, Ass.; Taksor, LepchA; Hatana, Koi; 
Sah/iju, kola sahaju, Uriya j Barsaj, Bijera^ogaRH ; Karra marda, 
karti maruthu, anem&i, Tam.; Maddi, haila ttaddi, nella-madu, Tel.; 
Matti, kari matti, banapu, Kan.; Mvrada, kali maruthai, Arcot ; 
Karkaya, sadora, holda, audia maddi, Hyderabad ; Ain, madat, yin. 
Mar.; Saja, Baigas; Maru, Gond; Madge, Toukkyan, Burm.jP 

Chouchong, Taleing; Kumuk, Cingh. 

.A large deciduous tree, of the sub-Himalayan tract from the Ravi 
eastwards, ascending to 4,000 feet in places; Bengal, Central and South 
India, and Burma. . 

Sapwood reddish white, heartwood dark-brown, hard, beautifully 
variegated with streakf of darker colour, shewing on a radial section as 
dark sfieaks which are 'generally wavy or undulating ; durable, seasons 
well, and takes a good polish. Weight about 71 lbs. per cubic foot. 

The vtKiod is largely used for house-building, carts, rice-pounders, ship 
and boat-building; It has been successfully tried for railway sleepers. 

The wood splits, however, very much, unless thoroughly seasoned. It 
is an excellent fuel, and makes goodjrharcoal. 


TERMIM- 
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1004 


1005 


O 
O 
O 
O 
O 
O 
•C 
C 
C 
C 
C 
C 
* E 
E 


207. 

2996. 

874. 

389- 

391 - 

393 * 

332 


Garhwal (1868) . 

„ (t874) • 

Kumaun Bhabar 
Oudh’ 


Gorakhpur (1868) 

174. Mandla, Central Provinces (1870) 

2924. Seoni, Central Provinces . 

1104. Ahiri Reserve, Central Provinces 
2743. Moharli Reserve, Central Provinces (sapwood) 48 
1241. Gumsur, Madras . . . . .64 

662. Bamunpokri, Darjeeling Terai «. .49 

2375. Sukna, Darjeeling Terai . . . - 5 ® 


ibs. 

52 
65 

53 


54 

56 

S3 

61 

70 

67 


*♦ 
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W 755. South Kanara . . « . . . .60 

D 1059. South Arcot .. 

D 1(177. North Arcot . 1 . . . . .64 

D 1281. Anamalai Hills. 69 

B 2531. Burma (1862) ...... 59 

E 35gp. Darjeeling Terai. 


TETRAMELES. 

Tetrameles nudiflora, R. Br., Datisce*. 

Vem.— Mamakat, Nepal j Poyomko, Lfpcha ; Belong, Garo j Sandu - 
gaga, Beng, Tsetkpoban, Magh , Thitpouk, Burm., Bolur, Kan 
A very large deciduous tree met with in Sikkim, Garo Hills, Chitta¬ 
gong, Western Ghslts, Burma, and the Andamans., 

Wood white, very light, soft. 

It may be found useful for tea-boxes. 

E. 3288. Rmkheong Reserve, Chittagong. 


TETRANTHERA. 

Tetranthera angustifolia, Wall., La* rineae. 

Syn. — T Saligna, Nees. 

Vern. — Risapatng, Beng ; Skealbuk, Magk 
A large shrub, found near river banks in Chittagong, where it forms 
the most characteristic vegetation. 

Wood soft, light-brown or nearly white. 

E. 3283. Rmkheong Valley, Chittagong Hill Tracts. 


T. laurifolia, Jacq. 

Syn. —T. A PET ALA, Roxb. 

\tin. _ Matda, meda, gma, nan, chandra, Pb ; Garbxjavr, stngrauf, madh , 

menda, Hind , Suppainyok, Lepcha , Kukur ihtta, Beng , Narra alagt, 
Tel j Ungdung, Burm. 

A moderate sized evei green tree of Kumaun, Garhwal, Bengal, 

Burma, Central and South India .... 1 

Wood greyish-brown or olive-grey, moderately hard, shining, close 
and even-grained, seasons well, durable, and is not attacked by insects. 
Weight 47 lbs per cubic foot. 

A fine wood worth notice. 


O 253. Garhwal (1868) 

O 1378. Gonda, Oudh . 

O 1484. Khen, Oudh . 

D 1087. Madura, Madras 
B 2286 Andaman Islands (1866) 


48 


45 


48 

46 


47 


T. monopetala, Roxb. 

Vem .—Meda, gv>a, swgraf, sangran, mar da, kat marra,kakun, kerau.lt, 
pat&ia, katmorta, papna, katmedh, kart, randkart. Hind j Mendah, 
hftykiera, toska, leja, 6ond, Pojo, hajam, Kol , Letnja, Korku; 
Ratmanti, kadmero, Nepal, Suphut, Lepcha, But, mogasong, Mechi; 
Sualu, Ass; Huara, Cachar, Bolbek, Gako; Ranamba, Mar.; 
Ungdung, Burm. 

A moderate sized evergreen tree of the sub- Himalayan tract from the 
Ravi eastwards, Ifcumaun, Garhwal, Bengal, Burma, Central an<J South 
India.* 
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Wood olive-grey, soft, not durable; is readily attacked by insects. 
Weight 38 lbs. per cubic foot. 

It is used for agricultural implements. • 

• lbs. 

O 2|6. Garhwal (1868) . . * . . *38 

O 13^7. Gonda, Oudh. g . 38 

Tetranthera pplyantha, Wall. „ 

• Wen.—Silt imber, Nepal j Terhilsok, Lepcha ; Adakuri, edenkuri, menen- 
kuri, ASS. • 

A small tree of the Eastern Himalaya, Assam, and ttye Khisia Hills, 
generally of old cultivated land. 

E 3410. 

T. spr . 

Vem.— Hooria. • 

Wood soft. . 

lb*. 

E. 717. Chittagong.34 

T. tomentosa, Roxb. 

Vera. — Phusri, Nepal ; Phane, Lepcha. 

A tree met with in Himalaju., from Sirmur ( Wallich) eastwards, com¬ 
mon in the Sikkim Hills from 6,000 to 8,000 teet. South India, and 
Burma. 

Wood soft greyish-yellow with an unpleasant odour when fresh cut. 

E 3374. Darjeeling, 6,000 feet. * 

TEUCRIUM. 

Teucrium macrostachyum, Wall., Labiate. 

Vera. — Matsola, gurupis , Nepal ; CMng, Lepcha. 

*A small evergreen tree of the Eastern Himalaya from Nepal east¬ 
wards, Khasia Hills and Sylhet, from 5,000 to 8,ooo # feet 

Wood yellowish-white, moderately hard, close and even-grained. 
Weight 41 lbs. per cub^c foot. 

It mh t kes a fair fuel, it coppices well. 

lbs. 

E 3411. Rangbul, Darjeeling, 7,000 feet . . .41 

E 3376. Darjeeling, 6,500 feet . . . .38 

THAMNOCALAMUS. 

Thamnocalamus spathiflorus, Munro, Gramineje. • 

Wen-v-Ringall, JaunsaRj Purmiok, Lepcha; Myoosay, Bhutia. 

The common small bamboo of Hattu and Deoban. It is generally 
found on the Himalayas from the Sutlej to Bhutan, above 8,000 feet. 

H 131. kulu. 

# E 3426. Tonglo, Darjeeling, 10,000 feet. • 

THESPESIA. 

Thespesia lampas, Dalr. 6* Gibs, Malvacol 

Vera.— Bonkapash, Ass. ; Kondapatti, Tel. 

A»shrub found in most parts of India. a 

Wood weighs 29 lbs. per cubic foot. * 
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Thespesia populnea, Corr. 

The Portia Tree or Tulip Tree. 

Syn. -^Hibiscus populneus, Wtlld. 

Vern. — Parsipu, Hmd. i Poresh, parask, Beng.; Pony, purasa, Portia, 
pursa, pursung, puvarasam, Tam.; Gangaraya, Tel.; Bendi, Guz., 
Map. ; Asha, hurbashi, Kan. j Bugari, Hassan ; Sureyti, Cingh. 

A moderate sized evergreen tree found in the Coast forests of India, 
Burma, and the Andaman Islands. Planted throughout India. 

Sapwood soft wood pale-reddish, with small, dark-coloured, hard 
heartwood. Weight about 50 lbs. per cubic foot. 

Wood durable; it is used in South India for gun-stocks, boats, cart 
and carriage-making and for furniture; in Burma for carts and furniture. 

t» lbs. 

C 1050. Guzerat . . . . . . .. 50' 

E 2488. Calcutta ... . 

B 2470. Andaman Islands ( Kurz , 1866). 

No. 51. Salem Collection . . . . *53 

No. 28. „ (marked Eugenia caryo- 

phyllaefolia).48 

No. 80. Ceylon Collection . . . . -49 

T0DDAL4A. 

Toddalia aculeata, Pers., Rutace®. 

Syn.—S copolia aculeata, Sm. 

Vern. — Kanj f Hind. ; Dahan, lahan, Rajputana ; Meinkara, Nepal ; 
Saphijirik } Lepcha ; Tundupara, Uriya; Milkaranai, Tam. ; Konda- 
kashinda, Tel. 

A large scandent shrub, the branches covered with prickles, of the 
outer Himalaya from Kumaun eastwards, KhAsia Hills, and Western 
Ghats, ascendi ng to 7,000 feet. 

Wood porous, yellowish-white, soft. 

E 2855. Tukdah, Darjeeling, 5,000 feet. 

TREWIA. 

Trewia nudiflora, Linn., Euphorbiace®. . 

Vern. — Tuinri, khamara, bhillaura. Hind.; Pitali, Beng.; K'.rong, Nepal; 
Gar a lahadarug, Kot.; Gamhar, Monghyr ; Momda, Uriya ; Garum, 
gamari, Nepal ; Tungflam, Lepcha ; Pitari, Mar. ; Kat kumbla, 
Kan. j Hruprukban, Magh ; Thitmyoke, ye-myot, Burm. 

A deciduous tree of the sub-Himalayan tract from the Jumna east¬ 
wards, ascending to 3,000 feet, Bengal, Burma, and South India. 

Wood white, soft, not durable. Weight 29 lbs. per cubic foot. 

Used for native drums and agricultural implements. 

E 2468. Calcutta.. . 29 

B 311. Burma (1867).28 

/ turpinia. 

Turpinia nepalensis, Wall., Sapindace®. 

Syn.—T. pomifera, DC. 

Vern.— Th^H, Nepal j Afurgut, Lepcha ; Nila, Nilgiris. 

A tnoderate sized deciduous tree of Himalaya from the Nepal frontier 
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eastwards, between 4,000 and 7,000 feet, Assam, Cachar, Chittagong, and 
Burma. 

Wood grey, soft, even-grained Weight 30 lbs. per cybic foot. 

It«s not used. lbs. 

E ^49. Sepoydura Forest, Darjeeling, 5,500 feet . 30 
E 3108. Darjeeling, 6,000 feet. . . ...... 


ULMUS. 


•• 


Ulmus integrifolia, JRoxb ., Urticace.e. • 

Syn. — HoloptelEa integri folia, Planch, * 

Vtm.—Pap ri, khulen, arjdn, raj din, kaehdm, Pb. ; Papar, kanfu, KumaUN ; 
Papri, dhanina, kunj, karanji, chilbU, chilmil, k'Xmba, kunja, nali, 
• kandru, beg ana. Hind.; Daurango, Uriya; Chilla, Banda ; Karinji, 
NGond. ; Karanjel, Kurku ; Aya, Tam ; Namli, navtli, nali, pedda- 
noiuli-eragu, Tel. ; .Waiealt, MaI*. ; Pas bija, Kan. ; Thapsi, Mysore, 
Coorg ; Kaladri, Hassan j Dadahirilla, Cingh ; Myoukseit, Burm^ « 

A large deciduous tree of the sub-Himalayan tract from the Beas 
eastwards. Central and South India, and Burma. 

Wood light yellowish-grey, moderately hard, no he&rtwood. 

39 lbs. per cubic foot. 

It is used for building, carts, and carving. 


Weight 


P 445 - 
O 264. 
O 3002. 
o 392. 
C 1148. 
C 118T. 
B 1416. 
B 1419- 


Ajmere . . • . 

Garhwyl (1868) 

„ (1874) 

Oudh ... 

Ahiri Reserve, Central Provinces • 

99 99 99 99 

Thariawaddi, Burma 


lb*. 

42 

46 

41 
34 
37 
37 

42 

4 i 


ulmus. 


U# lancifolia, JRoxb. 

'Vcrn.— Lapi, Nepai j Tkalai, Burm. t 

A large tree of the North-East Himalaya from Sikkim to Assam, 
Chittagong, and Burma. 

Wood light-red,•hqfd. 

E 3343- Singtam, Darjeeling, 1,500 feet. 

U. sp. ^ 

Vem. — Ynmbok, Ladak j Bran, brahmi, kdi, moriin, mardl, mai.ru, 
'in an nit, mandu, mamj’i, marn, meru, merinu, bhamji, bhatnni, chip dl, 
Pb‘. • 

A shrub or small tree met with in Kulu and Hazara. 

Wood grey with darker streaks, hard, otherwise the*structure is the 
same astfhat of U. Wallichiana. Weight 37 lbs. per cubic foot. 

It is not used, but considered better than that of U. Wallichiana. 

. lb*. 

H 123. Manali, Kulu, 7,000 feet . . . .37 

H 918. Hazara, 7,000 feet . . ,. . *34 

* H 3164. Dungagalli, Hazara, 7,000 feet . ^ . ... 

U. ^Wallichiana, Planch. * 

• 9 Vern • — Kain, bren, orera, brdnkul , amrdi, mar dr a i, mar run, moragh, 

makshdri, manderung, maldung, shko, kummar, hemjra, Pb. j Mated, 
pabuna, chambar maya, Hind. 

• A large deciduous tree of the North-West Hin^laya, from the Indus 
to Nepal, between 3,500 and 10,000 feet. • 
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Heart wood greyish-brown, moderately hard. Weight about 36 lbs. 
per cubic foot. 

The wood is used locally in places where deodar is not available and 
Pinna excels* not very abundant, such as in Hazara, where it finds a 
ready sale at from Rs. 3 to Rs. 5 per tree. It certainly see'.ns worthy of 
more attention. 

lbs. 

H 59. Nagkafnda, Simla, 8,ooo feet . . .40 

H 122. Ma^ali, Kulu, 7,000 feet . . . .35 

H 917., Hazara, 7,000 fee£.32 

H 3175. Dungagalli, Hazara, 7,000 feet . 


. . t « 
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VACCINIUM. 

Vacdnium seratum, Wight, Vacciniacej:. 

Vera. — Cham, Nepal. 

A shrub, often epiphytic, found in Sikkim, Bhutan and the Khisia 
Hills, from 4,000 to 8,000 feet. 

Wood white. 

E 3296. Babookhola, Darjeeling, <4,000 feet. 



t. 
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VATERIA. 

Vateria indica, Linn., Dipterocarpke. 

The Piney Varnish or Indian Copal Tree. 
i. Syn. — V. Malabarica, Blame. 

Vern.— Piney mar am, dhup maram, vallay kungiliam, kondricam, Tam. 
r Dupa maram, dhupa, paint, munda dhup, Kan.; Dupada, Tel. 

Payani, paint mara, vella kondrikam, Mal. ; Hal, Cingh. 

A large evergreen tree of the western moist zone. Western Ghats 
from Kanara to Travancore, ascending to 4,000 feet. 

Sapwood white with a tinge of red; heartwqod grey, rough. Weight, 
41 lbs. per cubic foot. 

Wood not much in request, occasionally used for canoes, Jor coffins 
and the masts of native vessels. * 

lbs. 

W 747. South Kanara.41 

W 1187. „ ,, ..... 41 

it 

VATICA. 

Vatica lanceaefolia, Bl ., Dipterocarpeje. 

Vem.-» Marked, A$s.; Moal, Sylhet; Panthitya, Burm. 

A large tree of the Eastern Himalaya, Assam, Eastern Bengal, Chitta¬ 
gong, and Bul*ma. 

Heart woo'd red, rough, hard. Weight about 52 lbs. per cubic iuo\. 
The wood is not very good. 

1 lbs. 

B 2508. Burma (1862) . . . . 35 , 

B *2282. Andamans (1866) . ... . *52 
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VENTILAGO. 

Ventilago maderaspatana, Gaertn., Rhamneje. . 

VtXUr-Raktapita, Beng. j Yerra chicatli, Tel. j Pampli, Tam., Kan. j Lo- 
ka&di, kanwail, Bom. ; Chorgu, Hyderabad. 

A larger climbing shrub found in Central and Southern India, and 
Burma. 

Wood grej^sh yellow, porous, soft. ** 

C 2920. Central Provinces. 


VERNONIA. 

Vernoniawolkameriaefolia, DC , Compositae. 

Syn.—V. acuminata, DC. • ' 

A small tree of the Eastern Himalaya, South India, and Burma. * 
Wood whitish, turning pale brown, moderately hard. Weight 315 lbs. 
per cubic foot. . 

E. 3312. Pankabari, Darjeeling, 3,000 feet. 


VIBURNUM 
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VIBURNUM. 

Viburnum coriaceum, Bl ., Caprifoliaceas. 

Vera. —Kala titmaliya, Kumaun j Bara gorakurt, % Nepal. 

A large shrub or small tree of the Himalaya from the Sutlej to Bhutan 
at 4,000 to 8,000 feet, Khasia Hills, Nilgiris, and Ceylon. 

Wood similar to that of V. cotinifolium. Weight 50 lbs. per cubic 
foot. 

lbs. 

• H 2835. The Glen, Simla, 6,000 feet ... 50 j 
V. cotinifolium, Don. 

Vern .—Mar ghwalawa, Trans-Indus; Rick kulu, bank inch, JHELUM ; 
* Richabi, kilmick, guch, Kashmir; Bathor, pdpat, kalam, kkimor, rajal, 
tumma, Chenab ; Kdtonda, Ravi j Jawa, khatip, tustus, sAssu, 
Sutlej j Gwia, guya, Kumaun. 

A large deciduous shrub met within the Sulaiman Range, North- 
West Himalaya, between 4,000 and 11,000 feet. 

WoodT white, hard to very hard, close-grained. 

H >869"} Nagkanda, Simla, 8,000 feet. 

H 76. Mashobra, „ 7,000 
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V. erubescens, Wall. 

Vern ,—Gdnni, asari, Nepal ; Kancka, Lepcha j Nakouli, damskine 
Bhutia. , 

A small tree of the Himalaya from Kumaun to Bhutan, between 5,000 
and 11,000 feet; Nilgiris and Ceylon. \ 

.Wood very hard, reddish, close and even-grained. Weight 59 lbs. 
•pflr cubic foot. 

It might do as a substitute for boxwood and for carving. Used 
for house-posts in Sikkim. 


E £384. Rangbul, Darjeeling, 7,000 feet 


lbs. 

59 
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Viburnum fcetens, Decatsne. 

V eta.~Guck, uklu, kit nek, ; Ktlmich , gdeh, kwillim, kuldra, 

janidra, Kashmir; Tilhanj, pulmu, tildts, Min, Chenab ; Talhang, 
tandei, tundhe, tnndni, eendni, Ravi ; Talhang ,‘ [Wain, tselain, 
thilkain, Sutlej ; Guy a, Kumaun. \ 

A large shrub of the North-West Himalaya, from 5,000<Lo 11,000 feet. 
Wood white, hard to very hard, close-grained; similar in appearance 
and structure to that df* V. cotmifolium. Weight 53 lbs. per cubic foot. 

lbs. 

H 53. Nagkanda, Simla, 8,000 feet . . *53 

H 2886. ,, ,, „ . . .... 

H 3015. Matiyana „ „ . 

E 975. Chumbi .Valley, Tibet, 10,000 feet . . .. 

V. lutescens, Bl. ' 

Vera.— 

A large shrub met with in Terai and Lower Hills of Sikkim, Assam, 
Khdsia Hills, in damp ever-green forests. 

Wood reddish, soft. 

E 3273. Muraghat Reserve, W. Duars. 

V. Mullaha, Ham. 

Syn.—V. STELLULATUM, Wall, * 

Vera .— Jal bdgu, JHelum; Amliacka, { phulsel, Kashmir; Lai tit- 
1 maliya , Kumaun ; Eri, ira, Simla. 

A shrub of the North-West Himalaya from 6,000 to 10,000 feet. 
Wood white, moderately hard. 

H 2834. The Glen, Simla, 6,000 feet. 

H 2866. Nagkanda, „ 8,000 „ 

1 

VILLEBRUNEA. 

Yillebrunea frutescens, Bl., Urtxcaceje. 

Syn.—U rtica Frutescens, Thumb. . 

Vern.— Gar tashidra, pddhaula, kagshi, Kumaun ; Kirma, Nepal; Tak- 
bret , LepcHa. , " v 

A shrub or small tree of Himalaya, from Simla eastwards, Sikkim, 
Bhutan and Assam, ascending to 5,000 feet. %. 

Wood brown, moderately hard. 

H 3130. Simla, 5,000 feet. 

VITEX. 

1 

Vitex alata, Roxb ., Verbenaceje. 

Syn. —V. PEDUNCULARIS, Wall. 

Vera.— Osai, Ass.; Boruna, goda, Beng.; Krawru, MagH; Hila auwal. 
Cachar; Shelangri, Garo; Kyetyo, Burm. 

A tree met with in -Assam, Chittagong, and Burma. 

Wood purplish or reddish grey, heavy, hard, close-grained. Weight, 
60 lbs. per cpbic feet. 

Used in Cachar for posts and beams; in the Garo Hills for suga\-cane 
crushers. 

• lbs. 

E 784. Kimrup, Assam. 

E 1393. Gdiittagong . . ... . . 60 ’ 

B 1423. Tharrawaddi, Burma . 1 . . . . '00 

. 3.54 • . 
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Vitex altissima, Linn. 

Vera.— Ahay, Ass.; Simyanga, gua, Kol. ; Maila , Tam. ; Myrole, balgay, 
nauladi, sampaga-pala, Kan. ; Banalgay, Mar. ; Mililth , ClNGH. 

A large Vee of Bengal, South India, and Ceylon. 

Wood*grey with a tinge of olive-brown, hard, close-grained, polishes 
well. Weight 53 lbs. per cubic foot. * 

It is used foy building and for carts, and deserves attention. 

• lbs. 

W 724. South Kanara . . . • . -S3 

* W 757. „ „ t . . • .. • 50 

Nos. 54 (56 lbs.) and 78 (49 lbs.) Ceylon Collection . ... 

V. leucoxylon, Linn.f. # 

* Syn^—V. SALIGNA, Roxb. 

Vern. — Goda, horina, ashwal, .BeMg. ; Luki, npva-ledi, Tel.; Sengeni , 
karril, KaN.ji Tokra, MaGH.j Longarbi thxras. Mar.; Htouksha, BuRy. 

A very large deciduous tree of Chittagong, Burma, Andaman Islands, 
and South India. 

Wood giey with a satiny lustre, hard, close-grained, durable. 
Weight about 42 lbs. per cubic foot. 

It is used for cart-wheels, and deserves attention for furniture and 


VITEX. 
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other purposes. 
E 1392. 
B 33 °' 
B 2549 
B 2711. 
B 2218. 


Chittagong . » 

Burma (.4867) 

„ (1862) 

Tavoy ( Wallich, 1828) 
Andaman Islands (1866) 


lbs. 

45 

40 

40 

36 

44 


V. Negundo, Linn. 

Vern. — Mar-wan, moraun, mdura, mora, wana, banna, tarban, biuna , Pb.; 
Shiwan, .% hamuli, nengar , mewri, neiuri, nisinda , Hind.j Beyguna , 
Uriya; Ehuri, Kol.; Sindwar, KhARWAr; Safna/i,,.M qngHYR ; A’lr- 
® gunda, rugur. Mar.; Nirgin, Gond; Nirgudi, Kukku; Vella-nucfaM 
Tam.; Veyala, Iel.; Lakki, Kan.; S&du nika, Cingh. 

A deciduous shrub, common in the drier parts bf India, aud ascend¬ 
ing to 3,000 leet in the North-West Himalaya. 

Wdlid greyish-whift, bard. Weight A2 lbs. per cubic foot. 

The branches are used for wattle-work. lbs. 

H\3044. Kumharsen, Sutlej Valley . . -42 

C 2789. Melghat, Berar.41 

V. pubescens, Vahl. 

Syn.—V. ARBORKA, Roxb. 

Vern. — Muria, Uriya ; Nowli eragu , bust, Tel. fMyladi, Tam. j Kyti-yoh, 
Burm. 

A lai^e tree of South India, Burma, and the Andaman Islands. 

Wood smooth, grey, with an olive-brown tinge, very hard, close-grained. 
Weight about 55 Ids. per cubic foot. 

It is durable, and is used for various purposes in South India. 

# ‘ lbs. 

D 1058. South Arcot, Madras . . . 51 

/ D *1063. Cuddapah „ ... \ 59 

B 1429. Tharrawaddi, Burma . . . . 56 

B 2550. Burma (1862) . . . 51 

No. 10. Ceylon Collection [marked V. altissima 

{Caha milille )] . . . 5j6 

Of 3550. Khurda Forests, Orissa . . . .53 
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Wallichia disticha, T. ( And ., Pauls. a t 

Vera. — Katong, Lepcha. 

A handsd/ne palm of the outer hills of Sikkim, found by Brandis as 
far west as Kumaun. 

Wood soft. * 


E 878. Darjeeling 
E 2460. „ 


IO42 


WALSURA. 

Walsura robust a, Roxb., Meliacks. 

Veni. — Upphing, Sylhetj Gyopho, tsoukmayba, Bl/RM. 
Wood light red, very hard. 

B 1986. Andaman Islands .... 





WEBERA. 

Webera asiatica, Linn , Rubiaces. 

Syn.—-W co&ymbosa, Willd , Si ylocoryne Webfra, A Rtch . 

Vera.— Kankra, Beng j Kachun a chall, Cuttack , Komi, Tel . Tarana . 

ClNGH. 

A large shrub or small tree of Bengal, South India, and Cej Ion 
Wood yellowish white, hard, close-grained Weight 57 lbs. per cubic 
\ foot 

It is said by A. Mendis to be used in Ceylon for fishing-boats. 


lbs. 


No. 84. Ceylon Collection . . . 1 . *57 

C 3579 - Khurda Forests. 

C 3520. ,, ....... 


IO44 


* 

WENDLANDIA. 

Wendlandia exserta, DC, Rubiacebs. 

Syn. — W cinerea, DC , Rondeletia exstrta, Ro*b. 

Vern. —Chaulat chila, chilkiya, tila, birsa, tilki. Him, Hin*d ; Kangt , 
tilki, tntmrt, Nepal , Kursi, Sloni ; Mama , Gond , Tilliah, Baigas 
in Mandla. 

A small deciduous tree of the sub-Himalayan tract from the Chenab 
eastwards, Oudh, Bengal, Central and Southern India. 

Wood relish-brown, hard, close-grained. Weight 47 lbs. per cubic 
foot. h H 

Used for building and agricultural implements, and for house-posts 
m the Sikkur Ierai. 

lbs. , 

O 1370. Qpnda, Oudh.47 

E 589. Khookloong Forest, Darjeeling Terai . 
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Wendlandia Notoniana, Wall. 

Vera.— Rameneidelle, Cingh. 

A small tree of South India and Ceylon. 1 

Woe® reA, and similar in structure to that »f W. exserta. 

f lbs. 

No. Ceylon collection (marked W. bicuspidata^ 48 

. * WIGHTIA. 

* 

Wightia gigantea, Wall., Scrophurarine*. 

Vera.— Lakori, Nepal ; Bop, Lepcha. 

A huge epiphytic tree of the hill forests of Sikkim and Bhutan, from 
3,00040 7,000 feet, which climbs by sending out? horizontal, stem-clasping, 
aerial roots *ound the stem of the tree on which it grows, and it often 
shews its masses of pink flowers above thfe summit of the latter. 

Wood white, light, moderately soft, porous; but does not warp. » 
The wood is used to make Buddhist idols. 

E 3323. Rangirum, Darjeeling 6,000 feet. 

WOODFORDIA. 

Woodfordia floribunda, SaiM., Lethraceje. 

Syn.— W. tomkntosV Beddomc ; W. fkuhcosa, Kurt 1.; Grislea to- 

MENTOSA, Roxb. 

Vern.— D/nvi, thawi, sautha, dhaula, Hind. ; Gul daur, Kangra ; Dhai, 
K0maoN ; Dheieti, Oi'UH ; Dhuvi, surtdri, C. P. ;%Pifta, petlsurali, sur- 
trvli, Gonp ; him, Kol. ; Dadki, Bhumij ; Har-mari, jatiko, Uriya; 
Khiihii, din , Korku ; Dahiri, lajdairo, Nepal ; Chungkyek dum , 
Lepcha; Jargi, Tel.; Phulsatti, M4R. ; Datti, Bhil. 

\ large shrub common throughout India, ascending Jo 5,000 feet in 
the Himalayas. 4 

Wood reddish-white, haid, close-grained. Weight abdut 46 lbs. 
cubic foot. 

* lbs. 

C 2794. Melghat, Berar . . . . .46 

E» 876. Chengli Purest, Darjeeling Terai . ... 
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• WORMIA. 

Wormia triquetra, Rotib., Dilleniaceje. 

Vern.— Diyapara, Cingh. 

Found in Ceylon up to 2,000 feet. 

Wood reddish in structure, resembling that of Dillenia.* Weight 44 
lbs. per cubic foot. 

It is used for building. ’ 

lbs. 

No. 22. Cfeylon Collection . . . . .44 


WRIGHTIA. 


\ 


4Vrigfctia tinctoria, R. Br., Apocynaceac. 

* * Syn.— Nerium tjnctorium, Roxb. 

Vera. — Dudhi, BaNua; Khirni, MeywaR; Paid, veypali, "Am.; Tedlapdl , 
f Kala kudu, Mar. 

A smay- deciduous tree of Rajputana, Central and%outh India. 

R » 25 7 
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Wood moderately hard, close-grained. Weight about 40 lbs. per 
cubic foot. * v 

It is used for carving and turning. 

P 456 . Ajmere'. 4 ' 

P 3222. Nagpahar, Ajmere.. 

Wrightia tomentosa, Rom. & Sch. 

Syn—W. mollissima, Wall.-, Nfrium tomentosum, Roxb. 

Vem.— Keor h ktldwa, Pb. ; Dudht, dharauh, daira. Hind.; Kartnfi- 
kirra, Nfpal; Sandikuyi, Kol. j Dudh-koraiya , Monghyrj Selem- 
nyoki Lepcha; Pal kur-wan, Uriya ; Hondo, CuUACK; Telia pal, 
kotla-mukrt, Tel ; Kala tnderjan, Mar.; AtKun, Ass., Lettouk them, 
Bukm. 

A small deciduous Lrce of the sub-Himalayan tract from ‘he Beas 
eastwards, Oudh, Bengal, Burma, Central and South Indie. 

Wood yellowish white, moderately hard, close-grained. Weight about 
* 44/5 lbs. per cubic foot 

It is used for turning and carved work. 


C 830. Bairagarh Reserve, Berar 
W 998, Poona .... 

W 994. Sahyadn Ghats, Ahmednagar 
E 623. Rakti Forest, Dar]eelp g 1 erai 


lbs. 

41 

48 

49 
40 


XYLIA, 

Xylia dolabriforfnis, Benth ., Leguminos.®. 

The Iron-wood Tree of Pegu and Arracan. 

Syn. — Mimosa xylocaria, Roxb. ; Inga xylocarpa, DC. 

Vem.— Jambu, Hind ; Jamba, suna. Mar ; Boja, love;ora, Ukiya ; Jrul, 
Tam.; Konda tangedu, tan^cdu, eruvalu, bojeh, ItL. ; Janibe, tirawa 
Kan ; Shilve, Coorg; Pynkado, Bckm. 

A large deciduous tree, met with in the C handa District, South India, 
Arracan, and Burma. 

Sapwood small; hcartwood dark-brown or reddish-brown, extremely 
hard, beautifully mottled, cross-grained. m \ he wood is very durable—a 
.property it doubtless owes in great measuie to the resinous substance 
* contained in it. Weight about 65 lbs. per cubic foot. 

It is used for boat-building and for agricultural implements iM Burma; 
also for carts and tool handles. In South India, it is usid for lailway 
sleepers, posts, boat-building and carts. In Burma and Bengal it has been 
largely used for telegraph posts, for which it has answered well. The large 
forests in Arracan, of which Dr. Schlich in his report on the iron-wood 
forests of Arracan, dated 1st September 1869, says that “a third of the 
forest vegetation consists of Pynkado,” produce large numbers of tele¬ 
graph poles and raihvay sleepers. Major Seaton in his report for 1876-77 
said that 10,000 such sleepers from Arracan had then lately been sold at 
Calcuttta at Rs. 5 each, and Mr. Ribbentrop’s Report states that Pyn¬ 
kado pieces and sleepers are brought out from the foiests in Pegu. It is 
hard, heavfr, and difficult to cut, but a useful wood for piles anc 1 beams of 
bridges. * 

, t* ,bs - 

1151. Ahiri Reserve, Central Provinces . . 59 

754. South’ Kanara.59 

761. c » »» ..... 61 

,, • . m . . 6l 


c 

W 

w 

*w 
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W 1222. North Kanara 
B 805. Tharrawaddi, Burma 
B 3066. Burma (1862) * . 

B ,'^Si. Tavoy ( Wallich , 1828) 
CC3514. Khurda Forests, Orissa 
C 3346 1, a » 


f 

lbs. 
. 62 
. 67 
« 66 


ZANTHOX- 

YLUM. 


XYLOSMA. • 

t 

Xylosma longifolium, Clos., Bixine.®. 

Vern. — Chopra, ckirundi, chirndi, drendu, Pb. ; Kattdma, OUDH j Dan- 
m dal, katdri, kandhara. Hind. • 

A smaP # evergreen tree of the North-West Himalaya ascending to 
5,000 feet, Assam. • • 

Wood pinkish, moderately hard, even-grained. Weight 55 lbs. pgr, 
cubic foot. « 

It is used for fuel and charcoal. 

• lbs. 

H 2947. Jander, Sutlej Valley, 3,500 feet . . 55 
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Z^NTHOXYLUM. 

Zanthoxylum acanthopodium, DC ., Rutace®. io<k/* 

Vem. — Bog ay timur, Nepal. , 

A small tree of the outer Himalaya from Kumaun to Sikkim, and 
the Khrfsia Hills, up to 7,000 feet. 

Wood yellowish white, soft. • 

E 3415. The Park, Darjeeling, 6,500 feet. ,, K 

Z. alatum, Roxb. / 10 ^ 

Vem. — Timb&r, timur, tremal, darmir, Hind.< Balay timur, Nepal; 

Gaira, Monghyr. ; Sungru, Lepcha. 

A |hrub or small ,t rce of the outer Himalaya from the Indus to 
Bhutan, ascending to 7 ,' 8 ? 5 ?F'fect; Khasia Hills. 

\Vuod Tlose-grai ned, yellow. • 

It is*used lor walking-sticks, and the small branches for cleaning the 
teeth. 

• lbs. 

H 107. Bhajji, Simla, 4,000 feet ... 46 

E 2329. Tukdah, Darjeeling, 5,000 feet . . 34 

Z. Budrunga, DC. IO ig 

Vern. — Brojonali, Ass.; Mayaning, Burm. 

A tree of the Eastern Himalaya, Khasia Hills, Eastern Bengal, and 
Burma. 

^yood moderately hard,close-grained, white.- 
H 3324. Pankabari, Darjeeling, 2,000 feet, . 

#Z. a HamiltDni anum, Wall. ' I0S g 

Vera, — Purpuray timur, Nepal. 

A climbing thorny shrub of Sikkim and Assam. * 

* tVood yellowish white, soft. 

E ( j4i6. The Park, Darjeeling, 6,500 feet. • * 
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1059 


C 


1060 


1061 


' ' 

Zanthoxylum ovalifolium, Wight. • 

A shrub of Eastern Himalaya, Khasia Hills, Assam, and the Western 
Ghats. * ' 

Wood light yellowish-white, very hard, close-grained. < < 

V 

E 3356 * Sivoke Hills, Darjeeling, 1,500 feet. . • 54 

Z. oxyphyllum, Edgm. 

Vem. —Timur 1 Nepal. 

A climbing shrub of the Himalaya from Garhwal to Bhutan, from 
6,000 to 8,000 feet; Khasia Hills, 4,000 to 6,000 feet. 

Wood yellowish-white, soft, porous. 

E 3375. Darjeeling, 6,500 feet. 

t 

ZIZYYHUS. 

ZizyphuS Jujuba, Lam., Rhamneje. 

Vem — B/'r,baer,beri, Hind.; Kill, b ( r, Bfng.; Z'rhru, Btkm ; Rene;ha. 
regi, Tei .; Yellande , Tam. ; B/ior, Mar. ; Rcnga, Him ; Elentha, Mai 
Yelchiy Kan.; 'jibang, Magh ; Ycllan/ha, Madura; j■ umjan, Ken..; 
Ringa, Gond ; Bor, Baiuas; Bogri. K \jhansi. 

A moderate sized deciduous tree*'* almost evergreen, culthatod 
throughout India and Burma ; its original habitat doubtful. 

Wood hard, reddish; no heartwood. Weight, about 52 lbs. per cubic 
foot. 

Used for saddletrees and agricultural implements, oil-mills, and other 
purposes. 

lbs. 

O 265. Garhwal (1868) . . . . .... 

C 2815. Melghat, Berar . . . . .... 

C 1128. Ahiri Reserve, Central Provinces . . 43 

1 D 1071. North Arcot, Madras . . . .52 

P 885, from.Multan, sent under the name of Z. flexuosa, has the 
same structure as Z. Jujuba, but the pores are round and moderate¬ 
sized. Weight, 48 lbs. t , 

^ • 

Z. nummularia, W. & A. 

r Syn.—Z. Microphylla, Roxb. 

Vem. — Karkanna , Afg. ; Malta, her, birar, jhari, kanta, N. W. P. * 
Gangr, jangra, Sind. ; Parpalli,gidda, Kan. j. 

A thorny shrub met with in the drier parts of North-West India and 
• the Dekkan. 

Wood yellow, hard, compact. Weight 43 lbs. per cubic foot. 

Used to make'fences round fields and gardens. 

Ibs. 

P 2931. Bhajji, Simla, 3,000 feet . . . . 4 i 

d ^° 77 - ] Sabathu, Punjab, 3,000 feet . . .42 

r 3O93.I • ^ 

P 442. Ajmere.46 

Z. (Enoplia ( Mill. 

Syn.—Z. Napeca, Roxb. * 

Vem .-c-Makai, Hind.; Shyakul, BeNG. ; Mahkoa, MoNGHYR; Barokoli, 
Uriya ; Irin, C. P. ; Paranu,paramie,porki, Tel.; Taueecnway "Jurm. 

A Straggling t,r climbing shrub of Bengal, Burma, Central and South¬ 
ern India. 
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telZYPflUS. 


Wood reddish, with the structure of a climber. 

Used for hedges. 

„ 2753. Moharli Reserve, Gentral Provinces. 

Zizyphus dJyphylla, Edgw. 

Vem.’vKurkun bet , Afg. ; Pitni, kokan bet, amldt, amnif, ben, shamor, 
Pb.j Giggar, N. W. P. 

A thorny shrub of the outer Himalaya £rom»the Indus to the Ganges 
from 2,000 to 6,000 feet. 

Wood white, moderately hard. • 

H 2947. Suni, Sutlej Valley, 3,000 feet. 

Z. rugosa, Lam. 

d5yn.—Z. lati folia ; Roxb. ( FI . Ind. r, 607.) * 
x 'Vem%-Dhaura , dhauri, Oudh Suran, churna, C. P. j Suran, Mar.; 
Rukh baer, harray baer, NepaI ; Tshirka, Kol. j Kataila, Kharwar ; 
Bogri, Rajbanshi. » 

A large scrambling shrub or small evergreen tree, of the sub-Hfrna- 
layan tract from the Ganges eastwards, Burma, Central and South 
India. 

Wood ^eddish, moderately hard, warps j often attacked by insects. 
Weight 45 lbs. per cubic foot.. 

Only used as fuel. 

* • lbs. 

E 2336. Bamunpdkri, Darjeeling Terai . . -45 

Z. xylopyra, WiUd. 

em.—Kat-bcr, hrri, goti, gotaha, kakor, chittania, JUtaber. ghdnt, Hind. ; 
Goti, Tel. Goti, bhorgoti. Mar. ; Challe, Kan. ; Karkata, Kol, ; Gait, 
IShumij ; Kankor, Kharwar; Got,gotoboru, kantabohol, Uriya; Ghattol, 
ghotia, Gond. • 

A large scrambling shrub, of the sub-Hima!ayan tract from the 
Ganges to Nepal, Central and South India. 

‘Wood yellowish brown, hard. Weight, 60 lbs. per cubic foot. ( 

Used for carts and agricultural implements. • 

. Ibs. 

C, 2736. Moharii Reserve, Central Provinces . . 49 

C 2764. Melghat]f?'?Kir . 

C 35<*8. Sonakalla, Khurda, Orissa . # 

C 3559* Khurda Forests, Orissa . . . >53 

C 3433- Latihar, Palamow, Chota Nagpore. 


1062 


1063 


IO64 


s Govt, o^flidia Central Printing Office.—No. 8 B. S. & No. 147 R. fc A.—10-12-83.—540. 

* 26 l 









